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practical, since our best and most ditine knowledge 
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barren studies, which do not conduce to practice as 
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CHAPTER I. 

HISTORICAL NOTICES OF THE MANUFACTURE. 

objoin of the art. ^brxckmakino. ^f0ttsr*8 wheel. ^ikdiav . 

earthenwares. roman water-pipes. -— remains op an- 
cient fotiert. roman potteries in staffordshire. — • 

antiqumv of the art in the east. porcelain first 

brought to rome. —figures found with egyptian mum- 
mies. china-wares brought by portuguese traders. — 

discovery by db botticher in saxony. manufacture 

attempted in france. — investigations of reaumur. 
— jonas hanway*s account of collection at dresden. — 

works at berlin. enoush potteries. plot*8 account. 

improvements in glazing. white stone-ware. 

Wedgwood's improvements. — exportations by wedgwood. 
— HIS inventions. — characteristics of true porcelain. 

PORCELAIN OF DERBY. OF COALPORT. OF WORCESTER.'— 

OF ROTHERHAM. 

The fonnation of earthen vessels capable of eontaining 
fluid substances is an art of the very highest antiquity. 
In the rudest stages of society^ the want of such vessels 
would call forth the inventive powers of mankind ; and> 
probably^ the hard shells of some vegetable productions, 
such as gourds and the larger descriptions of nuts^ would 

B 2 
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be first adapted to the purpose. The pliant and infran- 
gible nature of the skins of animals taken in the chase 
would^ at a very early period^ point them out as conve- 
nient recipients for fluids ; but the preparation of these^ 
as well as the fashioning and hollowing of wooden bowls, 
supposes a previous knowledge of some man^al arts^ and 
implies the possession of tools. After even these had 
been attained, and supposing that the existence of fire^ 
and its use in preparing food, had become known, vessels 
formed of wood, or of the hides of animals, would be of 
little use in rendering that knowledge available. Some 
savage tribes thus circumstanced, have, indeed, made 
wooden bowls subservient to this purpose, by throwing 
into the fluids which they contain, stones previously 
heated in the fire. This manner of boiling water, and 
of cooking provisions, is, however, at best, but an incon- 
venient process, and would be immediately abandoned 
upon the discovery tliat certain earthen substances were 
endowed sufficiently with the quality of resisting the 
action of fire. 

It must continue matter of doubt, whether the fashion- 
ing and hardening of day was practised first by the 
brickmaker or by the potter. We know that bricks, 
thoroughly burned, were used at the building of the 
tower of Babel, 2200 years before the commencement 
of the Christian era, and 600 years prior to the carrying 
aWay into captivity of die Israelites. That the use of 
bricks, for the purposes of building, must have become 
exceedingly common at this last-mentioned period, is evi- 
dent, from the great numbers of the captive Jews who 
were compelled by their Egyptian task-masters to pro* 
secute the manufacture. It appears that the bricks then 
made were not artificially burned; the chopped straw 
which entered into their composition, and which served 
to hold the mass together, would, in such case, have been 
destroyed. Specimens of very ancient Egyptian bricks, 
which have been brought to this country, confirm the 
supposition that the heat of the sun was alone employed 
in baking them. 
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Many centuries later^ the Romans conducted the ma- 
nufacture of bricks with a great degree of perfection. 
A comparison of very ancient Roman ruins^ with build- 
ings of modem elevation^ will show at once how superior 
are the bricks employed in the former^ both as regards 
solidity and beauty. Specimens of the potter's art^ if 
even any such existed at an equally early period^ could 
not be expected to continue in being for so many ages : 
if^ indeed^ they had withstood the destroying hand of 
time^ and descended to the present day^ they would not 
bring with them any direct testimony of their date of 
production^ and could throw little or no light upon the 
question of priority. It is certain^ however^ that^ in 
very remote ages^ the potter's art had attained to a con- 
siderable degree of usefulness^ since the earliest authentic 
records aUude to the potter's wheel as to an implement 
of then high antiquity. 

The same wants would arise in different portions of 
the globe ; and in all cases^ where similar means for their 
gratification presented themselves^ it is not surprising 
that these means should be equally embraced by all. 
Accordingly^ it has been founds in newly discovered 
countries, and among people comparatively rude and un- 
acquainted with most of the arts which cjanduce to hu* 
man convenience, that the use of earthM vessels has 
been enjoyed for ages before the existence of the people 
was even surmised. Among other proofs of this fact, it 
may be mentioned, that vases have been foimd among 
the aboriginal Indians on the Mosquito shore, which, 
even by those people, were preserved as memorials of 
antiquity. There is no reason to doubt that these vessels 
were the manufacture of the country in which they were 
found, as the remains of ancient potteries have been dis- 
covered at a considerable distance up the Black River on 
that coast. 

There would be little advantage in entering upon an 
investigation to determine the precise degree of antiquity 
of the potter's art, if even there existed any sufficient 
guides to direct us in the enquiry. It will be more pro* 

B 3 
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fitable at once to forego all fanciful speculations^ and to 
commence the relation of a few facts^ and such only as 
bear the stamp of authenticity. The detail of these need 
not occupy much time or space^ which may be more ad- 
vantageously devoted to descriptions of the art as it ex- 
ists in the present day^ than to the building up of theories^ 
the truth of which can never be demonstrated. 

We learn, on the authority of Vitruvius, who wrote 
in the Augustan age, that the Romans then made their 
water-pipes of potter's clay. This people, who intro- 
duced a knowledge of the useful arts practised by them- 
selves wherever their conquests were extended, established 
potteries in England, where, among other articles, similar 
water-pipes were made. Some of these, about a century 
ago, were dug up in Hyde Park. They were found to be 
two inches in thickness, and were firmly jointed together 
with common mortar mixed with oil. 

It has been asserted that the ancient Britons were in 
the practice of making pottery before the invasion of this 
country by the Romans ; and in support of this belief is 
brought the fact, that urns of earthenware have been 
taken from barrows in different parts of the kingdom. 
On the other hand, the concurring testimony of various 
writers gives reason for supposing that our ancestors 
were in those days supplied with such articles by the 
Venetians. Vestiges of considerable Roman potteries 
are discernible in many parts of the island, and particu- 
larly in Sta£Pordshire, on the site of the great potteries 
which have so long been carried on in that county. In 
sinking pits for various purposes, remains of Roman 
potteries have occasionally been discovered there at a 
considerable depth below the surface. 

Governor Pownall relates, that in his time (1778) 
the men employed in fishing at the back of the Margate 
Sands, in the Queen's Channel, frequently drew up in 
their nets some coarse and rudely formed earthen vesseb^ 
and that it was common to find such pans in the cottages 
of these fishermen. It was for some time believed, that 
a Roman ti*adiug vessel, freighted with pottery, had been 
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wrecked here; but on more particularly examining the 
spot^ called by the fishermen Pudding-pan Sand^ some 
Roman bricks were also discovered^ cemented together, 
so as to prove that they had formed part of some build- 
ing. Further researches showed that^ in Ptolemy's second 
book of Geography^ an island was designated as existing 
in the immediate vicinity. Such pans as were recovered 
in a sound state were of coarse materials and rude work- 
manship—many having very neatly impressed upon 
them the name of Attilianus ; but fragments of a finer 
and more fragile description of pottery were likewise 
brought to the surface; and little doubt remains that, 
during the time of the Roman ascendency in £ngland, 
a pottery was established here upon an island which has 
long since disappeared, and that the person whose name 
has been thus singularly preserved was engaged in its 
management. 

The high antiquity of the art in China, and the pro- 
ficiency which had been acquired in its pursuit, several 
centuries before the produce of their manufactories found 
its way to £urope^ will be shown in a future chapter. 
Porcelain of superior quality was likewise made in Japan 
at an equally early period ; and we learn from Proper- 
tius, that at a very remote date, the art was commonly 
practised in Persia, the vessels manufactured there 
JQining to all the excellencies possessed by tHe porcelain 
of China, the quality of resisting the action of fire to a 
d^ree which fitted them for being used in the prepar- 
ation of food. 

Most authors who have noticed in any way the state 
of commerce among the ancients, have referred to the 
Vasa Murrhina particularly described by Pliny*, and 
men^oned by various Greek and Roman authors. The 
general opinion was long in favour of these vases having 
been the true porcelain of China. This opinion has, 
however, been examined with considerable industry and 
erudition by M. Tabbd le Bland and M. Larcher, in two 
dissertations t, whereby it is rendered evident that the 

• Nat Hist Ub. xxxtU. f Mtoi. de LitUrat. tome xlUU 
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Vasa Murrhina were fonned out of a transparent stone 
dug from the earth in some of the eastern provinces of 
Asia.* 

There is abundant evidence to show that Oriental por«i 
cebdn was not uncommcm in Europe during the first 
century. The pieces of this manufacture which^ accord- 
ing to Pliny^ were first seen in Rome^ were brought 
there from Pontus in Asia^ by the army of Pompey^ 64 
years before Christ. 

Little figures covert with a fine deep-blue gjaze^ 
which are found deposited with Egyptian mummies^ 
cause it to appear that porcelain was made in Egypt in 
very ancient times. It is a curious fact^ that the colour- 
ing matter wherewith these figures are ornamented^ and 
which has been subjected to various chemical tests^ 
affords every indication of its being oxide of cobalt^ the 
identical substance employed for the same purpose by 
the European porcelain manufacturers of our day^ but 
the use of which was unknovm tb us until a compa- 
ratively recent period. The ore of cobalt was formerly 
thrown aside by the miners of Saxony as useless^ or was 
employed only in mending roads.f 

The Portc^uese traders were the means of introduc- 
ing the fine earthen wares of China into more general 
use in Europe ; and the name assigned to the fabric^ as 
distinguishing it from the coarser descriptions of pottery 
of domestic manufacture^ was most probably given by 

• Robertson's Diaquis. concerning India, second edit. p. S87. 

t *' About the end of the fifteenth century, cobalt appears to have been dug 
up in great quantity, in the mines on the borders of Saxony and Bohemia. 
As it was not known at first to what purpose it could be applied, it was 
thrown aside as a useless mineral The nuners had an aversion to it, not 
onW because it gave them much fruitless labour, but because it often proved 

Erejudicial to their health, by the arsenical particles witii which it was com. 
ined ; and it ^ype*>v even that the mineralogical name cobalt then first 
took its rise. Fnsch derives it from the Bohemian word kow, which sig. 
nifles metal ; but the conjecture that it was formed from amUuSy whica 
was the name of a qiirit that, according to the superstitious notions of the 
times, haunted mines, destroyed the labours of the miners, and often gave 
them a great deal of unnecessary trouble, is more probable. The miners 
perhaps gave this name to the mineral out of Joke, because it thwarted 
them as much as the supposed spirit, by exciting false hopes and rendering 
their labour often fruitless. It was once customary to introduce into Uie 
church service a prayer, that God would preserve miners and their works 
from KoboUs and spirits." — Beckmatm^ UisLqf Inventions, vol ii. pp. SiU, 
9u* 
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than — poreeUana mgnifyingy in the Portugaese language, 
a cup. It has been attempted to prove a different 
origin for the name — attributing this to the resemblance 
which the glazing or Taniish, and probably the colours, 
of porcelain bear to the shells used in some parts of the 
East instead of money (couries), and which, from the 
similarity of their shape to that of the back of a littk 
pig, were also called porceUa, 

The possession of porcelain vesseb afforded but little 
insight into the nature of their composition or the mode 
of their manufacture, as to whidi many unfounded 
theories were from time to time proposed. , It was long 
believed, on the authority of Cardan and the elder 
ScaHger — ^who, although violently opposed to each other 
on various and more important subjects, yet agreed in 
this — that porcelain was made from a mixture of broken 
ef^ and sea shells, which were preparatively buried in 
the earth for nearly a hundred years. 

It was not untU the beginning of the 18th century 
that any light was thrown upon the subject. At that 

/ time, the Jesuit, Francis Xavier d'Entrecolles, who was 

residing as a missionary in China, contrived to elude 
the jealous vigilance so generally practised towards 
strangers in that country ; and not only obtained spe« 
cimens of the earths used in the composition of their 
porcelain, but also acquired some knowledge of the 
processes employed in the manufacture at King-te-ching. 
A very circumstantial letter was written by the learned 
fa&er on the subject, and puUished by Grosier in his 
general description of China : but owing to a want of 
practical knowledge on the part of D'EntrecoUes, his 

> descriptions proved so defective in many particulars, as 

to afford little or no assistance ; besides which, it was 
not until some tftne after the publication of his letter 
that any substances similar to the earths transmitted by 
him could be discovered in France. 

f About the same time, and while ihe acquisition of 

these Chinese specimens was exciting the celebrated 
Reaumur to their examination, and to the institution of 
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a series of experiments which will be hereafter men- 
tioned, an incidental discovery made by the baron de 
Botticher, a German alchemist, occasioned the establish- 
ment of the porodain manufacture in Saxony. While 
prosecuting his rain experiments in seardi of the 
philosopher's stone, this man prepared some crucibles^ 
which he observed were caused by the action of heat to 
assume all the characteristics of Oriental porcelain. 
Blinded by the avarice which prompted their visionary 
labours, the adepts of that day seem generally to have 
turned away from the important discoveries that courted 
their notice, and which were thus reserved to reward the 
patient investigations of more philosophic minds in later 
times. From this reproach De Botticher is free. The 
importance of the real discovery thus made was suf- 
ficiently apparent, and he had the wisdom to abandon 
immediately his former pursuit, and to give up the 
energies of his mind to the establishment of a ma- 
nufacture, which was, in the end, productive of more 
beneficial results to himself and to his country, than if 
he had indeed been successful in his alchemictd labours. 
The world at large did not immediately reap the full 
benefit of this discovery, as, with a jealousy but too com- 
mon, the processes used in the Dresden works were veiled 
in impenetrable secresy. Up to the period of De Bot- 
ticher s death, in 1719^ only white porcelain was made in 
Saxony; yet the success with which this manufacture was 
accompanied, occasioned attempts at imitation in France; 
and porcelain works were established at St. Cloud, and 
in the Fauxbourg St Antoine at Paris — the fabrics pro- 
duced in which, although of beautiful external appear* - 
ance, were wanting in most of the qualities essential to 
good porcelain. 

The investigations of Reaumur, aiready alluded to^ 
were undertaken with more rational views, and pro- 
secuted with a more liberal feeling. The result of his 
researches was communicated by him to the Academy of 
Sciences, and published by that body in 1727 and 1729* 
Having procured specimens of Oriental, Saxon, and 
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French porcelains^ and broken them^ he proceeded to 
examine their internal structure. The grain in both the 
Chinese and Saxon pieces appeared compact^ smooth, and 
shining; while that of the French ware was less close and 
fine without lustre, and its grain resembled sugar. He 
next proceeded to ascertain their habitudes on exposure 
to great heat in a crucible, and reported, that idl the 
European specimens were melted, while that of China 
remained unaltered. This most essential difference led 
Reaumur to discover the true nature of porcelain, which 
is a semi-vitrified compound, in w)^ich one portion re- 
mains infusible at the greatest heat to which it can be 
exposed, while the other portion vitrifies at that heat, 
and enveloping the infusible part, produces that smooth, 
compact, and shining texture, as well as transparency, 
which are distinctive of true porcelain. Macquer, in his 
Chemical Dictionary, asserts, that Reaumur was wrong 
in classing the Saxon manufacture with the other fusible 
porcelains of European production; since the materials 
of which it is composed have always been similar to 

f those of which the China ware is made, one portion 

being absolutely infusible during the baking. 

In his examination of the two porcelain earths 
received from China, which are called in that country 
pe-tun-tse and kao-Un, Reaumur made a small cake of 
each substance, separately, and exposed both to the heat 
of a porcelain furnace. One, the pe-tun-tse, was fused 
by this means, without any addition ; while the other, 
kao-lin, gave no sign of fusion. He next intimately 
compounded the two earths, and foimd, when the mixture 
was baked, that it had acquired all the qualities of the 

> finest Chinese ware. 

All that was then wanting for the perfect imitation of 
this admired production was the discovery of materials 
analogous to the specimen furnished by D'Entrecolles. 
The search for these was very speedily successful; and 

r the manufacture of porcelain having, from this time, 

been taken under the royal patronage in France^ the 
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works of Sevres produced specimens of art which vied 
successfully with those of Dresden and China. 

Mr. Jonas Hanway^ in the account of his travels 
published in 1753, has given a detailed account of the 
immense collection of porcelain deposited in the Chinese 
palace at Dresden. 

'^ The vaults of this palace," says Mr. Hanway^ " con- 
sist of fourteen apartments filled with Chinese and 
Dresden porcelain. One would imagine there was suf- 
ficient to stock a whole country ; and yet they say^ with 
an air of importance^ that a hundred thousand pieces 
more are wanted to complete the intention of furnishing 
this single palace. 

^^ Here are a great number of porcelain figures of 
wolves^ bears^ leopards^ &c.— some of them as big as the 
life — a prodigious variety of birds^ and a curious collec- 
tion of difierent flowers. A clock is preparing for the 
gallery^ whose hells are to be also of porcelain : I heard 
one of them proved^ and think they are sufficient to 
form any music ; but the hammers must be of wood. 

'' Here are f<»*ty.eight large China vases^ which 
appear to be of no use, nor any way extraordinary^ 
except for their great size ; and yet his Polish majesty 
purchased them of the late king of Prussia at the price 
of a whole r^ment of dragoons." 

One part of this collection must have been peculiarly 
interesting^ as it exhibited^ in an orderly arrangement^ 
specimens of Dresden manufacture laid up by this king 
of Poland, from the first efforts of De Botticher^ through 
every subsequent .gradation ; ^^ an idea^" says Mr. Parke^ 
^^ truly philosophical^ and which refiects more honour 
on his memory than the bartering away the liberties of 
his subjects for pieces of foreign porcelain." 

Frederick the Great^ when he conquered Saxony^ 
forcibly carried away several of the best workmen from 
the manufactory at Meissen^ near Dresden^ and con- 
veyed them to Berlin^ where^ since that time^ a con- 
idderable quantity of very good porcelain has been made 
for the private advantage of the monarch. As many as 
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' 50O men are constantly employed in this estabUshment ; 

imt although much of their material is drawn from 
Saxony, the Prussian porcelain has never equalled in 
quality that of Dresden. 

It is generally believed, that since the time when 
they were first established by the Romans, potteries 
have always existed in Stafibrdshire, but it is certain 
that until the beginning of the eighteenth century the 
manufacture was confined to a few objects of the com*. 
monest and coarsest description. 

The district in this county wherein the great bulk 
of English manufactured earthenware is produced, is 
situated about a mile from the borders of Cheshire. 
The potteries commence at a village called Golden Hill, 
and extend for a distance of more than seven miles, 
passing through other towns and villages to Lane End. 
The names of the places comprised in this district, in. 
termediate between the two already mentioned, are 
Newfield, Smithfield, TunstaU, Longport, Burslem, 
Cobridge, Etruria, Hanley, Shelton, Stoke, Lower Lane, 
^ and Lower Delf. All these have formerly been suffi- 

ciently distinct from each other ; but the increase of the 
staple manufacture of the district has called for the 
erection of so many new potteries and dwelliilg-houses, 
that their individuality has been lost, and to a stranger 
the whole presents very much the appearande of one 
, large town. In every part of the kingdom, ekcept the 
district itself, the whole are ranked under one general 
name — that of the Potteries. Etruria is thd creation 
of the celebrated Josiah Wedgwood, by whom the place 
was thus named after one of the ancient Italian states, 
y celebrated for the tasteful forms it gave to its pottery, 

specimens of which have materially promoted the im- 
provement of our modem English wares. 

In the year 1686, when Dr. Plot published a Natural 
History of Staffordshire, its traffic in earthenware was 
very unimportant — being carried on only by the workmen 
th^nselves, or by pedlars, who conveyed the pieces in 
baskets on their backs through the adjoining counties. 
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About the time just mentioned {I69O), two brothers^ 
named filers^ came from Nuremberg^ in Holland^ and 
settled at Brad well, where they made an improved kind m 

of red ware, and introduced the art of glazing the vessels % 

by throwing common salt into the oven at a certain 
period of the baldng.* £very precaution was used by 
the brothers to keep their processes secret; and it is 
probable that this circumstance, joined to the success of 
the strangers, excited the enmity and jealousy of their 
neighbours to the degree which obliged them to leave 
the country. . The pretext assigned for this persecution 
was the alarm occasioned by the fiunes from their kilns 
during the time of glazing. These fears subsided^ 
however, when the process was continued by their suc- 
cessor. This man, whose name was Astbury, had, it is 
said, become master of their secrets by a singular stra- 
tagem. Feigning to be of weak inteUect, and assuming 
an appropriate vacuity of countenance, he obtained em- 
ployment in the Bradwell works, and submitted to all 
the drudgery and contumely which were drawn upon 
him by his supposed imbecility. By this course of 
proceeding, he was enabled, unsuspected, to acquire a 
knowledge of all that was done in the manufactory, and 
to make modds for his own use of all the utensils. 

The advantages of this method of glazing with salt 
were so apparent, that in a short time it was very gene- 
rally adopted ; and on Saturday, the day appropriated 
to this process, the thick fumes from nearly sixty pot- 
teries filled the towns to a degree which darkened the 
atmosphere, and covered the hills of the surrounding 
district.t 

To Astbury is generally ascribed the introduction of 
white stone-ware, by the adoption of calcined flints in 
its composition. The popular version of the origin of 
this improvemeflt states, that " while traveUing to 
London on horseback, in the year 1720, Astbury had 

• The salt is decomposed by this means ; and, rising in ftimes, the alkaK ^ 

which it contains combines with the silica of the ware, and forms a true \ 

glass which covers the entire surface. 

t Parke, Chem, Cat p.l£5. 
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occasion^ at Dunstable^ to seek a remedy for a disorder 
in his horse's eyes ; when ttie ostler at the inn^ by burn- 
ing a flinty reduced it to a fine powder^ wliidi he blew 
into them. The potter^ observing the beautiful white 
colour of the flint after calcination^ instantly conceived 
the use to which it might be applied in his art." * 

The merit of this man has been somewhat overlooked, 
-while contemplating the greater claims to admiration 
possessed by his more philosophic successor in the course 
of improvement. That could have been no common 
^ind, however^ which led Astbury to the long-continued 
pursuit of his object, by means so humiliating ; and 
which also enabled him, on the occasion just related, to 
seize upon a ^act thus accidentally presented, and which, 
' although of high importance to his art, might have 

passed unheeded before the eyes of many a common- 
place manufacturer. 

The step thus made was of consequence in preparing 
the way for the far greater advances towards perfection, 
afterwards accomplished by Mr. Josiah ^Wedgwood. 
I This extraordinary man owed none of his success to for- 

^ tuitous circumstances. Devoting his mind to patient 

investigations, and sparing neither pains nor expense in 
accomplishing his aims, he gathered round him talented 
artists from different countries, and drew upon the stores 
f of science for aid in pursuing the objects of his praise- 

worthy ambition. The early and signal prosperity 
whereby his efforts were attended, served only as a 
^ motive lurging him forward to new exertions, and as the 

means for calling forth and encouraging talents in others, 
in a manner calculated to promote the welfare of his 
country. Previously to his time, the potteries of Staf-* 
fordflhiie produced only inferior fabrics, flimsy as to 
their materials, and void of taste in their forms and 
ornaments — the best among them being only wretched 
imitations of the grotesque and unmeaning scenes and 
figures portrayed on the porcelain of China. But such 
have been the effects resulting from the exertions and 

j^ • Parke, Chem. Cat. p. 126, 
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example of this one manufacturer^ that the wares of that 
district are now not only brought into general use in 
this country^ to the exclusion of all foreign goods^ which 
had before been largely imported^ but English pottery- 
has since been sought for and celebrated throughout the 
dvilised worlds and adopted even in places where the 
art was previously prosecuted. An intelligent foreigner^ 
M. Faujas de Saint Fond^ writing on this subject^ 
says^ " its excellent workmanship^ its solidity, the ad> 
vantage which it possesses of sustaining the action o£ 
fire^ its fine glaze impenetrable to adds^ the beauty and 
convenience of its form^ and the cheapness of its price^ 
have given rise to a commerce so active and so universal^ 
that in travelling from Paris to Petersburgh^ from Am- 
sterdam to the furthest partof Sweden^ and from Dunkirk 
to the extremity of the south of France^ one is served 
at every inn upon English ware. Spain^ Portugal^ and 
Italy^ are supplied with it ; and vessels are loaded with 
it for the East Indies^ the West Indies^ and the con- 
tinent of America.* 

It is not among the least of Mr. Wedgwood's merits^ 
that he overcame the disadvantages of a defective edu- 
cation ; and^ amid the calls of an incessantly active life^ 
found time wherein to school his mind in all the disci, 
pline necessary for investigations purely scientific. The 
ample fortune which he acquired was ever ready for 
promoting tiie spread of knowledge^ encouraging the 
efforts of genius^ and lessenings as far as possible^ the 
sufferings of his fellow creatures. His charities^ public 
and private^ and especially in his own district^ were ex- 
emplary and consistent. He gave life to many objects 
of public utility. The Trent and Mersey canal was 
undertaken and accomplished through his influence; and 
by the benefits it has produced to tiie district^ and to its 
proprietors^ has fully approved his wisdom in its pro. 
motion. 

The principal inventions of Mr. Wedgwood were — 
!• His table ware; the merits of which are^ that it has 

* 'lYaveli in England and Scotland (Eng^iah translation), v6L i. pc 97. 
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a dense and durable body^ and is covered with a brilliant 
glaze^ capable of bearing uninjured sudden and great 
vicissitudes of beat and cold. This ware^ as it was 
capable of being manufactured with ease and expedition^ 
could be sold at a cheap rate^ and would still yield a 
handsome profit to the inventor. Its various qualities^ 
so superior to any possessed by previous manufactures 
of either domestic or foreign production^ caused this 
ware to be taken into immediate and universal favour 
with the public. Among others^ the queen bestowed 
upon it the tribute of her admiration and patronage ; 
commanded it to be called queens ware — a name which 
it continues to bear to the present day ; and honoured 
Mr. Wedgwood by appointing him her migesty's potter. 

2. A terra cotta, which could be made to resemble 
porphyry^ granite^ Egyptian pebble^ and other beautiful 
stones of the silicious or crystalline order. 

3. Basaites, or black ware. This was a black por- 
celainous biscuit^ having nearly the same properties with 
the natural stone. It would emit sparks when struck 
with steel ; was capable of taking a high polish; resisted 
acids; and would bear^ without injury, a stronger degree 
of heat than even the natural basaltes. 

4. White porcelain biecuit. This ware had a smooth, 
wax-like appearance, and was possessed of all the pro- 
perties exhibited by the preceding invention, differing 
from it only in regard to its colour. 

5. Bamboo, or cane-coloured porcelain biscuit, of the 
same nature as the preceding. 

6. Jasper. This was also a white porcelainous bis- 
cuit, of exquisite delicacy and beauty, having in general 
all tile properties of tiie basaltes, with this in addition, 
— ^that it would receive tiirough its whole substance, from 
tiie admixture of metallic oxides, the same colours as 
tiiose oxides communicate to glass or enamel in fusion. 
This peculiar property, which it shares witii no other 
porcelain or earthenware body of eitiier ancient or mo« 
dem composition, renders it applicable in a very pleasing 
manner to tiie production of cameos, portraits, and aU 

c 
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subjects that require to be shown in bas-relief; since the 
ground can be made of any colour that may be preferred; 
while the raised figures are of the purest white. 

7. A porcelain biscuit, possessing several properties 
that render it invaluable to the chemist^ and which have 
occasioned this invention to be brought into general use 
in all laboratories. The ware is exceedingly hard^ b^ng 
little inferior in this reject to agate^ whence it is pecu- 
liarly adapted for forming mortars. It resists the action 
of the strongest adds and of all corrosive substences, 
and has the further quality of being perfectly imp^ie-* 
trable by any known liquid. 

The investigations of Reaumur^ already detailed^ 
make it evident that the characteristics of porcelain^ as far 
as they depend upon semi. vitrification^ may be obtained 
when ingredients wholly fusible are employed^ provided 
the fire be carefully withdrawn from the oven at the 
precise moment when vitrification has arrived at^ and 
not proceeded beyond^ a certain point. Accordingly, 
this porcelain was, at one time, very commonly produced 
both in this and other countries. The quality of goods 
Aus composed is always inferior to that of true porce- 
lain; and, if further or again exposed to the heat of the 
furnace, the substance would entirely change its nature, 
and run into a vitreous and shapeless mass. 

Porcelain of this description, much esteemed for its 
beauty, was long manufactured at Bow and at Chdsea. 
It was not until the year 17^*8, that Mr. Cookworthy 
discovered certain mineral substances in Cornwall similar 
in their properties to the porcelain earths of China; and 
having secured to himself, by patent, the exclusive right 
of using those materials, was die first person who made 
true porcelain in £ngland. 

In practising this art, Mr. Cookworthy, and those to 
whom he afterwards assigned his patent right, attained 
to considerable success as regarded the quality of thdr 
manufactures, although the demand for their goods did 
not prove proportionate to the money expended in 
bringing the processes to perfection. One probable 
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cause for the inadequacy of their remuneratioii^ existed 
10 the successful efforts of Mr. Wedgwood^ which hate 
been already detailed^ for improving the quality of com- 
mon earthenwares made in Staffordshire^ whereby foreign 
porcelain was rendered less an object of desire^ and con- 
sequently its successful imitation was no longer consi- 
dered as being of any great importance. 

The extent to which^ in the year 1785^ this manufac 
tare had arrived^ and its importance to the three great 
interests of the country — landed^ maritime^ and commer- 
cial — may be collected from ibe evidence then given by 
Mr. Wedgwood before a committee of the privy council^ 
and at die bars of the two bouses of parliament. The 
question at that time undar the consideration of the legis- 
lature^ and up<»i which these examinations were taken^ 
arose out of the proposal of government to abolish the 
system of commercial restrictions and disabilities then 
existing between Great Britain and Irdand^ and to 
render the intercourse between the two divisions of the 
empire nearly as free and unrestricted as that between 
the counties of Durham and Northumberland ; a pro- 
position so perfectly natural and reasonable in itself^ 
that^ but for the possession of records wherein they have 
been preserved^ we might really be at a loss to conjec- 
ture die nature of the arguments whereby it was exposed 
and defeated. 

In the course of the discussions to which this subject 
gave rise in the house of lords^ the marquess of Lans- 
downe^ remarking upon the evidence given by die re- 
spectable merchants and manufacturers at the bar of 
the house^ declared diat the result to which he in his 
own mind had arrived was the very opposite to the 
conviction which they had adopted. '^ Though much 
valuable information may^" said his lordships " doubt- 
less^ be derived from their evidence^ it must not be for- 
gotten that they are men peculiarly subject to prejudice 
and error^ in all cases where their personal interests are 
concerned. Were any one^ for instance^ to ask a manu- 
facturer of Halifax^ what is the greatest crime upon 

c 2 
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earth ? Is it felony^ is it murder^ is it parricide ? No ! 
he would answer ; it is none of these — it is the ex- 
porting of WOOL." 

In later times^ we have seen this measure of justice 
and sound policy more successfully brought forward ; 
and it is acknowledged that each country has since been 
reaping benefits in consequence^ upon the inevitable ar- 
rival of which nothing but the strongest commercial 
prejudices and national jealousy could have thrown 
even a momentary doubt. 

Mr. Wedgwood^ in the course of the evidence al- 
ready alluded to^ thus remarks : — '^ Though the manu- 
facturing part alone in the Potteries^ and their immediate 
vicinity^ gives bread to 15 or 20^000 people^ yet this is 
but a small object when compared with the many others 
which depend on it; namely^ Ist^ The immense quan- 
tity of inland carriage it creates throughout the king- 
dom^ both for its raw materials and finished goods. 
2d^ The great number of people employed in the ex- 
tensive collieries for its use. 3d^ The still greater 
number employed in raising and preparing its raw ma- 
terials in several distant parts of England^ from near 
the Land's £nd^ in Cornwall — one way along dif- 
ferent parts of die coast^ to Falmouth^ Teignmouth, 
Exeter^ Pool^ Gravesend^ and the Norfolk coast ; the 
other way to Biddeford^ Wales^ and the Irish coast. 
4th^ The coasting vessels^ which^ after having been em- 
ployed at the proper season in the Newfoundland fishery, 
carry these materials coastwise to Liverpool and Hull, 
to the amount of more than 20,000 tons yearly ; and 
at times when, without this employment, they would be 
laid up idle in harbour. 5th, The further conveyance 
of these materials from those ports, by river and canal 
navigation, to the Potteries, situated in one of the most 
inland parts of this kingdom ; and, 6th, The re-con- 
veyance of the finished goods to the different parts of 
this island, where they are shipped for every foreign 
market that is open to the earthenwares of England." 

Mr. Wedgwood very justly observed further, that 



CHAP. I. HISTORICAL NOTICES. 21 

tills manufacture is attended with some circumstances 
of adyantage which are ahnost peculiar to itself; yiz. 
that the value of the finished goods consists almost 
wholly in the lahour hestowed upon them ; that every 
ton of raw materials produces several tons of merchan- 
dise for shipping^ the freight being paid^ not upon the 
weighty but according to the bulk ; that scarcely a 
vessel leaves any of our ports whose lading is not in 
part made up of these cheap^ bulky^ and^ for these 
reasons^ valuable articles^ to this maritime country ; and 
that fuUy five parts in six of the aggregate manufactures 
of the Potteries are exported to foreign markets. 

Important as were the advances which at that time 
had been made in the art^ Mr. Wedgwood was still of 
opinion that they could be considered but as the be- 
ginning of improvements^ — that these were still but in 
their infancy^ and but of little moment when compared 
with those to which the art was capable of attaining^ 
through the continued industry and growing intelligence 
of the manufacturers^ in combination with and fostered 
by the natural facilities and political advantages en- 
joyed by the country; an opinion fully borne out by 
the events and which our progressive experience shows 
to have been founded on clear and accurate perceptions. 

The manufacture of earthenwares in England is far 
^om being restricted to the district in Staffordshire 
which has been described already as having acquired 
the name of " the Potteries." Establishments for 
making the commoner kinds of wares are to be found in 
many and various parts of the kingdom ; at Lambeth, 
especially, several manufactories of stone pottery have 
been carried on for considerably more than a century, 
producing articles which have never been surpassed in 
any country, either for the excellence of their materials 
and workmansiiip, or for the magnitude of the vessels 
and the variety of uses to which they are adapted. 
The Lambeth ware may, in fact, be pronounced perfect 
ei its kind. 

'* Porcelain has long been made at Derby^ and at Coal- 
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port^ near Colebrook Dale^ in Shropshire. Establish* 
ments have subsequently risen in the city of Wor-s 
cester^ wherein very beautiful specimens are produced ; 
and yet more recently^ the manufacture of excellent 
porcelain has been engrafted upon a long-established 
potteny for commoner wares^ situated at Swinton^ near 
Rotherham, in Yorkshire. At the Rockingham works, 
which have been so named in compliment to their 
early patron, the celebrated marquess of Rockingham, 
porcelain is now produced which vies successfully in 
every kind of excellence with that of older English 
establishments. Among many other specimens which 
attest the proficiency of the Yorkshire manufacturers, 
two may be more particularly mentioned, which are de- 
serving of more than common attention as denoting the 
degree of advancement to which the art has reached in 
England. 

, One of these pieces is a copy in enamel colours, made 
\ on a porcelain tablet, from an original painting by Van- 
dyke, and now in the possession of the noble inhabitant 
of Wentworth Castle. The subject of the picture is, 
^^ The earl of Strafford occupied in dictating his defence 
to his secretary." The execution of this copy does 
justice to the masterly original ; and, in regard to ex- 
pression and colouring, has been pronounced equal to 
the most admired productions of the Sevres works. 
The other specimen is remarkable not only for elegance 
of design, and the goodness of the workmanship, but 
also because it is believed to be the largest piece of 
porcelain that has hitherto been made in this country. 
It is a scent-jar, forty-four inches high, made and fired 
in one entire piece. The base, or plinth, is triangular, 
having a circular projection at eadi ang^e ; from thesp 
rise lions' paws, upon which the globular body of the 
jar is suppcnrted. The scent is allowed to escape through 
hexagonal openings in the neck. The jar is divided into 
three compartments, by as many rustic handles of knotted 
oak ; while branches of the same tree, with their rich 
foliage rismg frosi the plinth, are spread tastefully OTer 
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tlie lions' paws^ and thence entwining with the handles^ 
rise and encircle the hase of the neclc. The ornametits 
of the cover are in keeping with those of the jar, it 
being covered with branches and foliage of the oak : the 
whole is surmounted by the figure of a rhinoceros. 
The three compartments into which the jar is divided 
are enriched with highly finished paintings in enamel 
colours, executed by one of the proprietors of the works, 
from designs by Stothard, the subjects of which are 
drawn from the admirable romance of Cervantes. The 
circular projections at the base, aud the cover, are 
adorned with paintings from nature, of six subjects of 
rare botanical plants, the originals of which are in the 
conservatories of Wentworth Castle. The whole is rci 
lieved and enlivened by ornamental work, in burnished 
and chased gold ; and the work, both in its design and 
execution, is highly honourable to the artists. 

Up to a comparatively recent period, the manufac- 
ture of earthenwares formed one of the very few branches 
of domestic industry which were left free from the evil 
effects of direct taxation, and, except in one Inranch, of 
very minor importance, the art is stiU in the enjoyment 
of this immunity ; to which favourable circumstance may 
be imputed much of the signal and uniform success 
whereby it has been attended. In the year 1812, when 
the duty upon glass bottles was doubled, the manufac- 
turers of these represented to the chancellor of the ex- 
chequer, that unless a countervailing tax was levied 
upon stone bottles, the latter, being wholly unburthened, 
would possess an unfair advantage, and might be sold 
at prices that would drive glass bottles out of use. 
This was a line of argument in no wise unpalateable to 
the minister, who readily caught at the suggestion of a 
new object for taxation ; and a duty of five shillings 
on each hundredweight was immediately imposed upon 
all stone bottles the content of which should be two 
quarts and under. 

The levying of this duty calls for the attendance of 
revenue officers at all hours on the premises of every 
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stone^ware manufacturer throughout the kingdom ; and 
it is very much to he douhted whether^ in any one year 
since its first imposition^ the expenses of collection have 
not more than ahsorhed the whole amount paid hy the 
potters. The total quantity of stone-ware made which 
is cliargeahle with the duty does not exceed 600 tons 
annually^ and a large proportion of this is used for pur- 
poses to which glass has never heen applied. It is not 
very likely that stone-ware^ the utility of which for 
many purposes is exceedingly great^ would ever have 
been brought into competition with a material so much 
Ughter, and in many respects so much more convenient, 
even had the pottery continued free from the domi. 
ciliary visits of the exciseman ; and now that the ex- 
periment has been fairly tried during nearly twenty 
years^ and has been found unproductive of any real 
revenue^ there can be no sufficient reason for continuing 
the impost 
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CHAP. II. 

GENERAL DBSOBIPTION OF INGREDIENTS USED IN THE 

MANUFAOTUBE. 

'dIFFKRXKT branches of THX ART. — ^ INOBXDnmrt USSD — 
PROFBRTIBS OF ALUMINA. ITS INFUSIBILITT. — CONTRAC- 
TION WHXN EXPOSED TO HEAT. WRI)OWOOD*8 FTROMETER. 

COMPOSITION OF OEMS. — GREAT ABUNDANCE OF CLAT. 

PROPERTIES OF SIUCA. ITS GREAT ABUNDANCE. SEA 

SAND. INCAPABLE OF ARTIFICIAL SOLUTION IN WATER. — 

DIS80LVSD NATURALLY. —SPRINGS AT CARLSBAD. -~ BOILING 

FOUNTAIN IN ICELAND. FUSION OF 8ILEX.-— KINDS OF CLAT 

USED IN POTTERIES. THEIR VARIOUS MERITS. CHINA 

CLAT OF CORNWALL. MODE OF ITS PREPARATION. ITS 

ANALTSIS. CORNISH FELSPAR. ITS FUSIBIUTT. STEATILE. 

EARTH OF BAUDISSERO. ITS ANALTSIS. CORNISH 80PE- 

STONE. SPUMA MARIS. ITS EMPLOTMENT IN PORCELAIN 

WORKS IN SPAIN. 

The art of manufacturing pottery and porcelain natu- 
rally divides itself into four different and distinct 
branches : the first of these comprehends a knowledge 
of the nature and peculiar properties of the yarious 
materials^ whereof the vessels are composed ; the second 
comprises the methods used in combining these mate- 
rials^ and in fashioning the vessels ; the third branch 
includes the choice and management of the colours and 
enamels employed in painting and ornamenting the 
waresj together with tlie operations necessary for their 
conversion ; and the last division embraces the means 
required for completing the manufacture by the aid of 
fire. In describing, however^ the different stages of the 
manufacture as they occur, the painting and baking 
processes must unavoidably be intermingled. 

The chief ingredients employed in the composition.of 
all kinds of pottery are clay and flint : these are both 
classed by chemists among the primitive earths. The 
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first of them^ in its state of purity^ is denominated 
alumina, or oxide of aluminum ; and the latter is called 
Mca, or oxide of silicium. It is only since the year 
1754 that alumina has been acknowle(]^ed as a peculiar 
subatance ; and the period is much more recent when 
the researches of Davy proved it to belong to the class 
of metallic oxides. 

It is of great importance to make choice of a suitable 
kind of clay for the manufacture ; but^ according to 
the remark of the celebrated Vauquelin^ it is much 
more important to combine this with a due proportion 
of flinty as good pottery differs from that which is in- 
ferior less in the original quality of its elements than 
in their proportions. 

Clay is an opaque and non-crystallised body^ of dull 
fracture^ soft enough in all states to take a mark from 
iron; when breathed on it exhales an odour which, 
from its peculiarity^ takes its name from the material, 
and is termed argillaceous. This is owing to the oxide 
of iron which is mixed with it, as clay, when absolutely 
pure, does not emit any odour. Clay forms with water 
a plastic paste, having considerable tenacity, and which, 
by the action of heat, is brought to a very great degree 
of hardness : it is compact, smooth, and almost unctuous 
to the touch, and when dry, may be easily polished by 
the finger. It is not soluble in water, but mixes readily 
with it in all proportions, parting with difficulty from 
the last portion of that which it has absorbed : it will 
adhere to the tongue. The description of clay employed 
by potters is infusible in the heat of a porcelain furnace, 
where some kinds, owing to their being combined with 
oxide of iron, assume a red colour, while others become 
of a pure white. The highest temperature to which 
day can be exposed tends only to increase its density, 
hardening its substance and diminishing ita volume. 
This diminution of volume produced by increased tem- 
perature is an apparent deviation from the general law 
of expansion by heat ; but the deviation is only apparent. 
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and is probably produced by the vaporisation of tiqi]id> 
combined with the clay. Mr. Wedgwood found that 
the diminution of volume produced by exposing the day 
to these extreme temperatures^ continued the same after 
the clay was suffered to cool^ and therefore that its 
amount admitted of deliberate and accurate measure- 
ment. He also supposed (though erroneously) that the 
shrinkage of the day was always proportional to the 
temperature to which it had been exposed. This led to 
his well known invention of the pyrometer^ an instru- 
ment for measuring degrees of temperature beyond the 
range of the common thermometer. The instrument 
consisted of small cylinders^ composed of two parts of 
the porcelain clay of Cornwall^ and one part of pure 
alumina. These^ when baked in a low red heat and then 
cooled^ were constructed of such a size as just to enter 
between tfie wider extremities of two brass rods, fixed 
on a plate twenty.four inches long, half an inch asunder 
at one end^ and three tenths of an inch at the other. 
These rods were divided to tenths of an inch, and con- 
sequently each division formed the 240th part of the 
whole length. The clay cylinders, being exposed to the 
heat which was required to be determined, were subse- 
quently inserted between these bars, and by reason of 
llieir contraction they advanced between them to a point 
depending on the amount of their shrinkage. 

This pyrometer, however, has been found to be sub- 
ject to a fatal defect. The shrinkage of the clay does 
not depend on the temperature alone of the fire to which 
it is exposed, but also on the length of time which the 
fire has acted upon it. Thus a lesser d^ee of heat will 
produce the same shrinkage as a greater degree, provided 
the clay is exposed to the former for a longer portion of 
time. The instrument has bieen, consequently^ long since 
totally laid aside. 

Some of the most valued among the predous stones, 
such as rubies, sapphires, emeralds, jaspers, and others, 
axe composed of eiiher alumina or silica^ or of the two 
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earths in combination^ together with different smaU 
portions of lime^ or oxide of iron^ or magnesia, &c. 
The different kinds of day are most abundantly spread 
over the globe, forming in many situations entire moun- 
tains, in other places existing in vast beds, and else- 
where lying among other mineral substances disposed in 
strata. It has been generally held that clay results from 
the slow decomposition of silicious and aluminous rocks, 
which being acted on by water filtrating through them, 
their constituent parts have, in the course of ages, been 
separated; the lighter and finer portions remaining united 
at the top, while the grosser but less tenacious parte 
have been resolved into sandy deposite. 

Silica, or pure flint, which forms the second material 
in the composition of pottery, has been considered as a 
primitive earth. It is of very common occurrence in 
most parts of the world, in primitive mountains. It 
is frequently found in great abundance imbedded in 
chalk. In Scotland and Ireland it occurs in secondary 
limestone. Flint aboimds in alluvial districte in the form 
of gravel : an inexhaustible supply of excellent quality 
might be collected on some parte of the sea-coast of Eng- 
land, and particularly at and near Brighton, where there 
is enough of this material, known under the name of 
shingle, to serve the whole manufacturing wante of 
England for ages to come, while ite removal would be 
attended with advantage to the place whence it should 
oe taken. Flint is silica in a state nearly approaching 
to purity, ite constituente being 
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It is usually grey, with occasional striped ddineations 
occurring in ite substance. It is obtained generally in 
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Tolled pieces^ but often occurs in irregular shapes. It 
has internally a glimmering lustre ; its fracture is con- 
choidal^ and its fragments are sharp-edged. It is 
translucent. MHien two pieces are rubbed together in 
the dark^ they emit phosphorescent lights and give off 
a peculiar smell. We are unable to dissolve silex in 
water. This process is^ however^ constantly performed 
by nature. The investigations of Klaproth enabled him 
to detect 25 grains of silex in 1000 ounces of the prin. 
dpal mineral spring at Carlsbad^ in Bohemia ; and the 
celebrated boiling fountain at Rykum^ in Iceland^ depo- 
sits so considerable a quantity of silicious earthy that a' 
solid cup has been formed aroimd it^ rising to a con- 
siderable height. This solution of silica is probably 
owing^ in both these cases^ to the solvent power of soda ; 
which is also present in the water. The water from 
the spring at Rykum used formerly to be projected into 
the air to the perpendicular height of 60 or 70 feet ; but 
the overthrow of a mass of rock having since partially 
covered its orifice^ the stream spouts out laterally to a 
distance of 50 or 60 feet. The heat of the liquid^ after* 
it has reached the surface^ is sufficient to raise the ther- 
mometer to the boiling point of water ; and there is little 
doubt that the fluid must have parted with some portion' 
of its heat on emerging into the atmosphere. The capa- 
bility of water^ in its dense or liquid state^ to assume, 
under these circumstances, a higher degree of heat 
than that at which it boils under ordinary atmospheric 
pressure, may be partly attributable to the depth from 
which it is brought, influenced by the same law that 
occasions fluids to boil at lower temperatures on the tops 
of high mountains. Silica is also found existing in so- 
lution in the Bath waters. 

The best flints are of a dark grey colour, approach, 
ing to black, and having a considerable degree of trans- 
parency. Those which exhibit brown or yellow spots 
on their interior surfaces should be rejected, on account 
of the ferruginous particles which they contain, and 
which would occasion blemishes in the ware. Those 
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Urger masses of flint are always most preferred by 
the potter^ which^ being dark and dear within^ are co« 
yer^ with a white crust externally. The rolled pieoea 
which are taken from chalk pits are mostly of this de- 
scription. 

De Saussure asserts that pure silex may be fused at a 
heal equal to 4043 degrees of Wedgwood's pyrometer ; a 
degree so far beyond any that has yet been observed, 
that one is at a loss to know upon what data the asser. 
tio9 is founded. 

The day prindpally used in the potteries of Stafford* 
shire is brought to them from Dorsetshire and Devon- 
shire. These earths are both of excellent working 
quality, and, being free from any impregnation of iron, 
are vaJuable for the great whiteness which they exhibit 
whe^ burnt The Dorsetshire day is brought from the 
Isle of Purbeck. It is of two kinds, distinguished as 
brown clay and Uue clay : that from Devonshire comes 
from the southern part of the county, and is also of two 
distinct qualities, which are known as black Ci»y and 
cracking day. The day from Dorsetshire is considered 
preferable to that from Devonshire for the potter's use ; 
so that it commands a price in the potteries equal to one 
eighth more than the latter. 

The good qualities of brown day are, that it bums 
of an excellent white, and is net liable to crack during 
the process of burning. On the other hand, it is subject 
to the considerable imperfection of erazingy-^an evil 
which induces some manufacturers to discard it alto- 
gether from their works. Craadng is a technical phrase, 
used to denote the cradcing of the glaze, which is be- 
lieved to arise from the imperfect manner in which this 
is capable of imiting itself with the day composing 
the body of the vesseL This defect of crazing is not, 
however, always referaUe to the cause here assigned, 
but may be owing equally to the faulty nature of the 
gbme, whidi may not be capable of perfect fusion in the 
heat of the kiln ; or it may result from the error of the 
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workmen in withdrawing the wares from the kiLi at 
too early a period^ and hefore they are properly cooled 
the glaze^ which is in fact glass^ requiring great care- 
fulness in this respect for its proper annealings and 
heing, without it, very liable to crack with every mate- 
rial variation of temperature to which it may be sud- 
denly exposed. 

Blue clay combines the greatest number of good 
qualities, and is the most generally esteemed, of all the 
four descriptions here mentioned. It bums exceedingly 
white, forms a very solid quality of ware, and is capable 
of being advantageously combined with a greater quan- 
tity of silicious earth, or flint, than any of the other 
kinds ; a quality which is desirable, because the greater 
the proportion of silica that is used, the whiter will 
prove the ware : the limit to the use of flint being the 
inability of the clay to bear it in combination beyond a 
certain proportion without cracking. Both these de- 
scriptions of day are much used as ingredients in the 
manufacture of porcelain. 

Black clay owes its distinctive colour to the quantity 
of coaly or bituminous matter which it holds in com- 
bination, but which is entirely consumed and dissipated 
when the clay is submitted to the heat of the oven, 
leaving the articles of which it is composed of a very 
good white ; and which is, indeed, found to be the more 
perfect in proportion as the clay has originally been 
blacker. Cracking clay has acquired its name from an 
evil property of occasioning die ware to crack while 
undergoing the first application of fire. To compensate 
in some degree for this evil, the goods in which it is 
employed prove of an extreme whiteness. Much judg- 
ment and experience must be brought to the employ- 
ment of this clay, that its tendency to cracking may 
be as much as possible corrected by a proportionate ad- 
mixture. If day of any description were dried without 
the addition of any other body, after being made sufi!- 
dendy plastic to be modelled on the potter's wheel, it 
must inevitably crack, as the evaporation of its water 
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will occasion it to shrink in the proportion of one part 
in twelve during the drying. 

Another description of clay^ much prized for the ma-* 
nufacture of finer kinds of earthenware and porcelain^ 
was found in Cornwall hj Mr. Cookworthy^ as already 
mentioned; and is commonly denominated China clay. 
This is very white and unctuous to the touchy and is 
obviously formed by the gradual disintegration of the 
felspar of granite. There are found in Cornwall large 
mountains of this mineral^ some of which are thus 
partially decomposed ; this China clay proves^ on ex- 
amination^ to be identical with the kao-Un of the 
Chinese. It was found by Mr. Gerhard in the course 
of some experiments upon granite (which is a compound 
of quartz^ felspar^ and mica^) that the felspar was melted 
into a transparent glass, that the mica was found lying 
under it in the form of a black slag, while the quartz 
remained unaltered. 

The China clay of Cornwall is prepared by the clay 
merchants on the spot where it is found. The stone is 
broken up into pieces of a small size, and then cast into 
a running stream : there the light argillaceous parts are 
washed off and held suspended in the water, while the 
more ponderous mica and quartz remain at the bottom 
of the stream. At the end of the rivulet the water is 
stopped by a dam, and the pure clay gradually subsides. 
Wlien this deposit is completed, the clear water is 
drawn ofi^ and the solid matter dug out in square 
blocks, which are placed on shelves, and exposed to a 
continued current of air until sufficiently dry to be 
packed in casks for shipment. This clay, which is 
then in the state of a fine powder, is very smooth, and 
of an extreme whiteness. Mr. Wedgwood found by 
analysis that it contains sixty parts of alumina and 
twenty parts of silica. The manufacturers are required 
to pay a much higher price for this than for any other 
of our native earths, but for some finer purposes it is 
altogether indispensable. 

A portion of undecomposed Cornish felspar is often. 
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added to the clay^ on account of its fusibility and 
tenacioasness^ by which it binds^ as it were^ the whole 
ingredients more closely together. The fusible quality 
of felspar is owing to die presence of about an ei^th 
part of potass. If this alkaline substance be separated 
by decomposition^ as is the case with the China day 
above described^ the fusibility no longer exists^ and the 
body remains unaltered in the greatest heat of a porcelain 
furnace. The use of this material has of late been very 
much increased in our porcelain works. It is a curious 
and very useful fact^ that although neither clay^ flinty 
nor lime can be separatdy melted^ yet when mixed 
together in due proportions^ the mass is fused without 
difficulty^ the one mineral acting as a flux to the other. 

Steatite^ or soapstone^ has of late years' been very 
much employed in the composition of porcelain. When 
present^ in even a small proportion^ it limits the con- 
traction of the ware in the fiimace. Steatite is a sub- 
species of mica^ which is found abundantly in Cornwall^ 
and is met with also in the island of Anglesea. The 
mineral which forms the porcelain earth of Baudissero^ 
was long considered to be a superior kind of day^ until 
it was discovered by M. Geobert that it contains not a 
partide of alumina in its composition. This chemist^ 
on. endeavouring to convert die substance into alum^ 
founds to his great surprise^ that he obtained only* 
crystals of sulphate of magnesia (Epsom salts). Pro* 
ceeding thence to analyse it carefully^ he ascertained its 
composition to be^ magnesia 68^ carbonic add 12, 
silica 15*6^ sulphate of lime 1*6^ water 2*8. The 
soapstone of Cornwall difiers from this substance^ 
yidding on analysis^ magnesia 4At, silica 44^ alumina 2, 
iron 7'Sy magnesia 1*5^ chrome 1*2. It also contains 
traces of lime and muriatic acid. 

In a published letter addressed by M. Proust to 
M. Vauquelin from Madrid^ mention is made of a 
beautiful kind of porcelain produced in that city^ and 
which is described to be of a texture even harder than 
the porcelain of France. Instead of employing kao-lin^ 
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the body of the ware is made with spuma maiis^ a 
speoies of pot-stone found in the neighbourhood of 
Madrid^ and the glaze is composed of felspar brought 
from Gallida. The pot-stone when taken from the 
quarry is sufficiently soft to admit of its being cut with 
a knife Uke soap. Besides magnesia^ silex^ and some 
particles of argil and lime^ it contains a portion of po- 
tass^ the presence of which^ in the competent opinion 
of M. Proust^ contributes not a little to the superior 
quality of the manufiLCture. 
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CHAP. III. 

ON THE PBEPABATiON OF MATERIALS. 

DILUTION OF CLAT. CHXMICAL EXAMINATION OF WATER NE- 

CESSABT. &AIN WATER. CAREFULNESS OF GERMAN MA- 
NUFACTURERS. BLUNGING. -7- MACHINERY. — PREPARING 

FLINTS. BUBNING. BBEAKING.—OBINDINO. DRY GRIND- 
ING. BRINDLXy's IMPROVED MILL. — CHERT. CARE RE- 
QUIRED IN SELECTING GRINDING STONES. DILUTION OF 

FUNT-POWDBR. PROPER CONSISTENCE OF DILUTIONS. AD- 
MIXTURE IN DUE PROPORTIONS. AFFINITY OF ALUMINA FOR 

8IUCA. SLIP. SUP-KILN. METHOD OF ETAPORATINO 

SUPERFLUOUS MOISTURE. WORKING THE PASTE. TIME 

NECESSARY FOR TEMPERING IT. — PROPORTIONS WHEREIN 
CLAY AND FLINT ARE UNITED. DIFFICULTY OF ASCERTAIN- 
ING THIS. SLAPPING. FRENCH MANUFACTURERS. — PRO- 

PORTIO|7S OF INGREDIENTS USED BY THEM. — KAO-LIN. — 

. FLINT. GYPSUM. BBOKEN PORCELAIN. CALCINED BONES. 

— TENDER PORCELAIN. ITS COMPOSITION. — PORCELAIN 

EARTH USED IN BERLIN. — FRENCH POTTERS BUY THKR MA- 
TERIALS READY MIXED. •— ADVANTAGES OF THIS PLAN. — 
INEUGIBLK IN ENGLAND. 

In preparing the clay^ the first operation of the pottery 
is that of mixing it with . water to the consistence of 
cream. It is wdl known^ that water collected from 
springs^ and from many streams^ contains various fo- 
reign matters^ some of which would he injurious to the 
composition of porcelain. It is therefore necessary to 
examine chemically the properties of water hefore it is 
employed for this purpose^ in order to make choice of 
that which is purest ; and to correct^ by some of the 
well known means^ any bad qualities that may be pre- 
sent. The French manufacturers are accustomed to 
employ only rain water^ whose near approach to purity 
fits it for the olrject. In Germany^ still more precise 
in. his operations^ the manufacturer prepares his ma^ 
teiials only twice in the year^ at the yemal and au«- 
tiunnal equitioxes; persuading himself that at these 

D 2 



/ 



S6 PORCELAIN HANVFACTUBE. CHAP. UI. 

seasons there is some peculiarity in the rain^ which 
hetter qualifies it for the purpose of his manufacture. 
Although the grounds for this nicety are not apparent^ 
it would yet savour of presumption to attribute the 
practice entirely to prejudice. The observations of men 
practically engaged in manual or chemical operations 
have frequently led to^ improvements in processes^ long 
before the reasons whereon these should have been 
founded have been revealed by scientific researches. 

The mixing of the clay^ which is called blunging, is 
effected in a trough five feet long^ three feet wide^ and 
two and half feet deep. In order fully to break down 
the clay^ and incorporate it with the water^ a long wooden 
instrument^ formed with a blade at one end and a cross 
handle at the other^ is moved violently about in the trough 
in all directions^ so that this becomes an operation of 
great labour. In large establishments^ where machi- 
nery is adopted for the abridgement of labour^ the blunging 
is thus effected : — The clay is thrown into a cast iron 
cylinder, four feet deep, and twenty inches in diameter. 
Through the centre of this cylinder runs an upright 
shaft, furnished with knives placed as radii at right 
angles to the shaft, but so arranged upon it that their 
flat sides are in the plane &i a spiral thread, so that by 
the revolutions of the shaft, the knives perform the 
double office of cutting whatever stands in their way, 
and of forcing downwards the contents of the cyUnder 
in the manner of a screw. Another set of knives is in- 
serted in the interior surface of the cylinder, and these 
extend to the shaft in the centre, parallel to, and cor- 
responding with, the revolving knives : thus the two 
sets, the one active and the other passive, have the 
effect of shears in cutting the day into small pieces ; 
while this, in its reduced state, is at the same time 
forced through an aperture at the bottom of the cylinder, 
and transferred to a vat for the purpose of being mixed 
with wate]>; a process which this previous dividing of 
the day is found materially to facilitate. 
. The yat where this mixture is performed is likewise 
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of a cylindric form, its diameter being equal to four 
times its depth. In the centre of this yslI, also, a per- 
pendicular shaft is inserted, furnished with cross arms 
or radii, one below the other. These cross arms are 
connected by upright staves, giving the appearance of 
two opposite gates hung upon the central shaft. These 
revolve within the cylinder ; and as they are partially 
immersed in the pulp, the constant agitation mixes all 
the finer particles of clay with the water, while stony 
particles of greater magnitude fall to and remain at the 
bottom. The pulp, now mixed to the consistence of 
cream, is passed ofi* from the vat through a series of 
sieves of increasing degrees of fineness, which are 
worked to and fro by machinery ; thus a separation is 
effected between the grosser parts and that portion which 
is fitted to enter into the composition of the ware. 

The next process is that of preparing the flints. 
These are first burnt in a kiln constructed for the puir- 
pose, and which very much resembles an ordinary lime- 
kiln, being of a conical shape, and about nine feet deep. 
While the flints are yet red-hot, they are removed from 
the kiln, and in that state are thrown into cold water ; 
by means of which their attraction of aggr^ation is 
lessened, so as to facilitate greatly the subsequent ope* 
ration of grinding: they are next broken, either by 
manual labour, or by madiinery. In the latter case 
they are placed upon a strong iron grating, and there 
struck by hammers, until sufficiently reduced in size to 
fall through the grating to a receiver, whence they are 
conveyed to the flint milL 

In order to expedite the process, and at the same 
time to grind the flints finer, a quantity of water is 
thrown with them into the miU. Another good attend, 
ing the presence of water in this grinding operation, is 
the. preservation of the health of the workmen. Before 
the adoption of this method, the atmosphere of the room 
became charged with the finer particles of flint, which, 
adhering to the lungs, frequently occasioned distressing 
ind sometimes fatal diseases to the workmen. This 
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great improvement was effected by the illustrious Brind^ 
ley^ who likewise invented the mill now used in the 
process. This is a large circular vat^ about thirty inches 
deep^ having a central step fixed in the bottom to carry 
the axis of a vertical shaft. The moving power is ap- 
plied to this shaft by a crown cog wheel placed on thie 
top. At the lower part of the shafts and at right angles 
to it, are fixed four arms, upon which the grinding 
stones are fixed ; large blocks of stone of the same kind 
being likewise placed in the vat. These stones are a 
very hard silicious mineral, called chert, which is found 
In abundance in the neighbourhood of Bakewell, in 
Derbyshire. The broken flints being then introduced 
and completely covered with water, the axis is made to 
revolve with great velocity, when the calcined flints are 
speedily reduced to an impalpable powder. 

The nature of the grinding stones used in these flint 
mills is of considerable importance; for should they 
contain any calcareous carbonate, they will be abraded ; 
some part of their substance will mix with the flint, and 
consequently with the body of the wares, and thus oc- 
casion very serious injury to the manufacturer. Some 
years ago, a very heavy loss wag sustained by some 
potters, who had purchased flints ground in a mill the 
stones of which contained carbonate of lime. 

When the flints are thus sufficiently groimd, the semi- 
fluid is transferred to another vat, also constructed with 
an upright shaft furhisheA with arms or vanes for the 
purpose of agitation; and a considerable quantity of 
water being added, the moving power is applied, and 
the whole violently agitated. This process occasions 
the grosser and weightier particles to take their place at 
the bottom, while the flner portion remains in suspension 
above ; and in this state is passed for subsidence to a 
reservoir, whence in due time the supernatant water is 
drawn off through apertures provided for the purpose. 

The dilution of clay is held to be of the proper con- 
sistence for mixing, when a quantity that wiU fill a pint 
measure weighs twenty-four ounces ; and that of th'e 
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flints is equally considered suitable for uae^ when the 
same bulk is brought to weigh thirty-two ounces. It 
is by their specific gravities^ that is^ by the comparative 
densities of these dilutions^ as indicate by weighing an 
equal bulk of each^ that the manufacturer is enabled to 
ascertain the real proportions of the materials^ and to 
combine them in the degrees which his experience leads 
him to employ for the composition of yarions kinds of 
pottery ; and too much nicety can hardly be given to 
this important part of his labours. 

The dilutions of day and flint being brought together 
in suitable proportions^ and intimately united by agita- 
tion^ the mixture is passed^ while in a state of semi- 
fluidity^ through difierent sieves^ in order to separate 
any remaining impurities^ together with such portions 
as have not been sufficiently ground. By these means 
the mass presents the utmost uniformity and smoothness 
throughout. The affinity which alumina has for silica^ 
under all circumstances^ is so greats that they will unite 
even in the humid way^ forming a land of mortar ; and 
when this becomes hardened by time^ it is thereafter 
incapable of decomposition by the action of the 
atmosphere. 

This fluid mixture of day and flint is called slip, 
and^ after passing through the sieves^ is pumped to the 
slip 'kiln. This is a kind of trough formed of fire- 
bricks ; its size varies according to the extent of the 
manufactory^ being of the length of forty to sixty feet, 
from four to six feet wide^ and about twelve to eighteen 
inches deep. Flues from fire-places pass - under the 
whole extent of the troughs^ in which the fluid is made 
to boil^ and the process of evaporation is slowly con- 
ducted^ so as to produce an uniform consistency through- 
out the mass. This evaporation must be very careftilly 
attended^ and the mass frequently stirred and turned 
over^ otherwise^ from the imperfect manner in which it 
conducts heat^ the portion in contact with the bricks 
would- become improperly hardened^ while the remainder 
would continue fluid ; in addition to which^ flint bdng 
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specifically heavier than day^ the former would in the 
first part of the process^ and while the slip is yet fluids 
have a natural tendency to suhside to the hottom^ and 
thus render the composition of the mass unequal. 

The evaporation is never carried heyond a certain 
point in the kiln ; for should the mass hecome too dry^ 
it would he impossible to knead it properly^ or to mould 
it on the wheel into any of the forms which it is desired 
to create. The place where this evaporation is per- 
formed is called the slip'house* 

When the clay or paste is removed from the slip- 
kiln it contains a great number of air-bubbles^ and must 
be well incorporated together or tempered by working or 
beating it with wooden mallets. It is next cut with a 
kind of spade into small pieces^ which are thrown upon 
the mass with all the strength of the workman^ and 
these operations are persisted in until it is supposed 
that their further continuance would not bring the 
whole to a more complete state of consistence. 

The mixture^ when brought to this state^ should be 
sufiered to remain in a mass for a considerable time 
before it is used ; the material by this course becomes 
much more intimately united than can ever be effected 
by mechanical means. It is to be feared that> although 
the English potters are fully aware of this fact^ they 
yet fail to adopt so eligible a practice^ which^ as it calls 
for the employment of greater space, time^ and capital, 
is neglected for other advantages, which, if not so great 
in an extended point of view, are certainly more 
immediate. 

It is not possible to state the precise proportions 
wherein the day and flint are brought together in our 
English potteries. Each manufacturer has in this re- 
spect his own practice, which, esteeming it as the best^ 
he endeavours to keep profoundly secret ; and, besides, 
the proportions necessarily vary with the quality and 
properties which it is desired to give to the manufacture. 
Vauquelin informs us that silex forms at least two thirds 
of aU lands of pottery ; alumine from one fifth to one 
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third ; lime from 1.500th to 1 -2000th part ; and iron 
from the smallest conceivahle quantity up to twelve and 
sometimes even fifteen per cent. The presence of the 
two latter bodies is accidental^ arising from the natural 
composition of the materials^ and in particular the oxide 
of iron, when present in any sensible d^ee, renders 
the clay unfit for all purposes^ except that of forming 
the common red ware. 

Parkes, whose practical essay on the making of 
earthenware and porcelain is founded on his own 
personal observations, made during a residence of some 
years' continuance at the seat of manufacture, is yet so 
little able to be precise upon the subject of proportions, 
that he tells us fiint forms a fourth, a fifth, or a sixth 
part by weight of the prepared paste. 

Some portion of the china-clay of Cornwall enters 
into the composition of every better kind of earthenware, 
except only the cream-coloured sort. This ingredient 
is sometimes added to the mass and Uunged with it, 
and at other times is blunged separately and mixed in 
the required proportion with the slip* 

The day or paste, when taken for use, undergoes the 
process of slapping. This labour is assigned to a man 
of considerable strength, who proceeds by placing a 
lump weighing from fifty to sixty pounds upon a con- 
venient slab or bench. The mass is then cut through 
with a thin brass wire, one end of which is held in 
either hand, while the part between is forced through 
the clay, which separates as easily as if it were cut with 
a knife ; then taking up with both hands the piece thus 
separated, and exerting his utmost strength, he hurls it 
on the rest of the mass ; and this operation is repeated 
until the whole lump exhibits a perfectly smooth and 
close appearance wherever it is cut. So complete is the 
incorporation of the whole mass by this means, that if, 
at the commencement of the process, two pieces of clay 
of difierent colours are taken, the lump, at its com- 
pletion, will be of one uniform hue, intermediate to the 
two original colours. This laborious operation is one 
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of the very first necessity^ in order completely to expel 
every air bubble^ however minute^ remaining in ihe 
day^ and which could not be so thoroughly driven out 
by its previous beating in the larger mass when taken 
from the slip-kiln. , If the air were not thus thoroughly 
expelled^ it would become so much rarified and expanded 
in the oven^ that it would force out a passage for itself^ 
and by blistering^ spoil or much injure .the goods. 

Some of the more considerable among the potters^ 
who employ steam power for blunging the clay and 
grinding the flints^ perform this operation of slapping 
by the same agency^ saving thereby both time and 
labour. In this case the expulsion of the air is effected 
by mechanical pressure^ and the office is performed 
with perhaps as much efficiency as by hand. 

Having undergone all these preparations^ the day is 
now fit for being shaped upon the wheel or fashioned 
by the aid of moulds into all the diversified forms 
which fancy may desire. This branch of the art is 
divided into three different departments — throwing^ 
pressings and casting — either of which is used according 
to the form of the article manufactured. 

The manufacturers of porcelain in France do not use 
so much secrecy as is preserved in our own potteries^ 
with respect either to the materials whereof their ware 
is compounded, or to the proportions wherein these are 
employed. The clay which forms five parts in six of 
the whole mass, is the porcelain earth already mentioned 
as being identical with the kao-hn of China ; to this 
are added in certain proportions flint and gypsum 
(plaster of Paris), both caldned and ground ; and 
fragments of broken porcelain, which must be white, 
also ground to a fine powder. One rule for forming 
this composition assigns nine parts each of flint and 
broken porcdain, and four parts of calcined gypsum, 
to each one hundred parts of porcdain clay. Another 
authority recommends ^ve parts of gypsum and only 
eight parts of ground porcelain ; while the flint and day 
are used in the same proportions as in the first rule. 
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If at any time the manufactory should not aflbrd 
broken porcelain for the purpose^ it is recommended 
that pieces be compounded^ about a quarter of an inch 
thick^ of the other three in^edients, wherein the pro- 
portions of gypsum and flint are augmented ; and these 
pieces^ having been previously converted into porcelain 
by baking, are to be ground and mixed in the above 
mentioned proportions with the other ingredients. 

It has of late years been the practice of some 
English manufacturers to use a considerable proportion 
.of calcined bones, together with a small quantity of 
gypsum, in combination with china-clay, flint, Corpish 
stone, and enamel. By this means porcelain of a brilliant 
and very transparent white is produced, which, however^ 
is deficient in density, and very liable to crack on the 
application of hot liquids. 

Several among the chemists and scientific manufac- 
facturers of porcelain in France have given recipes for 
the composition of tender porcelain, although this des. 
scription of ware is no longer made in that country. 

This kind of porcelain will support, without softening, 
a greater degree of heat than suffices to melt glass. It 
is semi-transparent, has a vitreous fracture, and returns 
a clear sound when struck by a hard body. It is harder 
but not so brittle as glass, and bears, without injury, 
sudden and very considerable alterations of temperature. 

M. Brongniart recommends a mixture of one part of 
pure white clay, with three parts of a frit compounded 
of nitre, soda, alum and selenite (sparry gypsum), 
together with a large proportion of ferruginous sand and 
a little common salt. The ingredients of this frit are to 
he calcined together, and the whole intimately kneaded ; 
when cold, the compound is to be reduced to powder, 
and in that state mixed with the clay. 

This paste is not so cohesive or viscous as that which 
forms hard porcelain, and greater carefulness is, therefore, 
called for in fashioning vessels with it. Lime and sele- 
nite, or any similar earths which, if fused by themselves, 
produce a transparent and colourless glass, may answer 
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the same purpose as the frit just mentioned. In making 
choice^ however^ of the compound to be thus used^ it 
must he borne in mind^ that the paste must not be more 
stubborn in resisting fire than the seggars, or vessels 
wherein it is enclosed during the bakings and no greater 
proportion of any substance that promotes fusion must 
be used than can be supported by the day without 
having its cohesiveness greatly diminished. 

The porcelain earth used in Berlin is compounded 
with siHcious sand and sulphate of lime in crystals. 
The constituents of their flux are varied in the propor- 
tions according to the quality of the ware it is intended 
to produce. In the greater part of the German manu- 
factories felspar is used^ and some employ a calcareous 
sand. 

When tender porcelain was made in the works at 
Sevres^ a small portion of arsenic entered into its com- 
position. This was found very hurtful to the workmen. 
Few of the turners or moulders^ after following their 
employment for some years^ escaped severe pulmonary 
complaints; and to this disadvantage is ascribed the 
order of the French government under which this branch 
of the manufacture has been discontinued in that esta- 
blishment. 

Individual manufacturers of porcelain in France avoid 
all the labour of preparing their materials, and purchase 
these in a state of readiness from establishments at 
Limoges where the best porcelain earth is found. The 
price of the compound, when delivered in Paris, or at 
an equal distance from the place of preparation, does not 
exceed three sous — about one penny halfpenny of our 
money — per pound. 

This arrangement must considerably simplify the 
operations of the manufacturers, and lessens the amount 
of capital which they must employ in the establishment 
of their works ; but it is doubtful whether the accom- 
panying disadvantages are not fully equivalent to these 
benefits. There are many reasons to render such a 
plan ineligible in this country. 
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it by means of which it is turned^ an endless band pass- 
ing round the pulley from a wheel placed at a short dis- 
tance^ and which is ten times the diameter of the pulley ; 
this wheel when turned by a handle sets the lathe in 
motion. 

The clay to be thrown is first cut and weighed and 
formed into a balL It is then placed on the face of the 
circular boards which being put in motion^ the thrower , 
dipping his hands from time to time intowater^ or slip^ 
that the clay may not adhere to them^ fashions' it first 
into a long thin column^ which he forces again down into 
a lump^ and continues these operations until assured 
that no air bubbles can possibly remain in the body of 
the day. He then directs that the speed of thewheel diall 
be moderated^ and proceeds to give the first form to the 
vessel. This is done either by his fingers alone^ or witih 
the aid of an instrument shaped according to the desired 
form. The instruments employed for this purpose toe 
called profiles or ribs. By the assistance of one of these^ 
the inside is smoothed and made to assume the requisite 
'shape^ and any inequalities^ technically called slurry, 
are removed. When it is wished to make any number 
of vessels exactly similar to each other in shape and di- 
mensions^ certain pegs are fixed as a gauge without the 
circumference of the revolving boards but placed in such 
a manner^ that whenever the plastic day is brought to 
coindde at the requisite points with the gauge^ the 
thrower knows that the artide has attained the proper 
dimensions. 

In this manner most circular-shaped vessels are formed. 
When finished to the artist's satisfaction, he proceeds to 
remove his work^ cutting it from the lathe by passing a 
thin brass wire through the lowest part of the day. The 
vessel is then lifted off and placed on a board or shdf^ 
where it is left to dry partially before it is farther 
smoothed and shaped in the tuming^lathe. 

When the vessd is so far dried ^s to be in that par- 
ticular state of hardness well known to the workmen;, 
and which is called the green Hate, it is in the most 
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favourable circumstances for the performance of the re- 
maining operaAons of turning and smoothing^ for being 
furnished with handles^ spouts, and such appendages as 
cannot be affixed in its first formation. 

For maldng circular dishes^ plates^ saucers, or shallow 
bowls, and other vessels of that dass, a plaster mould is 
used. This is slightly sprinkled with powdered porce- 
lain, sifted through a fine doth, and placed on the block 
which surmounts the upright spindle of the lathe. The 
block being then set in motion, the day is fashioned in 
the first place by the hand of the workmen, which 
presses it against the mould, and afterwards with a 
profile to give the requisite internal form. If any ledge 
or foot is required, it is affixed afterwards with slip, in 
the manner hereafter described as employed for joining 
handles and spouts. All superfluous parts are cut away, 
and the whole is finished by means of a horn tool and a 
damp sponge. When sufficiently dry to be taken from 
the moulds, the edges are pared with a sharp knife, and 
the pieces are slightly polished by the hand. After this, 
they are placed in piles of four, six, ten, or more, ac- 
cording to thdr weight and solidity, and are left to 
harden, preparatory to their being put in the oven. 

The ttimmg-laike of the potter {fy, 2.) is similar to 
that used by the turner in wood. The end of the spindle- 
has a screw thread, upon which are screwed chucks of 
wood, tapered in their form, and difiering in their 
diameters according to the size of the artide to be turned. 
The tools employed are of different sizes, from a quarter 
of an inch to two inches broad, and six inches long, they 
are made of iron, the cutting end being turned up about 
a quarter of an inch, and ground to a good edge. 

The vessel to be turned being fixed upon the chuck, 
and motion commimicated to the lathe, the turner 
proceeds to reduce the substance of the day in such parts 
as are required, to form rings and rims upon the vessel, 
and generally to attend to those little niceties of shape 
which are not easily attainable on the throwing ladie. 
When this is completed, a contrary motion is given to 
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reToMng-board of the lathe will trayel more slowly^ and 
its revolutions will^ on the other hand^ be accelerated in 
proportion as the strap is made to occupy the larger part 
of die driving cone. When the strap takes its position 
on the largest part of this, it will apply to the smallest 
part of the driven cone, and the speed of the lathe will 
be at its maximum. The position of the strap upon th^ 
cane is regulated at pleasure by a winch, a boy in at- 
tendance upon which follows the directions of the 
thrower. When the article is finished the strap is 
thrown off the driving cone, and the motion of the lathe 
of course ceases. 

The turning^ lathes, when actuated by the steam- 
engine, are arranged in a row, the whole length of the 
room, through which runs a horizontal shaft, and this 
has fixed upon it, opposite to each lathe, a drum, straps 
on which connect the shaft with the lathes. The speed 
of the lathes is regulated by providing pulleys of dif- 
ferent sizes, upon any one of which the strap may be 
guided by the turner during the revolutions of the 
qiindle. When the turning of the vessel is finished, the 
strap is transferred to another pulley connected by a 
crossed strap with the spindle, which by that means has 
a reversed motion communicated to it, and the article 
under operation is smoothed and polished in the manner 
already described. 

A milled edge is given to earthenware in what is called 
an engine lathe, where, in addition to the rotary motion 
communicated to the article, it has likewise a horizontal 
movement to and fro, enabling the workman to make 
the requisite incisions at proper and definite intervals. 

Wlien the vessels are taken from the turning-lathe, 
they are delivered to the handler, who fixes upon them 
handles, spouts, and other appendages of that nature. 
These are affixed to the vessels by means of slip, with 
which the parts brought into contact are moistened. Being 
then left for a short time to dry, the junction is found to 
be perfect; and with a knife the superfluous clay is re« 
moved from about it : the whole vessel is next cleaned 
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with a damp sponge^ which mdstens the whole equally^ 
and gives uniformity to its appearance. 

Handles^ spouts^ and ol](fects of that nature are made 
with the aid of a press^ consisting of a small metallic 
cylinder^ which has an aperture in the centre of its 
bottom^ to which plugs with differently shaped orifices 
are fitted. It has also a piston^ actuated hy a screw^ 
which works through an iron how attached to opposite 
sides of the cylinder. The aperture in the hottom heing 
furnished with a plug of the desired form^ and the 
cylinder charged with clay^ the piston is inserted^ and 
hy the turning of the screw is forced down upon the 
day^ causing it to protrude through the aperture in the 
proper shape. This heing cut into lengths^ and hent 
into the required form, is, when suffidendy dry, affixed 
to the vessel as already mentioned. If the clay is re. 
quired to take a hollow cylindrical form, as it must for 
spouts, a pin of the same diameter as it is wished to 
give the tuhe is fixed ahove the centre of the plug. It 
is ohvious that some ornamented spouts cannot he made 
by this means. For forming such, two moulds of plaster 
must he prepared in the manner hereafter described, one 
half of the figure being impressed in each of the moulds, 
which must fit together accurately. Clay is then forced 
into each mould, and the superfluous quantity being cut 
away, leaving still a small portion above the level of the 
moidds, the two are brought firmly together to unite the 
two halves of the artide. The mould is then divided, 
the day is removed, and finished as to its tctm with 
suitable tools by the workman. This is the operation 
known under the name of pressing. The moulds for 
die purpose are made with plaster of Paris, (gypsum, or 
the nadve sulphate of lime,) the peculiar fitness of which 
material for the purpose, arises from its property of ab- 
sorbing water with very great rapidity, so that die ware 
enclosed widiin it speedily dries in a sufficient degree to 
deliver itsdf (according to die workman's phrase) easOy 
from die mould. 

Small ornaments, such as figures, animals foliage^ 
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and the like^ are more conveniently mftde by pressing 
the clay in plaster moulds, or otherwise these are made 
of copper^ which must previously be slightly smeared with 
oil^ in order to ensure the easy delivery of the ornaments. 
These are then affixed to die vessel by means of slip^ 
according to the method already described. It is in this 
manner that drinking jugs are so commonly ornamented 
with figures in relief. 

In order to prepare the plaster for making moulds^ 
it is first ground between a pair of stones^ in a mill ex- 
actly similar to that employed for grinding wheat ; it is 
next b&iied in order to drive off the water which forms 
a considerable constituent part of its natural substance. 
There is an appearance of absurdity in dius speaking of 
boiling a dry earthy substance ; but the workmen who 
use the term^ are not very far wrong in their expression. 
To all appearance^ ebullition goes rapidly on in this 
operation^ and there is a disengagement of steam as in 
the boiling of watery fluids. When this process is com- 
pleted^ the substance is always called boiled plaster. The 
evaporation is conducted in long brick troughs, having 
a fire flue running under their entire length, in a 
manner similar to the slip-kiln. The man who super- 
intends the process, is obliged to wear a handkerchief 
over his mouth and nostrils, to prevent the passage of 
any particles of the gypsum to his lungs, or stomach, 
such a circumstance having been found very prejudicial 
to health. 

The plaster when thus deprived of its water becomes 
a soft impalpable powder, but when its natural pro- 
portion of water is again added, so strong is its affinity 
for that liquid, and such its capacity for again com. 
Inning with itself that portion of which it has been de- 
prived, that it attracts and condenses the whole, and 
will immediately set into a hard and very compact 
mass, peculiarly suitable for the purpose here required. 

The consumption of plaster of Paris, in making 
moulds for plates and dishes is so considerable, that in 
the district comprehending the Potteries, in StaffordshiF* 
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many tons are annually worn out and throwii away as 
useless. 

Articles placed in these moulds part with moisture so 
rapidly, that when put in a very temperate stove, they 
will become dry enough for removal in two hours, and 
each individual mould is capable of being used for form- 
ing four or five different articles in the course of a 
working day of twelve hours. The stove wherein these 
moulds, wi& their contents, are placed to dry, is a small 
room built with bricks, and having wooden shelves 
ranged round it, and over one another from the floor 
nearly to the ceiling; it is heated by warm air con- 
ducted through it in an iron pipe. 

Moulds for producing simple wares, such as plates 
and dishes, and generally for such objects as are formed 
by pressing, are simple in their construction; but others, 
which are used for the third department, that of casting, 
call for much more art and skill for their invention and 
execution. For these, the taste of the modeller is put 
in requisition, calling for the exertion on his part of a 
high degree of skill and ingenuity in forming patterns, 
and adapting to them appropriate ornaments. To be a 
perfect modeller, in the higher branches of the art, a 
man should have an acquaintance with the best pro- 
ductions of the classic climes of Greece and Rome ; he 
should be master of a competent knowle^e of the art of 
design; his fancy glowing with originality, tempered 
and guided by elegance and propriety of feeling, and 
restrained by correctness of taste and judgment. To a 
man thus gifted, the plastic and well-tempered material 
wherewith he works offers little of difliculty in the exe- 
cution of his conceptions. 

In the most considerable works, and where the pro- 
prietors are ambitious of excelling, modellers are kept 
iu constant employment. Other manufacturers content 
themselves with buying new moulds from artists who 
compose them on speculation, and who are sometimes so 
little scrupulous as to dispose of the same pattern to 
several different purchasers. 
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For want of diie encouragement^ high degrees of ex- 
cellence in this art were formerly not of frequent occur- 
rence. Mr. Wedgwood^ to whom the porcelain manu- 
facture of £ngland owes so many and such various 
benefits^ proved that talent in this branch of art needed 
only for its developement to be fostered and encouraged 
with liberality. This patriotic individual paid the sum 
of four hundred pounds to Mr. Webber for modelling 
the Portland or Barberini vase^ although the work called 
for no original or inventive powers. Since that time, 
English modellers have attained to such a degree of ex- 
cellence, that it is said any good modeller, with one 
qualified assistant, would be able to achieve, in the short 
space of two weeks, the task which occupied Mr .Webber 
for many months, and which was viewed, at the time, as 
an honourable proof of both his talent and industry. 

The model, when moulded by the hand, must be 
trimmed, carved, touched, and retouched with suitable 
tools, constructed of metal or wood, and sometimes even 
of ivory, for the more perfect finishing of the whole 
composition. 

When thus completed, the model passes into the 
hands of the mould-maker, whose occupation is quite 
mechanical and distinct from that of the modeller. A 
strong casing of day is first formed and securely fixed 
round the model, leaving sufficient space between for the 
substance of the mould. Proper proportions of plaster 
of Paris and water are then placed in a jug, and the mix- 
ture is briskly stirred, so that the water may thoroughly 
pervade the whole, which is then poured gently upon 
and around the model, covering it in every part to the 
requisite degree of thickness. Upon this some heat is 
sensibly given out by the plaster, and the whole is very 
shortly converted into a hard compact mass, easily separ- 
able from the model, and found to exhibit a perfect im- 
pression of its form, and the minutest niceties of its 
ornaments. The mould is, after this, placed in a stove 
to be thoroughly dried, and is then fit for use. 

Many articles were formerly made by casting, which 

E 3 



54 POBOKiAnr wtjiVWAorvim. chap. it. 

are now produced by the operation of pressing last de- 
scribed. Casting is now employed only for the form-^ 
ation of irregular-shaped vessels^ where much nicety is 
required^ and which need not have much strength. The 
casting operation is performed by intimately mixing the 
united day and flint with very pure water to the con- 
sistence of cream. On pouring this dilution into the 
mouldy the plaster quickly absorbs water from that 
portion which lies in contact with its surface^ hardening 
it to such a d^ree, that on the central and still fluid 
part being poured ofi^^ a coating of clay will remain 
attached to the mould. This coating having been 
allowed further to dry during a short time^ a second 
charge of diluted clay^ but the consistence of which is 
much greater than the creamy fluid first used^ ia poured 
in^ and adds to the substance of the first deposit. Having 
remained in the mould sufficiently long for this purpose, 
the remainder of the semi-fluid is poured off, and the 
mouldy with its contents, are set in a stove : when suffi- 
ciently dry to allow of separation, the article is taken from 
the mould, and left until it is brought to the green state, 
when all imperfections are rectified by the workman^ 
whose skill is exerted to render the vessel as smooth and 
as perfect as possible. 

It is essential to the excellence of all kinds of earth- 
enware, that the means used for drying it previous to 
the baking should produce an uniform evaporation 
throughout its. entire substance. If too much heat were 
artificially employed, the surface might be hardened,, 
while the internal part remained moist; and this would 
be attended with disastrous consequences in the oven,, 
owing to the unequal contraction that would then ensue. 
It is, for this reason, necessary to allow time for the 
gradual dispersion of moisture, which, however, may be 
advantageously expedited, by placing the pieces upon 
plaster shelves, whose absorbent property would occasion 
the requisite drying in a shorter time, and with increased 
regularity and uniformity. 
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CHAP. V. 

ON THE PROCESSES OF FIRING AND GLAZING. 

SSOGAJU. PftOPCa IIATKUALS FOE THE8X WANTING IN 

ZNOLANO. — NOT SO IN FEAMCE. NUNGAEEOW WOEK. — 

WHY DISCONTINUED. GEBAT ESTIMATION OF ITS WAEES. — • 

CAUSE OF SUFEEIORITT. USK OF SEGGAE8. THBIE F0EM8. 

— MODE OF USING TRBM. 8BVEES MANUFACTOET. •— IM- 

VEOYED FDENACB. ITS ADVANTAGES. — DE8CEIPTION. -^ 

CaaNESE IIKTBOD OF FIEIMO. C0N8TEUCTI0N OF THEUk 

KZLNS.-'CAEB EEQUIEED IN BAEING.^— DUEATION OF PE0CES8. 

-^OVEN-MAN. TRIAL PIECES. ANNEALING. — BISCUIT. 

WINE-COOLERS. GLAZING. — COMPOSITION Of EAW GLAZX8, 

— BAD EFFECTS OF SOME OF THESE TO THE PUBLIC TO 

CHE WOEKMEN. **- PERNICIOUS USB OF ARDENT 8PIEIT8. — 

OLAZES INVENTED BT M. CHAFTAL. — BT MR. EOSE. POE- 

CSELAIN GLAZES. FRBKCH GLAZES. PALISST. HIS EX* 

PEEIMENTS ON ENAMELLING. HIS PEESEyKRANCE AND SUF- 
FERINGS. HIS SUCCESS, AND CONTINUED FIEMNESS UNDER 

PERSECUTION. — INFBEIOR GLAZES. — ^ LOW*PEICED WARES.'— 
aL08S*0TBN. -^ EBOOLATION OF TBXPEBATURB. -— QUALITIEB 

THAT DBTEEMINE THE EXCELLENCE OF PORCELAIN. 8TONE- 

WAEE. — ITS COMPOSITION. — - LAMBETH POTTERIES. — MODES 
OF GLAZING. 

In the state whereto the vessels are now brou^t, they 
are ready to undergo the first application of fire in the 
07en. For this purpose they are placed in deep boxes 
called seggars, made of a mixture of fijre day and old 
ground s^gars^ which should be well baked^ and capable 
of sustaining the most intense degree of heat without 
being fused. The porcelain manufacturers of fhis 
country labour under a considerable disadvantage in this 
respect^ being unable to procure materials for the con- 
struction of these cases that will sufficiently withstand 
the direct heat of the furnace. This difficulty does not 
occur in France^ a fact which is assigned by our pottos 
as one principal reason for the better quality of French 
porcelain. 

A porcelain manufactory was carried on some years 
since at Nungarrow in Wales, but which is now dis- 
ss 4 
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continued. The wares produced in these works were 
perhaps superior in quality to any porcelain that hitherto 
has been made in any other part of this country. No 
expense was spared either in the procurement of ma- 
terials, or in conducting the various processes ; and the 
want of success on the part of the spirited proprietors is 
referrible solely to the deficiency of public patronage^ 
it being found impossible to procure a price for the 
goods which could adequately meet the cost of thdr 
manufacture. Since the discontinuance of this esta- 
blishment, the excellent quality of its wares has been 
more justly estimated^ and the prices which are now 
elderly given by amateurs and collectors for pieces of 
Nungarrow porcelain^ are out of all proportion greater 
than were originally demanded by the makers. 

The materials of which this porcelain is composed are 
of the most refractory quality^ and it is understood that 
success in their conversion was only attained through 
the expensive measure of sacrificing the seggars em- 
ployed^ which^ owing to the high degree of heat whereto 
they were exposed^ could never be placed a second time 
in the furnace. 

The office of the seggars is to protect the wares while 
being baked from the direct application of flame and 
from smoke; the heat is somewhat modified in its 
transmission through them^ and applies itself uniformly 
to each part of the vessels. The cases are made of 
various shapes^ sizes, and depths, to suit the different 
pieces they are to contain, and some judgment is re- 
quired in their composition, to fit them for the several 
kinds of pottery. 

To prevent any adhesion of the pieces to the seggars 
the fiat bottom of each is covered with a thin layer of 
fine white sand. That this even may not adhere to the 
porcelain, the Chinese strew over the sand some dry 
kao-'lin in powder. Pieces of any considerable size 
must each be enclosed in a separate case, but smaller 
objects, such as cups or saucers, may be placed together 
to the number of six or twelve, but in no case muat one 
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piece be placed in or on another in the fl^;gar^ and all 
must be so arranged that the heat will be equally applied 
to every part of each. 

In some instances s^igars are made having triangular 
holes in their sides^ for the purpose of admitting prisms 
of the same form, which are inserted therein^ hori- 
sontally^ in order to support a greater number of pieces 
in a state of isolation within each case than could be 
accomplished by other means. The prisms thus used 
must be compounded of the same materials as the caaea 
themselves. This course is not pursued except with 
common articles^ and is adopted with the intention of 
economising the time^ space^ and fuel employed £or 
baking them. 

If the day whereof they are composed be well chosen 
and carefully managed^ the seggars may be placed from 
fifteen to twenty several times in the furnace before they 
are rendered useless. 

Some art is required so to dispose the cases within 
the oven, with reference to their shape, size^ and the 
objects they contain^ that the heat shall be distributed- 
as faithfully as possible, and that the sufficient baking of 
all the different-sized vessels fihall be accomplished during 
the same time. The largest and coarsest pieces are 
usually placed on the floor of the oven, which must be 
previously covered with a layer of sand. If the hea^t be 
not faithfully distributed through the whole area, some 
pieces would be injured by excessive firing, while others 
would be inadequately baked. The bottoms of the 
seggars being flat, each, as it is placed upon another, 
forms a cover to that beneath, and the entrance of smoke 
is further prevented by placing a ring of soft clay on the 
upper rim of each case. In this manner the se^ars are 
built bne upon another, until they reach nearly to the 
top of the oven : the upper s^gar in each pile is always 
empty. Each of these piles, as it stands, is called a 
bung; in building them up^ intermediate spaces of 
about three inches must be left for the circulation of 
heated air throughout. 
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Although the privileges so long alloyed by the royal 
.nmu&etaary at QevteB, wad wfai^ were accompaiiied hj 
corre^Kmdiiig leetnctioBB plaeed hf isknc Frendi gtyvein- 
nent upon private patahlishmffntSj nuiBt liave been vftm. 
die whole prejudidal to the progress of die art in 
France^ these reguladons had yet in some respects a 
cuntrary tendency. Being secured in a great degree 
from the effects of compeddon from widiout^ die di- 
rectors of the royal works were enabled to prosecute 
experiments widi regard to improvements in dieir 
utensik and processes^ from the adopdon of which they 
might otherwise have been deterred by consideradons of 
expense. Suggestions appear to have been continually 
made^ having such improvements for their object^ by 
men who enjoyed die highest sciendfic reputations; 
and the success of plans thus proposed^ conduced to the 
increasing celebrity of the establishment. 

Among odiers^ MM. de Montigny and Macquer con* 
trived a form of furnace^ which effected at the dme of 
its adoption a very great advantage. In that previously 
used (and die construction of which had been copied 
from diose employed in Saxony)^ the heat was so un* 
equally distributed, that it was necessary to vary the 
composition of the porcelain so as to render it suitable 
to, different parts of the furnace. The improvement 
here noticed occasioned die sufficient equidUsadon of 
heat diroughout its area^ and a great inconvenience wasf 
at once and completely remedied. 

The arrangement whereby this important change was 
accomplished will be understood by a reference to die 
following figures^ which describe the elevation^ section^ 
and plan of the kiln. The same letters are employed to 
denote similar parts in the different figures. 

A is the interior area of the kiln. This is fourteen 
feet eight inches high^ and eight feet three inches in 
diameter: the walls should be three feet thick. BBBB 
are four air.flues placed at equal distances in the cir* 
cumference. CCCC are hearths one foot below the 
base of the kiln : the heat from these passes towards it« 
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signed for the introduction of trial pieces within the kiln : 
another similar opening is left when walling up the 

Fig. 5, 




door-way E. The whole of these are provided with 
clay stoppers which exactly fill the holes^ and which 
have projections wherehy they can be removed or re- 
placed at pleasure. G is the chimney in the centre of 
the dome-shaped roof; it is of a conical form^ eighteen 
inches diameter at the base^ lessening to twelve inchea 
at the top. HH represent four air-holes^ placed over 
the openings F. These air-holes serve to divide the 
draughty and consequently to equalise the temperature 
of the kiln. I is a round iron plate, supported on four 
pillars of the same metal^ and placed over the chimney 
to defend the opening. 

When the firing has been sufficiently performed^ no 
more fuel is added, and so soon as the smoke from that 
already upon the hearths has passed away, the mouth 
pieces are entirely closed to prevent the passage of air. 
Shortly after this, the. chimney G and the 'air-holes H 
are also carefully closed, and the kiln is left, that the 
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cooling of its contents may go forward as slowly as 
possible. 

Previously to the adoption of this improTement^ the 
kiln employed for baking porcelain was always made of 
a rectangular form^ having only one fire-place and one 
air-flue, which stood at the side opposite to that whereon 
the chimney was placed: an arrangement which ren- 
dered quite inevitable the before.mentioned inconveni. 
ence, arising from the unequal distribution of heat 

The extension of the art^ and the consequent com- 
petition among the manufacturers in France since the 
return of peace, have compelled them to use the utmost 
economy in their various processes; so that, while the 
quahty of their goods has been fiilly sustained, the 
prices have been importantly lowered. These savings 
have been partly realised through the increased skill of 
the workmen, but are more referrible to the smaller 
proportionate quantity of fuel consumed, which has 
arisen, not from any further improvement in the form 
of their kilns, but through a better arrangement, in 
filling them, whereby they are now made to contain, 
at each baking, nearly one third more of pieces than was 
formerly customary. 

The potter's oven is now always made of a cylindrical 
form, and very similar to the common kUns used for 
burning tiles, with the external appearance of which every 
one is famiharly acquainted. The drawing here given 
(^fig, 6.) represents the '' biscuit oven" now used in one 
of the extensive porcelain works carried on in the city of 
Worcester. The furnace mouths of the oven are placed 
at certain intervals around it ; from these the fire and 
heated air pass into horizontal flues in the floor, and 
thence ascend through all the interstitial spaces between 
the bungs, until the surplus heat escapes through an 
aperture in the centre of the roof. 

The Chinese sulject the greatest part of their porce- 
lain to only one firing, drying the pieces sufficiently in 
the air to prepare them for glazing. This plan they are 
able to pursue, because the nature of their materials is 
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the maimer already described as followed in England. 
When the fire is lighted^ the fdmace door is walled up, 
leaving only an aperture large enough for the introduc- 
tion of fad. The heat is raised gradually during aboi^t 
thirty hours^ affcer which time ftiel is incessantly supplied 
by two men^ who relieve each other at intenrals. The 
wood used for this purpose is very carefully dried and 
cut into slender billets about one foot in lengthy that 
their combustion may be effected with greater rapidity. 

Great attention is necessary for properly conducting 
the operation of baking. Vauquelin observes that the 
heat must be sufficioit to eicpel all the moisture^ and 
occasion the cohesion of the parts whereof the paste is 
composed ; but that> if carried too far, the texture of 
the ware becomes too homogeneal, and it is rendered 
.brittle. It requires a degree of heat sufficient to melt 
silver, (471 7^ Fahrenheit) in order to expel the last por- 
tion of water from clay : when this has been effected, 
it is found that the weight of alumina is diminished 
forty-six per cent. 

The process of baking usually lasts from forty-eight 
to fifty hours, during which time the heat is graduaUy 
increased ; as it would be injurious to apply a very high 
degree at first. In order to ascertain when the baking 
has been carried far enough, the oven^man places trial 
pieces in different parts of the oven, but so disposed that 
they can readily be taken out for examination... These 
pieces are rings made of common Staffordshire fire day, 
which is found to have the property of changing its 
colour with each accession of temperature. By com- 
paring these rings, therefore, with pieces of the same 
day which have previously been suffidently baked, and 
which serve as a standard, the actual progress of the 
wares in the ov»i may at' any time be ascertained pre- 
dsely, and with less trouble than attends the use of 
Wedgwood's pyrometer. When the appearance of these 
trial pieces is judged satisfactory, the firing is discon- 
tinued, the furnace and ash-pit doors are closed, and 
the oven, with its contents, left to cool gradually during 
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twenty-four or thirty hours. It is not necessary to delay 
the withdrawing of the pieces from the oven^ until they 
have hecome quite cold ; hut the sudden alteration of 
temperature would occasion them to cracky if they were 
taken out while their heat was greatly ahove that of the 
atmosphere. 

Some potters are occasionally tempted^ when the fur- 
nace contains articles of small value^ to risk the damage 
here mentioned^ and to withdraw the seggars with their 
contents without delay^ their object being to profit by 
the heat of the fiunace either for introducing a new 
charge, or for drying a fresh set of seggars. No one^ 
however, would be so improvident as to expose the finer 
descriptions of porcelain to this hazard, in order to gain 
any such immaterial advantage. 

From the similarity of its appearance to well-baked 
ship bread, the ware is now called hUcuit. Its perme- 
ability to water when in this state fits it for being em- 
ployed in cooling liquids. If previously soaked in 
water, the gradual evaporation from its surface by 
means of the air, causes an absorption of heat from 
the surrounding atmosphere, which is again supplied by 
neighbouring objects, until an equilibrium of temper- 
ature is restored. 

The proprietors of potteries are accustomed to furnish 
vases, urns, and other pieces of ornamental shapes, in 
the state of biscuit, to ladies who exercise their taste 
and ingenuity in embellishing them by painting and 
gilding. Being then returned to the manufacturer, the 
glaze is applied, the baking is finished in the gloss oven, 
and the gilding is burnished by means that wiU be de- 
scribed hereafter. 

If it were attempted to apply the glaze to articles of 
porcelain and earthenware, without their previous con. 
version into biscuit, their texture and shape would be 
ixgured by the absorption of water from the glaze. 
Neither would it, for the same reason, be possible to 
ornament the ware by painting, or to transfer patterns 
to their surface by printing. There is another reason 
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^ven for the necessity of this previous bakings in the 
greater contractibility of the clay than of the glaze^ 
which would crack or peel off if the limit of contraction 
had not been previously attained. It will be remem. 
bered that the shrinking of clay upon the application of 
heat is permanent, and that no alteration of its bulk will 
occur^ unless it be subjected to a still higher degree of 
temperature. By limiting, therefore, the heat of the 
gloss oven in which the baking is finished, below that 
applied to the biscuit, the evil of cracking the glaze, 
through the contraction of the ware, is avoided. 

The glaze usually employed for common kinds of 
earthenware is compounded of litharge of lead and ground 
flints, in the proportion of ten parts by weight of the 
former to four parts of the latter. (Jomish granite is 
sometimes substituted for flint, and used in the pro- 
portion of eight parts to ten of litharge. This method 
of glazing is objectionable on account of the injury 
which, notwithstanding every precaution that can be 
taken, it occasions, in its application, to the health of 
the workmen employed, who frequently are seized with 
paralysis; and because the lead, which is soluble by 
means of acids, and highly poisonous, renders vessels 
thus glazed improper for preparing or containing many 
articles of human food. 

The bad effect of raw glazes upon their health, is 
greatly lessened to the workmen when they can be 
brought to the frequent use of ablutions. In every 
pottery the men employed in glazing should be, and in 
most establishments they are, plentifully supplied with 
soap, which they are enjoined to use on every occasion 
of quitting their work. Unfortunately, however, the 
workmen themselves have become erroneously impressed 
with a belief in the superior efficacy of ardent spirits 
in warding off* or counteracting the poisonous effects of 
lead, and fly to the use of this as a specific, to a degree 
which too often proves, both physically and morally, 
worse than the evil which it is intended to prevent. 

The mixtures just mentioned are called raw glazes; 
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thdr employittent is oonyenieht to the potter heeaaee of 
their cheapness and extreme fdsibility. Flinty whieh 
remains unafifected in the fbcus of the most powerM 
lens^ is^ when combined with lead^ melted and vitrified 
at a comparatively low heat. The me^od of using this 
glaze is to reduce the ingredients to the state of a fine 
powder^ and throw th^m into as much water as will 
make them of the consistence of thin cream. The 
mixture must be well stirred^ that the powders may 
be always kept uniformly blended throughout the fluid. 
The pieces are first brushed to free them from dust> 
and then merely dipped into the liquid and withdrawn^ 
when they must be turned rapidly about in all directions, 
that the glaze may flow equally over the whole surface. 
The superfluous liquid having been allowed to drain ofi^ 
for a few seconds, and the pieces having been set on a 
board during a few minutes, they are ready for insertion 
in the seggars. 

Chaptal, in his ^^ Chemistry appUed to the Arts/* has 
given a process for forming white enamel, which answers 
well for glazing the superior kinds of earthenware and 
tender porcelain. Equal parts of lead and tin are kept 
in fusion until completely oxidated. The powder thUs 
formed is ground with water, all impurities are removed 
by repeated washings, and being dried it Is kept for use. 
The whitest flints are then chosen^ and ^sed with 
carbonate Of potash, die latter being in such proportion 
to the flint, that the mixture will be soluble in water. 
To the solution of flint thus made, muriatic acid must, 
from time to time, be added, until no further pred. 
pitation occurs. Th6 precipitate thus obtained is pure 
silex, whidi, b^ng washed and dried, is also fit for use. 
If then one part of this sil^ and one part of the me- 
tallic oxide, be added to two parts of carbonate of potash, 
and the whole be fosed in a crucible, the mass need 
only be reduced to a fine powder to prepare it for use 
in ^^ing. 

Mr. John Rose, of the porcelain works at Coalport in 
IS&i>p8hire, spieaks in commendation of a glaze for hard 
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porcelain which he has used for some time^ and which 
having heen examined hy competent artists^ at the re* 
quest of the Society of Arts, has been reported on very 
favourably. Mr. Rose's glaze is composed of 27 parte 
of felspar, 18 of borax, 4 of Lynn sand, S of nitre, 
S of soda, and 3 of the China day of Cornwall. This 
mixture is melted together and ground to a fine powder; 
3 parts of calcined borax being added previously to the 
gnndii^. 

Glazes for porcelain and the finer kinds of earthen, 
ware are generally made with white lead, ground flints, 
ground flint-glass, and common salt ; Lynn sand com-*- 
fained with soda, as a flux, being frequently added to 
the ingredients just mentioned. Almost every manu* 
facturer uses a peculiar glaze, the recipe for which is 
kept secret by him as much as possible, under the idea 
of its superiority compared with that employed by his 
competitors, so that it is not possible to state proportions 
with accuracy. The French porcelain makers have given 
the composition of hard glazes made by them, which are 
all said to be formed of flint, ground porcelain, and 
crystals of calcined gypsum, in the following difl'erent 
proportions : — 

No. 1. No. 2, No. 3. 
Calcined flint ... 8 parts 17 parts 11 parts. 
Ground porcelain - - - 15 l6 18 

Crystals of calcined gypsum 9 7 12 

It is necessary to vary the* composition of the glaze, 
in order to suit the difierent materials that form the 
body of the ware, since that would be a very fine glaze 
for one mixture of earths, which would be wholly 
inappropriate to another, proving deficient in lustre and 
being liable to crack. Before adopting any glaze in con- 
junction with a particular kind of ware, it is most pru- 
dent to make trial of it upon a small scale, in order to 
piove the suitableness of the bodies to each other. 

This branch of the potter's art is greatly indebted to 
the extraordinary perseverance of a tdngular man, Ber. 
naxd de Paliasy, a native of France^ who was bom in 
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Agen at the close of the fifteenth century. His parents 
occupying a humble station in life, he was entirely in- 
debted to his own unquenchable energy and perseverance 
for the success which crowned his industry. 

The original occupation of Palissy was that of a 
draughtsman, to which pursuit he added land sur- 
veying. Accident having thrown into his hands an 
enamelled cup, he was immediately seized with the de- 
sire of improving the art, and thenceforward relinquish- 
ing all other occupations, gave up his whole time, 
mind, and substance, during several years, to the pro- 
secution of experiments on the composition of enamel. 
He has himself given a narrative of his labours, sacri- 
fices, and sufferings, during the progress of his pursuit, 
which is intensely interesting. 

In this account, Palissy represents himself as alter- 
nately planning and building, demolishing and rebuild- 
ing his furnace, at every step buoyed up by hope, and 
as often met, but not subdued, by disappointment ; the 
object of remonstrance and derision to his associates^ 
subject to the expostulations of his wife, and witness to 
the silent but more eloquent reproaches of his children. 
In other respects Palissy proved himself an amiable as 
well as a highly gifted man ; for, notwithstanding that 
his efforts were ultimately crowned by success, — that 
standard whereby the judgment of mankind is most 
easily and therefore most usually formed, — one might 
hesitate to applaud a degree of perseverance which, for 
so long a time, materially interfered with the welfare of 
his family. Amidst all this scene of deprivation and 
disappointment, Palissy bore outwardly a, cheerful coun- 
tenance, and, throughout the lengthened trial, confined 
within the dungeon of his own breast, those feelings of 
bitterness which he has so forcibly described as being 
bis portion. 

The extremities to which he was at one time reduced 
were such, that to provide fuel for feeding the furnace, 
his furniture and afterwards even some of the wood- 
work of his dwelling were destroyed ; and in order to 
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silence the clamour of his assistant workman for the 
payment of wages^ he stripped himself of a portion of 
jiis apparel. At lengthy however^ these efforts were 
rewarded hy complete success; and fame^ honours^ and 
independence were thenceforward his attendants through 
a long career of useful occupation. 

Palissy's after pursuits were of a more general cha- 
racter^ emhracing the sciences of agriculture^ chemistry, 
and natural history, upon which suhjects he hoth wrote 
and lectured with ability and success. 

Nor did the firmness of his character forsake him for 
a moment to the end of his life. Being a protestant, 
and haying ventured, in some of his lectures, to pro- 
mulgate facts which made against the dogmas of the 
priests, he was, when in his ninetieth year, dragged by the 
infuriate zeal of these fanatics to the Bastile, and died, 
with consistent firmness, within its walls. His heroic 
reply, while thus imprisoned, to Henry III. is above aU 
praise. '^ My good man," said the king, " if you 
cannot conform yourself on the matter of religion, I 
shall be compelled to leave you in the hands of my 
enemies.'* — '' Sire," replied the intrepid old man, " I 
was already willing to surrender my life, and could any 
regtet haVe accompanied the action, it must assuredly 
have vanished upon hearing the great king of Francs 
say ' I am compelled.' This, sire, is a condition to 
which those who force you to act contrary to your own 
good disposition can never reduce me; because I am 
prepared for death, and because your whole people have 
not the power to compel a simple potter to bend his 
knee before images which he has made." 

So great is the competition among potters in the pre. 
sent day, that means which are injurious to their real 
quality are frequently adopted for rendering their wares 
less costly. Some makers are hence tempted to the em- 
ployment of materials that will enable them, at a mode- 
rate price, to furnish articles apparently good, but which 
will speedily prove defective when brought into use. The 
saving which the manufacturer is able to effect, through 
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the adopdon of an inferior glaze^ consists not so much 
in the actual cost of its component parts^ as in the 
smaller quantity of fViel required for its vitrification^ 
and in die shorter period of time demanded for its 
OMiTernon. 

The earthenwares ofiered^ at low prices^ hy hawkera 
and pedlers^ and at inferior shops^ are mostly composed 
of clay that will not hear a proper degree of heat in the 
oven^ and are covered hy a glaze so tender as to craze 
after a few cleansings with hot water. If exposed to a 
high temperature^ or if adds he applied^ the glaze will 
he dissolved^ and the vessels consequently rendered use- 
less. The quantity of lead which enters into the com- 
— j position of the hotter kinds of glazes is so small^ that 
the deteriorating and pernicious effects which attend 
upon the use of raw glaze need not he apprehended 
from their employment. 

The seggars used to enclose the wares when haked in 
the gloss oven^ are similar to those employed in the first 
firing. Previous to their insertion^ the pieces must 
have the glaze wiped from the parts which immediately 
rest upon the bottoms of the seggars, otherwise they 
would adhere and might he hroken in their removal. 
The cases are piled up in the manner already described, 
and just that degree of heat must he employed whidi 
wiU give perfect fusion to the glaze and cause it to 
spread regidarly over the surface. The temperature, of 
course> varies according to the quality of the articles 
and the composition of the glaze ; hut, for the reason 
already stated, it must never he carried beyond the 
degree to which the biscuit has been previously ex- 
posed. In practice, the temperature of the gloss oven 
, is generally less by about ten degrees of Wedgwood, or 
/ 1300 d^rees of Fahrenheit s scale, than the heat of die 
biscuit oven. 

As alkaline substances are so powerfully instrumental 
in promoting the fusion of intractable bodies, it may be 
thought, that by increasing their proportion when com- 
fained with fdspar, glazes might be formed that would! 
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fuse al a heat suffidently modoate fi>r any descnption 
of earthenware^ and that^ oontequently, the use of oxide 
of ]ead> which is ao pernicious^ might he altogether 
abandoned : hut anothec serious evil which would then 
be esperimiced prevents this substitution. The glaze, 
if it Qontained beyond a certain poition of alkali^ would 
not undergo the same d^pree of expansion by heat as the 
body whereon it is laid, and would, as a consequence, crack 
to fuch a degree as, when brought into use, would allow 
any greasy matter to penetrate through to the body of 
the ware; and this would speedily destroy its co- 



The qualities which it is the object of the manufac-^ 
tuzer to give to porcelain of the finest description, are 
density, whiteness, tranqtarency, and fine texture of the 
g^aae. These properties are estimated in the order 
wherein they are here enumerated, compactness of body 
b^g the point which it is considered most desirable to 
attain. The glaae, as seen in the finished porcelain, 
should not put on a lustrous appearance; but while 
beautifully smooth to the touch, should present to the 
eye rather the. softness of velvet than the gloss of satin. 
This peculiar semblance will only be produced with 
glaze that melts with difficulty, and when the heat has 
been raised precisely to, and not beyond, the point that 
is necessary for its Vision. 

Stoneware is a very pafect kind of pottery, and 
approaches nearer than any other description to the 
character of porcelain* Its body is exceedingly dense 
aihd compact, so much so, indeed, that although vessels 
formed of it are usually glazed, this covering is given 
to them more with the view of imparting an attractive 
appearance than of preserving them from the action of 
liquids. When properly made and baked, stoneware 
is sufficiently hard to strike fire firom flint, and is as 
durable as porcelain. 

This kind of earthenware is composed of day and 
fiint. The proportion in which these ingredients are 
naed is ssid to vary in difierent manufactories, and it 
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CHAP. VL 

I 

ON THB ART OF APPLYING COIiOUBS AND ENGBAVINGS 

TO EARTHENWABJB. 

ANTIQUITT OF SNAMEL COLOURINO. SPECIMENS FROM ANdSMT 

SOTFT. FROM THE ROTAL WORKS AT SEVRES. — PAIKTED 

WARE OF WORCESTER OF STAFFORDSHIRE OF DERBT 

OF YORKSHIRE. —GREAT SERVICES OF /MR. WEDGWOOD IN 

THIS BRANCH OF THE MANUFACTURE. MTSTERT IN THE 

PREPARATION OF COLOURS. PUBLICATION OF PROCESSES BT 

M. BRONONIART.^ METALLIC OXIDES ADDITION OF FLUXING 

BODIES NECESSARY AND WHY. COLOURS EMPLOYED FOR 

TENDER AND FOR HARD PORCELAIN. VEHICLE USED WITH 

THE COLOURS. — ' MODE OF THEIR COMBINATION. — DESCRIF- 

TION OF COLOURS. PURPLE AND VIOLET. RED. YELLOW. 

— BLUB. GREEN. BROWN. BLACK. WHITE. — COM- 
POUND COLOURS. — PRECAUTIONS NECESSARY IN FORMING 
THOSE COMPOUNDS. — GILDING. LUSTRE WARS. PRE- 
PARATION OF COLOURS. ENAMELLING KILNS. TRIAL 

PIECES.— METHOD OF GILDING AND BURNISHING. COPPER- 
PLATE ENGRAVINGS.— MODE OF TRANSFERRING IMPRXSSI0N8 
TO EARTHENWARES. — HOW PERFORMED IN FRANCE. 

The art of painting on earthenware^ although of com- 
paratiyely recent introduction into England^ is by no 
means a modem invention. It is well known that the 
ancients manufactured coloured enamels; and some spe- 
cimens of the art^ performed by the Egyptians more than 
three thousand years ago^ have been preserved to the 
present day^ which is an evidence of this fact ; showing 
us^ at the same time^ that^ in so remote an age^ the 
artists of Egypt were possessed of sufficient practical 
knowledge of diemistry^ to avail themselves of processes 
which have been brought to light anew by scientific 
investigators of more modern times. 

Recently^ the art has been carried to an admirable 
degree of perfection in Europe. Some specimens are 
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preserved in the poroeiain works at Sevres^ of which the 
French artists are jnstly proud ; while the perfbrmanoes 
in onr own potteries at Worcester^ in Stafibrdshire^ at 
Derby^ and yet more recently in Yorkshire^ are such as 
entitle them to be placed in an equal rank with those of 
our oontinental neighbours. 

When, about seventy years ago, Mr. Wedgwood CQmi> 
menced the series of improvements, by which his name 
has been rendoed so deservedly celebrated throughout 
Europe, no attempts at embellishment had been made in 
the English potteries ; and if ornamented services of 
porcelain were seen on the tables of the wealthy, they 
were always of foreign, and generaUy of oriental pro- 
duction. So soon, however, as, by the intrinsic merit of 
his wares, this enterprising manufacturer had secured 
not only die patronage of royalty, but the more solid 
support of his countrymen in general, he called into 
action the crucible of die chemist, and the pencil of the 
artist, and led the way in bestowing that degree of out** 
ward embdlishment on his productions, which converted 
them into oljrjects of elegance, and at onoe encouraged 
and gratified the growing taste for lumiry among the 
higher classes in this country. 

The system of mystery still preserved in the English 
potteries, in all that rea^iects the composition and glazing 
of wares, was likewise long practised with regard to the 
preparation of colours. If, at any time, a manufacturer 
had found out a preparation more advantageous than 
that in use before, he always endeavoured to limit the 
benefit of the discovery to his own works; a desire 
more easy of accomplishment formerly than it has be- 
come since the more general diffiudon of die light of 
science. M. Brongniart, at one time director of die 
national manufactory of porcelain at Sevres in France, 
has the merit of being die first who published a correct 
statement of the most approved plans for preparing and 
combining die metallic oxides used in colouring por«< 
cdain and glass. The emfdoyment of these substances 
for such purposes had been long before and commonly 
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practised, and the art was even carried by some of its 
professors to a high degree of perfection ; but, as M. 
Brongniart observes, no attempt had been made at the 
time his essay was written (1801), to apply to it the 
principles of chemical science ; and such pretended de- 
scriptions as had then been published contained no 
theory, and consequently no general principles. Where 
even the authors did offer explanations, these were 
founded upon the most ridiculous hypotheses; so that all 
improvements were rather the offspring of chance than 
the result of systematic enquiry. 

It would afford but little satisfaction, or information, 
to relate by what steps the art now under consideration 
was reduced into a system, and thus became, in some 
measure, deserving of the name of a science. It will be 
BufScient to state the means by which that art is now 
rendered available in the best conducted porcelain works. 
In a great part of the following description, the lucid 
statements given by M. Brongniart in his essay will be 
closely followed ; since, with scarcely any variation, the 
same processes have been used in both the French and 
English establishments to the present day. ^ 

r In this branch of the art tliere are various objects to 
be considered, a proper acquaintance with which is 
necessary to success. Such are, the composition of 
colours ; the fluxes which . are necessary to render these 
fusible, which unite them to .the wares, and in many 
cases impart brilliancy to their tints ; the vehicle em- 
ployed in laying on the colours, and the course to be 
pursued in fixing them on the porcelain by means of 
heat. 

Metallic oxides form the bases of all vitrifiable colours^ 
but every metallic oxide is not proper for being employed 
in decorating porcelain. Some are highly volatile, as 
the oxides of mercury and of arsenic. Others part so 
freely with the oxygen they hold in combination, that 
their colour proves uncertain, and varies with every ap- 
plication of heat ; such are the puce-coloured and red 
oxides of lead^ and the yellow oxide of gold. Oxides 
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which are susceptible of great variations are very seldom 
employed. Black oxide of iron is not used idone for 
producing that colour on porcelain ; and the green oxide 
of copper, as formerly prepared^ was so uncertain that 
it was very rarely employed ; but this evil has, since the 
time of M. Brongniart, been greatly remedied. 

Oxides uhcombined with other substances are not sus- 
ceptible of fusion ; and although they may be attached in 
thin strata to vitrifiable bodies by a very violent heat, 
yet their colours, with the exception of lead and bismuth, 
would, in such case become dull, and possibly be even 
destroyed. In order to promote their fusion, a flux is 
therefore added, the composition of which varies ac- 
cording to the means employed for diluting the colours 
at the time they are used. Where a volatile oil is 
chosen for this dilution, a flux composed of glass, nitre, 
and borax is most proper ; but when, as in the Sevres 
manufactory, gum-water is substituted for this volatile 
oil, the flux must be varied, because borax cannot be 
properly diluted in gum-water. A compound of glass, 
lead, and silex is therefore preferred by M. Brongniart, 
n^o, however, has given no directions regarding the 
proportions wherein these bodies must be brought toge- 
ther. The other menstruum, which is recommended by 
M. de Montamy, in his treatise on painting in enamel, 
is composed of 

Powdered glass 40 parts. 

Calcined borax * 22 

Refined nitre - 44. 
It is indispensable, not only that the borax and nitre be 
as pure as they can be rendered, but also that the glass 
shtdl not contain the smallest particle of lead in its com- 
position. These ingredients must first be well triturated 
together in a glass mortar, with a pestle of the same 
material, during an hour, and then exposed in a crucible 
to the heat of a charcoal fire, until the swelling, which 
for a time accompanies the fusion of the mass, has ceased. 

♦ Mr. Tilloch remarks (Philog. Mag. vol. 11) that borax should be used 
apningly, as it causes efflorescence, and promotes the decay of the enamel 
colours. 
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By means of this flux the colours ore fixed upon the 
poroelain^ and made to assume a resplendent appearance : 
the metallic oxides^ being envdoped by the flux, are 
preserred from all contact with the air^ and their colour 
k rendered permanent; the fusion having been pro- 
moted at a temperature too low for their destruction. 

■Trial should be made of the habitudes of different 
colours in combination with their flux^ in order to de- 
termine the exact quantity to be employed with each. 
Various substances vitrify with greater or less facility 
when thus combined, and the greatest carefulness and 
akill are consequently required, so to proportion the 
relative quantities of each, that not more of the flux 
shall be added than is necessary to cause a perfect vitri. 
ficadon. If too little were used, the colours, although 
they might attach themselves to the porcelain, would 
nevertheless be dull; and if too much, the colours would 
ran, their outlines would not be sufficiently decided, and 
all the finer touches of the artist would disappear. It 
has been remaiked, that colours which require for their 
fusion more than six times their weight of fiux, do not 
flow with sufficient facility ; and, as they cannot be a]^ 
plied with a pencil, so as to produce a satisfactory result, 
should be r^ected. 

'Such metallic oxides as would have their colours 
dtered by a strong or often repeated heat, are emfdoyed 
after being mixed with their flux, but without having 
been previo^isly fused with it. In many cases metalHc 
oxides are first fused with the requisite proportion of 
their flux, and are then ground for use. 

Enamel is glass made opaque by the oxide of tin, and 
rendered fusible by the oxide of lead. AU gUzes that 
oontain lead partidpate in the properties of enameL 
Raw ^aies used for covering tender porcelain are of 
this nature. The c(dours employed in painting this 
porcelain are those which serve for painting in enamel ; 
they require less flux than others, because the surfaee to 
which they are applied becomes soft enough to be pene- 
trated by them. Hard porcelain, whose nature is iden- 
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tieal with those of China and Saxony^ has two 
of colours applied to it. Those of the first kind^ which 
are used in the representation of difierent objects^ are 
baked in a heat much below that necessary for baJdng 
porcelain ; while the other colours^ which are few in 
number^ must be exposed to the hi^st degree required 
by the porcelain itself. The glaze used for hard por« 
eelain has little or no lead in its composition. The 
Sevres manufacturers^ and some few in £ngland^ enu 
ploy felspar without any mixture of lead^ This glaze, 
when exposed to the heat of the gloss oven^ dilates^ and 
its pores are opened without becoming soft^ so that the 
colours are not absorbed by it^ and do not undergo thoae 
dianges which occur when they are applied to tender 
porcelain^ where^ by mixing with the body of the 
enamel, they become faint and indistmct. This eSdct 
is much increased likewise where some particular colours 
are employed^ and especially the reds produced from 
iron, which are exposed to the destructiTe action of the 
oxide of lead that is contained in the glaze. Paintiog 
on tender porcelain must, for these reasons^ be sereral 
times retouched with the pencil, in order to give to it 
the distinctness and Inilliancy which follow the use df 
the same colours on hard porcelain, so that a high de- 
gree of ornament is seldom or never giv^i to any but the 
latter description. In the embdlishment of hard por. 
cdain, these retoudiings are not required, except forthe 
most elaborate specimens of the art, whkh can by such 
means, however, be produced with the most admitahte 
degree of perfection, so as to render paintings on por« 
eelain not distinguidiable from the finest productions of 
the pict(Mial art, without reference to &e body upon 
which it is performed, or to the means used for bringing 
ont the ccdours ; natural olgeets, landscapes, portraita^ 
Imd even historical pieces being represented with all the 
truth, as well as with all the brilliancy of colouriiig« 
w;faich distinguish the works of the first masters. 

One great inconvenience attend»the repealed dqxMon 
to the heat of the oven of ineoes thus retouchikl; the 
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colours being liable to peel off, unless the greatest care 
has been used in their application. This defect has been 
remedied in the Sevres works_, by introducing a calca- 
reous flux into the felspar glaze, which softens it, with- 
out at all affecting the body of the ware. Soda and potash 
are never used as fluxes, as their introduction causes the 
colours to scale; the reason for which is, that, becoming 
volatile in a great heat, they abandon the colour, which 
then will not adhere to the glaze. 

The liquid matter which serves as a vehicle in laying 
on the colours, is rubbed with them upon a glass palette 
until the whole is intimately united. The mixture 
must be brought to that state of dilution which is most 
proper and convenient for its application with a hair 
pencil on the surface of the porcelain. Great care is 
used in the choice and management of these diluent 
liquids, which must always be sufficiently volatile to be 
entirely dissipated in the heat to which the wares are 
afterwards exposed. In France, the preference is given 
to oil of lavender as a vehicle ; and in order to ensure the 
proper degree of fluidity, this oil is divided by distil- 
lation into two parts : that which first cpmes over being 
the most volatile, and having the least density, is used for 
diluting the colours when they become too thick ; and, 
on the other hand, the portion that remains in the retort, 
having the opposite qualities, is reserved for thickening 
them when they run too freely. Oil of turpentine, 
which has been some time in store, is more generally 
used in England, and is said to answer the purpose 
better than any other volatile fluid. 
/ It was remarked by Brongniart, whose practical know- 
ledge qualifled him to judge correctly on the subject, 
that of all the processes for painting on glass and por- 
cdain described in works, that were in existence at the 
time his essay was published, there was not one, by 
strictly following which, the desired colours could be 
produced. In describing these processes, one author 
had followed another without knowledge or examin- 
ation; and even the treatise by Leviel, which forms part 
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of the Yoluminous work on arts and manufactures^ pub^ 
lished under the auspices of the Academy of Sciences in 
Paris^ is not free from this reproach. Such want of 
correctness^ from whatever cause it may have arisen^ is 
little honourable to the authors^ who if even unahle^ by 
penetrating the veil of mystery wherein the manufac* 
turers shrouded their practices^ to expose them correctly 
to the worlds mighty without difficulty^ have ascertained 
ihe truth or falsehood of that to which they were affixing 
the stamp of their authority. The course which they 
pursued would assuredly fail of success in the present 
day^ when an acquaintance with chemical phenomena 
is no longer confined^ as it formerly was^ to a few 
among the rarer order of students^ and such errors 
would be certain of confutation at the moment of their 
promulgation. 

Purple and moht colours are procured hy dissolving 
gdd in aqua regia (nitro-muriatic acid)^ and immersing 
a bar of pure tin in the solution. The product thus ob- 
tained is called^ from its inventor^ the purple precipitate 
of Cassius^ and is used very generally for giving the 
above-mentioned colours to porcelain* A preferable 
way of preparing this precipitate is to dissolve the two 
metals separately^ and by dien bringing the solutions 
together in different proportions^ various shades of car- 
mine^ violet^ and purple are obtained. The first^of 
these three tints is seldom used in porcelain works^ for 
although extremely beautiful^ it is also very transient, 
and may be easily spoilt by a small excess of heat^ or 
by the contact of carbonaceous vapours, a circumstance 
which is the less important, as its place may be well 
supplied by a rose colour obtained from iron, and which 
is not liable to the same disadvantage. Carmine colour, 
when used for tender porcelain, is prepared with fulmi« 
nating gold (made by dissolving the metal with aqua 
r^a and precipitating with ammonia), and muriate of 
silver. This compound is without any addition of tin, 
which shows that an union of the oxide of tin with that 
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of gold is not tfecessary — as many have supposed — for 
the production of purple. 

Violet colour is also made wiih the purple oxide of 
goM^ requiring the presence of some portion of lead in 
{tie flux fo^ the developement of this shade. These 
three cdours cannot hear exposure to the full heat of a 
porcdain furnace^ in which they would wholly disappear. 
In using the precipitate of gold^ it is mixed with ahout 
six times its own weight of fiux^ and is employed with, 
out previoudy fusing the two bodies together. When 
first -applied on the porcelain it is of a dirty violet colour^ 
but by exposure to heat this passes to a most beautiful 
purple. It is recommended to employ charcoal as fuel 
in baking this colour. Frequent exposure to the fire 
will materially impair its beauty. 

Red oxide of iron^ prepared by the united action 
of fire and nitric acid (the aquafortis of commerce) 
yields a red colour^ which^ although beautiful^ is less 
brilliant than that produced from gold. As already 
stated^ it is^ however^ preferable on account of its less 
liability to change. Shades of red^ deepening firom rose 
colour^ and passing by the increased application of heat 
to brown^ are obtained from iron. The flux employed 
with this oxide is composed of vitrified borax^ sand, 
and a small proportion of red leadj and the colour may 
be used either with or without previous fusion with its 
flux. By the mixture of Uaek and red oxides of iron> 
in different proportions, various shades of reddish brown^ 
chesnut, &c. are obtained. Red colours produced from 
iron cannot be used on tender porcelain, since they dis- 
appear, in that case, on exposure to heat. This effect 
must be ascribed to the presence of lead in the glaze. 
Several experiments, conducted by M. Brongniart, have 
proved this fact beyond all controversy. 

A very permanent red colour is procured by calcining 
the oxide of iron with double its own weight of com- 
mon salt (chloride of sodium). The processes used for 
this purpose must be carefully conducted, and the salt 
purified and decrepitated ^- that is, subjected to the 
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Action of heat until all crackling noise has ceased. The 
oixide is procured by dissolving iron filings in nitric 
8cid^ and precipitating with salt of tartar (sub-carbonate 
of potass). The precipitate must then be placed on a 
thin sheet of iron^ and exposed under a muffle to the 
heat of a charcoal fire, until it has taken a fine re4 
colour. The two substances having been well tritu- 
rated together in a glass or porcelain mortar, are then 
calcined in a crucible, and the operation should be 
carried as far as possible, without occasioning tlie vitri- 
fication of the mass. When taken from the fire and 
cooled, the compound is again triturated; successive 
portions of hot water are poured upon it, stirred, and 
then removed, until the water is no longer coloured. 
The fluid thus tinged is allowed to settle, and is, when 
.dear, poured from the sediment, which is then washed 
.five or six times in fresh portions of clear water. 

To obtain yellow colours, for both hard and tender 
porcelain, white oxide of antimony, mixed with sand 
and oxide of lead, are employed, the latter substance 
serving as a fiux to the others. Great carefulness is 
required in the preparation, as the lead frequently ap. 
proaches, by reason of the heat, to a metallic state, and, 
in that case, appears in the form of black spots on the 
wares. Oxide of tin is sometimes added, and when the 
.colour is required to be livelier, and approaching to that 
of safiron, red oxide of iron is added, the too great red- 
ness of this being subdued by tlie action of the lead, in the 
fusion which the ingredients undergo, previous to their 
application on the porcelain. The colours thus pro- 
duced are not susceptible of change, but if exposed to 
' the full heat of a porcelain furnace would be entirely 
dissipated. 

Oxide of uranium, mixed with oxide of lead, pro- 
duces a straw colour. By decomposing chromate of 
potass, with nitrate of lead, which is a saturated solu- 
tion of lead in nitric acid, chromate of lead is precipi- 
tated, and this proves a very excellent yellow colour. 

Naples yellow is composed of 24 parts of ceruse, 

G 2 
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4 parts of oxide of antimony^ and one part each of 
alum and sal ammoniac (muriate of ammonia)^ calcined 
together at a moderate heat during three hours. The 
shade is varied by increasing or diminishing the prd^ 
portion of sal ammoniac. The quantity of flux that 
must be combined with this colour for use is uncertain^ 
and must be matter for experiment with the manu>- 
facturer. 

For the production of blue, well prepared and very 
\ pure oxide of cobalt is employed^ mixed with a flux. 
Oxides of tin and of zinc^ added in different propor- 
tions^ give different shades^ from a deep rich colour to 
'9, light blue. As the oxide of cobalt is volatilised at a 
high heat^ it is impossible to place in the same case^ 
white pieces^ and such as are painted blue ; since' the 
former would certainly assume a bluish tint in the ope- 
ration of baking. This difficulty does not occur with 
tender porcelain^ on which the cobalt is not volatilised 
as in the other case^ owing to the heat being very in- 
ferior to that used in baking hard porcelain. These 
^lue colours^ if they have been previously fused^ do not 
change at all after tlieir application. The rich smalt^ 
known under the name of azure-blue^ is only the glass 
of cobalt^ mixed with sand. This colour must be fused 
in a crucible^ and reduced to an impalpable powder in 
an agate mortar^ after which it may be used in combin- 
ation with flux. 

Prussian blue^ which results from the union of hydro- 
cyanic acid with oxide of iron, is very extensively used 
in the arts ; and being prepared on a large scale for sale, 
in various parts of the kingdom, no manufacturer of 
porcelain will undergo the trouble, or encounter the 
unpleasant circumstances attendant upon its preparation, 
but will rather obtain the comparatively small quantity 
he may require by purchase. 

Green oxide of copper is usually employed for the 
production of a green colour. On precipitating in dif- 
ferent vessels, by means of potass, solutions of copper 
which are equally pure and concentrated, it is pereep- 
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tible that the precipitate is fonned more quickly in some 
vessels than in others ; and if these different products 
are separately collected^ those which are most promptly 
formed are^ when dried^ of a fine bright green^ and pro-- 
duce a corresponding colour on porcelain; while those pre« 
dpitates which are deposited more slowly^ form earthy 
and less dense particles of a much darker hue^ and which^ 
when applied to porcelain^ yield a less pleasing colour^ 
and pass sometimes to black during the baking. If^ 
however^ the precipitated oxide is previously fused with 
its £Lux, this change need not be apprehended. Very 
pure oxide of copper is frequently procured by placing 
sheets of the metal in the oven wherein the ware is 
glazed. Mixtures of yellow and blue are sometimes 
used in the composition of green colours ; some of these 
will not exist in the heat of a porcelain furnace. Va- 
rious shades of beautiful green may be obtained, by 
mixing^ in dififerent proportions^ Prussian blue with 
the chromate of lead already described. A mixture of 
the oxides of cobalt and nickel^ will resist a very in- 
tense heat^ but does not produce a genuine green : it ii^ 
rather an olive colour. 

Oxide of chromium gives a beautiful green colour^ 
which, is indestructible in the heat of a porcelain furnace. 
That class of green colours^ called celestial blues^ can 
only be applied^ according to Brongniart^ on tender 
wares : being . partly composed of potass, they scale off 
from hard porcelain. 

Different shades of light and of deep rich brown are 
eibtained from mixtures of the oxides of iron. These 
must be fused with thin flux before diey are used, after 
which fusion they do not undergo any change on the 
application of heat. Russet grounds, known under the 
designation of tortoise.shell^ are produced in this man- 
ner. Felspar is employed as a flux with these coloiirs. 

There is not any metallic oxide which alone will give 
ft good black. Oxide of manganese approaches the 
nearest to it. The black oxide of iron yields a very 
dull colour, which sometimes changes to red. The co- 

g3 
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lour-makers therefore unite several oxides together^ and 
thence obtain a very beautiful black. The oxides thus 
combined are of manganese^ the brown oxide of copper^ 
and a small proportion of the oxide of cobalt. A grey 
colour is obtained by omitting the copper^ and increasiog 
the proportionate quantity of the flux. 

Cobalt^ oxide of copper^ and umber^ in equal parts^ 
reduced together to an impalpable powder in an agate 
mortar, prove a very good black. This must be used 
with three times its weight of flux. Another black is 
composed of four parts oxide of copp^^ one part of 
smalt^ and one part of black oxide of iron^ which, like 
the former compound, must be rubbed together to a fine 
powder, and used with three parts of flux. 

In the '^Annales de Chimie et de Physique," (Vol. 20. 
1822,) directions are given for the preparation of a 
beautiful black enamel, the verification of which on the 
part of our porcelain manufacturers is perhaps desirable. 
The experiment necessary for this purpose might have 
been somewhat simplified, if the artist by whom the 
directions are communicated had stated the proportionfr 
wherein the ingredients should be brought together. 
The formula directs that chloride of platina, dissolved in 
water, should be mixed with nitrate of mercury. By 
then subjecting the precipitate whieh will be formed to 
a heat just sufficient to volatilise the protp-chloride of 
mercury, a black powder will be obtained. This is the 
enamel, which must be applied in the usual manner, in 
combination with a fluxing material. 

M. de Montamy in his treatise, to which allusion has 
already been made, gives a recipe for composing a pure 
white colour, which is found very serviceable by the 
French artists in forming their series of shades^ as well 
as in the composition of those parts of their designs 
which require to be represented in a briUiant white. 
This colour is composed of one part of virgin tin^ and 
two parts of common salt. The latter must be tho» 
roughly purified, by first dissolving it in distilled water^ 
then filtering the solution through paper^ and afterwasds 
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evaporating it to dryness over the fire jut a porcelain 
capsule. The salt^ which is^ by this means, made ex« 
tremely white^ must be furdier exposed to heat in a 
crucible^ until all decrepitating noise has ceased. The 
.purification will be yet more perfect^ if^ after filtering 
it> the solution is partially evaporated^ «ad then placed 
in a cool situation to crystallise slowly. Those artists 
who are the most particular in their processes^ select 
preferably from the rest such crystals as take the form 
of cubes. The next part of the process is to place a 
crucible on the fire^ well covered^ to prevent the entrance 
o£ smoke or ashes. When this crucible is at a red heat, 
the tin is introduced, and is left until it is not only 
fused^ but red hot, at which time the purified salt is 
added in the proportion already mentioned. Taking 
then a dean iron spatula, the end of which must be pre-i 
vioualy heated, the mixture is stirred until the sub* 
stances are wcdl incorporated together. The crucible 
being then again covered, is to be surroimded with 
burning charcoal, and from time to time, the spatula, 
.which must be always perfectly dean and hot, should 
be introduced to agitate the mass. When the end of 
this spatula, in bdng tempered by the heat of the cru. 
able, begins to grow white, it is a sign that the calcin« 
ation is carried suffidently far, and that the crucible 
ahould be removed from the fire ; the calcination usuaUy 
occupies an hour for its completion. The compound 
should next be bruised in a mortar of glass or of agate, 
and again placed in a crudble which is set in the midst 
<tf burning coals and covered with a muffle. The heat 
.ia then raised gradually, and continued during three 
iiours, when, on removing the crudble from the fire, the 
.colour is found to be hard, and requires some force to 
detach it from the vessd. This done, it must be pounded 
in a mortar, and washed in hot water that has been fil- 
tered or distilled, and fresh portions of water added, 
until the fluid has no longer any taste of salt. The 
vhite colour is afterwards to be boiled violently with an 
abundance of water in an earthenware vessd for two 

a 4t 
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hours^ supplying hot water during that time to replace 
the portion that is evaporated. When the supernatant 
water has hecome dear hy standing, it must he poured 
off carefully. 

This white may he advantageously employed in paint* 
ing with oil^ as it mixes well with it. When used on 
porcelain^ it must he mixed with three times its weight 
of flux. The preparation of this colour will not succeed 
unless the tin is extremely pure^ and it is essential that 
the nicest possihle degree of cleanliness should he oh-» 
served throughout the operations. 

By making different mixtures of the various colours 
here described^ every hue that can be desired may be 
obtained. It is not^ however^ so easy^ as without due 
eonsideration it might appear^ to produce these various 
diades. Great judgment in the selection of materials, 
carefulness in their preparation^ and knowledge as to the 
relative proportions wherein they should be brought to- 
gether^ are essential to success; and an acquaintance 
with the science of chemistry is highly desirable. There 
are some colours which^ if mixed^ would mutually de- 
stroy each other^ and on the exposure of metallic oxides 
to heat^ changes ensue^ which result not from the nature 
and habitudes of the colours themselves^ but rather from 
the influence of the bodies to which they are applied. 

It would be scarcely possible to treat satisfactorily 
upon the inciting causes of all these variations^ a fuU 
knowledge of which can result alone from the practical 
experience of the artist and manufacturer. 

Many potters do not prepare their own enamel colours^ 
but purchase what they require from persons who maxMi- 
facture them for sale. Some of these preparations are 
exceedingly costly, and as the temptation to adulterate 
them is consequently great, the potter should have good 
reason to rely on the probity of the colour-maker with 
whom he deals. A fraudulent mixture, the detection of 
which would be impossible before its use, except by 
means of a chemical analysis, might be the occasion, in 
its results^ of severe loss and disappointment. With the 
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exception of the great works at Sevres^ this system of 
purchasing their enamel colours has^ for many years pasty 
been very general among the potters of France. In a 
report made to the French government^ by a commission 
appointed in 1819> to examine into the progress of 
manufacturing industry in that country^ occasion wa» 
taken for offering congratulations upon this establish- 
ment of an independent occupation^ as marking the great 
extension of the porcelain manufacture^ and as offering 
to the artist means of obtaining every shade of colour^ 
prepared by persons whose interest is involved in ascer- 
taining their effects when submitted to the heat of the 
furnace^ thus removing all uncertainty from the oper* 
ations of the painter^ and rendering it unnecessary for 
him to suspend his work that he may prepare his colours. 

The gold used in gilding porcelain is applied in a 
metallic state. To prepare it for this purpose^ it is dis- 
solved in aqua regia^ and the acid being afterwards difr* 
sipated by the application of heat^ the gold remains in 
the state of powder at the bottom of the vessel. Thia 
powder must be mixed with borax and' gum water as a. 
vehicle for causing it to flow from the pencil and fix 
upon the wares ; which being then baked^ the gilding 
appears void of lustre^ and requires to be afterwards 
burnished with either agate or Uood-stone. 

Gold and silver lustre-ware is commonly of an in- 
ferior quality. The metallic oxides used for covering 
these vessels are intimately mixed with some essential 
oil^ and then brushed entirely over their surfaces. The 
heat of the enamelling oven^ which dissipates the oxygen^ 
restores the oxides to their metallic state, but with some 

* - 

diminution of brilliancy. The oxide of platinum is 
used for making silver-lustre. 

Colours^ when they are required for use^ should be 
first pounded quickly in a mortar made of either agate, 
porcelain^ or glass> with a pestle of the same material^ 
and covered to prevent the access of dust. They must 
be afterwards ground on a glazed palette^ firmly bedded 
.in plaster on a wooden frame^ and perfectly level. The 
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ftrtist who decorates porcdjosi is required to rub liis 
colours witk as mnck nicety as is used by mimaturs 
liainterB^ so that there must not remain the least per- 
ceptible rou^ness^ either under the n^uller, or between 
the fingers. The requisite proportions of volatile oil 
and of flux are added and ground with the colours on 
the palette, the whole having been carefully weighed 
before their union. The general rule is to put five 
parts of flux to two parts of colouring matter, but some 
colours, as already mentioned, require more, while with 
others this proportion would be too great. Smalt re* 
quires to have combined with it only half the sum of its 
own weight. 

The artist must be attentive to grind his colours with 
the smallest quantity of oil that will suffice; if this 
should be in excess, it may in evaporating leave spaces 
between the particles of colour, and the subject would 
appear very imperfectly executed. The fluidity of the 
mixture should be kept at that exact point which enables 
the artist to produce the finest strokes with clearness and 
facility. 

Before the pieces which have been painted are baked 
in the enamelling-'kiln, it is necessary to dry the coikHus 
by evaporating the oil used with them as the vehicle. 

Every considerable pottery has enamelling-kilns of 
various sizes. These are in form like a chemist's muffle, 
from about six to ten feet long, and firom three to five 
feet wide. The articles are piled in the kiln until it is 
filled, when the mouth being dosed, fire is applied, and 
continued for about eight or ten hours, at the end of which 
time the colours are found to be burnt into the glaze* 
In piling the pieces in the kiln care must be used to 
avoid the placing of any one piece upon the gilt border 
of another. The 'muffle is provided with trial pieces, 
wldch can be extracted from time to time during the 
baking, and which will indicate the general state of the 
contents of the kiln, so as to govern the continuance of 
the operation. No delay should occur between the suffi- 
etent baking of the colours, and the withdrawing of the 
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tained from the same solution hj distUling it to dryness ;. 
but (his process is not so convenient as precipitation. 
The powder has also been procured by first forming an 
amalgam of the metal with meiicury, and then evapor- 
ating the latter ; but besides being expensive^ the fumes 
of mercury are found to be extremely prejudicial to the 
health of the operators. 

When gold powder is used, it must be mixed with 
gum- water as a vehicle. Where it is intended to apply 
leaf gold without any fluxing material to the body of 
the wares, these should be moistened in the requisite 
parts with a weak solution of gum-arabic, which must 
afterwards be allowed to dry. When the gold is ap- 
{^ed, the porcelain or glass may be made sufficiendy 
adhesive by breathing on it. If a flux is employed it 
should, after being rubbed very fine with a muller, be 
diluted with weak gum-water, and very thinly spread 
orer the parts which it is designed to ornament ; when 
very nearly dry, the leaf gold is laid upon it. 

Japanner's gold size, moistened to the requisite de-* 
gree with oil of turpentine, is sometimes employed. 
Waiting then until the size is so far dried as to be only 
dammy to the touch, the gold leaf is laid on with cotton 
wooL As soon as the gold is applied, the ware is placed 
in an oven or muffle, that it may be burnt on. 

Some old authors direct the artist to fuse gold with 
regulus of antimony, to pulverise the mass, and to spread 
the powder upon the parts to be gilded, exposing the 
ware afterwards to such a heat as will suffice to evapor- 
ate the antimony while the gold remains fixed. This 
method of proceeding is objectionable, from the almost 
impossibility of spreading die powder in a sufficiently 
uniform manner, besides which, part of the gold will 
also be carried ofl^, and some descriptions of glass are 
even fusible with the degree of heat necessary for per- 
fecting the process. 

Circular gold lines are frequently described on small 
articles, such as cups, saucers, and plates. To assist 
liim in tracing these with accuracy, the artist employs a 
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bis left hand^ and holding his brush steadily in the other, 
describes the circles with the utmost facility and ac- 
curacy. 

Burnishing, which is the last process performed in 
the manufacture of ornamented porcelain, is usually in- 
trusted to female hands. The implements required for 
this purpose are, a burnisher of agate or blood-stone, 
some white lead, a piece of sheepskin for wiping the 
ware, and some vinegar. As extreme cleanliness is in- 
dispensable, the person engaged in burnishing does not 
even touch either the porcelain or her implements, but 
interposes between them and her hands a piece of dean 
white linen. The agate burnisher should be appHed 
lightly on the gilding, following all the ornaments, and 
never rubbing in cross directions, lest the gilding should 
appear scratched. After having rubbed the gilding for 
some time, a little vinegar or white lead should be ap- 
plied to cleanse the surface. This being removed with 
a soft linen rag, the burnishing is re-commenced, and 
continued until the gilding throughout assumes a satis- 
factory appearance. 

It will be remembered, that in the preceding descrip- 
tion of the colours used in painting porcelain, several 
were mentioned as being unable to support the heat of 
the gloss-oven. Others, however, have not this disad- 
vantage, and will bear the highest temperature without 
injury. Where colours are applied directly on the 
biscuit, no oil is ever ground with them, but they are 
mixed with water only, and the glaze may be added 
without any intervening application of heat. The tem- 
perature of the enamel-kiln is usually about six degrees 
of Wedgewood's pyrometer, answering to 1857 degrees 
of Fahrenheit's scale. 

In the year 1817, the Society for the encouragenient 
of Arts, &c., awarded a premium to Mr. R. Wynn, for 
a list of receipts communicated by him, for the pre- 
paration of enamel colours and fluxes. A copy of Mr. 
Wynn's paper is inserted in the 35th volume of ^e 
Transactions of that Society. 
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The fluxes are^ No. 1. Red lead . . , 8 parts. 

Calcined borax • . 1^ 

• Flint powder . • £ 

Flint glass . . . 6 

No. 2. Flint glass . . . 10 

Wliite arsenic • . 1 

Nitre 1 

No. 3. Red lead . • • . 1 

Flint glass . . . 3 . 
No. 4. Red lead . . . . 9^ 
Borax, not calcined 5^ 
Flint glass . . . 8 
No. 5, Flint glass ... 6 
Flux, No. 2. . . . 4 
Red lead ... 8 
The ingredients forming each of these fluxes are melted 
together, and the compounds are then finely pounded for 
use. 

The recipes for colours are as follows : — 

YeUovo, Red lead ... 8 parts. 

Oxide of antimony 1 

White oxide of tin 1 
Mix the ingredients well in a biscuit- ware mortar, and 
having put them on a piece of Dutch tile in the muflle, 
make it gradually red-hot, and sufier it to cool. Take 
of this mixture, 1 part; of flux. No. 4. 1^. Grind them 
in water for use. By varying the proportion of red- 
lead and antimony, different shades of colour may be 
obtained. 

Orange. Red lead ... 12 parts. 

Red sulphate of iron 1 

Oxide oY antimony . 4 

Flint powder . • 3 
after calcining these without melting, fuse one part of 
the compound with 2^ parts of flux. 

Dark-red, Sulphate of iren, calcined dark • I part. 
Flux, No. 4. 
Colcothar 
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Light-red, Red sulphate of iron^ 1 part. 
Flux, No. 1. . . 3 
White lead • . . Ij 
Brown, Manganese • . .2^ 
Red lead . . : . s\ 
Flint powder * . 4 

The style of decoration described in the preceding 
pages of this chapter, is in a great measure confined to * 
the ipost costly descriptions of porcelain. Wares which 
are fitted by their price for being brought into more 
general use, undergo a different kind of embellishment 
A great variety of neatly executed patterns are trans- 
ferred to their surfaces from impressions previously 
printed on paper. Before the introduction of this style 
of ornament, table services of home manufacture were 
either composed of plain Queen's-ware, with occasionally 
a coloured edge ; or at best were furnished with a painted 
border, which displayed but little taste in its conception, 
or ability in its execution. This modem improvement 
has added materially to the decent comforts of the middle 
classes in England, and has more than any other cir- 
cumstance contributed to the great extension of our trade 
in earthenware with the continent of Europe. When 
first invented, and for some time afterwards, the designs 
employed were only imitations of figures and objects 
seen on old blue China porcelain; but a better taste has 
since prevailed, and artists employed in the composition 
of patterns no longer think it necessary to outrage truth 
in their representations. Landscapes and figures, in 
conformity with the simplicity of nature, and exhibiting 
a considerable degree of taste, are now so common, that 
this new advantage derived from the printing-press is 
enjoyed without exciting attention or commanding ac- 
knowledgment. 

The method of transferring printed designs to earthen 
vessels is thus pursued. The landscape or pattern is 
engraved upon copper, and the colour, which is mixed 
with boiled linseed oil, is laid on the plate in the same 
manner as ink is usually applied by copper-plate printers. 
To increase the fluidity of the oil, the plate is then tern- 
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porarily placed in a stove^ a sheet of damped tissue paper 
is laid on it^ and both are passed in the ordinary manner 
through the press. The paper^ wet with the colour^ is 
then delivered to a girl^ who reduces its size by cutting 
away the blank portion surrounding the pattern^ and 
passes it to another girl^ by whom the impression is 
applied lightly to the ware when in the state of biscuit. 
A third girl is next employed^ who with a piece of woollen 
doth/ rolled tightly in the form of a cylinder^ rubs the 
paper closely against the piece^ in order to press the 
colour sufficiently into its substance. The paper thus 
rubbed is left adhering to the article for an hour^ when 
both are placed in a dstem of water^ so that the paper 
becomes soft enough to be peeled off without violence^ 
having transferred to the biscuit the impression which it 
had recdved from the copper-plate. 

When the pieces thus printed have stood a suffidently 
long time to become dry^ they are placed in an oven^ to 
which a gentle heat is apphed, in order^ by dissipating 
the oil^ to prepare the wares for receiving the glaze. 
This is, of course^ completely transparent^ as otherwise 
the distinctness of the pattern would foe impaired. 

For a long time blue^ produced from the oxide of 
cobalt, was the only colour employed ; but, of late, the 
potters have extended to this pleasing branch of their 
art all the colours on their palette. 

The glaze on printed goods is vitrified in the gloss- 
oven in the manner already described. 

The French potters employ a different method for 
transferring engraved patterns. TJi^ey cast a sheet of 
fine glue, about a quarter of an ii^h thick, and diluted 
while warm to such a degree«thal when cool it shall be 
perfectly flexible, and have the consistence of leather. 
This glue bdng appUed upon the plate, and pressed with 
the hand, recdves the colours according to the pattern, 
which it gives back to the surface of any vessel to which 
it may be applied. Two impressions may generally be 
given in this manner without a fresh application of the 
glue to the plate. After the second has been impressed; 

H 
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the surface of tike glue is cleaned carefully with water 
applied by a soft brushy and serves again as bjefwe. 

The decoration of earthenware by means of engravings 
is of much more recent adoption in France than in Eng- 
land^ — not having been used in the former country until 
about the year 1805. 

In the report made by the Committee appointed to 
examine into the progress of the arts and manufactures 
in France^ as exemplified by specimens exhibited at the 
Louvre in 1819> and to which report aUusiou has already 
been made in this Chapter^ attention is drawn to a cu- 
rious process^ whereby a porcelain manufacturer was 
enabled^ on being furnished with an engraved copper* 
plate^ to produce impressions on any scale that might be 
required^ whether larger or smaller than the original. 
For this purpose no second plate of copper was needed; 
and the enlarged or diminished copies might be furnished 
in the course of a very few hours. It is to be regretted 
that no description was given of the means employed for 
effecting this curious process ; but the Committee^ who 
personally witnessed its execution^ expressed themsdves 
perfectly satisfied as to its efficiency^ and awarded aa 
honorary gold medal to the inventor.* 

* Ann. de Chim. et de Fhys. toia xiU. p. M. 
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CHAP. VII. 

ON THE MANUFACTURE OF TOBACCO PIPES. 

TBIS KANUFACTURX PKOSECUTED TO ▲ GREAT EXTENT. DX- 

SCRIFTION OF MATERIAL. ROLLING. BORING. MOULD- 
ING. POLISHING. — SAKING. •— DESCRIFTION OF KILN OF 

CRUCDLEfl. •— MANUFACTURE IN HOLLAND. •— ORIGINALLY 
CONTXTED THER'k FROM ENGLAND. 

The manufacture of tobacco pipes forms a hranch of 
the potter's art, which has acquired considerable im- 
portance from the extent to which it is prosecuted ; and 
it is at the same time interesting from die nature of tlie 
processes employed. A short account of these will, 
therefore, not be thought misplaced in this treatise. 

The day chiefly employed for the purpose is found 
in the island of Purbeck, in Dorsetshire, and is preferred 
on account of its extreme whiteness. Previously to 
being used, it must be diligently purified from all ex- 
traneous matters. The means employed for this latter 
purpose, being the same as have already been described, 
their recital may be omitted here. 

When the purification is accompUshed, and the clay 
has been formed into cubical masses, weighing each 
from eighty to one hundred pounds, the workman from 
time to time cuts -off small portions, each sufficient to 
form one pipe, and, first kneading them thoroughly upon 
a table, rolls them out to nearly the form and size of 
pipes, leaving a bulb at the end for the formation of the 
bowl. In this operation, the skill of the man is made 
apparent by the near approach which this roll makes to 
the dimensions actually required. Persons who have 
had a competent experience will succeed in this respect 
to such a point as completely to fill the mouldy to which 

h2 
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the rolls must afterwards be transferred^ leaving but 
little surplus day to dip away. 



Fig, 10. 



%^ 



When the rolls have been formed for a short time^ 
and by that means have become suffidently hardened, 
the workman proceeds to bore the stem by introducing 
an iron needle. This part of the manufacture calls for 

Fig, 11. 



■^ 



a great deal of address, and can only be satisfactorily 
accompUshed after long practice. In performing it, the 
roll is taken between two fingers, which follow the 
point of the needle in its course through the whole 
length of the stem. Near to its point the needle has a 
circular enlargement, the progress of which may be fdt 
through the substance of the day ; and thus the execu- 
tion of the task is somewhat facilitated. The bore 
must be made as exactly as possible in the axis of the 
stem; and, in forming it, the needle must be pushed 
forward by means of its wooden handle, with a gentle 
and equable pressure. The part which is to form the 
head or bowl of the pipe is then bent so as to give it 
the proper inclination. 

The mould, into which the stem is next placed, is of 
copper, and divided into two similar oarts. On being put 

Fig, 12. 




to use, the whole interior surface of both sections must 
be slightly touched with a brush containing some very 
limpid oil, that the stem may be afterwards ddivered 
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from it without difficulty. The roll of clay being placed 
in one section^ the other is fitted to it according to 
marks preyiotisly made^ bo as to ensure the perfect cor- 
respondence of the two parts. The mould is then sub- 
jected to the action of a small iron press^ in which the 
two parts are forced together by means of nuts and 
screws ; and by this means its exterior form^ with all 
its ornaments^ is at once given to the pipe. 

The head or bowl has yet to be fashioned. This is 
in part efiected by the fore -finger^ and more perfectly 
thereafter by means of a stamp or form attached to the 
mouldy and which by the action of a lever is introduced 
within the hollow which tJie finger has made for the 
purpose. The bore of the stem is then continued into 
the bowl^ by pushing the needle up to its handle ; any 
excessive quantity of clay that may have been used is 
next cut away^ and the pipe is smoothed by means of 
an iron or copper blade. 

The pipes as they are formed are spread out and 
arranged upon a board, that they may be still further 
dried ; and when they have acquired a certain consist- 
ence, any roughnesses that may appear upon the bowl 
are rubbed away with an appropriate horn instrument, 
which is provided with a groove, of which the workman 
avails himself to perfect the circular form and to smooth 
the edge of the bowL 

After this the pipes are placed a second time in the 
moulds, that any imperfections which they have ac- 
quired in their idiape may be remedied ; and they are 
then left until sufficiently hardened to receive the last 
polish, which is given by rubbing them with fiints 
bored with holes, some of which are of the same dia- 
meter as the stem, while others will admit the head of the 
pipe. If it should then appear necessary, the workman 
retouches the different ornaments on the pipe with a 
kind of bodkin, and the needle is withdrawn from the 
stem. 

These various operations, which bear an appearance of 
complexity in the narration, are yet so easy of accom* 
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CHAP. VIII. 
ON THE PORGEIiAiN MANUFACTURE OF CHINA. 

OBSCUBITT WHEAEIN ITS ORIGIN IS SU&OUDBD. — CHIKFLT 

PRACTISED AT KING-TE-CHING. SUPPOSED SUPERIORITY OF 

OLD CHINA WARE. MATERIALS EMPLOYED. KAO-LIN 

PB-TUN-TSE THEIR PREPARATION. OILS OR VARNISHES— 

THEIR COMPOSITION. HAO-CHE — ITS SUPERIORITY TO KAO* 

LIN. — ANALYSIS OP KAO-LIN. — EXTENT OP FACTORIES AT 
KING-TE-CHINO. — GREAT NUMBER OF WORKMEN EMPLOYED. 
— PREPARATION OF MATERIALS. — METHOD OF FASHIONING 

UTENSILS. — MOULDS. — DIVISION OF LABOUR. DEFICIENCY 

OF CHINESE IN THE ART OF DESIGN. — THEIR EXCELLENT 
COLOURS. ^.~ NUMEROUS HANDS EMPLOYED IN DECORATING 

EACH PIECE. BAD EFFECT OF THIS SYSTEM. BLUE LONG 

THE ONLY COLOUR USED FOR PAINTING CHINA WARE. MODE 

OF PREPARING VARIOUS COLOURS. — CHINESE IGNORANT OF 

CHEMICAL SCIENCE. UMIAM. — TSOU-TCHL KIA-TSING 

METHOD OF FORMING IT. CHINESE FURNACES. PASSION 

FOR OLD PORCELAIN. -^ KU-TONG MOCK ANTIQUES.— • REA- 
SONS FOR COSTUNESS OF CHINA WARE IN EUROPE. HIGH 

. PRICES FORMERLY PAID IN CHINA- — FINEST SPECIMENS NOT 

BROUGHT TO EUROPE. PORCELAIN TOWER AT NAN-KING. — 

CHINESE POTTERS PREPARE MATERIALS FOR THE USE OF THEIR 
DESCENDANTS.— COMMON WARES MADE IN CHINA.— ATTEMPT 
OF THE EMPEROR TO TRANSFER THE MANUFACTURE TO PEXIN. 

■ HIS WANT OF SUCCESS. 

No success has attended any efforts that have heen made 
to discover die origin of the art of making porcelain 
in China^ and the date of its invention remains veiled 
in obscurity. The most that is known on this head 
is gathered from the written annals of Feou-leang^ a 
city belonging to the. same district of the empire as 
King-te-ching, wherein it is recorded that^ from the 
time answering to the year 442 of the Christian era, 
the last-mentioned place has enjoyed the honour of 
supplying the imperial court with porcelain^ and that 



OHAP. VIII. CHINESE METHOD OF MANUFAGTUBE. 105 

one or two mandarins have usually been deputed from 
Pekin to inspect this part of the workman's labours. 
The invention of the art vrould assuredly date from 
a much earlier period than that here mentioned ; as 
it would be long ere the manufacture arrived at such 
a state of perfection as to render it an object of interest 
to the court. 

It is a very common opinion in China^ that the 
porcelain ware made by their ancestors was superior in 
quality to any more recently manufactured. This belief 
is grounded on the fact^ that pieces of porcelain are 
frequently dug. from the earth, which are uniformly 
found to be of the very finest description. It has been 
remarked, that this fact is not by any means conclusive 
evidence upon the subject ; the buried pieces were most 
probably concealed, during periods of civU commotion, 
on account of their value^ and in order to preserve 
them for their owners, who were without an equal 
inducement to bury articles of more common use. An 
opinion likewise prevails, and is supported by reference 
to the same fact, that the quality of porcelain vessels 
is improved in beauty by a lengthened burying in the* 
earth ; and the same answer has been applied to this as 
to the first-mentioned assertion. 

The Chinese employ in the composition of their 
porcelain two kinds of earths, and two oils or varnishes. 
Of the earths one, which is called kao-lin, is found 
intermixed with particles of a shining substance re* 
sembling mica; the other is known by the name of 
pe-tun-tse, and is of a brilliant whi<j^, exceedingly fine 
in its grain, and soft to the touch. Both these de-* 
scr^tions of earths are found in mines or quarries 
situated between twenty and thirty leagues from Eing- 
te-tching, to which place they are brought in small 
vessels, which are continually passing up and down the 
river of Jao-tcheou for that purpose. The hard blocks 
of pe^tun-tse are cut from the quarry in the form and 
about the size of our bricks, and are brought in this 
state to King-te-tching. The first preparation which 
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these lumps undergo, is that of breaking and pounding 
them coarsely with iron mallets, and afterwards more 
completely in mortars with pesdes, wrought either by 
&e hand or by a water-wheel. By this means the 
blocks of pe-tun-tse are reduced to an almost impal- 
pable powder^ which is thrown into an urn-shaped 
vessel nearly filled with water, and then stirred briskly 
about^ that the particles may be intimately mixed with 
the water. When ihis mixing has been efi^cted^ and 
the fluid has been left during a short time to repose^ a 
white creamy substance forms upon the surface, to the 
depth of two or three inches : this, being skimmed off, 
is transferred to another vessel, supplied with clear 
water. The fluid remaining in the first vessel is then 
again stirred up ; another portion forms upon the sur<^ 
face, which in its turn is removed, and added to the 
first skimming; and this process is continued as long 
as any creamy substance can be collected from the sur- 
face. What remains in the urn-shaped vessel has not 
been sufficiently ground ; and, being collected from the 
bottom, must be again submitted to the process of 
grinding. 

The skimmings are left to settle in the second vessel, 
until the solid portion has subsided to the bottom, 
leaving the supernatant water perfectly dear: this is 
then poured off; the sediment is transferred to moulds^ 
wherein it remains until nearly dry ; and the cakes are 
then taken out and cut into square pieces of the size 
most convenient for use. The pe-tun-tse is then in 
a fit state for combination with kao-Hn ; and the squares 
are sold by the hundred to the porcelain makers. It 
is not often that the manufacturer can venture upon 
using tliis material in the state wherein he buys it; the 
men who have been previously employed in preparing 
the cakes, most generally mix in the squares as large 
a portion of foreign matter as they expect will escape 
detection : a separation of these previously to the em- 
ployment of the earth becomes, therefore, needful. 

A similar process is followed in the preparation of 
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kao-lin ; but this substance being much less hard than 
pe->tim-tBe, less labour is required for its performance. 

The two substances described as oil or varnish are 
procured, one from a combination of pe-tun-tse with 
another mineral substance, and the other from lime. In 
the preparation of the first of these, such stones are pre- 
ferably selected as have the whitest appearance. These 
undergo the same processes of grinding and washing as 
have already been described ; except that the creamy 
substance, when it has subsided in the second vessel, is 
not an put into moulds, but only the upper and finer 
stratum is gathered for the preparation of this varnish. 
To each one hundred pounds of the substance thus sepa- 
rated one pound of a mineral called she-kao, which is a 
land of gypsum, is added. This stone, which resembles 
alum in its appearance, is first raised in a furnace to a 
red hea^t ; and then reduced, by pounding and rubbing 
in a mortar, to a very fine powder; in which state 
its union widi the purified pe-tun-se is effected, the con* 
dstence of the compound being perfectly fiuid. 

The preparation of what is called oU of lime, the 
fourth ingredient required, is thus managed : — Lumps 
of quicklime are first sprinkled with water, and reduced 
to a powder ; upon this a bed of dried fern is placed ; 
then another layer of lime, covered again by fern ; and so 
on alternately, until the pile having reached a moderate 
hei^t, fire is applied : and when the whole of the fern 
is consumed, the ashes are collected and strewn upon 
fresh beds of fern, which are again fired ; and this burn- 
ing process is repeated five, six, or more times sue* 
cessively, — it being held that the more frequently the 
ashes are burnt, the better is the quality of the product. 
Some ancient Chinese annals affirm that, instead of fern, 
the wood of a kind of medlar tree was anciently used ; 
and that the quality of the porcelain was in consequence 
more beautiful. This wood is now become too scarce to 
be employed for the purpose. The lime and fern ashes 
are next thrown into a vessel containing fair water, and 
•he-kao is added in the same proportion as to the creamy 



108 POnOELAIN MANUFACTURE. CHAP. VIU. 

dilution of pe-tun-t8e. This she-kao dissolves ; and the 
solid matter being separated from the water by subsid- 
ence, and removed in a tolerably fluid state, forms what 
the Chinese manufacturers call the oil of lime^ to the 
agency of which they attribute all the lustrous appear- 
ance of their porcelain. Lime, when uncombined^ is in- 
fusible, except at a very intense degree of heat ; and the 
fern ashes thus added are essential, acting as a flux, and 
promoting the fusion of die glaze in the furnace. In 
mixing these two varnishes together, only one measure of 
tiie oil of lime is added to ten measures of that of pe- 
tun-tse, care being taken that the consistence of both Js 
equal. The oil of lime is easily, and to the seller pro- 
fitably, adulterated by the addition of water^ combined 
with such a farther portion of she-kao as preserves its 
proper degree of consistency. 

It is said tiiat^ since the time when D'Entrecolles 
communicated his observations on the porcelain manu« 
facture in China, the potters there have discovered a new 
species of mineral, which can be advantageously used in 
the preparation of porcelain. This is a species of chalky 
stone, which bears some outward resemblance to isoap> 
and is declared to possess considerable medicinal virtues. 
It is called hao-che ; and when used instead of kao-lin^ 
tiie result is porcelain of very fine grain, exceedingly 
lights and much better qualified for receiving colours^ 
but more brittie, and far dearer in its cost, than the 
commoner kind of ware, the price of hao-che being three 
times that paid for kao-lin. This new substance, when 
taken from the mine, undergoes the operation of a care- 
ful washing, to separate from it a kind of yellow earth 
with which it is dways found accompanied : it is then 
pounded, and treated exactiy in a similar manner to that 
described in the preparation of kao-lin. It is affirmed 
that hao-che, thus purified, is capable of being made into 
porcelain without any admixture. 

It is the kao-lin which, although much softer than 
the pe-tun-tse when taken from the quarry, gives 
strength and body to the porcelain ; and, consequentiy^ 
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this^ or some substitute possessing the same quality^ 
forms an indispensable ingredient in its composition. It 
is related that some Europeans^ having privately ob- 
tained some blocks of pe-tan-tse in China^ and conveyed 
them to their own country^ vainly endeavoured to con- 
vert them into porcelain; which becoming known to 
some Chinese manufacturers^ they deridingly remarked^ 
" that certainly the Europeans must be a wonderful 
people^ to go about to make a body whose flesh was to 
sustain itself without bones.'' 

Kao-lin is known^ from the particles of mica which it 
contains, to have its origin in felspar^ or graphic granite. 
It is infusible with the heat of a porcelain furnace even 
in China^ the degree of which must be most tremendous^ 
as some of the materials employed in their glazes could 
not be vitrified at a lower temperature than would 
suffice to fuse Cornish granite. The kao-lin quarries of 
China agree with the mines of AIen9on andSt. Yrieux^ 
near Limoges^ where a similar earth is found — all of them 
having a super-stratum of red^ friable^ micaceous rock, 
of the texture of gneiss. The constituent ingredients of 
kao-lin are found to be — silica 52, alumina 4f2, oxide of 
iron 0'33. 

The factories employed at King-te-ching for the 
porcelain manufacture are of great extent. They are 
walled rounds and contain sheds under which the processes 
are carried on^ as well as dwellings for the workmen. 
The number of people employed in one of these factories 
is very great, as must appear when it is considered that 
almost every piece of porcelain produced, however small, 
passes through more than sixty difierent hands before it 
reaches a state of perfectness. 

When the purification of the two earths has been com- 
pleted by the processes already described, the next 
operation is to unite them in the requisite proportions. 
The relative quantities of these materials depend upon 
the quality which it is desired to give to the porcelain. 
For the finest kind, they mix the kao-lin and pe-tun-tse 
in equal quantities, and diminish the proportion of th^ 
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fonner according as coarser kinds of naie are required ; 
but^ for the very coarsest descriptions, the kao-lin never 
forms less than one fourth of the mass. 

The most laborious part of the whole operations of 
the factory, is that of intimately kneading and working 
the earths together, so as to form of the two one homo- 
geneous mass. This is performed in pits, which are 
paved and cemented, wherein the workmen continually 
trample upon the paste, bringing together fresh portions 
by turning it over ; and this work is continued without 
intermission, one set of workmen relieving another at 
intervals, as each becomes fatigued by the labour, until 
the mass is thought to be thoroughly mixed, and has 
been brought to a consistence proper for being moulded 
by the potter. The mixture is then removed from the 
pit; and being divided into small portions, is again 
kneaded with the hands upon large slates provided for 
the purpose. Too much carefid industry can hardly be 
exercised in this operation. If the smallest drop of water 
or globule of air be left remaining in any portion of the 
mass, the article which contains that portion will infal- 
libly be spoiled by the expansion of the fluid in the 
oven. The smallest grain of sand, or even a single hair, 
left in the paste, would be equally prejudicial, occasion- 
ing the porcelain to run, or crack, or warp in the 
baking. 

The pieces are fashioned by the Chinese workmen in 
a manner so similar to that adopted in our own potteries, 
that it would be useless to narrate the process. 

The moulds used in the potteries of China for form- 
ing pieces of multiform shape are made in several por- 
tions or divisions, which are brought together when 
used. They are made of a yellow unctuous earth, which 
occurs abundantly in quarries near to King-te-ching ; 
and its preparation by kneading and beating is very 
similar to that bestowed on the porcelain earths. Wlien 
made and used with care, these moulds will last for a 
long time. The Chinese workmen are not content with 
the work as delivered from the moulds, but uniformly 
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finiflh the article by the hand, using a variety of chiida 
and other tools to touch ttp the various lines and forma 
given by the mouldy as well as to supply its probable 
defidencies ; so that the potter executes, in some sort^ 
the art of a sculptor. In works where difierent objects 
appear in relievo, these are made separately, and added 
in the way commonly used in our own potteries. 

It may give some idea of the number of hands em« 
ployed in the perfecting of every piece of porcelain to 
state what D'Entrecolles has related to occur with the 
commonest description of tea-cup. The potter has the 
management of the wheel; and under his hands the cup 
assumes its form, height, and diameter. It may be 
well imi^ned that this workman does not b^tow 
much labour upon his task, when we are told that for 
fashioning twenty-six cups he receives a sum equivalent 
to about three farthings of our money : the cup, accord- 
ingly, is delivered by him in a very imperfect state to 
a second workman, who fits it to its base. From 
him it passte immediately to a third man, who by means 
of a mould, placed on a kind of lathe, corrects the im- 
perfections of its shape. A fourth man, by the aid of a 
chisel, corrects the inequalities and unevennesses of the 
edges, and pares the cup to a substance which renders it 
sufficiently transparent. In the course of this operation 
he has frequently recourse to water, in order by moist- 
ening to prevent the cracking or breaking of the cup. 
A fifth workman then smooths the inside by turning it 
gently on a mould. Considerable care is required in 
this stage to prevent any warping or the formation of 
any cavity in the cup. Other men then, according 
to the description of cup which it is intended to 
produce, add either the handle, or some ornaments in 
relievo, or make sunken impressions. The operation 
that immediately precedes the first baking of the cup, is 
that of rounding and hollowing the inside of its foot : 
this is performed with a chisel. 

By this division of labour the work is found to 
proceed with greater regularity and rapidity. Incessant 
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attention to one operation^ and that of a very simple 
kind^ gives to each workman considerahle dexterity and 
facility in its performance; and no time is lost in the 
changing of implements^ as mnst he the case if one man 
had to conduct the manufacture . through its several 
stages. 

Very large pieces of porcelain are made at King-te-. 
ching. These are sometimes of such magnitude^ that 
they must first be formed in two> three^ or more sections; 
each one of which requires to be supported during its 
formation by tfaree^ or more men. When the difibrent 
portions are sufficiently dry^ they are united together 
with slip, in the same manner as handles are attached; 
and the seams are smoothed and poUshed wiih an iron 
instrument, so that, upon their being afterwards covered 
with varnish, it is not possible to discern the points of 
junction. 

The celebrated traveller Marco Polo mentions the 
vast extent to which thie manufacture was carried at the 
time of his residence in the Celestial Empire, and states 
that eight porcelain cups might then be purchased at 
the low price of a Venetian groat.* 

Among the Chinese, the art of design has never ad- 
vanced beyond the very first steps. These people appear 
ignorant of the commonest rules of perspective; and 
iheir drawing, especially where attempts are made to 
describe the human figure, is wretched in the extreme. 
To make some amends for this, the colours which they 
employ are exceedingly lively and brilliant, so that Eu- 
ropean artists have found it a difficult task to vie with 
them in this respect. In examining the painted por- 
celain of this singular people, one is almost led to ima- 
gine that their artists have been debarred the sight of 
the objects which they attempt to represent, as other- 
wise some among them must surely have possessed suf- 
ficient innate taste to -have led him from the general 
tracks and instead of the miserable caricatures that 

• Xanden*! tnmtlation, 4to edition, page 560. 
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disgrace their labours^ to have made some approach 
towards the truth in his delineation of natural objects. "^ 

The system of distributing the work among a great 
number of hands^ which is found so successful in the 
formation of porcelain^ is also pursued in the painting 
department. One artist forms only coloured circles 
about the edges; another traces flowers, which a third 
paints; a fourth delineates nothing but mountains; a 
fifth describes water; a sixth traces the outline of 
birds, which a seventh fills up with colours. Other 
artists trace and colour animals ; others again perform 
the same tasks with the human figure, and in this way 
every object of art and nature found upon their porcelain 
is the work of a particular artist, who does not attempt 
the delineation of any other sul^ect. To this system, 
80 useful in conducting every merely mechanical oper. 
ation, may possibly be owing the continued adherence to 
old and faulty methods. The celerity which it is cal- 
culated to produce is unfriendly to the improvements 
suggested by genius ; and if even one artist among the 
crowd should be found with taste enough to aim at form- 
ing and embodying juster conceptions, his approaches 
to nature would only serve to render more glaring the 
deformities produced by his fellow labourers, and would, 
therefore, be wholly inadmissible. 

It is said that for many ages, the Chinese used only 
white porcelain. Tradition adds, that its whiteness was 
most brilliant, that the pieces were altogether faultless, 
and that the only name by which they were known 
when exported to other kingdoms was that of '^ the 
precious jewels of jao tcheou." Blue was the first 
colour wherewith they ornamented pottery, but the em- 
ployment of all other colours very speadily followed 
upon the introduction of this one. At first, and for a 
long time, their blue colour was prepared from a very 
fine kind of lapis lazuli, which is native with them ; 
but they now import smalt from England, at a price so 
much below that which their own pigment had cost, 
that they have abandoned its manufacture^ and depend 
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upon their foreign supply. The fine deep blue some- 
times found upon specimens of old Chinese porcelain is 
much admired and valued by virtuosi, and it is r^retted 
that this colour is not used at present. It has been 
conjectured that the Chinese^ who unquestionably pos- 
sess cobalt^ most probably employed its oxide also in 
the production of this esteemed blue colour before they 
were enabled by their commerce with Europeans to sub- 
stitute for it our cheaper pigment; that their method 
of preparing the ore of cobalt was such^ that it retained 
the arsenic with which it is always found in combin- 
ation^ and that^ consequently^ its colour proved much 
deeper and richer than the preparation made by us from 
the same mineral. Our process being performed in a 
jreverberatory furnace^ the arsenic is driven off in fumes. 
There are some kinds of cobalt which are made to yield 
smalt without this previous roasting^ and the superior 
colour which in such case is always produced is attri- 
buted to the presence of arsenic ; since if this mineral be 
added to smalt while in a state of fusion^ the colour will 
be rendered much deeper. The preparation of smalt 
from cobalt without the aid of fire is more expensive 
and the produce less in quantity than where the common 
process is followed. The French manufacturers procure 
their smalt by dissolving cobalt in nitric add (the aqua 
fortis of commerce)^ and then precipitating; and it might 
be well for our porcelain makers to try the efiect of this 
/tnethod. 

The red colour used by the Chinese is made from 
common green vitriol or copperas (proto-sulphate of 
iron)^ which goes with them by the name of tsa-fan. 
This material they calcine in a crucible^ continuing to ap^ 
ply fire for so long a time as thick black fumes are seen to 
escape from a hole made in the top of the crucible ; but 
when these fumes are succeeded by a light and thin cloud, 
they judge that the process has been carried suffidendy 
far, and remove the crudble from the furnace, pre- 
viously, however, withdrawing a snudl quantity of the 
eoloxir for inspection, as the test here mentioned is not 
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unerring. When the colour proves good^ the crucible is 
left to cool gradually^ a cake of red matter is then 
found at the bottom, and a further quantity, in the 
form of fine powder adhering to its sides. This latter, 
being the purest and finest colour, is kept separate front 
the cake. Copperas affords about one fourth of its 
weight of this colour, which alone is used for producing 
all the various shades of red in the porcelain works of 
King-te-ching. 

White porcelain, made in China, owes much of the 
fine brilliancy of its colour to the oils or varnishes before 
described ; but when a brighter and finer hue than can 
be thus produced is needed, a mixture of the following 
kind is prepared. The shores of some of their rivers 
furnish a species of agate, which is without veins and 
nearly transparent, so that it approaches to the nature of 
crystal. This stone is calcined to a white powder, 
and then ground as fine as possible^ To every ounce 
of this they add two ounces of white l^ad (ceruse), also 
in fine powder, and these being mixed with the varnish, 
the whole is laid on the porcelain in the same way as 
other colours. According to the descriptions given to us^ 
this compound, besides being used for the production of a 
brilliant white, forms also the ground or basis of several 
other beautiful colours. Their green, which is prepared 
from the oxide of copper, is said to be converted into a 
fine violet colour by admixture with the white just de« 
scribed. Such a change as this must of course be the 
effect of chemical action promoted by the heat of the 
furnace. The mere mechanical mixture of white with 
green would only reduce the depth of its shade. A very 
small proportion of the white suffices, it is said, to pro- 
duce a very deep violet, and the hue is rendered lighter 
in proportion as the quantity of white is increased. 
Their yellow is said to result from the mixture, in due 
proportions, of this white with copperas (proto-sulphate 
of iron). The accounts we have of those processes 
among the Chinese, which depend upon chemical laws^ 
are given with so Utile regu-d to accuracy, and betray 
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80 great a want of scientific acquirement^ that these de- 
scriptions of their mode of preparing colours cannot be 
received with any satisfaction. 

The Chinese painters of porcelain usually mix their 
colours with gum water^ in which a small portion of 
either saltpetre (nitrate of potass), white lead^ or cop- 
peras has been first dissolved. Where a red colour is 
used^ the porcelain oil or varnish is applied with it. 
This colour is laid on the ware when in the state of 
biscuit, that is, when it has been once in the oven, but 
it requires the heat of the second baking to bring out aU 
its requisite shades and tints. 

Black porcelain, ornamented with gold, known under 
the name of umiam, is much esteemed in the East. 
The black is produced by mixing three drachms of deep 
blue, with seven drachms of the varnish, which they call 
oil of stones. The black thus prepared is laid on when 
the porcelain is first dried, and when the black is also 
thoroughly dry, the vessel is baked. The gold is then 
laid on, and die piece is subjected to another baking in 
a furnace peculiarly constructed for the purpose. The 
gold is ground in water to a very fine powder; and when 
this has been very gradually dried in the shade, one 
tenth of its weight of white lead is added, the mixture 
is incorporated with gum water, and laid on in the same 
manner as colours are applied. 

The Chinese have a kind of porcelain, which is in 
much repute with them, called tsou-tchi. This has the 
appearance of having been broken, and of having its 
fractured edges brought together and cemented, and 
then covered with the varnish originally used. This 
effect is produced through the peculiar nature of the 
varnish employed, which never spreads evenly, but has 
a tendency when in fusion to run into veins and ridges 
of various and uncertain forms. This varnish is made 
from a sort of agate stones, reduced by calcination to a 
white powder, which after being long ground in a 
mortar is carefully washed, and used when of the con** 
sistence of cream. It has been suggested t)iat crystal 
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would probably answer this purpose as well as the 
coarse agates of the Chinese; and among all the de- 
mands of fashion which is ever seeking for something 
new^ it might perhaps serve the interest of some manu^ 
acturer to put this suggestion to the proof. 

Another kind of porcelain^ much esteemed by the 
Chinese^ is called by them kia^tsing, which signifies 
pressed azure. In vessels of this description the colours 
appear only when the cups are filled with liquid. The 
manner of making porcelain so as to produce this effect 
is as follows : — The cup is made very thin^ and after 
having 'been once baked^ the colours are applied in the 
required forms on its inner surface. When dry^ a 
coating of porcelain earthy the same as that already 
composing the cup^ "must be laid on the inside ; over 
this^ the usual varnish is laid, so that the coloured 
figures are enclosed between two coats or bodies of the 
ware. The outside^ already very thin^ is then ground 
down almost to the painted figures^ which are thus 
made to appear externally^ when they must be covered 
anew with a coat of varnish so as to be scarcely percep* 
tible from the outside^ until the vessel being filled with 
liquid^ this acts as a kind of foil behind^ and throws out 
the figures which before were obscured. So much care« 
fulness is called for in the production of Ida-tsing^ that 
the art is very seldom practised. 
. Another admired art among this people is that of 
producing the semblance of various figures upon pure 
white porcelain^ whose surfaces are yet entirely smooth* 
Having fashioned a vessel^ with the finest materials and 
extremely thin^ it must be polished inside and out^ when 
a stamp cut with the requisite figures in relief must be 
.pressed upon the inner surface of the imbaked vessel* 
The finest white varnish must next be applied over its 
entire surfaces^ so that the cavities impressed by the 
stamp are filled by it^ and the smoothness of the inner 
surface is restored. When the ware is baked^ the vary« 
ing thicknesses of the more opaque varnish will be 
apparent through the transparent sides of the cup^ and 
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the whole of the figures will then be seen as finely and 
accurately traced as if painted on the outside. 

The methods employed by the manufacturers of 
King-te-ching in applying the varnish^ vary with the 
different qualities of die wares under operation. For 
yery fine and thin porcelain two exceedingly thin coat- 
ings are very carefully applied^ and some dexterity is 
required^ both with regard to the quantity laid ony and 
the equable manner of its application. To pieces of 
inferior quality^ as much varnish is applied in one coat- 
ings as is comprised in the two layers just mentioned. 
The foot of the vessel is never properly formed until 
this stage of the manufacture^ and after the painting 
and varnishing have been completed, when tHis part 
is finished on the wheel, and varnished likewise. The 
work is then fit to be placed in the oven. 

The construction of furnaces and the system fol- 
lowed in baking porcelain in China differ so little from 
the structure and method pursued in England, that 
little need be said here concerning them. It has al- 
ready been mentioned that the nature of the materials 
employed calls for a much higher degree of heat than 
is necessary in our potteries. To insure this, the Chi- 
nese are very careful in providing a rapid draught, and 
in the incessant feeding of their furnaces with small 
billets of wood, so as to insure its most rapid com. 
bustion. The learned Jesuit D'EntrecoUes observes, 
as a thing quite unaccountable, and even inconceivable, 
if he had not witnessed the fact> that notwithstanding 
the enormous consumption of wood during so many 
hours, none of its ashes are ever found upon the hearth 
of the oven. There would have been greater reason 
for astonishment had the contrary fact appeared. The 
rapid draught excited by the disposition of the oven, 
and the excessive degree of its temperature> would serve 
to carry away completely through the flue so light a 
substance as wood ashes. 

' The taste for old porcelain appears to prevail fully as 
much in China as it has ever done in this country. It 
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is asserted by some persons^ that such as was made in 
former days was not only composed of finer materials, 
.but was more perfect in the mode of its manufacture. 
Unfortunately for this assertion, there are workmen at 
King-te-ching^ who make it their occupation to coun- 
terfeit these much-coveted relics of antiquity^ which 
are called ku-tong, and in this they succeed so as to 
deceive the most observant connoisseurs. In the pre- 
paration of these mock antiques there is but Kttle 
Tariation frpm the methods usually practised. They 
are made thicker than modem porcelain, and are made 
to undergo the ceremony of burial for one or two 
months in the most loathsome sink of filth which can 
be found, by which means every appearance of newness 
is effaced. 

Several reasons are assigned for the high price at 
which Chinese porcelain is sold in Europe. One of 
these is, that owing to their very unscientific manner 
of conducting the baking process it rarely happens that 
some, and sometimes a very considerable portion, is not 
spoilt by unequal or excessive heat, and converted to 
8 deformed and shapeless mass. Another reason for 
dearness is, the constantly diminishing supply of the 
materials used, and more especially of fuel, which be- 
comes very expensive. It is added, that as those 
pieces which are prepared for the markets of £urope, 
are of patterns unacceptable to the taste of home con- 
sumers, and as the factors are exceedingly particular in 
rejecting every article which exhibits the slightest defect 
either in form or colour, the prices paid to the manu- 
facturers for such as are accepted must be sufficiently 
high to include the cost of diose which are rejected. 
Notwithstanding these circumstances, the prices at 
which porcelain is now furnished in China are mate* 
rially less than those demanded in ancient times, when, 
we are informed, as much as 100 crowns were given 
for a single urn at the seat of manufacture. The 
emperor monopolises the finest specimens of porcelain 
manufactured in his donnnions, and it has thence been 
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asserted^ that none which has ever found its way to 
Europe gives an adequate idea of the perfection to 
which the Chinese have attained in this manufacture.. 
The Porcelain Tower erected at Nan-king offers proof 
sufficient of the very durable nature of their manu- 
facture. This building is of an octagonal shape^ is of 
nine stories^ and very nearly 300 feet high^ and its 
entire surface is covered with porcelain of the finest 
quality. Although this singular and beautiful edifice 
has been erected more than 400 years^ it has hitherto 
withstood all the alternations of seasons^ and every 
variety of weather^ without exhibiting the smallest 
symptom of deterioration. 

The intimate mixture of the two earthy materials 
so essential to the production of good porcelain is much 
more perfectly attained^ if, after the employment of the 
mechanical means already described, the united mass 
be left for a considerable time before its employment. 
The Chinese frequently extend this interval to a space 
of fifteen or twenty years ; and instances are not un- 
common, where the provident care of a parent leads 
him to prepare as much porcelain day as will suffice 
for his son's use, during the whole period of his life. 

The Chinese excel in the manufacture of brown 
earthenware, which being sold at a very low price is 
used commonly throughout the empire. Porous vessels 
for cooling water are also made by them of fuller's 
earth, which is principally composed of alumine and 
very pure silex, in combination with oxide of iron* 
The name by which porcelain is distinguished in thisj 
the country of its earliest production, is tse-ki. 

An attempt was once made by the government te 
remove the seat of manufacture to the imperial city of 
Pekin. This, however, although no effort was spared 
in the business, proved unsuccessful, and the sole pro^ 
secutjon of the art reverted to King-te-ching, where, 
according to the statement of different travellers, there 
are established 500 factories, giving employment to 
more than a million of artisans. There appears no 
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good reason for believing that the manufacture would 
not have been prosecuted with equal success at Peki% 
if those who directed it had been so disposed ; and the 
different result which has been recorded is supposed to 
have arisen from the disinclination of the manufacturers 
to be brought so closely within the control of a go-^ 
vemment supereminently famed for meddling with the 
private concerns of its subjects. 
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CHAPTER I. 

ON THE nItUBB AND PROPERTIES OF GLASS^ AND THE 
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TABLISHMBNT AT ST. GOBAIN. -^ ITS EARLY FAILURE, AND 
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FLINT GLASS. OF PLATE GLASS. CHINESE UNACQUAINTED 

WITH GLASS MAKING. IMPORTANCE OF THE MANUFACTURE 

IN ENGLAND. GLASS MADE A llOURCB OF REVENUE, 

Many drcumstances contribute to render glass one of 
the most curious and interesting of manufactured sub- 
stances. 

Althou^ perfectly transparent itself^ not one of the 
materials of which it is made partakes of that quality. 
Exceedingly brittle while cold, it becomes^ by the appli- 
cation of heat, so remarkably flexible and tenacious as 
to be convertible into every form that fancy may dictate 
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or convenience suggest. Its great ductility is shown in 
^ very striking manner by the slender filaments •— small 
as the fibres of a spider's web — into which it is spun 
for ornamental purposes. Many hundred feet of these 
filaments may be drawn out from a heated mass in the 
space of one minute. Its pliancy and elasticity are 
proved by the facility with which, when in the state just 
mentioned, it may be bent and retained in various forms, 
and by the energy wherewith its original shape is re- 
sumed at the moment of release from its constrained 
position. 

The impermeability of glass to water, even under a 
considerable degree of pressure, is well ascertained. A 
few years ago, the reverend Mr. Campbell, while on a 
voyage to Southern Africa, among other philosophical 
experiments wherewith he amused himself, caused two 
globidar glass bottles hermetically sealed to be lowered 
by means of leaden weights to the depth of 1200 feet 
beneath the surface of the sea. These, through the 
united and continuous exertions of ten men during 
fifteen minutes, were again drawn up, and were found 
to be perfectly empty. 

The continued exposure of glass to the greatest heat 
whereby it is melted, does not produce any sensible 
diminution in its weight and quantity, or any alteration 
of its properties. It is capable of receiving colours, and 
of retaining them in all their lustre for an indefinite 
period. The strongest acids — ^ with one exception that 
will be noticed — have no effect upon it ; a circumstance 
that renders glass additionally useful in assisting the 
researches of chemists. It is capable of receiving the 
most perfect polish, preserves all its beauty, and does 
not lose the smallest portion of its substance by ihe 
longest and most frequent use. 

The admirable qualities and important uses of glass 
have been so happily pointed out by one of the most 
celebrated writers of the last century, that no apology 
will be needed for the insertion of the passage. 

^^ Who, when he saw the first sand or ashes by a 
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casual intenseness of heat melted into* a metalline form, 
rugged with excrescences, and clouded with impurities, 
would have imagined that in this shapeless lump lay 
concealed so many conveniences of life as would in 
time constitute a great part of the happiness of the 
world? Yet hy some such, fortuitous Uquefaction was 
mankind taught to procure a body at once in a high 
degree solid and transparent, which might admit the 
hght of the sun, and exclude the violence of the wind ; 
which might extend the sight of the philosopher to 
new ranges of existence, and charm him at one time 
with the unbounded extent of the material creation, and 
at another with the endless subordination of animal 
life ; and wtiat is yet of more importance, might supply 
the decays of nature, and succour old age with sub- 
sidiary sight. Thus was the first artificer in glass 
employed, though without his own knowledge or expect- 
ation. He was facilitating and prolonging the enjoy- 
ment of light, enlarging the avenues of science, and 
conferring the highest and most lasting pleasures ; he 
was enabling the student to contemplate nature, and the 
beauty to behold herself." * 

The utility of a substance which is daily and hourly 
rendered serviceable by all classes of persons in almost 
every human habitation cannot need to be exemplified. 
The aids which it offers to scientific researches are almost 
equally apparent. To notice the particular arrangements 
whereby the chemist, the naturalist, or the astronomer 
avails himself of some of the various properties of glass 
in pursuing bis investigations, would lead to descrip- 
tions which, although interesting in a high degree, are 
foreign to the object of this treatise, wherein little more 
than incidental notices can be given, on points that have 
relation to improvements in the manufacture. 

It may be useful, however, to notice here an error, 
not unfrequently made, from observing glass to be thfi 
only transparent material used in making spectadet, 
opera glasses, and other optical instruments. PersoiiB 

* Bamlder, No. ix. 
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Many authorities concar in assigning the merit of the 
inyention to the Phoenicians; and the assertion of Pliny 
is often repeated^ which attrihutes the discovery to acci- 
dent. Some storm-driven mariners were hoiUng their 
food on the sands at the mouth of the river Belus — a 
small stream running from the foot of Mount Carmel in 
Galilee — where the herh kali was growing abundantly^ 
and are said to have perceived that the sand^ when incor- 
porated with the ashes of this plants melted and ran into 
a vitreous substance. It is certain that the sand about 
this spot was well adapted to the manufacture of glass^ 
and probably the glass-houses of Tyre and Sidon were 
supplied thence with this material^ which may have given 
rise to the tradition. 

That the ancient Egyptians. were well acquainted with 
the method of making glass cannot be doubted. The 
beads wherewith some mummies are adorned^ although 
composed of earthenware^ have an external covering of 
glaze^ which is true glass^ coloured with a metallic oxide; 
and recent searchers have discovered among the tombs 
at Thebes some pieces of glass of a blue colour^ similar 
in their composition to the glazing on the beads just 
mentioned. • 

The glass-houses of Alexandria were long famed for 
the skill ax\(l ingenuity displayed by their workmen. 
The Romans were^ at one time^ supplied with a 
great part of their glass ware from that city. A coarse 
and impure manufacture of drinking vessels had been 
prosecuted at Rome from the time of Nero ; but the art 
could have made only a slaw progress notwithstanding 
the encouragement offered by the high prices at which 
glass wares of foreign make were sold in the imperial 
city. The emperor Hadrian^ while at Alexandria^ re- 
ceived from a priest some glass cups of various colours^ 
which had been used in the worship of the temple^ and 
transmitted them to Rome as objects of great value and 
curiosity^ with an injunction that they should be used on 
festivals and other great occasions. 

Utensils of glass have been found among the ruins of 
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Herculaneiim, which city was destroyed in the reign of 
the emperor Titus^ by the same eruption of Mount Ve- 
suTius which cost the elder Pliny his life. It does not 
appear that glass was used for admitting light to dwell- 
ings in Herculaneum^ the largest houses having windows 
made with a species of transparent talc. 

In the British Museum are four large cinerary urns 
made of green glass, which have been pronounced by a 
yery competent authority favourable specimens of the 
proficiency of the ancients in the art of glass-blowing. 
These are round vases of an elegant form, furnished with 
covers and two double handles. The formation of these 
handles is, it is said, *' such as must convince any person 
capable of appreciating the difficulties which even the 
modern glass-maker would have to surmount in their 
execution, that the ancients were well acquainted with 
certain branches of the manufacture." * 

Several ancient authors {Dion Cagsius, Petronius At" 
biter, and Isidorus) relate, that in the reign of Tiberius, 
an architect, who had been banished from Rome on ac- 
count of his great popularity, having, in his retirement, 
discovered the means of so far altering the nature of 
glass as to render it malleable, ventured to return to 
Rome, in the hope of securing both a remission of his 
sentence and a reward for his invention. .This discovery 
not agreeing, however, with the supposed interests of the 
tyrant, who feared lest the value of gold might be low- 
ered by its means, the architect was beheaded, and his 
secret died with him. This is, probably, only another 
version of the story related by Pliny, of the same import- 
ant discovery having been made by an artist in Rome,, 
when such of the populace as imagined that their inter- 
ests would be injuriously affected thereby conspired to- 
gether and destroyed his dwelling. 

A similar discovery, attended by results as unsatis- 
factory, and which is said to have occurred in France in' 
the more modem times of Louis XIII., is recorded by 
Blancourt. He says, that the inventor having presented 

* Memoir on 01ms Incniftationi, by A. FeUatt, Eiq. 
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a bust fonned of malleable glass to the cardiiutl Ridie- 
lieu^ was rewarded for his ingenuity by perpetual impri- 
sonment^ lest the ^^ vested interests" of French ^asa 
manufacturers might be injured by the discovery. 

Without venturing altogether to deny the truth of 
tbese stories^ it would be hard to subject to the charge 
of presumption those persons wbo entertain doubts upon 
the matter. It does not^ certainly^ prove the incorrect- 
ness of the statements^ that no subsequent examiner into 
the arcana of nature has been equally fortunate ; and it is 
SLSsaredly possible that some successful investigator may 
yet be the means of revealing that which has already been 
thus ascribed to more than one experimenter. 

Improbable as the achievement of this would seem, 
it would be scarcely more extraordinary than the trans- 
formation of linen rags into sugar, or die conversion of 
saw-dust into '^ wholesome, palatable^ and nutritious 
food." The purposes both of use and of ornament to 
which glass would in such a case be applied are almost 
endless, and their importance can hardly be over-rated ; 
nor should we in these days have occasion to fear, lest 
the insensate obstructions of some modem Tiberius or 
Bichlieu should step between the discoverer and the 
promulgation of his secret. 

According to our present amount of knowledge, the 
chance of realising such a discovery is^ however, limited 
within the barest possibility. The quality of mallea- 
bility is in direct contradiction to that of vitrification ; 
the existence of the one state seems to be incompatible 
with that of the other. Some metallic substances when 
greatly urged by Are are made to approach towards the 
state of glass^ an4 then lose their malleability; a fact 
which almost implies the impossibility of imparting the 
latter property to glass. Kunkel has indeed observed^ 
that it is possible to produce a composition having an 
external glassy appearance, which should be pliant and 
capable of being wrought under the hammer; and 
Neumann tells us, that in the fusion of muriate of silver 
a ductile kind of glass is formed, which may be moulded 
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or turned into different figures^ and which may be pro- 
nounced in some measure malleable; facts to which 
Henckd has referred in order to account for the tra- 
ditionary stories of the ancients. 

The Latm writers of the Augustan age make frequent 
mention of glass. Virgil compares to it the deamess 
of the water in the Fucine Lake (^n. vii. 759.) ; 
and Horace speaks of the lustre and transparency of 
glass in a way which shows that it could then be made 
widi a considerable degree of perfection. In the year 
220 a tax was Md by Alexander Sererus upon the glass 
manufacturers in Rome^ who at this time existed in 
such numbers^ that a principal quarter was assigned to 
them in that city^ wherein they might carry on their 
processes. This tax was still levied in the rdgn of 
Aurelian. 

The most celebrated specimen of antique glass is the 
Tase^ which during more than two centuries ornamented 
the Barberini palace^ and which^ having been subse- 
quently purchased by the late duchess of Portland^ is 
better known in dris country as the Pcwlland vase. This 
much-admired production was found about the middle 
of the sixteenth century^ enclosed in a marble sarco- 
phagus^ and deposited within the tomb of Alexander 
Severus, who died in the year 235. The body of this 
vase^ which for a long time was erroneously supposed to 
be formed of porcdain^ is made of deep blue glass^ and 
is ornamented with white opaque figures in bas-relief^ 
which are designed and sculptured in the style of 
cameos with a degree of skill which is truly admirable. 

Glass mdted and cast into plates^ is said by St. Je- 
rome to have been used in his time (a.d. 422,) to form 
windows. About a century later, Paulus Silentiarius 
mentions the windows of the church of St. Sophia at ^ 
Constantinople which were covered with glass; and '• 
from this period frequent allusions to the similar use of \ 
glass are met with in various authors. ' 

Long before the establishment of the manufacture 
within this island^ glass was known and used in Eng« 
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land. The Venetians who traded with this country in 
very remote times furnished this among other articles 
of commerce in exchange for tin. The erudite Pennant 
is of opinion^ that glass^making in Britain dates prior 
to the Roman invasion. The Druids were accustomed 
to impose upon their more ignorant followers, hy means 
of clumsily formed heads of coloured glass^ which they 
pretended were endued with the quality of guarding 
their possessors from evil. 

_The venerable Bede^ who lived very near the time, 
and who therefore had good opportunities for ascertain- 
ing the fact^ has asserted in his History of Weremouth, 
that in the year 674 the abbot Benedict sent for artists 
from beyond seas to glaze the windows of the church 
and monastery of Weremouth in Durham^ and* that 
these men were our first instructors in the art of making 
window glass. This art however took root but slowly 
among us; and it was not until the Seventh century 
that glass windows were at all commonly used^ either 
in private dwellings or in public and religious edifices. 
Previously to this time^ light was imperfectly trans- 
mitted through linen cloths or wooden lattices. The 
houses of the commoner people were not, indeed, fur- 
nished with this luxury until the thirteenth and four- 
teenth centuries, in which respect our ancestors were 
greatly behind the inhabitants of Italy and France. 

The following curious entry, extracted from the 
Northumberland household book, makes it apparent that 
at a much later period than the one just mentioned, the 
comfort of glazed windows was not considered as a 
matter of course even in establishments where great 
state and magnificence were maintained. This entry 
occurs in the minutes of a survey of Alnwick Castle 
made in the year 1567 : — 

^' And because throwe extream windes the glasses of 
the windowes of this and other my lords castels and 
houses here in the country dooth decay and waste, yt 
were good the whole leightes of everie windowe at the 
departure of his lordshippe from lyinge at anie of his 
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sade castels and houses^ and dowring the time of 
lordshippes absence or others lyinge in them were ta! 
doune and lade np in safetie; and at sooch tyme 
ether his lordshippe or anie other sholde lye at anie 
the sade places^ the same might then be set uppe 
newe with smale charges to his lordshippe ; wliereas 
now the decaye thereof shall be verie costlie aiid charge- 
able to be repayred." • 

We learn. also from Ray's Itinerary (p. 187.)^ t^at 
'^ in Scotland as late as l66l, the windows of the 
ordinary country houses were not glazed^ and only the 
upper parts of those of even the king's palaces had glass^ 
the lower ones having two wooden sihusters to open at 
pleasure and admit the fresh air." 

When desirous in former times of giving encourage- 
ment to some important manufactures^ the government 
of France was induced to declare their prosecution to be 
nowise incompatible with the dignity of aristocratic 
blood. Early in Uie fourteenth century that govern, 
ment 'made a concession in favour of glass-making 
greatly beyond this point, decreeing^ not only that no 
derogation from nol^ty should follow the practice of 
the art, but that none save gentlemen, or the sons of 
noblemen, should venture to engage in any of its 
branches, even as working artisans. This restriction 
was accompanied by the grant of a royal charter of 
incorporation conveying various important privileges, 
ynder which the occupation became eventually a source 
of great wealth to several families of distinction, whose 
descendants have at times attained to some of the 
highest dignities of the state. 

The good policy is apparent of thus holding forth 
inducements to the only parties then qualified by the 
possession of capital, and probably also by their intelli- 
gence, to establish works upon a scale that could lead 
either to national advantage! or individual profit. A 
middle class of persons, springing from the lower orders, 
)iave since gradually placed themselves at least upon a 
level in point of intelligence with those of more illus. 

K 4 
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bus descent ; and by the exercise of that intelligence^ 
mjointly -with pradence^ have acquired the means for 

dertakfng works of magnitude. This altered state 
of society would render such exclusive privileges not 
merely unnecessary^ but would make them absolutely per- 
nicious. 

Notwithstanding the marked encouragement just 
related on the part of the French government^ some 
time elapsed before the manufactures of France could 
rival those of Italy. Venice^ in particular^ long excelled 
in the quality of its mirrors and drinking glasses^ with 
which the manufacturers of that city supplied the rest 
of Europe. The most considerable of their glas^ouses 
were established at Murano^ a village situated a short 
distance from the city. 

During the ministry of the celebrated Colbert, iome 
French artists, who while residing in the Venetian 
state had acquired a knowledge of the processes used 
at Murano for the making of plate glass, returned to 
France in the hope of profitably pursuing the manu- 
facture in their native country. Such an event falling 
in with the views of Monsieur Colbert, who was anxious 
by every means to extend the useful arts within the 
kingdom, these artists were in the year 1 665 established 
with privileges at Tourlaville near Cherbourg, and an 
advance of money was made to them from the public 
coffers to assist in the formation of their establishment. 
The plates made by this company were blown, after the 
system used in the Venetian manufactories. 

It was not until I688 that the beautiful art of casting 
plates of glass was invented by a manufacturer named 
Thevtut, who, obtaining a patent for the invention to 
continue in force during thirty years, established a com- 
pany and ereeted works in Paris, where plates were cast 
of the then extraordinary dimensions of eighty-four 
inches long by fifty inches wide, a siee which excited 
universal astonishment and admiration. The expense 
of conducting such a manufactory in the metropolis was, 
however, so g)*eat, that the establishment was transferred 
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to St. Gobain in Picardy^ where the undertaking was 
prosecuted^ not without considerable opposition from the 
more ancient association. 

To accommodate the disputes between these rival 
establishments^ Thevart's company was bound not to 
cast any plates whose dimensions should be less than 
sixty inches in length and forty inch^ in breadth. The 
largest piece that had then been produced by blowing 
did not exceed fifty inches in its largest dimension. 
This arrangement failed to produce harmony between 
the rivals ; but in 1 695 that end was effectually answered 
by uniting both companies under the same charter-— 
not however^ as the issue proved^ to their taiutnal 
advantage; — for, possibly owing to a want of the 
salutary spur of competition, the company declined in 
prosperity with sudi rapidity, that in two years* from 
the junction the united body was in a state of insolvency, 
obliged to discharge most of its workmen, and to 
abandon many of its furnaces. 

No blame can be charged upon the French govern- 
ment for the protection and privileges affi)rded to these 
companies. It is probable that without some im- 
munities neither of the establishments could at that 
early period have been undertaken. The instances 
however are rare, and the circumstances whereby they 
have been attended peculiar, in which joint-stock 
trading companies have been prosecuted to advantage. 
The causes of this fact are not difficult of explanation. 
It is seldom that the personal interest of those to whom 
the particular management is intrusted is sufficiently 
strong to insure the requisite amount of attention, or 
the proper degree of pecuniary watchfulness, if even the 
still more unfavourable condition does not arise wherein 
private advantage is opposed. to the general prosper, 
ity, and it is sought to conduct the operations rather 
with a view to individual profit than to the common 
advantage. 

In the following year a new association was formed 
out of the ruins of the old company, under the manage- 
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vaent of Antoine d'Agincourt^ who re-engaged the dis- 
charged workmen and hy the prudence of his arrange- 
ments conducted the affairs with considerable profit ^to 
die adventurers. 

Blancourt^ in his ^' Art de la Verrerie,'* relates as 
the mode in which the casting of plates of glass was 
discovered^ that a person who was melting some of tliis 
material in a crucible accidentally spilt it while fluid 
upon the ground. The metal ran under one of the 
large flag stones wherewith the place was paved, which 
obUged the workman to take up the stone in order to 
recover the glass. He then found it in the form of a 
plate^ such as could not be produced by, the ordinary 
process of blowing. The man's attention being roused 
by this fact, he was unable to sleep ; and conceiving at 
once the superiority of this method for forming mirrors, 
he immediately commenced experimenting ; and before 
the day appeared had proved the practicability of the 
improvement which the purest chance had thus placed 
within the sphere of his observation. This occurrence 
is said to have arisen 200 years before it was related by 
Blancourt, whose treatise is dated in I698. It cannot 
therefore have any reference to the then recent proposals 
and performance of Thevart. 

The manufacture of flint glass was first begun in 
England in the year 1557 at Savoy House in the 
Strand, and in Crutched Friars. In l635 Sir Robert 
Mansell obtained a monopoly for making this kind of 
glass, in consideration of his being the first person who 
employed pit coal instead of wood in his furnaces. 
The art could not at ibis time have reached any great 
degree of perfection, as permission was further conveyed 
by the patent for importing drinking glasses of fine 
quality from Venice, and another half century elapsed 
before this country became independent of foreign 
supply for such articles. 

The second duke of Buckingham has the merit of 
much improving the manufacture of British glass by 
means of certain Venetian artists whom he brought to 
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liondon in I67O. Three years later than this period^ 
the first plates of English glass were made at Lamheth 
under the auspices of the same nohleman. The Tiolence 
of party spirit which characterised that age should lead 
us to receive with caution all estimates of character 
which we may find recorded hy contemporary hio-- 
graphers. Aldiough there was unquestionahly much of 
▼ice and profligacy in the general conduct of this 
favourite of a vicious and profligate master, we may 
yet hesitate to believe that the man who could apply 
himself to the study of letters, and who^ in the manner 
above related^ interested himself in promoting the 
useful arts of life, could at the same time be so utterly 
depraved both in mind and in heart as the page of 
history has represented. 

The first English establishment of magnitude for the n/^ 
casting of plate glass was undertaken in 1773. A '^ 
respectable body of gentlemen at that time obtained a 
royal charter of incorporation, the privileges of which 
were confirmed to them by act of parliament, under the 
style of ^^ The Governor and Company of British Cast 
Plate Glass Manufacturers;" and having subscribed a 
capital or joint stock in eighty shares of five hundred 
pounds each, constructed works of considerable extent at 
Ravenhead, near Prescot, in Lancashire. This under- 
taking, the only one of the kind existing in this country, 
and rivalled by none but that of St. Gobain in France, is 
still prosecuted with success ; and some description of 
its operations will be found in a future chapter of this 
volume. 

It is deserving of remark that the Chinese, whose 
early proficiency in the sister art of manufacturing 
porcelain was so long unrivalled in Europe, have yet 
no practical knowledge of glass making, and that even 
now there does not exist, throughout that extensive 
empire, a angle glasshouse which is properly deserving 
of that name. Glass working is indeeid practised at 
Canton ; but the art is there wholly confined to the re- 
manufacture of old or broken glass of foreign make^ 
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vluch is melted and either blown or moulded into new^ 
forms. 

A similar remark may be aj^lied to the inhabitants 
of Hindostan. Dr. Tennant informs us that ^^ before 
the arrival of the Europeans^ there was not a house in 
aU India furnished with ^ass windows*/' idthough 
^ere aiie not many climates wherein such an employ- 
ment of glass is more conductive to comfort. The 
knowledge which the Hindus then possessed of the art 
of making this material was limited to the manufacture 
of trinkets and trifling ornaments ; in fact^ their inability 
to construct fiimaces of power sufficient to melt together 
the ingredients of which it should be composed rendered 
it impossible for that people to apply themselves to the 
manufacture for any more useful purpose. '' Of its 
adaptation to optical purposes they were so ignorant^ as 
to be astonished and confounded at the effects of a 
common spy-glass." t 

Any more minute enquiries into the origin and 
progress of the manufacture of glass would not ofler 
mudfi either of interest or advantage. The investigation 
would not connect itself with any facts that bear upon 
the history of commerce^ nor throw any light upon 
questions of international policy. The general abundance 
of materials needful for making glass^ and the facility 
with which these can be converted — at least into 
articles fitted for common use — are opposed to its 
becoming under any circumstances an olgect of great 
moment in foreign commerce. The advantage possessed 
by this country in the superior quality and abundance of 
its fuel does not offer sufficient compensation for the 
heavy charges that would attend the transport of such 
bulky articles to countries which themselves possess 
adequate means for prosecuting the manufacture. 

Glass making, in its various divisions^ has long proved 
a very considerate branch of industry in this kingdom ; 
and although^ for reasons that wUl be noticed^ our 

• Indian Recreations, vol. I p. 325. 

t Mill's History of Brit. Inditt, vol. i. p. S61. Quarto editkmr ' 
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contiiiually growing power of attaining comforts has 
iiot occasioned a corresponding increase in the quantity 
retained for domestic use^ our colonial relations haye 
always insured a very considerable export trade to the 
manufacturers. 

The portion of glass made in Great Britain^ and re- 
tained for home sale^ has long been converted into a 
source of considerable national revenue. If articles of 
domestic manufacture are at all legitimate objects of 
taxation^ it does not appear that any peculiar objection 
can be advanced against the extension of the system to 
this particular branch of national industry. The prices 
of such glass utensils as are of most common employ- 
ment cannot be considered great when viewed with 
reference to their beauty and the extreme conl^ience 
which attends upon their use ; while upon articles of a 
more costly description the duty comprises a comparatively 
small part of the price. It would therefore seem little 
likely that any material check to the use of either 
description would be caused by even a considerable 
augmentation of the rate of duty. The result has, 
however^ always disproved the correctness of such an 
opinion^ as every addition which has been made to the 
rate of duty has occasioned a most important falling off 
in the produce of our glasshouses. 

In the year 1812 an additional duty was imposed 
upon glass manufactures generally^ which, it was esti- 
mated by the then chancellor of the Exchequer, would 
produce an augmentation of revenue to the extent of 
328,000/. The immediate consequences, however, of 
this measure, so far disappointed the expectations of 
the minister as to occasion a falling off in the quantity 
manufactured throughout the kingdom of rather more 
than one third, by which means the anticipated increase 
of revenue fell short by the sum of 183^000/. 

The general evil tendency of this system of taxation 
cannot^ perhaps, be better or more dearly exemplified 
than by the statement of a few simple facts connected 
with the manufacture of glass. 
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The average quantity of all descriptions annually 
retained for home use in the three years ending in 179^ 
was 573^782 cwt., while the average quantity consumed 
during the three years ending in 1829^ amounted to 
364>, 156 cwt. ; showing an annual decrease in the manufac- 
ture of 96^6 cwt., notwithstanding the great increase of 
population and the still greater strides in dvilisation 
made during the interval hy all classes of the commu- 
nity. 

If the quantities produced during equal periods of 
three years^ immediately preceding and following the 
last and most considerable advance in the rate of duty^ 
are then contrasted with each other^ the effect appears 
in a yet more striking point of view. The annual 
average quantity made for home use duHng the three 
years ending in 1812 was 413,414 cwt., while the 
average of the three following years ending in 1815 
was 264,931 cwt. ; showing an immediate falling off of 
148,483 cwt., being upwards of 35 per cent, upon the 
larger quantity; a circumstance which could not fail^ 
among other evils, to bring distress and misery upon 
a considerable number of operative manufacturers. 

On the other hand, a diminution in the rate of duty 
on plate glass was effected on the 5th of July, 1819> 
it being then lowered from QSs. to 60s, per cwt. As 
a consequence, the quantity manufactured has since 
been steadily aiid progressively increasing. During the 
three years preceding the abatement, the average quantity 
annually manufactured was 6*209 cwt., yielding a gross 
revenue of 30,424/., whereas the average quantity made 
during the three years ending in 1829 amounted to 
15,235 cwt.^ and the revenue produced was 45,705/.^ 
being an increase of more than 50 per oent.^ derived 
£rom a rate of duty diminished to the extent of 40 per 
cent. 

Could any facts more forcibly point out the pernicious 
tendency of heavy duties upon articles of domestic 
manufacture, or more clearly indicate the course which 
it were wise to follow in remodelling to as great an 
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extent and as quickly as is practicable^ this branch of 
our financial system ? 

It is much to be regretted that any circumstances 
should have arisen to delay the execution of the ex- 
pressed intention of the government altogether to re- 
move the duties upon glass. Whenever this measure 
shall be accomplished^ it can hardly fail to induce such 
an extension of the manufacture as will prove generally 
beneficial to the community.' The abolition of these 
duties would be accompanied by the still further advantage 
of removing all those vexatious* regulations^ and restric- 
tions under which the manufacture is now carried on, 
and which will cease^ as a matter of course, when the 
article is no longer an object of revenue. 

It is principally owing to these restrictions that so much 
foreign glass is now brought into this country in the 
face of what may be considered an amply protecting 
duty. Foreign manufacturers are allowed to make 
any and every article out of that quality of glass which 
will most cheaply and advantageously answer the end, 
while our own artists are forbidden to form certain 
objects, except with more costly materials, which pay 
the higher rates of duty. Nor is this restriction only 
commercially wrong, since it forms matter of just com- 
plaint on the part of chemists, that they are unable 
to procure utensils fitted for effecting many of the nicer 
operations connected with their science, because the 
due protection of the revenue is thought to require 
that such utensils shall be formed out of that quality 
of glass alone which, apart from all considerations of 
price, is otherwise, from its properties, really unfitted 
for the purpose. Relaxations are, indeed, sometimes 
made on this head in particular cases by the com- 
missioners of £xcise ; but the trouble necessarily at- 
tending applications to a public board is greater than 
can be compensated by the trifiing money advantage 
that can result in each case to the manufacturer, and the 
interests of science are, consequently, made to suffer. 
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CHAP. II. 

ON THE VABIOUS INGREDIENTS EMPLOYED IN MAKING 

GLASS. 

GLASS ALWAYS COMPOSED OF SILEX WITH ALKALI. DIFFERENT 

DESCRIPTIOMS OF GLASS. SEA-SAND. SODA AND POTASH.-^. 

• PEARL-ASH. — BARILLA. KELP. WOOD-ASHES. NITRE. — 

LITHARGE. —MINIUM. —MANGANESE. ARSENIC. BORAX. 

CHALK. 

Under the general name of glass^ chemists comprehend 
all mineral substances^ which, on the application of 
heat, pass through a state of fusion into hard and brittle 
masses, and which, if then broken, exhibit a lustrous 
fracture. Most glasses are transparent also ; and the 
non-existence of this property is generally owing to the 
presence of some foreign and unessential substance. 

The glass of commerce — that beautiful manufacture 
to which the generic name is most commonly appUed — 
does not include so wide a range of bodies ; and is al- 
ways composed of some siliceous earth, the fusion and 
vitrification of which has been occasioned by certain 
alkaline earths, or salts, and sometimes with the aid of 
metallic oxides. 

There are five different and distinct qualities of 
glass manufactured for domestic purposes ; viz. 

Flint glass, or crystal ; 

Crown or German sheet glass ; 

Broad or common window glass ; 

Bottle or common green glass ; and 

Plate glass ; 
the materials and the processes used in making which 
form the subject of our present enquiry. 

Before commencing the description of any of the 
manipulations employed in this interesting manufacture^ 
it will be better to give a general account of the differ- 
ent materials used, and to point out how the particular 
qualities of glass are influenced by the properties of 
those various ingredients. 
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Each of the five descriptions contains^ in common 
with the others^ two ingredients^ which^ indeed^ are 
essential to their formation — silex and an alkali. 

The variations of quality^ and distinctive differences 
ohservahle in glass^ principally result from the kind of 
alkali employed^ and its degree of purity^ as well as 
from the addition of other accessary materials ; such as 
nitre^ oxide of lead or of manganese^ white oxide of 
arsenic^ borax^ or chalk. 

Silex is not equally proper in all its forms for the 
<;omposition of glass. Sea sand, which consists of spheri-i 
cal graiiis of quartz, so minute, as to be qualified for 
the purpose without any preparation except careful 
washing, is the form wherein silex is most commonly 
used for the purpose in England. All sea sand is not, 
indeed, equally apphcable to the glass-maker's purpose. 
That used in this country for making the finer descrip- 
tions of ware is usually obtained, either from the port 
of Lynn, in Norfolk, or from Alum Bay, on the western 
coast of the Isle of Wight. 

The best glass was formerly made with common 
fluits, calcined and ground in the manner already de- 
scribed, as used in the manufacture of pottery, and 
hence the name which it acquired of flint glass. The 
employment of silex in this form is now wholly discon- 
tinued in glasshouses, as it is known that some quali- 
ties of sand answer the purpose equally well, while the 
labour and expense of calcining; and grinding are saved 
by the substitution. 

Both soda and potash are well adapted to the pur- 
pose of making glass. They are used in the form of 
carbonates; that is, holding cai:bonic acid in combin- 
ation with themselves as bases. The acid flies ofl* during 
the progress of the manufacture, and the result is a 
compound of silex and alkali. , 

As already stated, the quality of glass is influenced 
by the degree of purity of the alkah. For making the 
finest flint glass, pearl-ash, which is potash in a purer 
form, must be used. This ialkali must previoudy h9 



14^ QUkSB MASVfACSVMW* €HAP. lU 

« 

Still farther purified by wlution md 8ub8ideiice» and 
then evaporating the fluid to dryness. By this pu- 
rification a loss is sustained^ amounting to between SO 
and 40 p» eent. in the weight of pearLash. Coarser 
kinds of alkali, such as barilla, kelp, or wood-ashes, 
which are coBil»ned with many impurities, are em- 
ployed for the production of inferior glass. Complete 
fusion and vitrificatiim are accomplished by diese 
means, the impurities eren being of a nature to assist 
towards the production of these effects. The green co- 
lour imparted to glass, is produced by the iron, which is- 
present in a greater or less d^ree in these coarser alka- 
line substances. Barilla, when sufficiently cheap, is al- 
ways chosen preferably to wood-ashes or kelp. The 
recent abatement of the import duty levied upon this 
article of commerce will, therefore, probably tend to the 
increased consumption of barilla in glasshouses. 

A very small proportion of nitre is used in die com- 
position of glass, to occasion the destruction of any 
carbonaceous matter which may exist in the ingredients. 
This salt must be added previous to the fusion of the 
glass. At a degree of heat much below diat of the 
furnace, nitre will decompose, giving out much oxygen, 
and maintaining such metallic oxides as may be present 
in their highest state of oxygenation. It is thus of use 
in fixing arsenic, the volatile property of which in- 
creases as- it approaches the metallic state. 

Oxide of lead, in th^ form of either litharge or mi- 
nium, is essential to the making of flint-glass, into 
the composition of which it enters very largely. This 
metal acts, in the first place, as a most poweriid flux, 
promoting the fusion of all vitrifiable substances at 
comparatively low temperatures. It is also permanently 
bendidal in imparting highly valuable properties to the 
glasa of which it forms a part. This, by its means, is 
rendered much more dense; has a greater power of 
refracting rays of light ; possesses more tenacity when 
red-hot, causing it for that reason to be more easily 
worked ; and is rendered more capable of bearing un- 
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injured sudden dianges of temperature. On the other 
hand^ glass, into the composition of which much lead 
has entered, is so soft as to he easily scratched and in- 
jured if ruhhed i^ainst hard hodies. Such glass is also 
improper as a recipient for many fluids which are of an 
acrid nature, hy which it would be corroded and de- 
stroyed. Another great inconvenience attending the 
use of lead is this, that it does not become intimately 
enough united with the other components for the whole 
mass to assume an uniform density. It will almost 
always happen, that the glass at the bottom of the pot 
contains a lai^er proportion of litharge than that above. 
This inequality of density is continually increasing as 
the contents of the pot are diminished by the workman ; 
and it is thence impo^ible to withdraw from it any two 
portions whose densities shall agree.* 

Monsieur Guyton Morveau has rdated a very curious 
exemplification of this fact, which once occurred to 
himself when experimenting in conjunction with Mon- 
sieur de Bufibn in the plate-glass manufactory near 
■Langres.t Remaining in the crucible was a portion of 
flint-glass in fusion, composed of thirty-two parts pow- 
dered crystal, thirty-two parts minium, sixteen of soda, 
and one. part nitre. To this was added the requisite 
quantity of the ingredients commonly employed for 
forming plate glass in the manufactory, and tiie wh<de 
was mdted together in the furnace. When the mass 
was sufficiently refined it was laded into the cistern, 
cast on the copper table in the usual manner, and trans- 
ferred to the annealing furnace. Its quality being 
subsequently submitted to examination, the plate was 
found to be composed of two distinct and perfectly level 

* Mr. Faraday has stated, in his paper on the manufacture of glass for 
optical purposes, which appeared in the Philosophical Transactions for 
18.%, that he found, on examining "pots containing glass not moje than 
six inches in depth, made from the usual materials, and retained at a full 
heat for twenty-four hours :" the following difi^rences of specific. gravity 
between the glass taken from the bottoms and surface of the pots :^ 
Top, - 3-38 3-dO 3-28 o'2l 3-15 373 3-86 3-81 331 3'30 
Bottom, 4-04 377 3 85 3*52 3*80 4-63 474 475 399 374 
t Ann. de Chin!i. Toi IxxiiL p. 113. 
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strata through the whole mass^ the lower stratam oc- 
cupying about one third of its thickness. 

So complete an instance of the precipitation of the 
denser through the lighter portion is not elsewhere to 
be met with in the records of glass-making: its oc- 
currence in this particular occasion should probably 
be referred to the actiye agency of some cause which 
escaped the observation of the two philosophers. 

It is a general effect of tbis inequality^ that the glass, 
when wrought, appears waved ; a defect which is par- 
ticularly inconvenient in that which is intended for the 
construction of optical instruments. Glass is also fusible 
at lower temperatures according to the proportion of 
lead which it contains. This quality, which would be 
mischievous for some purposes, is, on the contrary, 
beneficial for others. It is often essential to chemists 
that they shall be able, during the progress of their 
experiments, to bend the tubes with which they are 
operating. 

t Black oxide of manganese has long been used for 
clearing glass from any foul colour which it might ac- 
cidentally possess through the impurity of the alkali 
employed, and in particular from that green tinge which 
marks the presence of iron. This property of manga- 
nese, when in the form of an oxide, occasioned it to be 
anciently known as glass soap, a name which very ac- 
curately describes its use. The circumstances attending 
the employment of tbis substance in glass-making are 
of rather a curious nature. When added in a moderate 
proportion to any simple glass, it imparts a purple 
colour ; and should its quantity be much increased, this 
colour is deepened until the glass becomes nearly black. 
If, while the mass thus coloured is still in fusion, either 
white arsenic, or charcoal, or other carbonaceous matter 
be added, an effervescence is seen to follow, and the 
colour becomes gradually more faint until it altogether 
disappears, and the glass is rendered clear and trans- 
parent. Provided the green hue which it is desired to 
counteract be considerable, the application of a very 
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small quantity of manganese is not followed by any 
sensible tinge of purple ; but the moment that the pro- 
portion is more than sufficient for the purpose^ this 
colour immediately appears^ and must be corrected. 
This correction is performed in a very simple manner 
in the glasshouse^ by thrusting into the pot of melted 
^ass a piece of wood^ which, becoming charred by the 
heat, causes the purple again to vanish ; while a slight 
effervescence as before described, and the escape of nu- 
merous bubbles of air are plainly perceptible. If nitre 
be then added, the purple colour will be restored. 

The reason for these changes it is not difficult to ex- 
plain. The oxide of manganese imparts a purple 
colour, only when in a state of high oxygenation. When 
brought into contact with carbonaceous matter, it is par- 
tiaUy deprived of its oxygen, and loses its colouring 
property. The air bubbles which escape consist of 
carbonic acid gas, which is disengaged by the action of 
the charcoal on the oxide of manganese. The effect 
which follows upon the introduction of nitre is of a con- 
trary nature. When made of a red heat this substance 
gives out oxygen in great abundance, and the manga- 
nese being thus re-invested with the oxygen of which it 
was deprived by the charcoal, resumes with it the 
colouring property. 

Another advantage attending the use of oxide of 
manganese results from its property of powerfully assist- 
ing in the fusion of earthy bodies. It also gives consi- 
derable density to glass, but the same disadvantage 
accompames i^ use^as dready has been noticed Z. 
regard to litharge. Having from its greater specific 
gravity a tendency to settle towards the bottom of the 
pot, the glass by diis means varies in density through- 
out its substance, in addition to which circumstance the 
manganese acts injuriously upon the pots by corroding 
them at the bottom. 

One of the uses of white oxide of arsenic has already 
been described, that, namely, of correcting the colouring 
effects of manganese. It is also a very powerful flux^ and a 
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great temptation to its use is found in its cheapness. It 
should^ however^ be employed with moderation. If a 
considerable time be not allowed for its intimate incor- 
porati(m with the other ingredi«its of the glass^ this wiU 
appear clouded or milky; a fault which will afterwards 
increase with the lapse of time. An excessiye quantity of 
arsenic likewise occasions the ^ass to become gradually 
soft and to decompose^ for which reason the employment 
of drinking-vessds in this condition is unsafe. 

Another^ and a harmless^ application of arsenic in 
glass-making ta, when it is introduced into the fused 
mass in oideM to dissipate any carbonaceous matters 
which result from defects in preparing the alkali. In 
this case^ small lumps of white arsenic are intimately 
blended with the mass by stirring. The great heat 
causes it at once to unite with and to carry off the car- 
bon in a volatile form> leaving the glass entirely free 
from carbonaceous matter^ and nearly so from arsenic. 

Borax i& used in preparing only the finest descriptions 
of glass : its employment is> indeed^ principally confined 
to plate glass. It is too expensive to admit of its fonn^ 
ing part in the composition of common descriptions^ 
although its use in atl cases would be desirable^ as ita 
efficacy in promoting l^e fiusion of vitrifiable substances 
is unrivalled. When borax has been introduced,, the 
compound is caused by it to fiow with great freedom^ 
and to be without specks and bubbles^ which would im- 
pair both its beauty and utSity. Should the alkali 
employed prove deficient in strength, a small portion of 
this salt will serve as an e^MStual remedy. 

Lime in the form of chalk is useful as a very dheap 
flux. It is also beneficial in facilitating the operations 
of the workman in fashioning glass, and it has the pro- 
perty of diminishing its liability to crack on expoauie 
to sudden and great variations of temperature. ChaUk 
can only be used sparingly, however, in the glasshouse^ 
as the escape of carbonic acid causes the ingredients in 
the pet to swell considerably during the fusion. The 
pres^ce of lime in any excessive degree would also occa. 
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sion the rapid destruction of the pots^ upon the substance 
of which it acts with considerable energy. Glass 
wherein lime exists in excess is also rendered cloudy^ 
although the mass while in fusion appears perfectly pel- 
lucid. Not more than about six per cent, of lime can 
be added without risking this defect 
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CHAP. III. 

ON THE CONSTBUOTION OF FURNACES^ ETC. 

8TABILITT OF rURKACE ESSXNTIAL. FRITTINO FURNACE, OR 

CALCAR. — ITS USX. — WORKING FURNACE. — DOUBLE FUR- 
NACE. — PROPORTIONATE DIMENSIONS OF FURNACE AND POTS. 
WOOD-FURNACES. —COMPARATIVE CONSUMPTION OF FUEL IN 

WOOD AND COAL FURNACES. ANNEALING OVEN. UER- 

PANS. OLASS-POTS. THEIR FORMATION AND SEASONING. 

It is essential to the well conducting of the operations 
of glasshouses that their fiimaces should be well and 
substantially built of the best materials^ and according 
to the most approved construction. 

Monsieur Loysel was so deeply impressed with the 
necessity of devoting the greatest degree of attention to 
this branch of the art^ that nearly one half of his clever 
treatise " Sur TArt de la Verrerie" is occupied with its 
details. This author not only gives instructions for the 
choice of materials proper for constructing crucibles and 
furnaces ; but also points out the forms which will be 
found most convenient and advantageous. 

In this country^ and since the appearance of the 
work of M. Loysel, those operations connected with the 
useful arts which depend upon the agency of heat have 
become much better understood than formerly^ so that 
principles for the right attainment of which it was then 
necessary for individuals to search and enquire^ and fre- 
quently even to experiment^ are now become matters of 
every day practice. It cannot^ therefore^ be necessary 
to imitate that author in all his lengthened initiatory di- 
rections for the digging and purifying of clay — in his 
description of the qualities that should determine our 
selection of this material^ or in the detail of mechanical 
arrangements that will prove most efficacious in giving 
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durability to furnaces.* All these particulars may safely be 
committed to the sldlfulness of the professional builder. 

Some other points there are, however, connected with 
iJiis subject, wherein a greater degree of knowledge than 
is at present possessed is indeed desirable. To* persons 
-vdio have bestowed the smallest attention upon the phe- 
nomena of heat and combustion it can scarcely fail to 
appear that science has yet an ample field for research 
there open to her investigations, and that the arts have 
still to look for further and most important benefits at 
the hand of philosophy. 

The whole operations of the glasshouse depend upon 
the stability of its furnaces. In their original structure 
the prudent manufacturer will, therefore, not hesitate to 
avail himself of the assistance pf the ablest builders, and 
to employ materials which are best qualified by their 
density and infusibility for resisting the action of violent 
and long continued l^at. No present saving in the cost 
of construction can at all compensate for the expense and 
interruptions occasioned by the necessity for frequent 
repairs, and still less for the losses of time, labour, and 
materials, that would accompany casualties, the chances 
of which would be multiplied by want of proper atten- 
tion to the matters here pointed out. An equal, and per. 
haps even a greater degree of judgment is required for 
the selection of materials proper to form glass-pots or cru- 
cibles, since these have to withstand the action of heat 
in as violent a degree as any part of the furnace, and 
are additionally exposed to injury from the solvent pro- 
perty possessed by some of the materials, for the fusion 
of which they are employed. These pots are therefore 
made of the most vefractory, that is, the least fusible^ 
materials, and are fashioned with every possible attention 
to their strength* 

* In stating the degrees of consistence of the clay most proper for the 
iiimaces in different parts and stages of their construction. Mr. Loysel 
points out a simple method of ascertaining the attainments of these degrees, 
which has the advantage of being easily accomplished by any workman. It 
consists in dropping a leaden ball of a given weight from a determinate 
height upon the mus, which should be of that density which will aUow 
the ball, by the force of gravitation acquired in its descent, exactly to bury 
jjllplfintheelay. __ 
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Thiee deferent kinds of furnaces are employed in die 
msnnfaeture of glass. One^ wldeh is called die eakar, 
a name corrupted fzoin the French word ealquaiae, is 
used for that caldnatioo of the materials to ^irhich they 
must he subjected previously to dieir complete fusion 
and yitrtficfttion. This process, which is csi^ed fritting, 
a term likewise borrowed from the French, is used for 
various reasons. In the first place, it expels all moisture 
from die materials, the presence of whic^ woidd hazard 
the destruction of die gksa-pots. Next it drives off 
eidier wholly or in great part, the corhonie add gas from 
the chalk taid alkaHes employed, by which means die 
swelling of ingredients in the pots is eidier prevented, or 
moderated within safe limits. This calcination has the 
furdier advantage of de8t];oying all carbonaceous matters 
diat may be present in the materials. But die principal 
object of previous calcination is, that a chemical union 
may be efiSacted, oir at least commenced, between die 
silex, the alkaU, and die metallic oxides. Odierwise, at 
die heal; of the woridng furnace, die alkali would fuse, 
and its comparative l^rxty would cause It to tske it9 
station at die surface, whUe the odier ingredients would 
subside towards die bottom. The uncombnied alkali 
would, m dns case, after acting upon and injuring die 
substance of die orudUes, be,^ in great part, voladMsed 
and lest ; and a portion oi the sand would remain un- 
vitrified, while die glass actually produced wovdd contain 
an excessive quantity of silica. 

These observatiosis do not apply to die preparation of 
matenals for making fiint glass, die fusilnlity of which 
is much greater than that of odier descriptions, owing tx> 
the preseBce of its large proportion of lead. For tlds 
ftaaoa, manufaeturo^ of this kind of glass ap^y die 
process of calcination to the sand alone, widi die view 
of separating fsom it all carbonaceous impurities, pre- 
vious to its admixture widi the remaining materials. 

The name of fixed alkalies has been given to soda 
and potash to denote their property of resisttng^ the 
destructive influence of fire. As diey are volatilised 
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freely by subjection to a red heat, this property cannot^ 
howeyer, be strictly ascribed to either of these sub- 
stances^ and the title must be understood only as 
distingiiishing them from other alkaline bodies, whidt 
are acted upon by comparatiTely low additions of t^n- 
p^ature. 

The calcar is in the form of an OTcn about ten feet 
long, seven feet wide, and two feet high. The coal 
used in heating it is placed in a sort of trough on one 
side, and the flame is made to reverberate from the 
crown of the oven back to the frit. In this operation, 
care is required to keep the degree of heat at aU times 
within that which would melt the materials, and at 
first below the point whereat the yet unootabined alkali 
would be volatilised. p 

The process must not be hurried at first ; but after 
two or three hours the temperature may be gradually 
raised until the mass becomes pasty. Having been kept 
in this state during three or four hours longer, it is then 
removed fifom the eakar and cut quickly, before it has 
time to harden, into square cakes. These are piled away 
for future use. It is the opinion of many glass-makers 
that frit is improved in quality by age ; usdier which 
impression some among them so manage their <^ratioQ8 
as not to Mug their store successively to use until It has 
been prepared for at least twelve months. 

The working fmnAce is that wherein the frit, when 
pkced in the gkfis-pots or crueihlesy is fi^y mdffeed vbA. 
converted into ^ass. These crucibles are deep pots, 
wying in size according to the olajects of the manu-i 
fftctuver, but sometimes large enough for each to contain 
a ton weight of glass. Twelve of these are usually 
placed, at regulair int^ vak, in the circumference of eadi 
kifaft, their only opendng being at the side nearest to the 
waJl ol ^ klb, in whidi they meet with oorreapending 
openings^ ao that tibe pots can be readily charged, and 
tbdr eoatenta as readily removed, by the workmen, who 
stand in recesses formed by projections of the masonry. 
The external form of the fdmaee is circul«r, rising 
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requires a greater space than coal for the developement 
of a given effect. The difference thus arising would^ on 
the other hand^ be lessened by the necessity which we 
are under for covering the pots ; whereas^ if the kihi is 
heated by means of wood^ these may remain uncovered, 
and their contents will, in consequence, be more ef- 
ficiently acted on by the heat. Loysel states *, as the 
result of experiments continued during a whole year, that 
the weight of dry beech wood consumed in a glasshouse 
furnace exceeded the wdight of coal burnt in the same 
furnace, and during an equal period, in the proportion 
of 45 to 28. According to Lavoisier, the heating effects 
of wood and coal are in the proportion of 1089 to 600. 

The result of Loysd's experiment should consequently 
haye shown similar effects from the combustion of 45 
parts by weight of wood, and 24*8 parts of coal ; the 
difference between this last quantity and 28 being, pro- 
bably, the loss consequent upon covering the cruciUes. 

The openings already mentioned, as serving for the 
introduction of the materials into the cruciUes, and for 
the removal of the melted glass, are called boccas. These 
may be closed either wholly or partially, according to the 
need of the workman, by means of movable collars, or, 
to speak more correctly, by temporary screens made of 
fire clay. On either side of each bocca is a smaller cir- 
cular opening, sometimes called a hoccareUa, but more 
generally by the familiar name of nose-hole, tiie parti- 
cular use of which will be explained hereafter. 

The annealing oven, or lier, is a long, low, rectan- 
gular chamber, heated at one end, and famished witii 
numerous shallow iron trays, which can be passed easily 
along the level bottom of the chamber. These trays are 
called lier^pans, or fraiches; which names, together with 
those of several implements used in glasshouses, are evi- 
dently adopted from the French. 

As regards the structure of the annealing chamber, 
there is nothing that particularly requires notice, or that 
win not be rendered sufficientiy dear by the explanation 

• L* Art de la YenrerU^ p. 73. 
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of its use, that will be giyen in tbe follawing chapter^ 
whib describings in their regular course^ tiie consecutive 
processes of die manufacture. 

Every ^asdbouse should possess within itself the 
means of making all the crucibles and other earthen 
utensils that may be required for its operations. The 
eonveyanoe of these from any considerable distance would 
add materially to their -cost^ not only by the mere ex- 
pense of carriage^ but through the greater liability to frac- 
ture^ whereto such unwieldy vessels would in that case 
be subject. 

These crucibles^ or glass-pots^ should be made with 
five parts of the best Stourbridge fire clay and one part 
of old broken crucibles ground to powder for that pur- 
pose. Great nicety is required in mixing these ingre- 
dients and in working them together^ in order to drive 
out from their substance every particle of air^ the pre- 
sence of which would^ by its expansion in the furnace^ 
occasion the immediate breaking of the pots. 

The method invariably pursued for kneading the clay 
Fig, 3. is, that the workman treads on it for 

a considerable time with his naked feet, 
turning it over from time to time, so 
that every part may, in its turn, be 
subjected to the required pressure. 
An attempt was recently made by a 
glass manufacturer to employ machi- 
nery for the purpose; but after having 
incurred considerable expense, and exerted much inge- 
nuity in perfecting his apparatus, this gentleman has re- 
verted to the old inartificial method, as being decidedly the 
best calculated to insure the goodness of his crucibles. This 
attempt at improvement was not relinquished, until the 
losses which were sustained in its prosecution became of 
serious moment. 

After the crucibles are formed they are suffered to re- 
main for a considerable time in the apartment wherein they 
were made, in order that they may dry equally through- 
out their substance. It is not, indeed, considered pur- 
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dent to remove them from this situation unti} they shall 
have been formed for at least a twelvemonth. 

For some little time before a pot is put to use^ it'^mnst 
be placed in an apartment wherein heat can be artificially 
admitted^ and either raised or lowered at pleasure. It is 
then removed for about three days to a furnace parti- 
cularly appropriated to the baking of pots ; and here the 
temperature^ which at first is moderate^ is gradually in- 
creased^ until at last it is made nearly as intense as that 
of the working furnace^ for insertion in which the cru- 
cible is then sufficiently fitted. 

With all the skill and care that can be employed in 
their manufacture, these crucibles will frequently break 
during a very early period of their use^ and the loss 
occasioned by that means to the manufacturer is in many 
ways one of very serious importance. 
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CHAP. IV. 
ON THB MANUFACTURE OF FLINT GLASS. 

THE MOST BEAUTIFUL AND COSTLY KIND OF GLASS. DCFORTANCX 

OF ITS QUALITY FOB, OPTICAL FUB-POSES. EXPERIMENTS FOR 

ITS IMPROVEMENT—- UNDERTAKEN BY THE ROYAL SOCIETY —^ 

PROMOTED BY GOVERNMENT. DISTINGUISHING PROPERTIES OF 

FLINT GLASS. TO WHAT OWING. ^ DIFFERENT COMPOSITIONS. 

PROCESS OF MELTING. GLASS-GALL. ITS USE. — CURIOUS 

PHENOMENON. IMPLEMENTS. — COLLECTING GLASS ON ROD. 

MARVER. PARAISON. BLOWING. -1- RE-HEATING. 

ELONGATING. — PONTIL. FASHIONING. DETACHING. — 

REMOVAL TO ANNEALING OVEN. MOULDING. ANNEALING. 

WHY INDISPENSABLE. — BOLOGNA PHIALS. RUPERT*S DROPS. 

Flint glass — known in foreign countries under the 
name of crystal — retains among us the title originally 
imparted by its principal ingredient^ although the use of 
flint in its composition has long sinee been discontinued. 

This glass is the beautiful and peculiarly refu^ent 
oompound whereof the finest articles designed for do- 
mestic use or for ornament are made. Of all the vitri- 
fied compounds that are manufactured^ it is the heaviest 
and the most brilliant ; the one most easily fashioned by 
the hand of the workmain^ and that which has the greatest 
refractive power. It is also^ from the nature of its 
constituent materials^ the most costly. 

Vessels of flint glass cannot^ however^ be properly 
applied to all purposes. If^ for instance^ they are used 
to contain carbonate of ammonia^ they will very soon 
become sq exceedingly brittle^ that the very slightest 
apparent cause wiU occasion pieces to fall out. Common 
green bottle glass is not liable to this objection. 

Were we to judge from the practice of diflerent ma- 
nufacturers^ in bringing tc^ether the ingredients that 
form this compound^ we must believe^ that to adhere to 
any exact proportions is by no means indispensable. In 
ahnost every diflbrent glass-house a pecuHar recipe is 
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followed^ and no two writers upon the subject agree in 
their statement of the exact doses wherein any of its 
components should be used. It i^ by no means believed, 
however^ that these vague proceedings are without incon- 
venience^ or that some particular compound might not 
be discovered and adopted which^ for many purposes, 
would be superior to every other. 

The employment of this species of glass in the con- 
struction of optical instruments renders every attempt 
towards its improvement a matter of universal interest 
and importance. A * committee of scientific men have 
been for some years engaged^ at the expense of govern- 
ment^ in a series of experiments, with a view to discover 
some composition by which glass may be obtained in 
large pieces^ free from those defects which have hitherto 
circumscribed the power of telescopes within a narrow 
limit. In such investigations^ however^ great difficulties 
are to be encountered ; and a long time is as necessary 
as great talents to overcome them. The progress which 
has been made by the committee^ though not perhaps so 
great as the lovers of science could have wished^ is stiU as 
great as the difficulties of the subject — even in the most 
able hands — would have led us to hope for^ and is 
sufficient to justify sanguine anticipations of future 
success. 

The properties of flint glass which distinguish it from 
other vitrified substances are owing to- the presence of 
some metallic oxide. All metals^ when oxidated^ will 
combine \^th silica and alkali to form glass. Few of 
them are^ however^ properly qualified for the purpose^ in 
consequence of their imparting colours to the mass. The 
oxides of lead and of bismuth are the only two which 
may be used in sufficient quantity without producing 
this inconvenience ; and as lead is by much the cheapest 
of these metals^ it is always preferably employed in the 
manufacture. An over dose of lead will^ indeed^ dis- 
colour glass^ imparting to it a tinge of yellow. 

It is essential to the goodness of ^e glass that no 
mpurities or foreign matters should be combined with 
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the lead^ and as the adulteration of its various oxides is 
both easily effected^ and di£ScuIt of detection^ the glass^ 
maker who does not prepare this substance for himself^ 
should make his purchases only from persons on whose 
probity he can rely. Loysel recommends the use of 
minium^ as bemg less susceptible of adulteration than 
the other oxides of lead. £nglish glass-makers more 
frequently employ litharge. 

The author just mentioned gives as die composition 
of crystal, where coal is employed as fuel, — 

White sand - - - 100 parts. . 
Red lead - . - 80 to 85 

Pearl-ash - - - - ^5 to 40 
Nitre *- - - - 2 to 3 

Oxide of manganese ^ - 0*6 
Where wood is used for the reduiStion of the ingre- 
dients, and where> consequently, the crucibles may be 
left uncovered during the process, a different mixture is 
preferred. In this, a much smaller proportion of me« 
tallic oxide is added; and the reason assigned by 
M. Loysel for this variance is, that the air, having con- 
stant and unimpeded access to the surface of the glass, 
supplies any deficiency of oxygen, while the process is, 
dirough the more <Urect application of heat, more 
quickly performed, and the glass when manufactured is 
harder and more durable. The proportions given for 
this compound are, — 

White sand - - _ 100 parts. 
Red lead - - - 50 to 66 

Pearl-ash - - - 30 to 40 ' 
Oxide of arsenic - 0* 75 to 1 

The specific gravity of this glass will not be so great as 
that of the former compound in the proportion of 29 
to 32, and its refractive power will evidently be smaller 
also. 

Messrs. Aikin, who, as a matter of scientific re- 
search, formerly directed their minds to the consideration 
of tiiis important branch of manufacture, and who 
then made many experiments connected with the art of 

M 2 
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gUuK^making^ state* that a very excellent article may be 
made from — 

120 parts fine clean white sand ; 
40 ■ well purified pearl-ash ; 
35 — lithi^e or minium ; 
13 ' nitre^ and a small quantity of the black 

oxide of manganese ; 
the superior fluxing power of the nitre supplying, in 
that respect, the difference which exists in the propor- 
tion of lead, between this compound and the first for- 
mula of Loysel. To introduce so large a dose of 
metallic oxide as is recommended by the French author 
produces an inconveniently soft materiaL That the 
proportion is excessive may well be inferred from the 
fact ascertained by Dr. Priestley, that if a tube of glass 
so compounded be made red-hot, and a stream of hy- 
drogen gas be passed through it, the whole inner surface 
will be covered with a half brilliant black substance, whidi 
results from a partial reduction of the lead^ and moisture 
will appear at the further end of the tube^ 

The result of many preliminary experiments made on 
a recent occasion by Mr. Faraday, with the object of 
producing perfectly homogeneous glass for optical pur- 
poses, induced that gentleman to give the preferei^ce 
to a compound of silica, boracic add^ and oxide of 
lead, brought together in single proportionals, and which 
he therefore designates a silicated borate of lead. 

The important aim of Mr. Faraday's enquiries in- 
duced him to neglect no one particular by which they 
could be forwarded, and he accordingly employed all 
those chemical means with which he is so perfectly 
acquainted to insure the absolute purity of the ingre- 
dients which he thus selected. 

The oxide of lead was converted from the state of 
litharge into a nitrate by first washing it and separatii^ 
the carbonaceous and ferruginous particles, and then 
placing it in a dean earthen vessd^ and dissolving in 

* Dictionary of Chemistry, toL L p. 4S& 
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dilute nitric add^ so as to fonn a hot saturated solu- 
tion. After 18 or 24 hours the crystals which ht^d 
formed were collected^ broken up into small particles^ 
and repeatedly washed in fresh clear portions of the 
mother liquor^ in order to remove any insoluble depo- 
sited matter. When thus perfectly cleaned the broken 
crystals were drained^ and then dried by being placed in 
a sand bath and constantly stirred^ after which they 
were preserved in glass bottles for future use. 

Mr. Faraday was enabled to procure pure boradc 
add in crystals from tibe manufacturers^ subjecting it in 
every case^ however^ to careful examination^ and testing 
it by various agents to ascertain the absence of im« 
purities. 

Sand from the coast of Norfolk needed no olher pre- 
paration to insure its purity than to be well washed and 
calcined^ and this was the only source whence Mr. Fara- 
day drew his supply of silica. 

The previous fritting described in the last chapter 
was formerly performed for die manufacture of all kinds 
of glass ; but^ as regards the kind under description^ is 
not now adopted. The materials are used in a state 
of greater purity^ and the process is^ on that account^ as 
well as for anodier reason already given^ no longer con- 
sidered advantageous. 

The ingredients having been intimately mixed^ are 
cast^ by means of clean iron shovels through the side 
openings^ into the crudbles ; which^ previously to this^ 
must be brought to a white heat. The pots are filled at 
once with the mixture; but as the bulk of this decreases 
materially in meltings a fresh portion must be added 
when this effect has been produced ; and this operation 
is repeated until^ by these successive fillings^ the vessels 
at length become folly charged with melted glass. Be- 
fore any fresh portion of materials is added^ that already 
in the crucible must be completely melted. AVhen this is 
lully the opening through which the charge was introduced 
is materially lessened with wet day^ so that only a narrow 
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hole remains^ through whidi the impurities may he i^ 
moyed^ and small portions of the contents may^ from 
time to time^ he drawn f(xr examination. 

Immediately upon the materials heing placed in the cru«» 
dhles^ the heat of the furnace is raised to its highest point. 
The contents are soon ohserred to sink down m the state 
of a soft paste^ and ere long become perfectly mdted. 
The glass -does not^ however^ immediately hereupon 
appear transparent^ but loses its opacity by idow de^^nees, 
as a white porous scum^ known by the name of sandiver, 
or glasS'^galij rises through the mass and is removed. 
This scum appears to consist of salts^ whieh more or less 
exist in alkalis^ and which salts^ baring little or no affi. 
nity for silex^ and being specifically lighter than glass^ 
rise to the top. Another foreign substance is sometimes 
found at the bottom of the pots^ and is removed when 
the g^ass is worked oSi This^ which is also called san« 
diver^ is of a nature altogether difi^nt from the scura 
before mentioned^ being a ritrified mass of metallic and 
earthy impurities. In the strong heat of the furnace 
glass-gall is exceedingly volatile ; so that^ if not removed 
as it fpnns on the surface^ it would all be dispersed in 
the form of a dense vapour^ very dark at first> and grow* 
ing white by degrees^ as the glass becomes purer. This 
vapour is very corrosive^ and acts injuriously upon the 
tops of the crucibles. 

Sandiver is ptirchased by refiners of metals^ who use 
it as a powerful flux. It is necessary that the whole 
of this substance should come awi^ before the glass ia 
withdrawn from the pots for use> otherwise artidea 
fbrmed with it will appear doudy^ and filled with ImbUeSrf 
A very strong and long continued heat is generally nu 
quired before the whole impurities are dischaxged. As the 
process advances^ the glass proves increasingly flexible^ 
bearier^ imd less brittle, till at length the glass-gaU is 
altogether thrown ofi^ no more vapours rise, the bubblea 
expand, rise to the surface and burst, and the whole ie 
seen to be colourless and translucent. 
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In this stftte^ nitrification is complete^ Imt the glass is 
too fluid to be fashioned^ and for this purpose its tem- 
perature must be lowered by stopping the dri^ught of the 
furnace in that particular part where the crucible is 
placed ; the day wherewith its opening was lessened is 
then removed^ and the operations of the glass-blower may 
foe commenced. 

When cooled to the heat most proper for its being 
wrought^ the glass has lost its perfect fluidity^ being 
of a consistent and tenacious mass^ soft enough to yield 
to the s%htest external impression^ yet capable of 
being bent, pulled, and fashioned into all imaginable 
shapes, without cracking or parting with its tenuity; 
fio that if in this state it foe stretched or drawn out, 
it will preserve the form of a solid fibre, constantly 
decreasing in its diameter, and will not separate untU 
reduced to the merest filament Wlien no longer heated 
to redness, glass becomes rigid, brittle, and transparent- 
During the whole time employed in working a pot of 
g^s, which yaries from fiye to twenty hours, and is 
sometimes even longer, its consistence diould be main- 
tained as nearly as possible at the same point, and to 
flficceed in thi^ calls for considerable atteption on the part 
of the workmen. 

The contents of all the crucibles do not cmae into tbfi 
working iitate at the same moment, but no ii\]Ury arisefi 
from this cause, as glass may remain for a very consider- 
able period in the melted state without, in any respect, 
altering its qualities. The fusion and perfect refining of 
flint glass, as here described, are usually completed in 
about forty-eight hours from the first charging of the 
cnicibles. 

In the operations of a gilasshouse it is, indeed, com^ 
fnon, purposely to manage the vitrifying of th^ materials 
flo that the contents of the different crucibles shall be 
Inrought to the state proper for blowing in Gfuccession, 
^at when the glass contained in one is all worked up, 
that in another shall be in perfect readiness for use. By 
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this arrangement the workmen experience no interrup- 
tion^ and the heat of the furnace is constantly main, 
tained^ which last is a consideration of some importance; 
for if, through any accident^ the temperature he allowed 
to sink in a material degree^ considerahle expense of 
time and fiiel are required for its restoration. 

It is hy no means advisahle to employ in the form- 
ation of the same glass vessel materials drawn from moye 
than one crucihle. Although the original composition 
may have been altogether identical^ and the fusion of aU 
has been simultaneously carried forward in the same 
furnace, still a minute difference may^ and generally will^ 
exist in the constituent proportions of each mass^ arising 
£xmi an accidental Tariance of draughty and consequently 
of heat^ in different parts of the furnace^ whereby some 
crucibles may have been made to part with a larger pip. 
portion of their alkali than others. Any circumstances 
which interfere with the perfect sameness of quality in 
every part of vessels formed of glass renders them more 
liable to break on exposure to sudden changes of tem- 
perature^ by reason of their differing tendencies to ex- 
pand and contract under such circumstances. 

The implements used by glass-blowers are feW in 
number^ and exceedingly inartificial in their form and 
construction. The principal one is simply a hollow iron 
rod or tube^ about five feet long, upon one end of whidi 



the workman collects the quantity of melted glass that 
will suffice for forming the artide intended. - In this 
operation the rod is dipped into the pot and tamed 
about several times. If the size of liie vessel requires a 
considerable weight of glass for its formation^ the rod 
is taken out and exposed momentarily to the current of 
air^ by which means &e surface of the glass already 
o(dlected is sufficiently cooled for a fresh portion to ad« 
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here^ and this proceeding is repeated until enough ic 
ooUected for the object. 

When the rod thus loaded is withdrawn from the 
orudble^ it is held for a few seconds in a perpendicular 
position^ the end to which the glass is attached being 
nearest to the ground^ that by its own weight the mass 
may be lengthened out beyond the rod. The next oper- 
ation is to roll the glass on the flat surface of a smooth 
horizontal iron plate called the marver^ a name corrupted 
from the French word " marbre" By this means the 

Fig.S. 




parades of glass are agglomerated in a cylindrical form> 
whidi is then called by the workmen a parai8on. The 
workman then applies his mouth to the other end of the 
tube^ and blows strongly through it^ so that his breathy 
penetrating the centre of the red-hot glass^ causes it to 
be distended into a hollow globe. The pressure of the 
breath must be continued upon the tube for a few 
seconds to'^prevent the return of any portion of the air 
through the tube^ otherwise the externa] air being more 
: dense than the''heated portion confined within^ the globe 
would collapse : when it has been somewhat stiffened 
hj ooolingy this accident is no longer to be apprehended. 
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plex nature of its fonn^ to occupy much time in ite 
manufacture^ it must occasionally be re-heated^ as its 
increasing rigidity makes it more difficult of manage- 
ment. 

To insure thie requisite regularity in shape and size^ 
the workman is provided with compasses and a scale 
marked off in feet and inches. 

The finished article is detached from the pontil in the 
same manner as it has previously been from the blowing 
tube^ by wetting it at the point where it is attached^ and is 
then dropped gently on a bed of ashes kept at the man's 
side for the purpose. It is then taken up on a pronged 
sticky or, when from its shape this mode is inconvenient or 
impracticable, the glass is made to rest during the detach- 
ing process on a wooden shovel, wherein it consequently 
remains when divided. In either case a boy in attend- 
ance conveys it without loss of time^ and while yet 
exceedingly hot, to the annealing oven. 

If it be required to give to the article any form or 
pattern which is unattainable by the simple means 
narrated, a mould is provided, into which the glass is 
placed while it is being blown, and where it receives the 
requisite impression with as much facility and faithful- 
ness as wax. 

The process of annealing is one of very great import, 
ance ; without it, glass would be liable to fly with the 
smallest change of temperature, and would break with 
the merest scratch or touch, or even without any ap- 
parent external cause of injury. The most reasonabfe 
theory which has been proposed in explanation of this 
disposition in unannealed glass is, that by its sudden 
cooling the external particles are forcibly contracted^ 
while the inner substance still remains soft and ex- 
panded. The two portions thus take up positions, in 
relation to each other, very different to those which they 
would occupy if the contraction of the whole had gone 
forward equally and gradually. By this means a con- 
stant strain is kept up between the different parts, and 
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should a force be applied of a nature to rive any the 
smallest portion asunder^ the equilibrium of resistance is 
deranged^ and the elastic quality of the glass causes the 
injury to be felt strongly and suddenly^ but very un* 
equally through the whole mass. 

This theory appears to receive confirmation from the 
well known and often repeated experiments made with 
the Bologna phial and with Rupert's drops. The first 
is a phial of ordinary shape made of any kind of glass^ 
much thicker at its bottom than in its upper portion^ and 
whidi has been suddenly cooled in the air. This phial^. 
from its thickness^ will sustain a considerable blow from 
any blunt instrument^ or will bear uninjured the sudden 
concussion caused by the fall of a leaden bullet. But if 
any hard and angular substance^ such as a minute 
portion of gun flint or even a grain of sand^ be drop, 
into it^ the bottom will crack all round and drop off 
In performing this experiment if the glass be very 
brittle and the substance dropt upon it be very hard 
and sharp — a cut diamond for instance — this has been 
aeen to pass through the thick bottom with apparently 
as little resistance as would be offered by a cobweb. 

The greater comparative thickness of the bottom is 
an indispensable quality of these Bologna phials^ and 
the more considerable this disproportion is made> the 
more easily will the disruption be effected. Some of 
these vessels have been struck by a wooden mallet and 
were uninjured notwithstanding the force applied was 
sufficient to drive a nail into most kinds of wood ; and 
yet the glasses broke readily when a small shiver of 
flint weighing only two grains was gently dropt within 
them, Flint being very hard^ and its angles when 
fractured extremely sharps its points of contact with 
the glass are exceedingly small^ so that the effect 
produced by even so very minute a portion of this sub- 
stance will be comparatively greater than would accom- 
pany the blow given by a much larger but softer and 
less angular body^ and which for these reasons would 
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divide the shock between a greater comparative number 
1^ particles of the glass. 

Another theory has been proposed in order to account 
for this singular property in certain forms of unannealed 
glass. It has been imagined that the sudden cooling 
of glass may occasion it to be more electric than is con- 
sistent with the cohesive attraction of its particles^ and 
that the sudden setting in motion of the electric fluid 
which glass contains^ may occasion throughout the sub- 
stance a propagation of me motion of that fluids which 
will go on accumulating within itself a force too great 
to be at length resisted. 

This theory is by no means free from difficulties, yet 
it seems to derive support from a fact which was de- 
veloped in the course of some experiments made before 
the Royal Society, in which glass vessels, the thick 
bottoms of which were only slightly rubbed by the 
finger, broke after the interval of half aii hour had 
occurred from the time of rubbing. 

Rupert's drops are small solid pieces of common 
green glass, which have been dropped while red-hot into 
cold water, and which are thus caused to take the form 
of rounded lumps elongated into a land of tail. The 
spherical part will bear very rough treatment without 
injury ; but if the smallest portion of the tail be broken 
offy tibe whole article instantly bursts into a countless 
number of fragments, so minute as to produce only a 
slight stinging sensation in the hand by t^e sudden 
disruption. If one of these drops is immersed in a 
phial or tall glass filled with water, and its end be 
broken off with a pair of pincers, the bulb will be rent 
so suddenly and with so great a force as will infallibly 
break the vessel wherein it is contained. The stoutest 
wine or beer bottle would not be strong enough to with- 
stand the shock. 

. Messrs. Aikin completely destroyed this property in 
drops of this kind and in Bologna phials, by heating 
them to redness and then allowing them to cool gra- 
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does not arise firom any complexity in the manipulationa. 
Although^ in common with nearly all the manual arts^ 
these OBill for long practice to insure proficiency^ they 
are yet exceedingly simple in their nature. But there 
is something more than ordinarily striking — perhaps^ 
eren^ it may be said fascinating — in watching die pro^ 
gress through which a substance^ in its usual state rigid 
and brittle to a proverb^ passes^ by rapid conversion^ 
from a glowing and shapeless lump to a perfect article 
of most elegant manufacture. The absolute control 
which the workman exercises over its form and sub- 
stance ; the perfect ease and security wherewith he pulls^ 
and twirls, and divides, and joins, a matter which we 
are accustomed to handle with only gentleness and care ; 
never fail to excite a high degree of admiration even in 
those who have had frequent opportunities for witnessing 
the processes. 

The amusement to be derived from watching the 
operations employed in many branches of manufactu^ 
Is probably much greater than would be imagined by- 
persons who have not so indulged their curiosity ; and 
among these manufactures, although there are doubtless 
many that call in a higher d^;ree for our admiration as 
proofs of the genius and perseverance of man, there la 
not one calculated to afibrd, for the time, more gratifi- 
cation than the operations of a glasshouse. 
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CHAP. V. 

ON THE MANUFACTURE OF GROWN QLASS^ BROAD GLASS, 

AND BOTTLE GLASS. 

BXSCBIPTION OF CROWN GLASS. HARDER THAN FLINT GLASS. 

-—MORE DIFFICULT TO FASHION. ITS COMPOSITION. IN 

f RANCX. IN ENGLAND. FRITTING. — CULLXT. REFIN- 
ING. SULPHATE OF SODA. VEGETABLE CHARCOAL. *— GA- 
THERING. BLOWING. — RE-HEATING. FLATTENING. 

TRANSFERRING TO PONTIL. — * TWIRLING. — EXPANDING. -^ 
OPENING. ANNEALING. — NICE REGULATION OF TEMPER- 
ATURE REQUIRED IN THIS PROCESS. QUALITIES OF CROWN 

OLASS. — GERMAN GLASS. — > BROAD GLASS. — INFERIOR TO 
CROWN GLASS. — ITS COMPOSITION. — PREPARATION. — WORK- 
ING* — BURSTING. — OPENING. ANNEALING. — BOTTLE 

GLASS. MANUFACTURE CHECKED BT INCREASE OF DUTY. 

COMPOSITION. RESTRICTIONS AS TO MATERIALS. THEIR 

BkD TENDENCY. — SUPERIORITT OF BOTTLE GLASS FOR CER- 
TAIN PURPOSES. MATERIALS EMPLOYED IN FRANCE. — AT 

NEWCASTLE. FASHIONING. MOULDING. EXPERIMENTS 

\ SUGGESTED BY COUNT CHAPTAL. — KUNGSTEIN. — VOLCANIC 
ORANITE. 



The name of crown glass is given to the best kind of glass 
commonly used in making windows^ and for like purposes. 
In the composition of this material^ no lead or metallic 
oxide enters as a fluxing agent. A small quantity of 
manganese is frequently used^ and sometimes also a 
minute portion of oxide of cobalt; but the object of 
these additions is the correction of a faulty colour in 
the glass^ arising from impurities in the sand and alkali. 
This kind is^ therefore^ much harder than flint glass> 
and would consequently be more difficult to fashion^ if 
it were desired to give it any other form than that of a 
plane surface. 

The composition of crown glass varies considerably. 
Loysel has given several difierent recipes for its form* 
^on* That which he most recommends^ stating that 
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it is employed at the extensiye works of St Crobain, 
consists of 

Fine white sand 100 parts. 

Carbonate' of lime 12 

Carbonate of soda^ calcined^ 45 to 48 • 
Clippings of crown glass 100 ; 
with such additions of manganese and oxide of cobalt^ as 
may be required to correct impurities and remoye the 
colour which they occasion. By proper carefalness in 
selecting and purifying the ingredients^ the employment 
of these metallic bodies is rendered unnecessary. 

Crown glass is generally made in France of 100 
parts of fine white sand^ 50 to 65 parts potash^ 6 to 12 
parts dry slaked lime in powder^ and from 10 to 100 
parts of broken glass of similar quality : this composition 
is frequently employed in that country for the manu- 
facture of common drinking yessels^ as well as of window 
panes. 

In England^ this material has usually been composed 
of fine Lynn sand^ kelp^ and slaked lime; the proportbna 
of these ingredients varying according to the quality of 
the kelp^ some kinds of which contain a greater amount 
of alkali than others. That from Orkney is considered 
to be the best^ not only on this account^ but also because 
the glass of which it is made proves of a better colour 
than where Scotch or Irish kelp is employed. The 
proportions when the kelp is of the best quality are^ 

Fine sand 5 budiels or SOO pounds* weighty 

Ground kelp 11 or 830 

Slaked Ume 15; 

which ingredients are fritted in the calcar as already 
described^ preparatory to their fusion. When put into 
the crucible^ about half its weight of broken glass^ or^ as 
It is called in the manufactory^ cullet^ is added to the 
frit. This compound requires to be kept in fusion at a 
high degree of heat during thirty-five to forty hours^ 
in which time an intimate union of all the parts takes 
place ; the glass refines itself by throwing ofi^ all its 
sandiver^ and becomes perfectly transparent. It is not 
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adrisabile to use a krger proportioD of broken and refuse 
glass than that just mentioned^ because^ by its long ex. 
poauie to heat when in fuidon^ glass is made to give up 
a portion of its alkali^ becoming harsher and less, fusible. 
The quantity of glass usually employed is serviceable by 
sooner bringing the pot to a working state; but any 
larger quantity would^ for the reason just stated^ sensibly 
alter the quality of the whole contents of the crucible. 
The fragments^ before they are used^ are first heated, 
and then suddenly plunged into cold water, which, 
renders it easy to reduce th&ai to powder. 

A very superior quality of crown glass is . made by 
the mixture of 

120 parts by weight of White sand, 
60 Purified pearl-ash, 

SO Saltpetre, 

2 Borax, 

1 Arsenic. 

If the colour should prove yellow, this is corrected 
by the addition of a small quantity of manganese. 

Another composition, cheaper than the foregoing, 
consists of 

120 pounds of White sand, 
50 Unpurified peajrUash, 

^ 20 Common salt, 

10 Saltpetre, 

4 Arsenic, 

and 3 ounces of Manganese. 
This produces glass of a good and useful description, 
much employed in the manufacture of apothecaries' 
phials. 

The late M. Gehlen,.who was well experienced in 
the art of glass-making, composed crown glass of the 
following materials * : — 

Sand 100 parts. 

Dry sulphate of soda 50 

Quick lime in powder [17 to 20 

Charcoal 4. 

*■ Aimides de Chlmie et de Fhytique. Fenier, 1816. 
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In ihis case the sulphuric acid in comhination with the. 
soda is decomposed by the charcoal^ and driven ofS 
during the fusion^ leaving the soda to unite with the 
sand. M. Gehlen made many experiments to ascertain 
the effects of various combinations with sulphate of 
soda^ and found that this salt could be used witiliout the 
addition of any other saline flux. If mixed with only 
sand> the vitrification was very imperfect even after 
long continued heat. The addition of lime caused it to 
succeed better^ but the time and fuel required were stiil 
excessive. When^ however^ by the addition of v^etable 
charcoal^ the sulphuric add was decomposed^ and the 
powerful affinity destroyed^ which prevented the soda 
from acting on the sand^ vitrification was produced both 
perfectly and quickly. If used in any other proportions 
than those above mentioned^ M. Gehlen found that the 
fusion was accompanied by disagreeable sulphurous 
odours^ and by an extraordhiary swelling over of the 
materials. The decomposition of the sulphate of soda 
may be efik;ted with equal advantage^ either during 
or before vitrification^ according as the choice of 
the manufacturer may be influenced by local circum<» 
stances. 

When the materials mre properly fused and refined 
by the'^removal of all the glass gaU^ the workman com- 
mences his blowing operations in exactly the same 
manner as has already been described in the process for 
making'^flint glass. By repeated dippings of the iron 
tube into the crucible^ he gathers as much glass upon 
itis end as experience teaches him will suffice for the 
formation of a sheet of glass of the usual size^ and which 
generally weighs from ten to eleven pounds. This lump 
he allows to project beyond the extreme end of the tube ; 
and first rolling it on the iron plane before described^ to 
give the glass a cylindrical form^ he commences blowing, 
when it assumes the shape of a pear. A fresh heating 
and a second blowing enlarge its dimensions, and render 
its shape more globular. A third operation of heating 
and blowing still further enlarges the size of the ghuss. 
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and where there is a knot or lump which is called a^ 
MTf eye. Twelve of these plates make up what is called 
a crate or side of glass. 

' The effect of this operation upon persons who witness^ 
it for the first time is hoth pleasing and surprising in a. 
high degree. The force wherewith the glass flies open 
at the dose of the process would be sufficient^ if its 
farittleness were not removed by heat^ to break it into 
innumerable fragments. 

The plate^ when thus finished^ is detached from the 
iron rod by the usual method^ and placed resting on its 
edge in. the annealing oven. Some considerable care is 
necessary for regulating the temperature at this stage ; 
for if the heat be too greats the softened glass will bend^ 
and for that reason will be lessened in value^ while^ if 
the oven be not sufficiently hot^ the plates are very likely 
to crack ; and if even tlids disaster should not happen^ 
the glass will prove of inferior quality^ and so brittle, 
that the glazier will be unable to cut it with any degree 
of certainty in the wished-for direction. 

Crown glass is sold^ according to its quality^ under 
four different denominations — firsts^ seconds^ thirds^ and 
fourths — at considerable difference of price ; that of the 
fourth quality not yielding to the manufacturer nearly 
one half of the price of the first. These variations arise 
principally from the want of sufficient care on the part 
of the attendants^ in maintaining the necessary degree of 
heat in the furnace. If this is once suffered to fall^ the 
property of glass in being a very imperfect conductor of 
heat renders it difficult again to raise, it to the former 
d^;ree. In the operations of a large glass house it does 
not often happen that beyond one third of the quantity 
made is of ^e first quality ; seconds and thirds com- 
pose the largest proportion of the produce ; and it seldom 
occurs that the quality sinks below the latter of these 
two denominations. 

Large plates of crown glass^ such as are required for 
glazing engraved prints^ used formerly to be imported 
from Germany. This country has, however^ for along 
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time^ been not only independent in this respect of all 
Ibrdgn maDufacturers^ but sitioilar plates of English 
make are exported to a considerable extent. 

Broad glass is a common coarse description of win« 
dow glass^ made of inferior ingredients^ and by a some* 
what different process of manufacture than that last 
described. The material principally employed for the 
purpose is soap-boilers' waste. This compound is a pasty 
mass^ consisting of the insoluble matter of the kelp or 
barilla^ and of the lime which has been used to render 
the alkali caustic^ together with a quantity of salt an4 
water. This substance is united with kelp and sand^ 
and the mixture is dried and fritted. The proportions 
wherein the ingredients are used necessarily vary ac<i 
cording to the quality of the principal constituents^ and 
the manufacturer must be guided by practical knowledge 
in apportioning the quantities. 

A yery usual mixture is six measures of soap-boiler'a 
waste^ three of kelp, and three tti four measures of sand. 
The quality of the last of these ingredients is of greater 
moment to the manufacturer than would seem to be 
generally imagined. Coarse sand is known to require a 
greater quantity of alkali for its fusion than that which 
is fine ; and as^ notwithstanding this^ the glass wh^ 
made does not contain the alkali in a larger proportion^ 
it follows, that the difference has been 'dissipated and 
lost during the process. The carbonaceous matter, 
which would injure the colour of the glass, is principally 
burned out, and the carbonic add gas separated during 
the fritting ; after the completion of which, the mass^ 
still red-hot, is removed with iron shovels to the mdt-* 
ing furnace, the crucibles are entirely filled, and after 
twelve or sixteen hours' exposure to the proper degree 
of heat, the whole is perfectly vitrified. 

The formation of this glass into sheets is thus per« 
formed : — The necessary quantity being collected upon 
the end of the iron tube, as already described, is expanded 
by the workman's breath into a globular, or rather into 
m elliptical shape, of about twelve inches diameter, an4 
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of the lequisite thickness. This done, the g^ass is 
carried to the month of the OYen ; and the end of the 
tabe through which the workman has blown being dosed, 
die further expansion by heat of the confined air causes 
the ^ass to burst in its weakest part. While still hot 
and ductile, it is then opened by a pair of shears through 
its entire length into a flat plate, which is then conveyed 
to the annealing oven. 

More than one half of the entire manufacture of glass 
in Great Britain is composed of common green bottle 
glass. The quantity of this material upon which duty 
has been leyied^ on an average of the last six years^ ex^ 
eeeds 1 1,000 tons annually. However considerable this 
amount may appear, it is not greater than the annual 
average manufacture of a dmilar period commencing 
in the year 1790,— a fact which may be thought extra- 
ordinary, when it is considered that during the inter^. 
vening years our population has been importantiy aug- 
mented ; that the comforts, and even the luxuries of 
Hfe, have been brought within the reach of a much 
larger proportion of our fellow-countrymen; and that 
our colonial markets have^ in the same time^ been very 
considerably extended. The circumstance of the rate 
of duty having been doubled would hardly appear cause 
sufficient for thus arresting the progress of consumption 
in an article so generally required; since this duty, at its 
highest rate, has never exceeded eight shillings per 
hundred weight. A more minute examination into tiie 
ease leaves us, however, witiiout any reason for doubting 
that to tiie increase of the rate of duty, and to it alone^ 
is to be ascribed tiie check given to this branch of nia-i 
nufiicture. In the year 1812, when the duty was 4«. 0^, 
per hundred weight, upwards of 13,000 tons of commim 
bottie glass contributed towards the revenue. In the 
succeeding year, when an additional tax of 4«. Ofil. 
was imposed, the consumption immediately fell to some^ 
where below 8000 tons. From this extreme depress 
sion it has since gradually risen, tiirough tiie increasing 
numbers and improved condition of tiie community, and 
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aided by a diminution of price^ independent of the duty; 
but even now the manufacture has not reached widiiii 
2500 tons of the pdnt which it had attained in the yeair 
1812 ; thus in a very striking manner verifying the re. 
mark so often made as to the variance between common 
and legislative arithmetic^ and proving the pemidouB 
tendency of taxes levied upon articles of domestic ma« 
nufacture. It is to be hoped that the improvement of 
the national revenue consequent upon the progressive state 
of our manufacturing interests^ and the constantly ame- 
liorating circumstances of many classes of the commuility^ 
will enable the government to carry speedily into effect 
a measure already announced for abolishing entirely the 
duties upon glass of home fabric^ when this branch of the 
manufacture will assuredly receive an impulse that will 
carry it far beyond the highest point to which it baa 
ever yet attained. 

The composition of bottle glass is as little imiform as 
that of any other description of the material; varying 
greatly in different parts of the kingdom^ and indeed in 
'almost every individual manufactory. It is usually 
made of sand^ lime^ and sometimes day^ any kiAd of 
alkali or alkaline ashes which may happen to offer the 
greatest inducement in point of price^ and sometimes the 
vitreous slag produced from the fusion of iron ore. 
Soap-makers' waste is frequently used in the proportion 
of three measures to one measure of sand. 

The rate of duty upon this description of glass bdng 
only one ei^th of that levied upon flint glass^ the ma- 
nufactu^rs are restricted to the use of the commonest 
kind of sea or river sand^ lest the revenue should saSer 
by the superior quality of this less burdened ware. This 
is unfortunate^ since^ for the reason already given^ the 
employment of such coarse sand occasions the necessity 
for using a large portion of alkaline matter^ and, in that 
respect^ increases the charges to the glass-blower. The 
impurity of the alkidi^ and the abundance of fluxing ma- 
terials of an earthy nature^ joined to the very high de« 
gree of heat at which they are fused, occasion the glass 
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ta contain a very small proportion of real i(aline matter.; 
for which reason it is better qualified than flint glass to 
be employed as the recipient of fluids which have any 
corrosive action. Chemical retorts and subliming vessek^ 
and carboys for containing aqua-fortis^ should^ for this 
Mason^ be always made with this common glass^ which 
has this further advantage over flint glass — that it will, 
bear a much stronger heat without being softened or 
undergoing any alteration of its shape. 
- Bottle glass is a very hard and well vitrified substance, 
and is of less specific gravity than other descriptions. 
Loysel gives^ as the composition usually employed ii) 
France for the production of this materiid^—- 
Common white or yellow sand 100 parts. 
Coarse kelp 30 to 40 

Lixiviated earth of ashes l60 to 17Q 

Fresh wood or other ashes SO to 40 

Yellow clay^ or brick earth 80 to 100 

Broken glass ad libUum, usually 100 ; 
n^hich composition does not produce any glass gall. 

At Newcastle upon Tyne^ where the manufacture of 
' bottle glass is much encouraged by the excessive cheap- 
ness of small coal, or slack, the manufacturers employ a 
mixture of lime and sea sand. This must be frequently 
wetted with sea water, which, on evaporating, deposits 
its salt; the soda contained in this being the only alkali 
employed. When combined with silica, and exposed to 
a high degree of heat, lime appears to be endued with 
the property of decomposing common salt; its presence 
is, therefore, essential to the success of this op^ation. 

Articles made of bottle glass are fashioned by the same 
process as those of flint glass, with the exception of wine 
and beer bottles, the containing parts of which are blown 
in metallic moulds, in order to keep them nearly of an 
uniform size. The green colour of this glass is owing to 
the presence of a portion of iron in the sea sand, and, 
probably also, in the vegetable aahea of which it is com* 
posed. 
If, duiing the time when the workmen are employed 
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in moulding and blowing bottles^ the melted glass should 
— as indeed it frequently will — become cooler than is 
desirable for the purpose, so that it is found necessary 
to replenish the fire, so much dust will be thus occasionec^ 
owing to the description of coal employed, that the sot* 
face of t(te melted glass will be covered with carbonaceous 
matter. The e£^t of this upon the contents of the cru- 
cible is very curious. The glass, which had before re- 
mained perfectly quiet^ becomes suddenly so disturbed 
throughout as to present the appearance of violent ebul- 
lition, and the whole mass is immediately crowded with 
an infinite number of minute air bubbles, which, so long 
as they are suffered to remain, render die gUss wholly 
unfit for use. 

The time that would be required for burning away 
this carbonaceous deposit, and to restore the glass to its 
former working state, would be so considerable, that it 
would be highly inconvenient to wait for the production 
of this efiect; and it is therefore fortunate that a simple 
remedy has been discovered, which immediately and per* 
feetly restores every thing to its former state. 

Whenever the accident here mentioned occurs, the 
workman has only to throw a small quantity of water 
into the crucible, when tiie whole mass will be immedi« 
ately stilled, and the bubbles will as instandy disappear^ 
so that the workman may proceed witiiout fuirther delay. 
This curious efiect has been referred to-the decompo« 
sition by heat of the water, which, giving up its oxygen 
to the coal dust, converts it into carbonic add gas ; in 
which ^rm it is instantiy driven ofi^ by die excessive 
heat of the furnace, and is dissipated in die atmosphere. 

In 1780, die celebrated M. Chaptal recommended M. 
Ducros, a manufacturer of botde glass, to make tria} of 
A new material for his purpose. This gendeman entered 
in consequence upon various experiments, which were, 
many of diem, to a certain extent, successful The sub- 
stance thus lecomm^ided, and which formed the basis 
of these experiments, was decomposed, pulverulent, ba- 
saltic earth* This is. found in great abundance in mimy 
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parts of BVanoe^ and is equally obtainable in the Tal« 
leys of all basaldc countries. 

In the first trial made of this earth by M. Dacros^ it 
was fused in a glass pot without admixture with any 
other substance; and the result obtained was glass of an 
exceedingly deep yellow colour^ and lustrous. In subse- 
quent experiments^ various proportions of sand were used 
in conjunction with the basaltic earth. The mixture that 
was found to answer the purpose best was where equal 
parts of each ingredient were employed. This produced 
glass of an olive green colour. 

There was for some time a oonsideraUe demand for 
bottles thus composed ; but owing to a difficulty which 
the manufacturer experienced in procuring materials 
hating the requisite uniformity in their constituent parts^ 
the manufacture was^ after a time^ abandoned. 

M. Alliot has published the results of a course of. 
experiments made by him with basaltic earthy with a 
view to the composition of glass. Not being able to 
have recourse to tiie furnace of a glasshouse^ M. Al« 
Hot was obliged to content himself with the less intense 
heat of a potter's kiln^ wherein the different mixtures 
which he employed were severally heated during eighteen 
hours. It is probable that tiie results which he has de- 
tailed would have proved more satisfactory^ ooiild recourse 
have been had to a more efficient mode of heating. The 
^experiments were all conducted in crucibles. 

No. 1. was filled witii the pure basaltic earth. Thia^ 
in fusing^ was converted into a black glass^ which 
was opaque^ and tolerably well mdted. 

No. 2. contained a mixture composed in equal parts of 
basalt^ ashes^ and white quartz in powder. This 
produced a coffee-coloured glass^ whidi was lustrona, 
and somewhat resembled porcelain in appearance. 

No. S, was charged witii half basalt and half common 
sand. The glass produced from tiiis compound ap« 
peared, when in the mass^ of a blue-black colour ; 
but when smdl thin portions were examined, these 
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proved of a yellowish green. This glass was tolerably 
well melted. 

No. 4. consisted of one third each basaltic earthy sand^ 
and refuse soda. The result was a transparent glass 
of a greenish yellow colour^ and of good quality; 
it was very smooth and shining^ well melted^ and 
would have formed excellent bottles. 

No. 5. consisted wholly of sand taken from the river 
Orb^ in the immediate neighbourhood of which there 
is found a considerable quantity of basaltic earth. 
The glass from this sand was well melted^ and ap« 
peared to be every way adapted for the manufacture 
of very good and serviceable glass bottles. 

This basaltic earth is exceedingly well qualified both 
for fusion by itself^, and for employment as a fluxing 
material where other substances are used. It is founds 
by analysis^ to contain about 45 parts of silex^ l6 of 
alumine, 20 of oxide of iron, 9 of lime, and from 2i 
to 4 parts of pure soda ; three of these substances being 
y^y powerful fluxes. 

Some other minerals have been proposed, on account' 
of the soda which they contain, as well qualified for 
making glass : such, for instance, is klingstein, which 
contains nearly one twelfth part of its weight of that 
alkali; but as the other fluxing materials present in 
basaltic earth are wanting in those other minerals, they 
prove far less fusible. 

Whenever basaltic earth is largely employed in the 
composition of glass, it usually proves of a dark olive 
green colour, varying sometimes to a very deep yellow ; 
and it does not appear at all probable that this colour 
could in any material degree be corrected. The glass 
produced is specifically lighter than any common green 
bottle glass; and at the same time is considerably 
harder and tougher, so as to bear, without injury, blows 
which would infallibly break ordinary glass. The quan- 
tity of alkali which it contains is small — much smaller, 
in fact, than is required to bring glass of every other 
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description to a workable state. For tliis reason basaltic 
glass is peculiarly well qualified for chemical purposes^; 
as vessels made with it will redst the destructive action 
of corrosive liquids. 

In addition to the experiments already detailed as 
having been made by him with basaltic earthy M. Alliot 
made trial of various other combinations for the pro- 
duction of bottle glass. He succeeded with the two 
following : — 

The first was a mixture in equal parts of ashes and 
a volcanic granite. This fused perfectly^ and produced 
a very fine dark and lustrous glass^ exceedingly well 
qualified for the composition of bottles. The second 
was composed of 1 part ordinary soda^ 12 parts ashes^ 
and 6 parts common sand. The glass thus formed 
was of a yellowish black colour, interspersed with veins 
of bluish white, which were opaque. 

When the duty shall be removed, and the manufac- 
tui'er finds himself in-ithout restriction in regard to the 
materials which he may employ, we may expect to wit- 
ness some considerable improvements in this branch of 
the glass-maker*s act. 
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CHAP. VI. 

ON THE MANUFACTURE OF PXiATB OLASS. 

DIFFERENT DESCRIPTIONS OF PLATS GLASS. — BLOWN PLATE* 
LIMITED IN SIZE. — CAST PLATE WORES AT RAVENHEAD. 

" — DIFFICULTIES OF THE PROCESS. — MATERIALS. VARIOUS 

COMPOSITIONS. BORAX. — MIXING MATERIALS. ^ FRITTING. 

— FURNACES AND- CRUC1BLS8 AT ST. OOBAIN. — POTS. CU- 
VETTES. — REGULATION OF FIRING. CASTING TABLES, 

ARRANGEMENT OF FOUNDXRY AT RAVENHEAB. ANNEALING 

OVENS. PROCESS OF CASTING PLATES. — ANNEALING. 

SQUARING. GRINDING. — ECONOMICAL IMPROVEMENT. 

SMOOTHING. — EMERT POWDER. — COMPARATIVE VALUE OF 

LARGE AND SMALL PLATES. POLISHING. SILVERING. — 

PREPARATION OF AMALGAM. MOiAe OF ITS APPLICATION.-— 

BLOWING PLATE GLASS. PUNCHING. — PARTIAL CUTTING.— 

TRANSFER TO PONTIL. COMPLETION OF CUTTING. OPEN- 
ING. SIZES OF PLATES 

LOURING PLATE GLASS. 



ING. SIZES OF PLATES. EFFECT OF SUN*S RAYS IN DISCO- 



Two descriptions of plate glass are made : one by blow- 
ing and openings in the manner of broad glass^ as already 
described; the other by casting the melted materials upon 
a plane metallic sur&ce^ somewhat in the manner pur- 
sued for making sheet lead. 

Plates of glass which are blown are necessarily limited 
in their size, although some of considerable dimensions 
are produced in this way. When cast^ the extent of the 
plates may be much greater; and^ indeed, is limited only 
by the very heavy expense attending the erection of 
machinery, and the prosecution of the manufacture in 
its various parts. Diffbrent manufactories have been 
established at various times in this kingdom for the pro- 
duction of plate glass by blowing, but these, one after 
another, have mostly been discontinued. The last esta- 
blishment of this kmd in London existed a very few 
years since in East Smithfield ; but being a private esta- 
blishment, and the proprietors :finding it impossible to 
<^ntinue a successful competition with the powerful cor- 
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porate body alluded to in the first chapter of this treatise^ 
the works have been discontinued ; and the only place in 
England where plate glass of any great magnitude is now 
manufactured^ is on the premises of the British Plate 
Glass Company at Ravenhead, in Lancashire, where plates 
are cast which equal, in every respect, the produce of the 
French manufactory at St. Gobain. The office of this 
corporation is at the foot of Blackfriars Bridge, in Lon- 
don ; and here plates of glass of the most perfect quality, 
and of all dimensions up to the prodigious length of l60 
inches, may at all times be procured. 

Great reluctance has always been evinced by the pro- 
prietors of plate glass works to permit their examination 
by visiters. Persons are, indeed, occasionally admitted 
to view the mysteries : but, either by their habits and 
rank in life, such individuals are unqualified or unUkely 
to describe what they witness ; or the relaxation is made 
in their favour under a seal of confidence, which renders 
it impossible that they should impart the information 
they have acquired. The late Mr. Parkes appears to 
have been fortunate in this respect ; and having obtained 
permission to visit the works at Ravenhead, was not 
I'estrained from publishing a short, but interesting, ac- 
count of the processes which he witnessed. From this 
source the following' description is drawn, as far, at least, 
as relates to the buildings and arrangements particularly 
used at Ravenhead. 

More care in the choice of materials, and greater 
nicety in conducting the processes, are required for the 
preparation of plate glass than are needed in any other 
branch of the manufacture. The materials employed 
are sand, soda, and Ume, to which are added manganese 
and oxide of cobalt as decolouring substances. The 
sand must be of the finest and whitest kind : the grains 
should be sharp, and of a moderate size ; if very small, 
fhey are likely to clot together, and consequently will 
not mix intimately with the alkali ; and if the grains are 
large, they are on this account longer in being fused. The 
sand must be passed through a wire sieve of the proper 
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dosetiess into water^ and should be well agitated to sepa* 
rate all dirt and impurities. The alkali used is always 
soda : this is preferred to potash ; as glass macle with the 
.former substance is thinner, and flows better while hot, 
and yet is equally durable when cold. The quality of 
•.flowing freely is of the very first importance in casting 
large plates^ which, to be perfect, require to be without 
streak or bubble. Another advantage attending the use 
of soda is this; — that the neutral salts of which it is the 
base, such as muriate and sulpha*te of soda, and which, 
in this instance, constitute the glass gall, are dissipated 
more readily by the heat of the furnace, than are the * 
salts of which potash is the base. The soda must be 
*nsed in a state of considerable purity ; and is generally 
either that which is separated from the ashes of barilla, 
,and other soda plants, by lixiviation, or is produced by 
the decomposition of common salt. 

Lime acts in promoting the fusibility of the silex and 
alkali, fulfilling thus the same office as is performed by 
litharge in the manufactu][e of flint glass. From one 
fifteenth to one twenty-fourth part of the whole materials 
is the largest proportion that can properly be used of 
Hme ; any greater quantity would impair both the colour 
and solidity of the glass. 

Manganese would have the effect of giving a slight 
tinge of red; but when mixed in a proper proportion with 
the blue of the cobalt, and both together are met by the 
natural slight yellow of the other materials, each neu. 
tralises the other, so that scarcely any definable tint re* 
mains. 

In addition to these ingredients, a considerable quan. 
tity of fragments of glass, or, as it i« called, cuUet, is used 
-in combination with the fresh materials. Of these frag- 
ments there is always an abundant supply in the glass-> 
house, produced from what is spilt in casting, and from 
the ends and edges that are cut off* in shaping the plates. 
This broken glass, or ctillet, is previously made friable, 
by throwing it, while hot, into cold water. 

It is considered that the addition of one pound of 
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pure soda is sufficient for four poirnds of sand. But it 
is not enough^ in the preparation of glass for easting, 
to apply the alkali only in the proportion necessary to 
produce good glass ; much more than this must he used^ 
in order to procure the requisite d^ree of fluidity. 

The composition given hy Loysd as being used in the 
great works at St. Gobain i» this : — 

White sand, 100 parts 
Carbonate of lime, 12 

Soda^ 45 to 48 

Fragments of glass of like quality, 100 
Oxide of manganese, 0^ 

Parkes recommends the following proportions, as quali* 
fied to produce plates of glass of the best description i-^ 

Lynn sand, previously well washed and dried, 720 partft^ 
Alkaline salt, containing 40 per cent, of soda, 450 
Lime, slaked and sifted, 80" 

Nitre, 25 

Ctdlet, or broken plate glass, 425 

1700 



These quantities are required to produce one pot of 
metal, which will yield 1200 pounds of good plate glass. 
Another author states the following proportions as 
.being found to produce very fine glass : — 

Fine white sand, SOO pounds 

Soda, 200 

Lime, 30 

Oxide of manganese, 32 ounces i 

Oxide of cobalt, 3 

Fragments of glass, 300 pounds 

The well known property of borax, as a powerfiil 
flux, has occasioned the suggestion that, by its means, 
glass made with potash might be caused to flow in fusion 
as freely as that wherein soda is employed. It has been 
asserted that small quantities of borax have always been 
.used in the works at St.Gobain; but the secresy observed 
in regard to all the operations carried on in that establish** 



ment renders it impossible to say what degree of truth 
there is in the assertion. 

Oreat care is required in mixing the materials ; much 
more^ indeed^ than is called for in regard to other kinds 
of glass. The sand^ lime^ soda^ and manganese^ being 
properly intermingled^ are fritted in small furnaces^ 
wherein the temperature is gradually raised to a full 
red^ or even to a white^ heat^ at which point it is main- 
tained^ and the materials are carefully stirred until va- 
-pour is no longer giveti off, and no further change is 
undergone by the materials. This process of fritting 
lasts about six hours ; and when it is nearly completed, 
the remaining part of the ingredients, consisting of the 
cobalt and broken glass^ are added. The latter^ having 
already been perfectly vitrified, does not, consequently, 
require any lengthened exposure to the fire. 

The furnaces at St. Gobain, in which the perfect fusion 
and vitrification are accomplished, are eighteen feet long 
and fifteen wide. They contain two kinds of crucibles. 
The larger ones, wherein the glass is melted, are called 
potSy and are formed like inverted truncated cones ; the 
other crucibles, which are smaller, are called cuvettes^ 
these last are kept empty in the furnaces, exposed to the 
full degree of its heat, that when the glass is ready for 
casting, and is transferred to them, they may not inju- 
riously lower its temperature. The comparative size <^ 
these cuvettes varies according to the dimensions of the 
plates which it is intended to cast : when these are very 
large, the cuvette will contain one third of the charge of 
the pot; but in other cases its capacity is not greater 
than a fourth, a fifth, or a sixth part of the contents of 
the crucible. 

The method used for regulating the supply of fuel td 
the furnace in the great works of St. Gobain, is at once 
80 rude and so absurd, that one would hesitate to believe 
in the correctness of the narration, if it did not rest upon 
good authority. It is said that two persons are em- 
J)loyed, who, being disencumbered of all superfluous 
dodiing, incessantly run round the furnace with a speed 
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f^ equal to seven leagues in six hours." These men oh 
their circuit take up each two small billets of wood^ cut 
'to a certain size^ and heaped together; these they de- 
posit as they run^ first one and then the other^ in the 
openings of the furnace^ which by such means is fed at 
regularly recurring interrals of time. Having continued 
this intdlectual employment^ without ceasing^ during six 
hours^ the men then surrender their '^ seven-league boots'* 
to others^ whose heels and hands are similarly employed 
during an equal p^od of time ; after which they are in 
turn relieved by the first set of couriers. 

From the time of filling the pots^ it requires nearly 
forty hours' exposure to strong heat^ ere the materials 
are propa-ly vitrified. and in a state fit for casting. The 
processes of filling the pots^ and of removing the glass 
gall^ and the various appearances that ensue in the re- 
fining^ are precisely similar to what has already been 
described in a former chapter. 

TVlien the glass is thoroughly refined^ the cuvette— 
which must be perfectly clean^ and^ as already men- 
tioned^ of a temperature equal with that of the glass-— 
is filled in the following manner :— A copper ladle^ ten 
to twelve inches in diameter^ fixed to an iron handle 
seven feet long^ is plunged into the glass pot^ and brought 
lip filled with melted glass^ which is transferred to the 
cuvette ; the ladle during this transference is supported 
upon a strong iron rest^ placed under its bottom^ and 
held by two other workmen. This precaution is neces- 
sary to prevent the bending and giving way of the red 
hot copper under the weight of fluid glass which it 
contains. Wh^ by successive ladings the cuvette is 
filled^ it is suffered to remain during some hours in the 
lumace^ that the air bubbles formed by this disturbance 
may have time to rise and disperse ; an effect which is 
ascertained to have ensued by the inspection of samples 
withdrawn from time to time for the purpose. 

Another essential part of the apparatus consists in fiat 
tables whereon the plates of glass are cast. These 
;^bles have perfectly smooth and l^vel metallic surfaces^ 



^f suitable dimensions and solidity^ supported by masonry* 
At St. Gobain^ and formerly also at Ravenhead^ these 
tables were made of copper; the reason assigned for 
preferring this metal beings that it does not discolour the 
hot melted glass^ while the use of iron was thought to be 
accompanied by this disadvantage. These copper tables 
were very costly^ both, from the nature of their material^ 
and the labour bestowed in grinding and polishing their 
surfaces; and as the sudden access of heat that ac- 
companied the pouring over them of such a torrent of 
melted glass occasioned the metal frequently to cracky 
the tables were by such an accident rendered useless. 
The British Plate Glass Company having experienced 
several disasters of this nature^ its directors determined 
upon making trial of iron ; and they accordingly procured 
a plate to be cast^ fifteen feet long, nine feet wide^ and 
six inches thick, which has fully answered the intended 
purpose — having, during several years of constant use, 
fitood uninjured through aU the sudden and violent alter- 
nations of temperature to which it has been exposed. 
"This table is so massive^ weighing nearly fourteen tons, 
4hat it became necessary to construct a carriage pur- 
posely for its conveyance from the iron foundery to the 
glasshouse. It is supported on casters, for the conve- 
nience of readily removing it towards the mouths of the 
different annealing ovens. 

The foundery at Ravenhead wherein this table is used 
is said to be the largest room under one roof that has 
ever yet been erected in this kingdom ; it is 339 feet 
long, 155 feet wide, and proportionately lofty. West- 
minster Hall, to which the superiority in this respect is 
so commonly ascribed, is smaller — its length being 300^ 
and its breadth only 100 feet. The melting furnaces, 
which are ranged down the centre, occupy about one 
third of the whole area of this apartment. The anneal- 
ing ovens are placed in two rows, one on each side of 
the foundery, and occupy the greatest proportion of the 
side walls. Each of these ovens is sixteen feet wide and 
forty feet deep. Their floors being level with the 8ur<« 
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The glass is prevented from running otf the sides of 
die table by ribs of metal^ one of which is placed along 
the whole length of each side, their depth being the 
exact measure which it is desired to give to the thick** 
ness of the glass. A similar rib, attached to a cross 
piece, is temporarily held, during the casting, at the 
lower end of the table. When the whole contents of the 
crucible have been delivered, a large hollow copper 
'cylinder, which has been made perfectly true and smooth 
in a turning lathe, and which extends entirely across 
the table, resting on the side ribs, is set in motion; and 
the glass, during its progress, is spread out into a sheet 
•of uniform breadth and thickness. Its length depends 
upon the quantity of melted glass contained in the 
cuvette : should this be more than is needed for the 
formation of a plate having the full dimensions of thie 
table, the metal rib is removed from its lower part, and 
the surplus glass is received in a vessel of water placed 
under the extreme end for the purpose. 

Mr. Parkes, in speaking of this operation, remarks — 
*^ The spectacle of such a vast body of melted glass 
poured at once from an immense crucible, on a metallic 
table of great magnitude, is truly grand ; and the variety 
of colours which the plate exhibits immediately after the 
Toiler has passed over it, renders this an operation far 
more splendid and interesting than can possibly be 
described." 

At least twenty workmen are busily employed during 
this process of casting. From the time that the cuvette 
is removed from the furnace, to the completion of the 
casting by the hardening of the glass, the apartment 
must be kept as free as possible from disturbance ; even 
the opening and shutting of a door might, by setting the 
air in motion, disturb the surface of the glass, and thus 
impair the value of the plate. So soon as it is com- 
pletely «et, the plate is carefully inspected ; and should 
any flaws or bubbles appear upon any part of its surface, 
it is immediately divided by cutting through them. 
• When the plate of glass thus formed has been suffi- 
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ciently fixed by cooling, it is slipped from the table 
gradually and carefully into one of the annealing ovens^ 
where it remains iti a horizontal position; its treatment 
differing in this respect from that pursued with crown 
and broad glass, which stand on edge during the anneal" 
•ing process. As each oven in this manner becomes 
filled, it is closed up by an iron door, the crevices of 
which are carefully stopped with mortar or clay, to pre- 
vent any access of external air to the oven ; and thus 
to provide as far as possible for the gradual cooling of 
the plates, the necessity for which has already been 
sufficiently explained. When the glass has remained 
during about fifteen days in these ovens, they are opened^ 
and the contents withdrawn. 

The plates have then to undergo all the operations of 
squaring, grinding, polishing, and silvering, in order to 
fit them for sale. 

The first process — that of squaring and smoothing the 
edges — is performed by passing a rough diamond along 
the surface of the glass, guided by a square rule ; the 
diamond cuts to a certain depth into the substance, when, 
by gently striking the glass with a small hammer under- 
neath the part which is cut, the piece comes away ; and 
the roughnesses of the edge thus left are removed by 
pincers. The plate is then taken to the grinding apart- 
ment. 

The next step is to imbed each of the plates upon a 
table or frame adjusted horizontally, and made of either 
freestone or wood, cementing the glass securely thereto 
by plaster of Paris. One plate being then reversed and ' 
suspended over another, the material employed in grind- 
ing their surfaces is introduced between die two, and 
they are made to rub steadily and evenly upon each 
other by means of machinery set in motion by a steam- 
engine. It was formerly usual to employ river sand 
and water, for the purpose of abrading the surfaces ; a 
circumstance which entailed considerable waste and loss 
upon the manufacturers. The glass which was ground 
off, and which usually amounts to one half the weight 
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of the plates as they are cast^ heing thus mixed with a 
material which contained a portion of iron^ was sold at 
a low rate for making bottle glass^ or for scouring pewter. 
Mr. Parkes has calculated that the loss of glass by this 
means to one establishment — that which was carried on 
in East Smithfield — amounted to two tons weekly ; and 
that the expenditure of sand in the same period was at 
least sixteen to twenty tons. 

A method has, however, been devised for saving the 
whole of this glass, so as to render it available for the 
manufacture of the better descriptions. This plan con<« 
sists in substituting, for the river sand before mentioned, 
ground flints, which contain no portion of iron. A 
further great advantage attending this method is, that 
one ton of ground flints is equally effective with five tons 
of sand, and that the operation is completed in a shorter 
time than formerly. 

When one side of each plate has been sufficiently 
ground, it is loosened from the frame, and turned over, 
so as to present the other surface to be ground in the 
same manner. Some degree of pressure is employed, by 
loading the upper plate with weights, as the grinding of 
each side approaches to completion. The process thus 
described used formerly to last during three entire days, 
but this time is now much abridged. The greatest 
attention is required, in order to finish with the surfaces 
perfectly level and parallel, for which end a rule and 
plumb hne are employed. 

By means of this grinding, the plates will have been 
made level, and all inequalities in the surface will have 
been removed; but they are too rough to receive a 
polish : to fit them for this, they must again be ground 
with emery powder of increasing degrees of fineness. 
The preparation and sorting of this powder are effected 
in the following simple and ingenious manner : — 

A considerable quantity of emery is put into a vessel 
containing water, and is stirred about violently until the 
whole is mechanically mixed with the water. Emery is 
absolutely insoluble by such means ; and if the mixture 
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w^releft at rest during a sufficient time, the whole would 
subside in layers; the coarsest and heaviest particles > 
siQking firsts and so on successively, until the very finest 
particles would range themselves as the upper stratum. 
Previously to this, however, and while these finest grains 
are still suspended in the water, it is poured ofi^into a sepa- 
rate vessel^ and the emery is thereallowed to settle. A fresh 
supply of water is poured into the first vessel, the con- 
tents of which are again violently agitated, and allowed 
partially to subside as before. A shorter interval is al- . 
lowed for this than in the first case ; and then the liquor 
is poured off into a third vessel, by which means emery 
of the second degree of fineness is separated. This 
operation is rq>eated, in order to obtain powders having 
four different degrees of fineness : the deposits are then 
separately dried upon a stove to a consistence proper for 
making them up into small balls, in which form they 
are delivered to the workman. 

In this further rubbing together^ or, as it is called^ 
smoothing of the glass plates, it must be understood that 
the coarsest emery is first used, and so on, substituting 
powders having increasing degrees of fineness as the work, 
proceeds. 

, This operation completed, the glass is perfectly even * 
and although the surfaces appear opaque or deadened^ 
they are so smooth that no scratchiness is at all percep- 
tible. The plates are now again subjected to a rigid 
examination ; and should any flaws or defects be percep- 
tible in them, wiiich had before escaped detection, they 
are cut up with a diamond into smaller plates, so that 
the blemishes are left at their edges ; r^ard being had 
to economy in dividing the glass, so as to produce the- 
smallest possible number of pieces. Attention to this 
circumstance is of the greatest importance to the profit- 
able working of the establishment^ since the value of 
smaller plates bears no comparison with thai of glasses 
having more considerable dimensions. This may be seen 
at once in refernng to the following table, which ha» 
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been calculated upon some of the published prices of the* 
British Plate Glass Company. 





Surface in Square 




Price per* 


Dimensions. 


Inches. 


Price. 


Sq. Inch. 






£ s. d. 


d. 


60 inches by 30 inches. 


1,800 


10 10 1 


1-400 


60 - - 40 - - 


2,400 


16 3 5 


1-617 


60 - - 50 - ^ 


3,000 


22 lO 5 


1-800 


70 - - 50 - - 


3,500 


28 7 8 


1-946 


"80 - - 50 - - 


4,000 


34 14 10 


2-085 


100 - - 50 - - 


5,000 


48 9 8 


1-327 


100 - - 60 - - 


6,000 


63 15 1 


2-550 


100 - - 70 - - 


7,000 


80 8 2 


2-757 


100 - - 80 - - 


8,000 


98 4 10 


2-947 


132 - - 84 - - 


11,088 


200 8 


4*337 


160 - « 80 - - 


12,800 


246 15 4 


4-705 



The largest of the plates here mentioned is capable 
by reduction of being converted into 7^ plates having 
the dimensions of the smallest in the Table ; whereas 
the price of the former is 23 J times greater than that 
of each of the small plates^ and more than 3 J times the 
aggregate value of those into which it would be divided. 

The reason for this progressional rate in the prices is 
sufficiently obvious. Could such a degree of perfection 
be attained in the different processes of manufacture^ 
that a certainty existed of producing plates of every re- 
quisite dimension, there would no longer be any pre- 
tence for thus enhancing the prices of the larger pieces ; 
and plates might be sold indiscrimfnately at so much 
per superficial foot in the manner usual with linen or 
woollen fabrics, making perhaps some allowance for the 
greater expensiveness of machinery required for large- 
than for small operations. But such a degree of cer- 
tainty is 80 far from accompanying the labours of the 
glass-founder, that it is but very rarely he is enabled to 
finish and produce for sale any plates of extra dimen* 
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sions ; while it most frequently happens that the presence 
of numerons flaws and hubbies compels the division and. 
subdivision of the glass into portions bearing, for the 
very reason of their' abundance, only a small relative 
value. 

It is represented as being an interesting sight to wit« 
ness the grinding and smoothing of a great number of 
plates of large dimensions, which by means of machinery 
are thus made to move with great velocity, and in all 
directions. 

The next process is that of polishing. For this pur* 
pose a substance is used, known in commerce and the 
arts as colcothar or crocus martis. This is the brown 
red oxide of iron, which remains in the retorts after the 
distillation of the acid from sulphate of iron. 

The instrument used in polishing is a piece of wood 
covered with many folds of woollen doth, each fold 
having between it some carded wool, so that the \vhole 
forms a tolerably hard but elastic cushion; and this is 
furnished with a handle for the convenience of the 
workman. 

The plate is imbedded in plaster upon the table in 
the manner already described, and the polishing instru- 
ment being wetted by means of a brush, and covered 
with colcothar, the workman commences his operation 
by rubbing the cushion backward and forward over the. 
surface of the plate ; not, indeed, attempting to polish the 
entire surface at the same time, but operating upon se- 
parate portions, beginning at each corner, and proceed- 
ing regularly towards the centre, so as to leave no part 
unvisited by its due degree of attention and labour. 

Considerable dexterity and practical skill are needed, 
not only to produce a high polish upon the plate, but 
also to give this in an uniform degree over its whole 
surface ; and the finishing touches require, therefore, to 
be given with great care and judgment. 

When one side is polished, the plate is turned on the 
table, as it has before been in grinding and smoothing^ 
^ut as the white plaster would appear through the glass* 
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and hinder the workman from forming an accurate judg- 
ment upon his progress in this second operation^ the 
previously polished side is provide with a coating of 
red colcothar. When the workman is satisfied with 
the result of his lahour upon this second surface, the 
plate is taken from the tahle, and heing cleaned, is laid, 
each side in its turn, upon a dark hlue or hlack 
doth, which, as it admits only a moderate light, shows 
by inspection any parts which may be less elaborately 
polished than the rest : these must be retouched by a 
small polishing cushion, in the same manner as before. 

It would be a tedious operation, if every small frag- 
ment of glass, such pieces, for instance, as are used in 
swing frames on toilet tables, must be polished separ- 
ately. The edges of several of these pieces are there- 
fore brought together for the purpose; but as aU these 
are not of one uniform thickness, it is necessary to re- 
medy this inconvenience; and, in order to bring their 
surfaces to a perfect level, they are arranged, with 
the side to be polished downwards, on a large smooth 
level plate ; plaster of Paris is then poured upon their 
upper surfaces, which are thus embedded together, aiid 
on being turned over, the whole number of pieces is 
found to be so level, that the polishing may be per- 
formed as easily and as effectually as it could be with 
one entire plate. 

When the polishing of the plates has been satisfac- 
torily completed, they are washed with water, and are 
either removed to the ware-room for sale, or, in case 
of their being intended for mirrors, to the silvering 
appartment. 

The last process used in a plate-glass manufactory is 
that which is called sikering. This, in common with 
the greater part of the operation connected with this 
branch of the art, is simple, but requires practice and 
dexterous management for its proper performance. The 
application to the posterior surface of mirrors of some 
substance that will accurately reflect the rays of light 
falling upon them, is absolutely necessary to rente 
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them useful. The substance which has been found to 
to answer this purpose best is mercury; which as it can- 
not be applied alone in its fluid state^ is^ by a partial 
amalgamation^ previously made to adhere to the surface, 
and afterwiards to incorporate itself with the substance 
of a Very thin leaf of tinfoil. 

The operation is thus conducted : — A perfectly fiat 
and smooth slab of thick wood^ or of stone^ somewhat 
larger than any plate which it may be required to silver, 
must be enclosed within a wooden frame open at the 
top^ and having a ledge a few inches deep round three 
of its sides. The bottom of this frame is provided 
with a channel to collect the surplus mercury^ and t6 
convey it to a vessel placed underneath. The slab 19 
fixed on a pivot^ so that one end may be raised and the 
other depressed at pleasure. 

When it is used^ the slab must first be adjusted hori- 
zontally^ and covered With grey paper stretched tightly 
over it. A sheet of very thin tinfoil^ a little larger 
tiian the plate to be silvered^ is then laid smooth upon 
the paper^ and as much mercury is poured steadily upon 
it as will remain upon its flat Surface. That end of the 
«lab which is unprovided with a ledge is then covered 
with parchment^ and the plate of glass is carefully slid- 
den into the frame, resting the while upon the parchment. 

The art of properly efiecting this deposit of the gUss 
upon the foil consists in holding it^ during its slidiUgy 
in such a position that it will dip into the mercury, car« 
rying a portion of the metal before it, but without once 
touching the tin in its passage. By this means any 
dust or oxide which may rest upon the mercury will be 
removed, and no air.bubbles will remain between the 
glass and the foil ; while^ if the tin were touched, how- 
ever slightly, it would certainly be torn. 

When the entire surface of the glass plate has thus 
passed, it is allowed gently to drop on the tinfoil, and 
to squeeze out the superfluous mercury from between, 
and which is collected iii the channel already mentioned* 
The plate being then covered with a thick flannel, is 
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loaded at regular intervals of space with considerable 
weights, and the end of the slab is a little raised, which 
assists the escape of the superabundant mercury. The 
whole remains in this situation during the entire day^ 
the slope of the slab being gradually increased to fa- 
cilitate the dropping of the mercury. At the end 
of this time^ the plate is cautiously taken from the 
frame, carefully avoiding to touch the under side, then 
covered uniformly with a soft amalgam of tin and mer- 
cury. The plate is then placed in a wooden frame, and 
left during several days until the amalgam is found to 
be Eo far hardened as to adhere with a great degree of 
firmness to the glass: in this state not even a slight 
scratch would suffice for its removal. The plate is then 
in a finished state, and fit for being framed. 

The amalgam does not, however, acquire its greatest 
degree of hardness until some time has elapsed; and 
globules of mercury will occasionally drop from mirrors 
for some time even after they have been framed. Por- 
tions of the amalgam are at times detached while in 
this state, by violent concussions of the air, such as a 
thunder storm, or the firing of artillery. No patching 
can ever be applied in such a case that will be sufficiently 
perfect to escape detection ; but a white seam will in- 
variably be perceptible at the points of junction. 

Although the processes followed in blowing plate glass 
are, in most respects, similar to those used in fashioning 
broad glass, some difference is yet observed ; which, in- 
deed, is occasioned as much through the increased bulk 
and weight of the mass under operation, as on account 
of any real difierence in the composition of the fabrics ; 
only, a very short account of the process can therefore 
be required. 

The firstl^iristrument used is a hoUow rod, agreeing 
in every particular, except its size, with that used for 
forming flint and crown glass. This rod is full six 
feet in length, and two inches in diameter ; made smaller 
at the end to which the breath is applied, and widened 
^at the extremity upon which the glass is gathered. It 

r 2 
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is necessary to take up a considerable weight of glass 
upon this tube ; and some management is requir^ in 
order to effect this. When the workman has gathered 
all that will adhere by turning the end continually round 
in the pot^ he then withdraws it from the furnace ; and 
holding it over a bucket of water^ sprinkles the glass on 
the end of the tube^ turning it constantly round in hia 
hand. When cooled in this manner^ the glass adheres 
firmly to the tube^ and is rendered by that means capable 
of sustaining a greater weight than it would otherwise 
support The tube is then dipped again into the pot, 
and the same process is repeated. 

Fig. 24. 




After the third dipping it will have gathered a mass 
of glass in the shape of a pear^ ten inches in diameter^ 
and about twelve inches long. This must again be 
cooled with sprinkling as before ; and while the work- 
man is at the same time blowing into the tube^ so as to 
give a hollow form to the glass^ and to reduce it to the 
requisite thickness^ the rod must be swung to and fro 
with an alternating motion^ in order to lengthen the 
shape of the material ; and this proceeding being seFeral 
times repeated^ the gkss assumes the form of a cylinder, 
the lower end of which is hemisphericaL 

Fig, 25. 




The assistant is then placed three feet and a half 
from the ground^ upon a stool^ whereon are fixed two 
upright pieces of wood^ with a cross piece of the same 
material^ for the purpose of supporting the tube with 
the glass. These are held by the assistant in an oblique . 
position^ the end with the glass inclining downwards, 
that the workman may be able^ with an iron punching 
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instrument and a mallet^ to drive a hole through the 
centre of the hemispherical end of the cylinder. 

Fig. 26. 




The glass now is subjected to examination ; and if 
found sufficiently free from imperfections^ is held at the 
aperture of the furnace during seven or eight minutes 
to heat it again thoroughly. While thus held^ the rod 
is supported in its horizontal position by a small iron 
trestle placed before the orifice of the furnace conveni. 
ently for that purpose. The glass being thus sufficiently 
softened by heat^ the assistant is again mounted upon 
the stool ; and resting the tube upon the wooden cross- 
piece^ twirls it rounds while the workman insinuates a 
pair of large broad shears which are pointed at the end^ 
into the hole previously punched. This is gradually 



Fig, 27. 




enlarged^ until the glass^ through its whole lengthy and 
except at the part where it is attached to the tube^ has a 
cylindrical form. 

Fig. 28. 




The tube is then again rested on the trestle^ and the 
glass is re-heated at the furnace^ when the shears are 
used to cut the cylinder through half its lengthy begin- 
ning at the open end^ and proceeding towards the point 
where it is attached to the tube. 

Fig, 29. 
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The next proceeding is to take a pontile an instru. 
ment already described as being a solid rod of iron of 
smaller diameter than the tube^ from which last the 
glass is now to be transferred to the pontil. This differs 
from the instrument used for the Uke purpose in making 
flint glass^ by having an iron cross-piece^ twelve inches 
in lengthy placed across its extreme end^ and forming 
■with it the letter T. The pontil being thoroughly 
heated at the end^ a quantity of melted glass is gathered 
from the pot upon the cross-piece^ which being presented 
to the diameter of the cylinder, the two cohere speedily 
and firmly together : the hollow tube is then discon- 
nected from the glass in the manner already described. 

Fig. SO. 




The pontil with the cylinder is now rested on the 
trestle, and presented to the furnace, that the end which 
has hitherto been attached to the tube may in turn be 
heated and subjected to the same processes as have just 
been effected with the other end: the extremity is 
opened by introducing the shears so as to complete the 
cylinder (Jig, 31.) ; and thpn after a fresh heating the 

Fig. SI. 




workman cuts through the remaining half of the length 
of the cylinder in a line with and joining to the cut 
already mentioned, so that the cylinder is divided on 
one of its sides through its entire length. 



Fig, 32, 




The glass is then placed with the cut side upwards 
upon an iron shovel; it is separated from the pontile 
and immediately removed to the hottest part of the 



CHAP. VI. PLATE GLASS* 215 

annealing oven^ where it gradually becomes again hei^ted 
to redness. Advantage is then taken of the softened 
state of the cylinder to open it^ by the help of an ap. 
propriate iron instrument^ hfting up and turning back 
the cut edges of the glass, until the whole is flattened 
upon the hearth of the annealing oven. A small iron 

Fig, S3. 




rake is then employed to push the plate along the floor 
to the end of the oven ; and when ihis has been filled 
through a succession of operations such as are here d&. 
scribed, the door is stopped and cemented. All further 
processes are in every respect the same as are followed 
with plates that have been cast 

The great size and weight of the glass render these 
operation 8 exceedingly laborious, so that a man and his 
assistant can hardly do more than make one plate in an 
hour, nor can they continue their labour longer than six 
hours, resting during an equal space before they resume 
their toiL 

Plates which are blown cannot properly be made above 
forty-five, or at most fifty, inches in length, and with a » 
proportionate breadth. They have sometimes been made 
larger, but are then too thin to admit of their properly 
bearing the processes of grinding and polishing, and are 
besides liable to warp, which of course destroys their 
value when employed as mirrors. 

It was long since observed, that by exposing plat^ 
glass to tiie solar rays, it is made to acquire a violet or 
purple tinge, and this so rapidly, that the alteration is 
clearly discernible at the end of one or two years. Some 
plates, originally colourless, which had thus become 
tinged, having been brought under tiie notice of Mr. 
Faraday, he was induced to experiment upon the subject. 

p 4 
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For this purpose, he procured three different pieces of 
plate glass, which were tinged so slightly as to appear 
altogether colourless, unless when viewed through dieir 
edges. Each of these pieces was hroken into two por- 
tions, one of which was wrapped in paper, and set aside 
in a dark place; while the portion from which it had been 
separated was exposed to the air and the light of the sun. 
This exposure was commenced in the month of January; 
and in the following September a comparative examin- 
ation was made. The pieces from which the light had 
been excluded exhibited no sign of change, while those 
which had been exposed had, in this short space of eight 
months, acquired so considerable a d^ee of colour as 
would, under other circumstances, have created a doubt 
regarding their original identity. 
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CHAP. VII. 

ON THE COMPOSITION OF ARTIFICIAL OEMS. 

GREAT INTEREST FORMERLY ATTACHED TO THIS SUBJECT. — DIF- 
FERENT COMPOSITIONS FOR ARTIFICIAL OEMS. — - MODE OF 
PREPARATION. ROCK CRYSTAL FORMERLY EMPLOYED. 

; NOT SUPERIOR TO SAND. — ' DIAMOND PASTES. — ' SELECTION OF 
VARIOUS PASTES FOR IMITATING DIFFERENT OEMS. — REASONS 
FOR SUCH SELECTION. 

A VERY considerable portion of every treatise on glass^ 
makings which was in existence a century ago^ and which 
comprises nearly the whole of what has ever been pub- 
lished on the subject^ was devoted to the art of composing 
factitious gems. A great deal of mystery would seem 
to have been affected upon this subject on the part of 
the manufacturers^ each one of whom was^ or pretended 
to be^ possessed of some secret redpe, which he thought 
superior to all others for the composition of these oma« 
ments. 

A corresponding anxiety to acquire a knowledge of 
these mysteries being evinced on the part of the public^ 
the autiiors above alluded to, so far acquiesced in this 
feeling as to load their writings with one receipt after 
another^ in almost endless succession^ and in following 
which tiie artist was assured^ that he might successfully 
rival nature in the production of these much-admired 
objects. 

The greater part of the compositions thus recom- 
mendedj if indeed they were ever used^ have long since 
passed into neglect ; and it will not be necessary^ in the 
present day^ to insert more tiian a very few directions on 
the subject, which are given upon the authority of 
M. Fontanieu^ as being well qualified^ with the addition 
of various colouring matters^ for counterfeiting precious 
stones. 

No. 1. is composed of 20 parts of lithai^e^ 12 of 
silex^ 4 of nitre^ 4 of borax^ and 2 parts of white arsenic. 
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These ingredients should be fritted together in a crucible^ 
and afterwards melted^ in which state the whole must 
be poured suddenly into cold water. Any portion of 
lead which may hare been revived in the metallic state 
will then be apparent and must be separated. The glass 
may then be remelted for use. 

No. 2. For this composition^ mix together 20 parts 
of ceruse^ 8 of silex in powder^ 4 of carbonate of potash^ 
and 2 of borax. When these are perfectly melted^ the 
whole should be poured into water^ and then remelted in 
a dean crucible^ in the same manner as No. 1. 

No. 3. consists of l6 parts of minium^ 8 of rode 
crystal in powder^ 4 of nitre^ and 4 of carbonate of potash. 
These ingredients must be melted and remelted in the 
manner already described as necessary with the pre- 
ceding mixtures. 

No. 4. differs essentially from the three foregoing 
combinationg in being without any portion of lead. It 
is made with 24 parts of borax^ 8 parts of rock crystal, 
and 8 of carbonate of potash. The rock crystal^ previous 
to its use for this purpose^ must be reduced to a state of 
great purity^ by fusing it with an excess of alkali^ and 
then precipitating it by an excess of add^ in the form of 
an impalpable powder. 

No. 5. The processes necessary for the production of 
this spedes of glass are much more complex than the 
preceding. In the first place^ 3 parts of alkali are to be 
fritted with 1 part of rock crystal^ which mixture must 
then be dissolved in water and saturated with dilute nitric 
add. The sUex which is predpitated by this means 
must then be edulcorated and dried^ when it will appear 
in the form of a very fine impalpable powder. Two 
parts of this must be melted in a crucible with 3 parts^ 
by weighty of the best ceruse^ and the glass which results 
must be poured into water. Break this down and re- 
mdt it with one twelfth of its wdght of borax^ and pour 
it again into water. If this last product is once more 
melted with one twelfth of its wdght of nitre^ the r^ult 
will be a very fine bard glass, having an extremely 
beautiful lustre. 
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The length of time required for fusing hard glasses 
or pastes is at the least twenty-four hours. The process 
herein directed^ of pouring the melted glass into water^ 
and then remelting^ is found to be of considerable use in 
thoroughly and intimately mixing the ingredients to« 
gether. 

Of the foregoing compositions^ No. 1. will be found 
extremely fusible^ on account of its considerable pro- 
portion of fluxing materials. It calls for the employment 
of the very best description of crucibles^ in order to 
withstand^ for the requisite time^ the corroding effects of 
the mixture. If any kind of glass into the composition 
of which lead has not entered^ is applied to and melted 
on the interior surface of the crucible^ so as to line it 
with a perfect glaze previous to use^ the evil just men- 
tioned will be materially remedied. 

In order to make a perfect glass^ which at the same 
time shall be suiSdentiy workable^ 2 parts of silex re- 
quire from 3 to 4 parts^ by weighty of oxide of lead ; 
but a somewhat smaller quantity of the latter may be 
used^ if the deficiency is made up by the addition of 
some other fluxing material : tiie glass in this case will 
prove both hard and brilliant ; and^ when properly set^ 
will exhibit a much nearer imitation of the diamond than 
most other vitreous compositions. 

It was fonnerly imagined by artists who wrought 
these artificial gems^ that if the glass employed by tiiem 
had for its basis rock crystal^ rather than sand^ fiint^ or 
any other mineral of the like character^ the result was a 
much harder glass than ordinary. This idea^ is^ how- 
ever^ wholly without foundation ; for when the crystal 
has once been fused through the admixture of any kind 
of flux^ the hardness of the mineral will be irrecover- 
ably lost^ as this quality depends altogether upon its 
natural aggregation^ which^ in such case^ is necessarily 
destroyed. 

Rock crystal is^ perhaps^ somewhat purer than most 
other siliceous substances^ some of which contain minute 
traces of iron^ and wluch may possibly impair the 
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beauty of some colours which are imparted to glass. 
The same means as are used to render flint friable^ are 
employed for that purpose with rock crystal: this 
should on no account be ground in metallic vessels. 

Some artists have succeeded^ to a certain extent^ in 
producing a very fine^ hard^ brilliant^ and colourless glass 
paste^ in imitation of the diamond^ and have even given 
to this a very considerable play of lights or, as it is 
technically termed, water ; but it has not been found 
practicable to compound any vitreous substance which 
could for a moment deceive the eye of any person accus- 
tomed to witness the superior brilliancy of real geras. 
The best of these mock diamonds require, indeed^ the 
aid of artifice in the mode of their setting, to render 
them in any great degree ornamental. M. Fontanieu 
recommends his glass. No. 1., described in this Chapter, 
as being better qualified than any other for making ar- 
tificial diamonds. To bring this glass to such a degree 
of brilliancy and clearness as will prove at all satisfactory^ 
it must be retained in a state of perfect fusion for a con- 
siderable space of time. 

Loysel recommends, for the same purpose, the em- 
ployment of a different composition, the result of which 
will be a glass, having the same specific gravity as the 
white oriental diamond, and for this reason better imi- 
tating that resplendent substance in its refractive and 
dispersive powers. His recipe is as follows : — 

White sand purified by being washed 
first in muriatic acid, and after- 
wards in pure water, until all 
traces of the acid are removed 100 parts. 

Red oxide of lead (minium) 150 

, Calcined potash 30 to 85 

Calcined borax 10 

Oxide of arsenic 1. 

This composition is easily fusible at a moderate heat; 
but like that proposed by Fontanieu, requires to be kept 
in a melted state for two or three days, to perfect the 
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refining^ and to cause the dissipation of the super, 
abimdimt alkali. 

The same author has furnished the following receipts 
for the formation of pastes^ qualified^ upon the addition 
of appropriate colouring materials^ for the imitation of 
various gems. The remarks already made as to the 
length of time required for the due preparation of the 
diamond paste equally apply to these compositions : — 

White sand^ purified in the manner 
pointed out in the preceding re- 
i ceipt 100 parts. 

Red oxide of lead 200 

Calcined potash^ and nitre^ of each 20 to 25. 
The specific gravity of this glass^ water being 1^ will 
be 3'9 to 4. 

White sand^ prepared in the manner 

before mentioned 100 parts, 

i Red oxide of lead 300 

Calcined potash 5 to 10 

Calcined borax 200 to 300. 

The specific gravity of this compound will vary from 
3*3 to 4. 

White sand^ prepared as above 100 parts. 

, Red oxide of lead 250 

Calcined potash 15 to 20 

Caldned borax 25 to 30. 

This will have a greater specific gravity varying from 

4, to 4*5. 

In making his sdection between one or other of these 
pastes^ the artist should be guided by their various spe- 
cific gravities^ choosing preferably that glass which is 
nearest in this respect to the particular gem which he is 
desirous of imitating ; and this^ not with the view of 
providing himself with an additional means of deception^ 
but because^ the refractive and dispersive powers of dif- 
ferent transparent bodies being determined by their 
comparative weig^ts^ the resemblance will^ by such a 



222 GLASS MAmrFACTtTBE. CHAP. YII. 

selection^ be rendered more perfect to the eye. To one 
simple test^ that of their hardness^ recourse can be had 
so easily^ that every one may^ wil^ very little previoui 
instruction^ ascertain for himself the genuineness of any 
gem that is offered to his notice^ without any appre- 
hension of being deceived. 
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CHAP. VIII. 

Oir THE MANUFACTURE OF GLASS FROM CALCINED BONES. 

TECPARATION OF BONXS. THEIR VITRIFICATION. — PROCBSS 

KNOWN TO BECHIR. — - CONCEALED B7 HIM. — CURIOUS SUG- 
GESTION AS TO ITS EMPLOYMENT. THIS GLASS HIGHLY ELEC- 

- TRIC WHEN NEWLY MADE. 

Glass may be made from calcined bones by digesting 
them during two or three days with half their weight of 
sulphuric acid, evaporating to dryness^ and washing the 
residue in many difiPerent waters^ until all the soluble 
matter is exhausted. The production of this effect is 
known by the water having no longer a yellow tinge. 

The different waters thus used must then be brought 
together and evaporated to afford a solid extract. To 
separate the sulphate of lime contained in this^ the ex- 
tract must be dissolved in the least possible quantity of 
water^ and filtered : the salt will then remain on the 
filter. This extract may be mixed with powdered char- 
coal^ and distilled for the production of phosphorus ; but 
if^ instead of this, it be placed in a large crucible, and 
the fire is urged^ it will at first swell considerably, but 
ere long will again settle, and at that instant the glass 
is made. This is white, and of a milky colour. 

These directions are taken from the System of Che- 
mistry of M. Chaptal ; who tells us that before his time 
Becher was perfectly well acquainted with the use to 
which bones could thus be appHed, but that he concealed 
the process, on account of the abuse, which, according to 
his apprehensions, might be made of it, and to which 
he plainly enough alludes in the words — " Homo vitrum 
est, et in vitrum redigi potest; sicut et omnia animalia." 
This author was, nevertheless, led to express his regret 
that the Scythians, who drank from disgusting skulls^ 
were not acquainted with the art of converting them 
into so cleanly a substance as glass; — and he also 
showed the possibility of forming a gallery of family 
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effigies^ moulded from glass^ the produce of the identical 
bones of the originals^ in which the likenesses might be 
preserved as truly as they now are by the limner. M. 
Chaptal adds^ that a skeleton of nineteen pounds' weight 
may be made to yield five pounds of this phosphoric 
glass. 

Newly made glass of this description will emit very 
strong electric sparks^ which will fly to the hand at the 
distance of two inches; but this property ceases after one 
or two days^ however carefully the glass may be pre- 
served from contact with the atmosphere. The sub- 
stance is in fact phosphoric acid which has been deprived 
of its water^and which if not carefully preserved from 
the atmosphere it will again imbibe^ becoming deli- 
quescent. It has an acid taste^ and is soluble in water. 
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The method of performing this process is^ to gather 
the necessary weight of glass upon the rod ; and this 
gkss having heen elongated and hollowed hy the work- 
man's breath in the usaal manner^ a punt is attadied to 
the end of the cylinder opposite to the rod. The work- 
man then holding the rod and his assistant the punt^ 
eadi proceeds in a direction opposite to that taken by 
the odier^ by which means the tube is elongated in the 
necessary degree; and being then made to rest upon 
billets of wood placed horizontally and parallel to each 
other at equal distances on the ground^ it speedily cools^ 
and may in that state be readily cut into convenient 
lengths. 

Fig. 35. 
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Whatever may be the original form of tins tube and 
of its perforation^ it is found that the same form win 
be relatively continued throughout the entire length to 
which it is drawn out. If its perforation be at first 
cylindrical^ it will so continue^ whatever degree of length 
and minuteness it may be made to assume; and an equal 
sameness will be found to accompany the prolongation^ 
if any other form be originally given to the orifice. 

A method has been suggested by Mr. Wilson^ of 
Glasgow^ to render the mercury in a thermometer tube 
easily observable^ without incurring the inconveniendes 
whidi attend a large bore. This method is founded on 
the property above mentioned^ and which is indeed com- 
mon to all ductile substances.* Mr. Wilson proposes to 
form the tubes with an elliptical perforation, which when 
drawn out will form a mere slit^ the flat side of which is 
to be turned towards the observer. It does not appear^ 

* For a beautiful adentifle application of this principle, aee Lardner'a 
Mechanics, Cab. Cyc. p. a art OSL) 
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however^ that these tubes ha^e come into any extenrive 
me. 

This elliptical bore is caused by flattening, in the ne- 
cessary degree, and before it is drawn out, the short thick 
tube already described; restoring then its external 
cylindric form by coating it over with a further portion 
of melted glass, and rolling it on die iron slab, represented 
(fig. 5. Chap. IV.) in the foregoing description of the 
processes pursued in blowing flint glass. 

The apparatus usually employed by those who un« 
dertake this branch of glass*working is extremely simple. 
The taUe is substantially made, and has fixed at its 
bottom a small double-blast bellows, worked with a foot, 
boanl, that the artist may himself govern its action, and at 
the same time have both his hands at liberty for the other 
operations which he has to conduct. A pipe, proceeding 
fromthebellows,oonductsthebla8tof air to the lamp, which 
is usually nothing but a bundle of coarse cotton thread, 
placed in a common tin vessel of a horse-shoe shape, the 
flame being fed with lumps of tallow heaped up and 
intermixed with the cotton. A small chimney is hung 
over the lamp, and at a short distance from die flame, 
to carry ofi* the smoke, which otherwise would be incon- 
venient to the workman. The blast pipe is so placed 
and directecL that it throws ofi^ the jet of flame from the 
lamp in a direction contrary to that occupied by the 
workman, so that all annoyance from this source is equally 
avoided. 

Two or three very simple iron tools, such as files, 
forceps, scissors, &c., make up the rest of' the glass- 
worker's apparatus ; while his materials are mostly con- 
fined to an assortment of tubes having various bores, and 
composed of difiSsrent thicknesses of glass. When em- 
ployed in making toys or ornaments of glass, tubes of 
various colours are provided by the workman : these are 
easily procurable at any glass-house, a good stock of all 
kinds of tubing being generally kept by the makers. The 
flame, when most strongly urged by the blowpipe, if 
about four inches long, having its end of a blunt round 

4 2 
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form ; its colour^ in the part nearest to the wick^ is of 
dear light blue^ and beyond this of a pale yellow^ 
the blue portion having by far the greatest heating 
power. 

In proceeding to work^ care most be taken to remove 
all moisture from the tubes^ both within and on the out* 
side ; they must be heated gradually, to prevent their 
cracking; and the greater the thickness of the glass, the 
more necessity there is for caution on this head. Glass is 
so imperfect a conductor of heat, that where utensils made 
with it of any considerable thickness have fire applied to 
them, it is difficult to prevent an unequal degree of ex- 
pansion, which induces that corresponding inequality of 
pressure among the different parts under which some 
will inevitably give way and fly asunder. It is for this 
reason that glasses intended for use in chemical labora* 
tories can hardly be made too thin, or with too great 
attention to the equality of their substance, so that heat 
may be quickly and uniformly transmitted through the 
mass. 

Glass tubes should be first heated by being held in the 
flame of the lamp, without employing the blast of air ; 
they should next be brought to the yellow outer edge of 
the flame when urged by the blowpipe ; and, lastly, the 
fusion must be completed through bringing the glass by 
flow degrees within the hottest part of the flame. 

The power of a blowpipe, such as is usually em- 
ployed for these purposes, is sufficient for bringing to > a 
white heat a solid lump of glass large enough to form a 
bulb which will contain three fluid ounces; a size much 
larger than can be required for purposes to which the 
lamp is usually applied. 

It may be well to describe briefly one or two opera^ 
tions, such as are usually effected by means of the li|mp 
and blowpipe ; from which wiU be made apparent the 
great facility wherewith this seemingly refractory sub- 
stance can be moulded, through the agency of heat, 
according to the will of the workman. 

If it be wished to seal a tube hermetically^ that is, to 
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close it efi^tually at the end by causing the intimate 
union of its particles, it will suffice that the part be held 
during a short time in the flame, turning the tube round 
with the fingers so as to occasion an equal action upon 
every part : by this means the end will presently be so 
far softened, or partially fused, that the particles will fall 
in and run together ; thus effectually closing the orifice, 
and producing the appearance of a small button at llie 
extremity. This operation may be hastened, if, when 
the glass is rendered soft by heat, and before any fusion 
has ensued, the parts are brought into contact towards 
thdr common centre by means of a stout iron needle. In 
some cases, and particulaiiy when the tube is o£ any 
considerable substance, the button thus formed on the 
end would be inconveniently large, and might besides 
either fly in cooling, or be accidentally broken. This 
can be remedied by lessening, in the following manner, 
the quantity of glass whereof it is composed. 

The end being softened in the flame of the lamp, and 
another piece of tube of the same size having been equally 
acted upon, the two ends are to be brought together, and 
may, by a very little management, be firmly united. If 
then the tube which is to be sealed is softened a little 
higher up than the point of imion, and the two tubes are 
pulled gently in opposite directions until they separate, 
that which is heated will be drawn out with a diminished 
substance, and may be easily sealed in the part that is 
required, the joined ends and a portion of the sealed tube 
remaining attached to the waste piece. 

In making some kinds of thermometers, and for various 
purposes connected with experimental chemistry, it is 
often required to bend tubes of glass : when these are of 
small bore, and their substance is tolerably thick, it is 
only Requisite to hold the tube in the weaker part of the 
flame, in order to soften it through about one or two 
inches of its length, when it may be slowly and gently 
brought to the shape required. 

Something more than this is heeded if the tube ht^ 
wide and its substance thin. In order to preserve in 

a 3 
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fluch case the particular form of the bore^ and to prerent 
its being much straightened^ or perhaps closed at the 
hend^ as it most probably would be if no precaution were 
taken against it^ one end of the tube should be herme- 
tically sealed ; and during the time the workman employs 
himself in bending it at the required part^ he should 
also blow steadily but Tery gendy into the open end. 
The pressure of his breath employed in this manner^ will 
keep the softened part of the tube distended in the proper 
degree^ so that it cannot coll^se during the bending, and 
the perforation wiU be maintained in its original form. 
The closed end of the tube may be readily cut off by 
first scratching with a file and then breaking it suddenly; 
an operation which, with a very little care, may be per- 
formed without risk of dividing the tube in any other 
part of its length. 

Two tubes may be joined together with tolerable ae-> 
curacy by heating their ends in the flame, and then 
bringing them into contact; turning them round in op- 
posite directions with a screwing motion, in order to 
complete their junction. If it be desired to remove the 
thickened ring of glass which will thus be produced, one 
end of the tube must then be previously sealed ; and 
when the union has been fully completed in the way 
described, and while the glass is yet soft, the workman 
must blow into the open end, and gently pull the tube 
at the point of junction, untU the ring disappears, and 
the whole tube becomes equally cylindrical. 

In forming hollow bulbs at the end of tubes, sudi^ 
for instance, as are required in making thermometers, 
the following process must be used : '-^The end whereat 
the bulb is to be formed must be sealed; and in order to 
collect at this extremity the needful quantity of glass, it 
must be pressed while yet quite hot upon some hard sur- 
face, by which means that part is somewhat shortened 
and consolidated into a lump. This must then be hdd 
in the most intense flame of the blowpipe until it is 
quite white hot ; being then removed, and the breath 
applied moderately and steadily to the open end, and 
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keeping the tube in the mean while wilih the heated end 
hanging downwards, the lump will be enlarged into a 
spherical bulb^ the diameter^ and consequently the sub« 
stance^ of which can be regulated according to the 
pleasure of the workman. 

It has been already mentioned diat glass may be spun 
into very long and minute threads, with great velodty, 
when the mass from which it is drawn has been pre- 
viously heated. For this operation the use of the blow- 
pipe is required, and the manner of its performance is 
very simple. 

The lump of glass being sufficiently softened by di« 
flame, another piece of glass is applied to it, when the 
two, cohering together, and being dien drawn apart, are 
seen to be connected by minute filamfents. A fine thread 
bdng thus obtained, its end is applied to a wheel or red, 
and the heat of the glass being maintained, while the 
wheel is turned with considerable velocity^ a thread may 
be drawn continuously out as long as the workman 
pleases, or until the store of glass is wholly expended. 

The thread thus made is extremely fiexible and deli- 
cately fine. Its firmness depends in a great measure 
upon the heat whereat the glass is maintained, and upon 
the velocity wherewith <he wheel is turned : the greater 
these are, die firmer will be the thread. 

Glass is only treated in this manner in order to affi)rd a 
pleasing exemplification of some of its properties, or for 
purposes of ornament. When it is desired to produce 
coloured threads, the material employed should be em* 
bued with a very deep tint, as, when drawn out in such 
minute filaments, it would otherwise appear nearly 
colourless. 

The preparation of watch-glasses involves a series of 
simple but interesting processes. Only a part of these 
is perfonned at the glass-houae ; the remainder being the 
objects of a separate, and, when viewed with reference to 
its extent, by no means an unimportant branch of trade 
and manufacture. ^ 

Q 4 
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All that is effected by the glass-blower is the pro- 
duction of regular hollow spheres^ each being eight indies 
in diameter^ and weighing twelve ounces. 

It is a circumstance^ perhaps^ not the least deserring 
of notice^ in detailing the operations of the glass-house, 
that the men employed to gather glass from the pots for 
this and similar purposes, upon the end of the hollow 
rods, attain through constant practice so much pro- 
ficiency as to bring away with the greatest accuracy 
exactly the quantity that is needed for the formation of 
the required object. To such a degree is this correct- 
ness carried, that, on weighing many dozens of spheres 
such as have just been described, not one has been found 
that varies half an ounce from the proper weight. 

The blowing of these hoUow globes is performed with 
great celerity. Owing to the circumstance that the glass 
of which they are composed is exceedingly thin, so that 
their cooling, although rapid, is also effected with con- 
siderable regularity through their substance; and because 
in the further progress towards their ultimate form they 
are again to be softened by heat, these globes are deli- 
vered to the watch-glass maker as soon as they are blown, 
and without passing through the annealing oven. 

The first operation performed by the last-mentioned 
artist is to divide each sphere into the largest possible 
number of sections of the requisite size; it being manifest 
that any errors committed at this stage of the proceeding 
would, by wasting his material, place the manufacturer 
at a disadvantage. 

In proceeding to effect this division, the workman 
seats himself; and taking the globe in his lap, with a piece 
of heated wire or tobacco-pipe, (which last is perhaps 
chosen preferably, because it longer retains a sufficient 
degree of heat,) he traces a line upon the globe, and 
quickly thereafter wetting the line thus traced, the glass 
will crack and divide along the line with the most ad- 
mirable precision. The sections thus obtained will 
necessarily have many angular irr^ularities : these are 
dexterously clipped away by means of scissors. 
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The segments into which the individual pieces haye 
now heen cut^ will be wanting in the requisite degree of 
convexity. Before this can be imparted to them^ they 
must have their brittleness removed^ and be considerably 
softened by heat. When this has been effected^ taking 
an appropriate instrument in each hand^ and using them 
much in the same manner as the dairy-maid employs 
her wooden spoons in raising a pat of butter^ the work- 
man presses the edges of the glass regularly in towards 
the centre, which is by this means made to rise in a 
corresponding proportion. The edges are then ground 
evenly off, and the watch-glass is ready for sale. 

Lunette glasses are differently made. These are not 
segments of spheres, but have their edges abruptly raised^ 
and their interior areas or faces flattened. In forming 
these lunettes, a much smaller quantity of glass is ga- 
thered from the pot than is required in blowing globes 
for ordinary watch-glasses. A hollow pear-shaped figure 
is then blown, having the larger end, which is farthest 
from the extremity of the rod, of the size required for a 
watch-glass, and the requisite flatness is occasioned by 
pressing this end, while soft, upon any smooth level 
surface. 

These glasses are necessarily much higher in price 
than those more commonly used for watches ; both be- 
cause they are made to contain a greater weight of glass, 
and because, only one form being cut from each hollow 
pear-shaped. figure, the labour expended in the manu- 
facture is proportionaUy greater. 

A very considerable manufacture of glass for the 
formation of beads is carried on at a place called Mu- 
rano, situated near the city of Venice. There is nothing 
peculiar in the composition of the glass made use of for 
this purpose, nor in the methods employed for its pre- 
paration; and although the manufacturers affect great 
secrecy as to the colouring substances which they mix 
with this glass, it is not likely that they possess any real 
advantage over others in this respect, or that they have 
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made any useful discovery of materials difibrent fromt 
those commonly employed in colouring glass. 

When upon inspection the ec^ured glass is found to 
be in a fit state for workings the necessary quantity i» 
gathered in the usual manner upon the rod^ and is blown 
into a hollow form. A second workman then provides 
himself with an appropriate instrument^ with which he 
takes hold of the glass at the end which is farthest from 
the extremity of the rod^ and the two men running 
thereupon expeditiously in exactly opposite directions^ 
the gl^ss is drawn out into a pipe or tube^ in the man- 
ner of those used for constructing thermometers^ the 
thickness of which depends upon the distance by which the 
men separate themselves. Whatever this thickness may 
be, the perforation of the tube is preserved^ and bears 
the same proportion relatively to the substance of the 
glass as was originally given to it by the blower. In 
these particulars the workmen of course govern them- 
selves according to the size and description of the beads 
which are to be made. The glass-house at Murano is 
provided with a kind of gallery 150 feet in lengthy and 
which much resembles a rope-walk^ wherein the tubes 
are drawn out in the manner here described. 

Tubes striped with di^rent colours are made by 
gathering from two or more pots lumps of different co- 
loured glass^ which are united by twisting them together 
before they are drawn out to the requisite length. 

As soon as they are sufficiently cool for the purpose, 
the tubes are divided into equal lengths, sorted according 
to their colours and sizes, packed in chests, and then 
despatched to the city of Venice, within which the actual 
manufacture of the beads is conducted. 

When they arrive at the bead manufactory, the tubes 
are again very carefully inspected, and sorted according 
to their different diameters, preparatory to their being 
cut into pieces sufficiently small for making beads. 

For performing diis latter operation, a sharp iron in- 
atrument is provided, shaped like a chissel, and securely 
fixed in a block of wood. Placing the glass tube upoa 
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the edge of this tool at the part to he sqiarated ; the 
workman then^ with another sharp instrument in his 
hand> euts^ or rather chips^ the pipe into pieces of the 
requisite size ; the skill of the man heing shown hy the 
uniformity of size preserved between the different frag«« 
ments. 

The minute pieces thus obtained are in the next pro-i 
cess thrown into a bowl containing a mixture of sand 
and wood ashes^ in which they are continually stirred 
about until the perforations in the pieces are all filled 
by the sand and ashes. This provision is indispensable^ 
in order to prevent the sides from falling together wh^i 
softened by heat in the next operation. 

A metallic vessel with a long handle is then provided, 
wherein the pieces of glass are placed, together with a 
further quantity of wood-ashes and sand; and the whole 
being subjected to heat over a charcoal fire, are conti.* 
nually stirred with a hatchet-shaped spatula. By this 
simple means the beads acquire their globular form. 

When this has been imparted, and the beads are again 
cool, they are agitated in sieves, in order to separate the 
sand and ashes ; this done, they are transferred to other 
sieves of different degrees of fineness, in order to divide 
the beads according to their various sizes. Those of 
each size are then, after being strung by children upon 
separate threads, made up into bundles, and packed in 
casks for exportation. 

In this manner, not fewer than sixty different kinds 
of glass beads are prepared in vast quantities. The 
principal trade in these is carried on with Spain and the 
coast of Africa ; but some portions find dieir way to 
neady all parts of the world. 

Another and a more costly description of glass beads, 
made in imitation of pearls, has long been produced in 
France. Although the name of the inventor of these 
ornaments has been faithfully preserved, the period of 
their invention is not precisely known. Reaumur, on 
whose assertions the greatest reliance may generally be 
placed, states this to have occurred in l656. An anec- 
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dote related by Beckmann* of a cheat successfully played 
off upon a lady by a French nobleman^ leads to the con- 
clusion that thirty years later than the period here men- 
tioned^ these mock pearls were far from being generally 
introduced or even known. 

The manner of their invention was this: — M. Jaquin 
having observed that upon washing a small fish, the 
Cyprinus albumus, or bleak, the water contained nu- 
merous fine particles, having the colour of silver, and 
a pearly lustre, he suffered the water to stand for some 
time, and, collecting the sediment, covered with it some 
beads made of plaster of Paris, the favourable appearance 
of which induced him to manufacture more of die same 
kind for sale. These were at first eagerly adopted ; but 
the ladies soon finding that when they were exposed to 
heat, the lustrous coating transferred itself from the 
beads to their skin, they were as quickly discarded. 

The next attempt of M. Jaquin was more successful. 
He procured some glass tubes of a quality easily fusible^ 
and, by means of a blowpipe, converted these into nu- 
merous hollow globules. He then proceeded to line the 
interior surface of these with the powdered fish scales, 
which he called essence of pearl, or essence d' Orient. 
This was rendered adhesive by being mixed with a so- 
lution of isinglass, when it was introduced in a heated 
state inside the globules, and spread over the whole in- 
terior surface, by shaking the beads which, for that 
purpose, were placed in a bowl upon the table. These 
hollow .beads being blown exceedingly thin, in order to 
produce a better effect, were consequently very tender. 
To remedy this evil, as soon as the pearly varnish was 
sufficiently dry, they were filled with white wax, and 
being then bored through with a needle, were threaded 
for sale. 

An expert workman can blow from five to six thou^ 
sand small glass globules in a day ; but, as some attention 
is called for in regard to the shape and appearance of 
these beads, the produce of a man's daily labour will not 

* Hist of Inventions, toI ii. art Artificial Peartt, 
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much exceed one fourth of that quantity. The closer to 
counterfeit nature in their manufacture, these heads are 
sometimes purposely made with hlemishes^ and of some- 
what irr^ular forms. Some are made pear-shaped; 
others are elongated like oUves; and others again are 
flattened on one side, in imitation of natural pearls, 
which are set in a manner to show only one side. 

The fish whose scales are put to this use are ahout 
four inches in length. They are found in great ahundance 
in some rivers ; and, heing exceedingly yoradous, su£Per 
themselves to he taken without difficulty. The scales 
furnished hy 250 of these fish will not weigh more than 
an ounce, and this will not yield more than a fourth of 
that quantity of the pearly powder applicahle to the 
preparation of heads; so that 16,000 fish are re-« 
quired in order to ohtain only one pound of the essence 
of pearl. 

Up to a recent period, the heirs of Jaquin, the first 
inventor, carried on a considerahle manufactory of these 
mock pearls in Paris. The fish are tolerahly abundant 
in the river Seine ; but their scales are conveyed from 
distant parts in much larger quantities than can be pro- 
cured on the spot, for which purpose they are preserved 
in volatile alkali. 

The dial-plates of clocks and watches are made of 
opaque white glass, which has acquired the name of 
enamel. The peculiarly delicate appearance o£ these, as 
well as their opaqueness, result from the presence of 
oxide of tin. 

These plates, which are not of greater diameter than 
twelve inches, are made in one piece ; but any which are 
required to be larger than this, must be formed in se- 
parate segments, and afterwards joined together. 

In the preparation of dial plates, the first process is 
that of hammering a thin plate of copper of the requisite 
size upon a slightly concave anvil constructed of hard 
wood; for which operation a convex hammer is employed, 
and. in this manner the proper state of convexity is im« 
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parted to the plate, without impairing in any degree the 
smoothness of its surface. 

The centre hole for the hour and minute hands, as 
well as that wherehy the kej must he introduced for the 
purpose of winding up the clock or watch, together with 
other smaller holes, for the screws hy which the dial is 
to hie attached to the works, are all made hy passing tools 
of appropriate forms and sizes through the copper, from 
the concave side, in such a manner that the metal dis- 
placed in the act may form ridges round the holes on the 
conrex side, and he instrumental in retaining the enamel 
to the requisite thickness upon the surface, when in its 
state of fusion. For this same purpose, the outside edge 
of the plate is hammered up all round, so as to form a 
ridge of the requisite depth; and provision must he made 
for this rim in the size originally given to the copper. 
The metallic plate thus formed is thoroughly cleansed 
hy being immersed in a weak dilution of nitric acid, 
after which it is dipped in pure water, and rubbed 
smartly over with a brush formed of brass wires. 

The white enamel is then broken in a hardened steel 
mortar, until it is reduced to fragments about the size of 
fine sand; and the whole should be brought as nearly as 
possible to the same state as regards the size of the 
particles. The pounded glass is then washed in very 
dear water, and the heavier parts having subsided, the 
remaining milky-looking liquid is poured ofiP and left to 
settle in .a separate vessel. This operation is several 
times repeated; so that the powder may be divided into 
separate portions, having different degrees of fineness. 

The enamel being thus sorted and well washed, the 
separate portions are placed in glass vessels, and nitric acid 
is poured over, so as completely to cover the powders. 
The acid must be left on the enamel during the space of 
twelve hours, the whole being occasionally stirred with 
a glass spatula, in order to dissolve away any metaUic 
particles which may have been abraded from the steel 
mortar, and which would greatly impair the whiteness 
d the enamel when subsequently applied on the face of 



CHAP. IX. DIAL PLATES. S39 

the pliite. The add is then poured off^ and the enamel 
washed in successiye waters, until it no longer contains 
any acidity ; after which^ it is again covered with pure ; 
water> and in this state it must remain until used^ that its I 
perfect whiteness and purity may he preserved. 

It is necessary to operate upon hoth sides of the 
plate^ lest the heat of the enamel^ when in a state of 
fusion on the convex side^ should alter the curvature of 
the copper^ and deform its shape. 

The enamel^ when prepared in the manner described, 
is first applied to the concave or under facej in which 
process the artist spreads over it with a spatula^ as thin 
and as evenly as possible^ a portion of the finer settlings. 
A tool which had previously been inserted in the centre 
hole is then withdrawn, and its place supplied with a rag 
of clean linen, which absorbs dl the superfluous water 
from the enamel, bringing it to such a state of con- 
sistency, that this, which is called the counter-enamelling, 
will adhere sujfficiently to the copper when the position 
of the plate shall be reversed. In then proceeding to 
operate upon the convex surface, the plate must be turned 
over, a tool being again placed in the centre hole, and a 
layer of the coarser part of the pounded glass thereafter 
applied with every possible care as to the evenness of its 
distribution. It is particularly requisite to cover well 
tiie edges of the dial-plate, as weU as those of the dif- 
ferent holes, lest the heat should afterwards act too 
powerfidly upon the metal. To draw ofi^ the superfluous 
moisture from this layer of enamel, a fine linen cloth is 
applied round the entire edge, which, in this altered 
position of the dial, is now its lowest part, and has in 
that respect taken the place of the centre hole in the 
•eounter-enamelling process first mentioned. In order 
that the particles may arrange themselves properly and 
elosely together, the tool still remaining in the centre 
hole is then subjected to two or three slight concussions, 
and much of the beautiful appearance of the finished 
dial-plate depends upon the neatness with which this 
operation is performed. If the enamel is evenly spread 
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and well packed together^ no hollows will be left below the 
surface when it has been melted^ and the requisite degree 
of smoothness will be attained. To dissipate any moisture 
which may now be retained by the enamel^ the plate is 
dried on a sheet of iron over a chafing dish. 

The dial-plate^ thus prepared^ is introduced cautiously 
and by degrees under a muffle placed in a furnace^ it 
being necessary to heat it gradually : in this situation it 
must remain until it is perceived that the enamel begins 
to melt ; the sheet of iron on which the dial is placed 
should then be turned gently rounds in order that every 
part may be equally exposed to the heat of the muffle. 
So soon as the enamel is seen to be perfectly melted over 
the whole surface^ the plate must be withdrawn with as 
much caution and deliberateness as was used upon its 
introduction ; and^ in order to prevent the cracking and 
scah'ng ofi^ to which the glass would otherwise be liable^ 
the plate must remain for some time cooling very gra- 
dually at the mouth of the muffle. The necessity for 
this delay in the process arises from the same physical 
law which obliges the manufacturer to have recourse in 
larger operations to the annealing oven. 

When this first firing has been completed, the plate 
must be cleaned, as before, with a very weak dilution of 
nitric acid ; and a layer of the finer settlings of the enamel 
is to be spread, in the manner already described, over 
the convex side. It is not necessary to apply any further 
coating to the inner or concave surface, unless upon exa« 
mination any part of the former layer shall appear de- 
fective ; in which case such part must be made good with 
a further portion of the same division of the eilamel as 
was used before. 

The same precautions that were observed in the first 
firing for placing 'the dial-plate within, and for removing 
it from the muffle, must be repeated now; and must 
equally be practised when a third layer, which must be 
of the finest and whitest portion of the enamel, is sub- 
sequently spread over the convex side. When this third 
layer has in its turn been fused and gradually cooled, the 
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dial-plate is complete^ with the exception of the figures 
or letterings which must be placed upon the convex side 
to mark the divisions of the hours and minutes^ and 
which are thus applied : — 

A black enamel^ which is so composed that it will fuse 
at a lower degree of heat than the white opaque glass 
already employed^ is to be ground exceedingly fine in an 
agate mortar with a pestle of the same substance^ and in 
combination with oil of lavender ; which^ as it would of 
itself be too thick^ must have its consistence reduced by 
the addition of oil of turpentine. To such an exceeding 
degree of fineness is it considered necessary to reduce 
this black enamel for the purpose^ that the labour of half 
a day is usually employed in thus grinding a drachm 
weight. A further quantity of the mixed essential oils 
must afterwards be added, that the enamel may be suf- 
ficiently thin to flow readily from the pencil. 

The dial-plate is then placed upon some level surface^ 
and by means of a pair of compasses^ having one of the 
legs blunt at the end and rounded^ so that it will freely 
turn in ihe centre hole where it is placed, and the other 
leg provided with a black-lead pencil, two circular lines 
aie slightly traced at unequal distances from the centre, 
between which the numerals are to be inserted. The exact 
position of these is determined by means of a sector fur- 
nished with a movable limb ; and the different figures 
being drawn with a camel's hair pencil charged with the 
prepared black enamel, tliis is left to become perfectly 
dry in the air ; and its fusion having afterwards been 
effected in the muffle, the dial-plate is completed, and 
in a fit state to be placed in the hands of the dockmaker. 
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CHAP. X. 

ON THE FORMATION OF LENSES. 

PREPARATION OF THE NECESSARY TOOLS. — CHOICE OF GULSS. •— 

GRINDING. POLISHING. CURDLED LENSES. MEANS USED 

FOR AVOIDING THIS DEFECT. 

In grinding glasses for spectacles^ or preparing them as 
lenses for optical instruments^ the first thing to be at- 
tended to is to determine the proper focal distance of the 
glass. Taking then a pair of compasses^ which^ on the 
supposition that the glass is intended to be convex Or 
concave on both sides^ must be opened to the full focal 
distance; two arches or segments of circles^ each extended 
somewhat beyond the breadth which it is intended io 
give to the glass^ must be described upon a piece of sheet 
copper^ which must then be filed away from the outside 
of one and from the inside of the other arch. By this 
means two gauges are formed, the one convex and the 
other concave, and each perfectly answering to the other. 

If it is intended that the glass shall be what the op- 
ticians call plano-convex or plano-concave, that is, having 
one of its sides flat, while the other has received the re- 
quisite curvature, the compasses wherewith the arches 
are described should be opened to only one half the fodal 
distance. 

Two circular plates of brass, about one tenth of an 
inch in thickness, and each being of a little larger dia- 
meter than the intended lenses, are then securely soldered 
upon a cylindrical piece of lead of an equal diameter with' 
the brass discs, and one inch in thickness ; these, which 
are called tools, are then fixed in the lathe, and turned 
so as to correspond with the copper gauges, the surface 
of one being made convex, and of the other concave. 

The 'two brass discs are then to be ground together 
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with emery^ or with pounded Turkey stone, until thcdr 
mrfaces exactly ooindde in every point. 

If tiie focal distance is very short, so that the con- 
v^ty and concavity require to be very considerable^ the 
brass discs should be hammered as nearly as possible to 
their intended form before they are soldered to the leaden 
<^lindersj and turned, otherwise either the thickness of 
the brasses would require to be inconveniently increased, 
or the more considerable portion of their substance, which 
must in such case be cut away, would occasion the discs 
to be too thin and yielding. 

The glass of which a lens is coniposed is chosen with 
Tefsrenoe to the purpose to which it is to be applied, and 
according to its re&active and dispersive powers: its 
selection must be left to the discretion of the optician* 
Its two surfaces should originally be perfectly parallel. 
Being cut or clipped into a circular form by means of 
scissors or pincers, the edge must be smoothed on a 
common grindstone, and the glass fixed by seating ope 
of its surfaces in softened pitch on the flat end of a solid, 
cylindrical, wooden handle of smaller diamet^ than the 
glass. The centre of the axis of this handle must co- 
incide exactly with the centre of the glass. 

If, to suit a short focal distance, the curvature of the 
lens requires to be great, it will simplify the labour of 
the artist, if, previously to its being thus fitted to its 
handle, the glass is reduced upon the grindstone as nearly 
as possible to the shape of the gauge. Some judgment 
is, however, necessary in this process, lest the abrasion 
should be carried too far even in any one minute point, 
which would render the glass wholly unserviceable. 

The convex form is that which is most commonly 
given to lenses; and in describing the process for effecting 
this, the mode of producing concave glasses will equally 
be understood ; the only difierence between the two me- 
thods being this, — that in the first operation, the concave 
tool and gauge are brought into use; while for the other, 
those having a convex form are employed. 

The whole being thus prepared, the concave tool is 

R 2 



'244 GLASS MANUFACTURE. CHAF. Z. 

fixed firmly on the working bench; and haying some fine 
emery sprinkled on its surface^ the glass is worked upon 
it with circular and cross strokes alternately; the artist 
being careful that the centre of the glass shadl never pass 
beyond the edge of the tool. 

When by these means the glass has been so far ground 
that its surface coincides with that of the tool at every 
pointy the emery is to be washed away^ and some of a 
finer kind substituted ; and so on through three or four 
difierent degrees of fineness^ until all the roughnesses 
and apparent scratches on the glass are worn down^ and 
it has become perfectly smooth to the touchy although 
dull and opaque to the eye : after this it is sometimes 
further ground with finely pounded pumice-stone. 

At the expiration of every five or six minutes^ dming 
this grinding process^ the surface of the tool is rubbed 
for a short time within the concave tool^ that its proper 
curvature may be perfectly preserved. When the oper- 
ation has been completed^ the glass is easily separated 
from its wooden handle by means of a thin knife^ and 
the pitch is removed by rubbing it with oil. The side 
which has been ground is^ in its turn^ fixed upon the 
wooden handle, and the other side is then ground in the 
same manner as the first. 

Convex glasses are frequently prepared for common 
purposes, in another manner. The concave tool is fixed 
upon the lathe, and the glass being held steadily in the 
hand, and sprinkled with emery, is applied to the tool 
during its revolutions. For concave glasses, the convex 
tool is fitted to the lathe, and the glass is in like man- 
ner presented to it ; but this method, although easier 
and mcM-e expeditious, is greatly inferior in its result to 
hand-grinding, and cannot be resorted to when any 
thing like perfectness in the intended instrument is 
desired. 

The same brass tool which is used for grinding, serves 
also for polishing lenses ; but before it is thus employed, 
a smooth thick piece of felt must be stretched over and 
cemented to it, and the outer surface being then covered 
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with washed putty powder^ which is a comhination of 
the oxides of tin and lead^ the tool is worked upon the 
lens with the same motions as are employed in grinding 
it. The consistency of the powder is a point requiring 
attention ; for if it he too moist, it will cause the fibres 
of the felt to rise up and polish^ not only the surface, 
properly speaking, but likewise the innumerable hollows, 
which, notwithstanding all appearances to the contrary, 
are actually left in the surface from the grinding. If 
the lens be subjected to examination in a microscope, 
this effect will be rendered fully apparent The evil 
consequence resulting from this defect is, that the cavi« 
ties being polished, admit the rays of light, and disperse, 
instead of collecting them, as would be the case if the 
surface were uniform. When this fault exists in a de- 
gree so exaggerated as to be visible to the naked eye, the 
lens is said to be curdled. 

An excellent method has lately been adopted by an 
eminent optician in London, whereby this defect is 
avoided. Bees' wax is hardened to a proper degree by 
admixture with dry red sulphate of iron, which has 
previously been carefully washed; and instead of the 
covering of felt, this compound is melted over the brass 
tooL When cold, the casing thus formed is sufficiently 
hardened to be turned to the required curvature, and 
the tool, when this has been done, is in a fit state for 
use. 

The peculiar advantage of this compound, as a polish- 
ing substance, consists in its perfect uniformity ; besides 
which, it has this further recommendation, that if any 
hard particles should accidentally insinuate themselves 
between the tool and the lens, and which, in other dr* 
cumstances would scratch the glass, the wax is suffix 
ciendy yielding to allow them to bury themselves in its 
substance, so that all injury of this Idnd is avoided. 

Lenses which have been thus treated, will bear ex- 
amination with a microscope, their polish appearing 
uniformly clear and defined. 

Convex lenses in their simple state have been used 
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fbr collecting the beating rays of llie son^ or for forming 
what are c&Ded baming glasses. One of the faurgest 
lenses ever appHed to this purpose was made of flutt 
ffisiSB by Mr. Parker. The diameter of this gtass waa 
3 feet ; its focal distance was 45 inches ; and the dr- 
etdar spot of Mght which it cast at the focal poii^ waa 
1 inch in diameter. Still farther, and as much as pos- 
sible to condense the rays, Mr. Parker employed a smaller 
lens, 13 inches in diameter, in conjunction with the 
larger one, and by means of this the heating rays were 
concentrated at the focal point to ^ of an inch. The 
effects produced by this arrangement were surprising ; 
20 grains of pure gold were fused in 4 seconds, the same 
^^ct was produced on 10 grains of platina in 3 seconds; 
and a diamond, whose weight was 10 grains, was found 
to have lost 4 grains after having been placed within the 
focus during 30 minutes. 

This lens^ which cost 7002., has since passed into the 
possession of the emperor of China« 
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CHAP. XI. 

ON THE PRINCIPAL PEFECTS OBSEBVABLE IN GLASS. 

STBUEB — - RENDER GLASS UNFIT FOR OPTICAL PURPOSES. — 

THREADS RENDER GLASS FRAGILE. CAUSE OF THIS. — 

TEARS — ONE OF THE GREATEST DEFECTS* RENDER GLASS 

USELESS. KNOTS. BUBBLES. WHENCE THET PROCEED. — 

DO NOT MUCH AFFECT THE QUALITY OF GLASS. OBJECTS TO 

BE ATTAINED FOR AVOIDING THESE DEFECTS. M. GUINAND. 

HIS HUMBLE ORIGIN. ENERGY OF CHARACTER. EXAMINES 

TELESCOPES, AND CONSTRUCTS OTHERS.— UNABLE TO PROCURE 

- GLASS OF GOOD QUALITY. IS INCITED TO EXAMINE INTO THX 

CAUSES OF INFERIORITY. — HIS EXTRAORDINARY PERSEVER- 
ANCE AMIDST ACCIDENTS AND DIFFICULTIES. HIS ULTIMATE 

SUCCESS. ACCIDENT LEADING TO FURTHER IMPROVEMENT. — 

PROSECUTES HIS ART IN BAVARIA. RETURNS TO SWITZER- 
LAND, AND FURTHER PURSUES HIS FAVOURITE OBJECT. -*- DIES. 

I FRAUENHOFER. RISES FROM OBSCURITY BY HIS TALENTS. 

HIS SCIENTIFIC ACQUIREMENTS. PRODUCES SPECIMENS OF 

PERFECT GLASS. DIES AI AN EARLY AGE. RESPECT PAID 

TO HIS MEMORY. 

The principal defects observable in manufactured ^lass^ 
are stria, threads, tears, and knots. These^ ^hen 
they occur to any extent^ all impair its beauty^ and 
some of them injure its actual quality. Although it is 
not difficult to attain such an amount of proficiency in 
the manufacture as will preserve the materials from these 
evils in their extreme degree^ yet^ altogether to avoid 
their occurrence^ and to obtain glass of a perfect quality^ 
is a task that long^ and with only doubtful success^ has 
engaged the thoughts and labours of men devoted to 
scientific pursuits. The difficulties that attend the 
attainment of this object are sufficiently proved by the 
fact thatj during ten years^ one of the most considerable 
and most scientific opticians in London has been dis- 
appointed in his effi^rts to procure a disc of fiint glass only 
five inches in diameter^ sufficiently fitted^ by the absence 
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of defects^ to be employed in the construction of a tele- 
scope. 

Strie are undulating appearances^ perfectly vitrified^ 
and equally transparent with any other part of the glass* 
they do not occasion any roughness or inequality in the 
surface, but result from a w&ni of congruity in the com- 
position of the particles which make up the substance : 
in other words, the structure is not perfectly homo- 
geneous ; and although each different portion may be 
alt(^ether good in itself, and the whole mass, if made 
up of any one of these portions, would be equally per- 
fect in itself, yet, the whole acting without any uni- 
formity, the rays of light in passing through them are 
bent or refracted differently, and the objects beyond ap- 
pear distorted. 

This condition must exist to a considerable extent ta 
be easily discernible by the naked eye, or detrimental to 
the quality of glass, when applied to the more ordinary 
purposes of use or ornament; but glass striated in a 
scarcely perceptible degree, is yet wholly inapplicable to 
the construction of optical instruments, where the objects 
they are intended to present to the eye will be many 
times magnified ; and where, consequently, every defect 
or distortion that accompanies their transmission through 
the glass will be equally enlarged. The end proposed in 
the employment of these philosophical instruments, is 
the minutely accurate examination of distant or very di- 
minutive objects; and this purpose it is evident must 
be completely frustrated, by the defect here described. 

The name of threads is usually given to fibrous ap- 
pearances in the body of the glass, which result from 
the vitrification of clay. Their colour is greener than 
that of the rest of the glass. Threads, if existing in 
great numbers, render the material extremely fragile; 
and the same effect is produced, if, although fewer in 
number, the threads are individually larger. The cause 
of this increased brittleness is, that the dilatation and 
contraction at different temperatures, of glass which re- 
sults^ from the fusion of day, differ from those of glass 
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made with siliceous sand; for whidi reason^ each in 
turn exerts a hurtful influence upon the other. 

Tears are^ perhaps^ the greatest defect that can he 
found in glass. They are in fact an exaggeration of 
the imperfection last described^ and usually proceed 
from the fusion and vitrification of portions of the clay 
that forms the arch of the furnace^ and which are suf. 
fered to drop into the pots^ and to float in the glass 
while in its state of fusion. Wherever these tears exists 
the materia] is brittle in a very high degree^ so as fre- 
quently to cracky without any apparent cause^ by the 
mere eflect of the unequal expansion just described^ 
which accident is more likely to occur in proportion as 
the drops are nearer to the surface. This defect is one 
of so serious a nature^ that it is usual^ on discovering 
its existence^ at once to throw aside the glass as useless. 
In places where^ as is frequently the case in England^ 
covered crucibles are employed^ this accident is in a 
^reat degree avoided. 

Three kinds of knots are observable in glass; one 
of these arises from the aggregation of several imper- 
fectly vitrified grains of sand. Another is owing to 
some portions of glass-gall not having been removed 
during the refining ; and the third kind is produced by 
any small parts of the crucible or of the furnace which^ 
having been abraded by the rubbing of the tools or other 
accidental circumstance^ have fallen into the glass. 

Small bubbles are frequently seen abundantly spread 
throughout the substance of the glass. These indicate 
an imperfect d^ee of refining^ and proceed from the 
disengagement of gas which occurs during the process 
of vitrification. Their presence announces that the glass 
has not been sjuffidently fluid in the course of its re- 
fining to allow of their dispersion. This may happen 
through one of two causes^ either that a su£Bcient amount 
of fluxing material has not been used with the sand^ or 
that the fire has not been sufficiently intense for the due 
liquefaction of the compound. These bubbles are chiefly 
objectionable on account of their unsightly appearance^ 
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and do not really deteriorate the quality of the glas9 
eyen for optical purposes. In this case each buhhle acts 
as a small convex lens^ rapidly turning aside the rays 
which strike s^ainst it^ and occasioning a diminution of 
light in proportion to its area. But when these bubbles 
are even numerous, the sum of their united areas will 
amount to only a small proportion of the whole sur- 
face of the glass ; and the loss of light will be incon- 
siderable.* 

It thus appears that the principal object to be sought 
after in the manufacture of perfectly homogeneous glass 
isj to avoid those variations in the composition and spe- 
cific gravity of its different parts^ which occasion] the 
striated appearance described above. To enter minutely^ 
and at lengthy into a consideration of the means that have 
been proposed and adopted with a view to remedy this 
considerable evil, would present little that is amusing 
to the general reader; while those persons who feel any 
particular interest in the subject, or whose taste for sci- 
entific research leads them to admire the detail of well 
considered and ably conducted plans for the mastery of 
a difficult operation, may gratify themselves by consult- 
ing Mr. Faraday's truly valuable paper already referred 
tp, and which will be found comprised in the Phibso- 
phioal Transactions for the year 1830. 

Some exceedingly favourable specimens of glass for 
optical purposes have lately been prepared by Mr. GreeUj, 
th^ proprietor of the Stangate Glass-house ; a gentleman 
whose personal attention has been unintermittingly givei^ 
during many years to all the practical operations and 
details of an extensive establishment. Mr. Green is far 
Irom asserting th^t in what has been accomplished he 
has arrived a| apy certainty in the solution of this dif- 
ficult problem, and feels diat at most he has hitherto 
made only an approach to it ; while, however, it is sucl^ 
1^ approach as justifies the hope, that, through continued 
thought and ei^ertion, a still greater and more important 
d^ee of perfection may be attained* 

• Mr. Faraday, Bakerian Lect $ Pha Trann 1890, pi 7. 
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The diGimiBtanoes whkfa attended the long-oontiniied. 
and hiborions inyesti^tiaiis on tlus subject of another and 
a Tery extraordinaiy man^ aie^ in themaelTes, so cariouft 
and interesting^ and seem likely to l>e followed by suck 
important consequences, to at least one b-anch o£ the 
art^l that a treatise on the manufacture of glass might 
be justly charged with incompleteness^ if it did not 
Inmish at least a sketch of those circumstances. 

The fd^owing account is condensed from a memoir, 
read at a sitting of the Society oi Physics and Na- 
tural History of Geneva, on the 19th of February, IS^S, 
as giyen in the nineteenth yolume of the Quarterly Journal 
of Science, published in London in the year 1825. 

The late M. Guinand was bom in an inconsider* 
able village, among the mountains of Neufchatel in Swit* 
zerland. His father was by trade a joiner, and must 
have been in very indifferent circumstances, as hia 
son was called upon to assist him when only ten yeaKt 
old, and without having acquired more than a very im<. 
perfect knowledge of the first rudiments of learning ; a 
deficiency which was never afterwards supplied, as M* 
Guinand always read with difficulty, and wrote very 
imperfectly. He must even, at this early period, haTe 
been a lad of considerable talent, and of a dispoaiUoo 
that urged him to the exertion requisite for raising his 
condition in society. We find him, when between thijr* 
teen and fourteen years old, having quitted the employ- 
ment of a joiner for that of a cabinet-maker, chiefly 
engaged in making cases for clocks. At this period he 
acquired from an acquaintance some knowledge of th^ 
art of casting and working in metals, of which know- 
ledge he afterwards availed himself by adopting, when 
twenty years of age, the occupation of a watch-oaoe 
maker, ihe manufacture of watches forming a very conr 
siderable branch of industry in that part of the country. 

At the house of a person for whom he then worke4» 
M. J. Droz, the constructor of several automaton figure^, 
which forty years ago made the tour of Europe, young 
Guinand enjoyed an (^portunity of seeing for ibe first 
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time a very fine reflecting telescope which had been 
made in England^ and which at once appeared to him: 
so curious and interesting an object^ that he petitioned 
for and obtained leave to take it in pieces^ the more 
minutely to examine its construction. The use made 
of this permission was soon rendered apparent by the 
production of a similar telescope; and this^ which he 
had constructed with his own hands^ on being examined 
by many competent persons^ was pronounced by them to 
be equaJ in excellence to that which had served him as 
a pattern. 

Surprised at this success^ the gentleman to whose 
kindness he owed this opportunity questioned the artist 
as to his acquaintance with the science of optics^ and in 
particular to what treatise he was indebted for his pro« 
fidency. The surprise of M. Droz was naturally in- 
creased on learning that the instrument had been produced 
without any knowledge whatever of the theory of optics^ 
and with no more acquaintance with the practice of the 
art than had been acquired tlirough the examination of 
the English instrument. M. Droz immediately placed a 
treatise on the subject in the hands of the young map^ 
which he rather deciphered than read; but the substance 
of which was imbibed by him so completely, that he was 
enabled, after witnessing the making of one pair of spec- 
tacles, to form and polish lenses, and to make spectacles 
for himself and others, which were pronounced to be 
excellent. His principal amusement at this time was 
found in manufacturing telescopes, which he got up at a 
cheap rate, forming the tubes of pasteboard. 

When the important discovery of achromatic glasses 
reached Switzerland, Guinand's mind was very strongly 
excited by it; and M. Droz having obtained a telescope of 
the new construction, again permitted the young man to 
examine its various parts and structure. The very 
imperfect state of the arts at that time in Switzerland, 
and the deficient means of Guinand, prevented his 
achieving the construction of a simihir instrument. He 
was unable to produce glasses of difierent refractive 
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power; and it was not until several years afterwards 
that an acquaintance^ making a visit to England^ con- 
veyed to him a piece of flint glass^ with which^ although 
it was hy no means void of imperfections^ being con- 
siderably striated^ he succeeded in making some tolerably 
good achromatic glasses. Finding that not only the glass 
which he had himself worked^ but that every other spe- 
cimen which he examined was thus imperfect^ he was 
incited to a more particular scrutiny into the subject^ 
and bringing into action all the knowledge he had ac- 
quired in the art of fusion^ he melted in his furnace the 
fragments of his flint glass. All the satisfaction derived 
from this experiment was the acquirement of some degree 
of knowledge as to the composition of flint glass, some 
particles of lead being revived in the metallic state during 
the process. Guinand was thirty-five years old at the 
time when this fresh incitement led to his seeking after 
such chemical knowledge as might assist him in experi- 
ments on vitrification^ and his evenings' employment 
during six or seven years was to melt iii his blast furnace 
a few pounds' weight of glass^ carefully noting down 
every circumstance attending each experiment, that he 
might be enabled to continue such as afforded any pro- 
spect of advantage, and to avoid others which had a 
contrary tendency. 

These small experiments led to no decisive results ; 
and he was upwards of forty years old when, having un- 
dertaken a new and more profitable trade, that of making 
bells for repeating watches, he was enabled to devote 
more of his earnings to the prosecution of experiments, 
which he thenceforth undertook upon a scale more likely 
by their results to reward his perseverance. 

In this pursuit he was still exposed to numerous acci- 
dents and difficulties, which would have deterred most 
persons from continuing the research. His furnace, 
w&ch he had constructed with his own hands, out of 
such materials as he could procure, and which was ca- 
pable of melting at once 200 lbs. weight of glass, proved 
defective. He was then obliged to procure materials for 
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^e purpose fhnn abroad^ end haviiig once more eom- 
pleted its erection^ and consumed mach fuel in headzig 
it, had the mortification to find that it still leqiixrod 
alteration. Then his crucibles, i^ch he was equally 
tfbUged to form with materials ill-qualified for the olgect, 
cracked during the process, and the vitreous matter was 
lost among the ashes of his furnace. Although during 
all this time Ills family arrangements were formed upon 
a plan of the most rigid economy, he was compelled to 
employ an internal between eadi one of his experiments 
in earning at his regular employment sufficient means 
for subsistence, and for providing the apparatus, mate- 
rials, and fUel needed for renewing them. 

All this time the pursuit had laid hold so complete^ 
of his mind, that he was deprived of his natural rest 
while considering upon the causes of his various failures^ 
and endeavouring to reason out the means for their 
prevention. 

Having at length succeeded in obtaining a block of 
glass weighing about 200 pounds, and having sawn it 
into two vertical sections, he polished one of the faces, in 
order, as far as possiUe, to examine the drcumstanoes 
produced by the fusion. 

To account far the numerous and various defects ex- 
hibited by this specimen, M. Guinand formed a theory 
which he made the groundwork of his future operations. 
A more intimate knowledge of those defects, and a con- 
viction thus attained -of the great difficulties opposed to 
their removal, instead of damping his ardour in the pur- 
suit, served to infuse new energy into his mind. Nor 
was he mistaken in his estimate of the obstades to be 
surmounted; ^^so that," as he himself declared, '^the 
sacrifices and exertions which he had previously made 
were trifling when compared with those which he after- 
wards underwent forthe purpose of removing these various 
deflMts, andof tmiderifig his glass; homogeneous." 

The steps through which he pursued this arduous 
undertaking, and the methods by which its success < was 
accomplished^ it is notpossifale to detail. All that is 
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"publicly known upon the subject is^ that he succeeded in 
discoTaing a mode of proceeding which gare the ahnost 
certainty of producing in the fusion of a pot containing 
from 200 to 400 pounds of glass^ one half at least of its 
substance entirely homogeneous^ and therefore fitted for 
the construction of perfect optical instruments. With 
this result^ satisfactory as it would have l)een to most 
men^ Guinand expressed himself by no means contented^ 
and continued his researches^ without^ however^ ever ar- 
riving much nearer to perfection in the art. 

He was now ena'bled to make for use discs of glass 
perfectly homogeneous, wilih a diameter of twelve indhes; 
a great achievement, when compared with what had been 
at any time accomplished by others. 

Onone occasion the artist had succeeded, through much 
careMness and exertion, in obtaining a disc eighteen 
inches in diameter, and of a quality perfectly satisfactory. 
This was already finished and placed in the annealing 
oven to cool gradually, when, through some unaccount- 
able accident the fire caught the roof of his humble 
dwelling. With some trouble the flames were extin- 
guished ; but the water used for this purpose had found 
its way into the oven, and the precious deposit Was 
destroyed. It is said that the discouragement caused by 
this accident prevented M. Guinand from afterwards 
attempting any similarly extensive experiment. He 
entertained no doubt, however, that, with means for 
operating on a larger scale than he could accomplish, 
lenses of double or even triple the diameter here men- 
tioned might be produced. 

' For some time after he had thus far succeeded in his 
object, M. Guinand was accustomed to divide his blocks 
of glass by that which appeared the only fitting method, 
sawing them into sections perpendicular to their axis, 
polishing the sections, and then selecting such parts as 
were adapted to his purpose, returning the remaining 
portions to the crucible for fiiture operations. By this 
means he had frequently die mortification of perceiving 
that the glass was divided^ so as to present ^ less ex-« 
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tended surface of perfect material than the state of the 
hlock would^ if previously known^ have rendered pos- 
sible; and he was frequently able to procure discs of 
only small diameter^ when^ could he have been fully aware 
of the particular circumstances of the glass throughout its 
substance^ he mighty by cutting in another direction^ 
have obtained a more satisfactory result. 

This disadvantage was remedied in a way apparently 
as untoward as it was singular and unexpected. While 
his men were one day carrying a block of glass on 
a hand-barrow to a water sawmill^ which he had con- 
structed at the fall of the river Doubs^ a short dis- 
tance from his dwellings the mass accidently slipped^ 
and^ rolling to the bottom of a rocky declivity^ was broken 
into several pieces. Endeavouring to make the best of 
this seeming misfortune^ such fragments of glass were 
selected for operation as appeared to be fitted by their 
homogeneity for the purpose; and these were softened in 
circular moulds^ in such a manner that they furnished 
discs of a very satisfactory quality. Further examin- 
ation enabled Guinand to perceive that the fracture had 
in a great measure followed the variations of density in 
the glass; and^ pursuing the idea thus obtained^ the 
artist thenceforth adhered to a method so singularly in 
the first instance forced upon him. 

After this^ M. Guinand contrived a mode of cleaving 
the glass while cooling, so that the fracture accom- 
panied the direction of the more faulty parts; by which 
course he frequently obtained masses of glass which were 
absolutely homogeneous^ weighing from forty to fifty 
pounds. These masses^ cleft again by means of wedges 
into pieces of convenient shape^ were remelted in moulds 
which gave them the form of discs ; an operation which 
differs essentially from that used by other glass-makers. 

Several years of his life were thus employed by this 
extraordinary man in making bells for repeating watches, 
and constructing achromatic telescopes with glass of his 
own preparing. The retired spot wherein he resided, 
offered only very limited opportunities for acquiring a 



CHAP. XI. H. OUINAND. 1257 

reputation in the world ; yet, by degrees, the superior 
value of his labours became appreciated, and he was 
visited by such men of science as travelled into the 
neighbouriiood of his dwelling. By one of these, a 
knowledge of his merits was conveyed to M. Frauen- 
hofer, the chief of a celebrated manufactory for optical 
instruments, established at Benedietbeurn in Bavaria. 
This gentleman having in consequence obtained som* 
discs of glass made by Guinand, found their quality so 
satisfactory, that he repaired in person to Brenets, whera 
the artist resided, and engaged hii^ to settle in Bavaria.. 
This was in 1805, when Guinand was upwards of sixty 
years of age. He contioued at Benedietbeurn during; 
nine years, occupied solely in the manufacture of glass^ 
to the great increase of M. Frauenhofer's reputation. 

Bdng desirous, at the end of this time, to return ta 
his native land, a pension was granted to him by th* 
establishment, on condition that he shQuld no longer 
employ himself in making glass, nor disclo^ his process 
to any person whatever; a condition whicK. did not long 
agree with the still active energies of his mind. Be- 
lieving that by new experiments he could raise his 
discovery to a yet higher degree of improvement, he 
obtained the consent of M. Frauenhofer to called their 
subsisting agreement; and relinquishing his pension^ 
once again devoted himself wi^ ardour to his fs^vourita 
pursuit. 

M. Guinand lived for seven, years after this time 
(1816), and produced several telescopes of great mag« 
nitude, and remarkable for their exceUenee; it being 
perhaps not the least extraordinary among the circum- 
stances attending them, that, to use the words of the 
memoir, whence the foregoing account is drawn, <^ they 
have been constructed by an old man upwards of seventy, 
who himself manufactures the flint and crown glass 
which he uses in their construction, after having made 
with his own hands the vitrifying furnace and his cru« 
cibles; who, without any mathematical knowledge, 
devises a graphic method of ascertaining the proportions 
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of the curves that must he given to tlie lenses^ after* 
wards works and polishes them hy means peculiar to 
himself; and lastly, constructs all the parts of the dif- 
ferent mountings, either wiih joints or on stands, melts 
and turns the plates, solders the tuhes, prepares the 
wood, and compounds the varnish." 

Arrangements had been made hy the French govern- 
ment for purchasing his secret, when the artist, verging 
on his eightieth year, died, after a short illness. That 
secret did not, however, die with him, but is possessed 
by his son, who continues to labour in the employment 
80 singularly commenced, and so successfully and ener- 
getically followed by his father. 

The name of Frauenhofer, which has been introduced 
in the foregoing narrative, is, one intimately connected 
with enquiries in the art of making perfect glass. It 
would be wrong to leave the reader under an impression 
that the merit of this artist was limited to the single act 
of patronage extended towards Guinand, and which, al- 
though indicative of his discernment as a tradesman, 
would afford no reason for investing him with any part 
of the extraordinary merit which truly belonged to his 
character. 

Like Guinand, his beginning in life was humble; 
being indebted solely to the powers' of his own mind 
for the eminence to which he attained. Having occu- 
pied the lowest station as an ordinary workman in a 
great manufacturing establishment, he by the force of 
his transcendent talents, and in the course of a few years 
raised himself to the chief direction of its business. 
During the intervals of labour he acquired a compe^ 
tent knowledge of mathematical science ; and devoting 
himself to the perfection of the refracting telescope, 
proved that he possessed a truly philosophical and 
scientific mind. Having soon mastered the theoretical 
difficulties which presented themselves, he still, however, 
found all his labours unavailing, through the imperfec-' 
lion of the material employed; and set himself to remedy, 
^is evil, by a series of admirable experiments. 
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It might be thought invidious to enquire in what 
degree his success in these was owing to the previous 
labours and assistance of Giiinand^ or how far his dis- 
coveries were personal and original. Both produced and 
left behind them specimens of perfect glass in large 
pieces ; but the public has equally in either - case to 
regret the want of knowledge as to the processes' em- 
ployed for the attainment of an object so desirable. 

Frauenhofer died in the year 1826, at an early age ; 
a victim, it is said, to unremitting attention bestowed 
upon an unhealthy employment. Had his life been tron- 
tinued to the same lengthened period as was allotted t& 
his fellow-labourer, what might not the world have ex-^ 
pected from one, who so early had burst the chains of 
ignorance, and overcome the paralysing difficulties of 
birth and adverse fortune ; taking his station during life 
among the genuine philosophers of the age, and fallings 
admired, and lamented, and eulogised by the most scien*. 
tific societies of Europe ! 

The great value of flint glass, from which all percep- 
tible defects are absent, may be imagined from the sketch 
which has here been given of the efforts made for its 
production. Very high prices are, in fact, paid for ob* 
ject glasses of a satisfactory quality, which are of any 
magnitude; while even small fragments of such glass 
are sought after by opticians with great avidity. 

A few years ago the director of one of the London 
glass-houses having made a pot of flint glass for optical 
purposes, sold this, in the regular course of his business, 
to a commission merchant, who transmitted it to his 
correspondent on the Continent. Some months having 
elapsed thereafter, during which time its possessor had 
ascertained the true value of his purchase, the manufac- 
turer was surprised a treceiving numerous enquiries on 
the subject of this lump of glass, on the part of seyeral 
English opticians. These were anxious to procure por- 
tions of a material, the fame of which had reache4 them 
from abroad. Upon this, the maker instituted a seurch, 
and having succeeded in identifying some fragments^ s» 
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having formed part of the same melting, was enabled to 
procure very considerable prices for that upon whidi he 
had previously set little or no value^ and which had 
been preserved only through accident. 

On a yet more recent occasion^ information having 
reached London that a large and superior object glass 
was on sale in the metropolis of a neighbouring king* 
dom^ one of our most celebrated astronomers hastened 
across the channel^ and while others were chaffering 
with its possessor about the prioe^ our countryman stept 
in, and paying at once the full amount demanded* 
hrought off the prize to the great mortification of hift 
competitors. 
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CHAP. XII- 

ON THE SPECIFIC GRAVITY OF GLASS. 

IKPORTANCB OF THIS QUALITY. EXPERIMENTS OP LOYSEL. — • 

HIS REASONINGS AND FORMDLiE. SPECIFIC WEIGHT AUQ- 

. MENTEO BY LIME. MIXED GLASSES. THEIR SPECIFIC 

WEIGHT. METHOD OF DETERMINING THIS. INFLUENCE OF 

TEMPERATURE ON THE SPECIFIC WEIGHT OF GLASS. 

The specific gravity of glass is a quality of consider- 
able importance^ when the material is required for con- 
version into the object-glasses of achromatic telescopes^ 
or for the composition of counterfeit gems^ although any 
very minute attention to this point is not considered 
essential in conducting the commoner processes of the 
glass-house. 

Loysel^ to whose justly esteemed work on the art of 
glass-making allusion has been so frequently made in 
these pages^ went through a series of experiments upon 
the specific gravities of various vitreous bodies^ with the 
view of giving such instructions for the composition of 
the nicer qualities of glass^ as should absolve manufac-* 
turers from the necessity of making those preliminary 
trials upon every occasion^ which are attended by much 
inconvenient delay in the prosecution of extensive oper- 
ations. 

Adopting the practical aim of this French author, 
some of his ingenious formulW will be here given, toge* 
ther with a statement of the premises whereupon they 
were founded. 

The specific' gravity of water being expressed by the 
number 100, that of sand is 263 ; while soda deprived 
of all carbonic acid by fusion in the furnace of a glass-^ 
house, is of the specific weight 199y and the same sub* 
stance, when brought again by cooling to a concrete state^ 
is not heavier than 222. It might, therefore, be sup^ 
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posed that the specific weight of glass^ considered as a 
compound of sand and alkali^ would be diminished in 
proportion as its dose of silica was lessened and that 
of its alkali was augmented. The contrary of this fact 
results^ howev^er, from the combination of these two sub- 
stances through the agency of fire. 

" Sand," says M. Loysel, " contains, in addition to 
silicia, some other substance, the nature of which has not 
been investigated, and which is sensibly disengaged from 
the silica by the alkali, in the form of an elastic fluid, 
in the act of their combination to form glass. 

" We are ignorant of the degree wherein caloric ad- 
heres more or less strongly to one or other of these 
substances, in other words, their capacity for heat is 
not known ; but, in order to avoid errors, it will suffice, 
that we know the results of several similar combinations. 
If we ascertain carefully the doses of silica and alkali, 
which compose glasses formed of these substances at 
different degrees of heat, together with their various 
specific gravities, we perceive that the differences be- 
tween their doses of alkali are obviously proportional to 
the differences of their weights. Knowing then how 
far these proportions vary in respect of two descriptions 
of glass, we have it in our power to compute, with re- 
spect to a third composition, either its quantity of alkali 
from its specific gravity, or, on the other hand, its weight 
from its dose of alkali. 

From actual experiments made on different glasses, 
the following results have been obtained, the weight of 
water being expressed by 100 : — 

Glass, No. 1. contained 80 parts silica, SO parts alkali, its specific graTity 93S 
Na2. — — 54 — silica, 46 — alkali, its specific {{ravity S54 

Difference ... 26 1ft 

If it be then required to know what proportions of 
the same materials must be used for the production of 
another glass. No. 3.^ the specific gravity of which will 
be 242, the solution of the question may be found bj 
the following formula : — As the difference between th^ 
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fipeciiic weights of the compounds 1. and 2., which is 
IS, is to the difference hetween the weights of I. and S,, 
which is 6 ; so is the difference between the doses of 
alkali employed in Nos. 1. and 2.^ which is *'26, to the 
difference between the doses of Nos. 1. and 3., and 
which difference is thus found to be 9« Adding then 
this number to that which represents the alkali of No. 1.^ 
we may conclude that the glass of No. 3, must contain 
29 parts of alkali and 71 parts of silica. It has been 
proved by experiment that glass of the specific gravity 
proposed, 24*2, is composed by the union of 70 of silica 
with 30 of alkali. 

When a manufacturer has thus two well-established 
results to serve as general means of comparison, the 
simple ascertainment of specific gravities will suffice foi^ 
determining if any variation has taken place in the ma- 
nufacture, as well as for discovering, and in general re- 
medying, its cause. 

If any lime enters into its composition, as is the case 
with glass of common quality, its weight is rapidly aug- 
mented, and it is therefore useful to determine, from 
time to time, the weight of the glass produced, com- 
paring it With that of some other sample which is known 
to have been well and carefully made. If it is seen -that 
the weight increases, it may be concluded, either that a 
larger proportion than usual of lime is present, or that 
the tire has not been sufficiently urged, and that too 
large a proportion of alkali has been allowed to remain 
in combination with the glass. 

The rule already stated is said by M. Loysel to apply 
With equal certainty to the heavy glasses composed of 
silica and oxide of lead, the differences between the 
weights of various specimens of flint-glass being also 
proportional to the differences in their quantities of me- 
tallic oxide: — 

Glass, No. 1. composed of 27 sand 73 minium, has a specific gravity of ASO 
Mo. S: -ii. 11 _ 89 — <>57 

Diff^ence . . 16 137 

8 4 



264 «fLASS HASVPACTVRtS. CHAP. ttU 

From these data^ the specific gravity of another com-^ 
position. No. 3. — made up of 20 parts sand and 80 
parts minium^ may thus he ascertained ^-— As the differ^ 
ence between the quantities of minium contained inNos.l.! 
and 2. is to the difference hetween the proportional 
quantities of minium in Nos. 1. and 5. ; so is the difw 
ference between the weights of 1. and 2. to the difference 
between the specific gravities of 1. and 3., and which iff 
thus found to amount to 59 ; which number^ the 
quantity of oxide being greater in No. 3., must be added 
to 520, the weight of No. 1., and we thus hare 579 ^ 
the weight of the proposed composidoUi 

In forming flint glass, it is proper, in addition to the 
sand and minium above supposed, to employ alkaline 
substances; and it is desirable that the manufacturer 
should have it in his power to predict, within a trifling 
amount, the specific weight of every compound that he 
may determine to employ. The means to be employed 
by him for the attainment of this end are founded on the 
following considerations : — 

The manufacture of flint glass requires the employ- 
ment of a lower degree of heat than is necessary for the 
formation of other descriptions, which do not contain an 
equal abundance of fluxing materials for vitrifying the 
sand. The temperature of the furnace is commonly 
such, that if glass be made in it composed of silica and 
alkali in such proportions that the one will saturate the 
other, it will usually contain about 75 parts of silica^ 
and 25 parts of alkali ; and this glass will have a spe-> 
dfic gravity of about 24. The same means of heating 
being employed, 73 parts of minium will be saturated 
by 27 parts of sand, producing glass the specific weight 
of which is 52. In pracjtice, it is, however, probable, that 
75 parts of minium will combine with 25 of sand, and 
the result will have the specific gravity of 54. 
. On the other hand, if two glasses of different charac- 
ter, one of which is composed of silica and alkali, and the 
other of silica and lead, are melted together^ the specific 
gravity of each being known, the weight of the com- 
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pound resulting from their union will depart in only i| 
very trifling degree, from that which would he given by 
calculation, according to the usual rules for determining 
the specific gravities of alloys. The same result will 
equally ensue, if, instead of thus previously forming two 
different kinds of glass, the materials of which they 
should be composed are themselves brought together for 
the purpose of their original vitrification. 

If, then, we consider the sand Of the composition as 
divided into two portions, one of which must necessarily 
combine with the minium for its vitrification, while the 
other is required for the saturation of the alkali — the 
surplus quantity^ if any, of the latter constituent being 
dissipated by heat during the process of vitrification, 
the calculation necessary for detennining the weight of 
the compound will proceed according to the following 
example : — 

Let it be supposed that the manufacturer wishes to 
form flint glass by the union of 100 parts of sand, 50 
parts of minium, and 40 of potash. These materials 
might be divided into the following proportions for pro« 
ducing two very different descriptions of glass : — Thus, 
the 50 parts of minium, which would be reduced in the 
process of vitrification to 48 parts, would be completely 
vitrified by the addition of 16* parts of sand; the abso^ 
}ute weight of glass thus formed would be 64, and its 
specific weight (that of water being 10) would, as be- 
fore stated, be 54. The quantity of sand remaining 
(84 parts) might be combined with the whole of the 
potash; but as, in the process of vitrification, all the sur-^ 
plus quantity of the alkali would be dissipated, glass would 
be formed containing 84 parts of sand and 28 of potash^ 
having 1 12 as its absolute, and 24 as its specific weights 
If, then, the whole materials are plaeed together in the 
crucible for their original vitrification, we shall have, 
after the reduction of the minium by 2 parts, and the 
dissipation by heat of 12 parts of potash, a glass, the 
absolute weight of which is 176, and whereof we desire 
to know the specific gravity. For ascertaining this, the 
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Specific weights of the two kinds of glass that might be 
separately formed^ roust he multiplied into each other^ 
and their sum again multiplied by the absolute weight 
of both, in order to find a dividend. Proceeding, then, 
with the absolute weights of the two descriptions of 
glass which might be formed, and multiplying each 
separately by the specific weight of the other, adding 
the two products together, another sum will be obtained^ 
by employing which as a divisor, the quotient will be 
equal to the specific gravity of the compound. 

Thus, in the above example, the specific weights, 54 
and 21*, of the two descriptions, being multiplied into 
each other, and their sum multiplied by I76, the abso- 
lute weight of both, a product will be obtained of 
228,096* for the dividend. Multiplying, then, 64, the 
absolute weight of one glass, by 24, the specific weight 
of the other ; and again, 112, the absolute weight of the 
remaining glass, by the remaining specific weight 54, we 
have two sums, 1536 and 6048, which, added together, 
and employed as a divisor, gives, as its quotient, a very 
minute fraction over 30, which is known to be the spe- 
cific gravity of glass composed of sand, minium, and 
potash, in the proportions first stated. 

With respect to heavy glasses, results are obtained by 
calculation, which are rather greater than the reality ; a 
circumstance for which it is not difficult to account* 
The great abundance of oxide of lead used in their com- 
position, attacks the body of the crucible, so as partially 
to dissolve it; and being thus provided with a somewhat 
larger proportion of the lighter material, the weight of 
the compound will be necessarily and proportionally 
diminished. This difference between the computed and 
the real weights will, of course, be greater, according as 
the proportion of minium is augmented; its action upon 
the crucible being, by such means, rendered more de« 
structive. 

Notwithstanding the degree of uncertainty thus oc- 
casioned, it must still be useful to know how, by a very 
aimple calculation, to make a near approximation to th« 
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truth, and thrs, as already said, to avoid the necessity of 
conducting long and uncertain preliminary experiments. 

The specific gravity of glass is influenced by the degree 
of heat to which it has been exposed during its vitri- 
fication ; being always least when the temperature has 
been greatest. The cause of this variation is to he found 
in the different quantities of alkali that have been dis- 
sipated, the silica appearing to depart from the com- 
pleteness of its aggregation^ in proportion as it is deprived 
of alkali.* 

Flint glass is not entitled to any drawback upon its 
exportation, unless its specific gravity be at least three 
times that of water. The duty drawn back on the ship- 
ment of flint glass is considerably greater than the rate 
originally paid on other descriptions; and but for the 
resort which is had to its gravity as a test, those other 
descriptions might in many cases be substituted, and a 
considerable profit be thereby fraudulently obtained by 
the exporter at the expense of the revenue. 

* The pile for aMertnining the mean specific frravity of different bodiet 
should never be relied on until verified by expetiment The contienKatinn 
of volume which itome substances underso when broughr into combination 
with others, in such as to re>ider all caTculations concerninfc them, under 
fuch circumstances, vague and erroneous. From the experiments of 
JA. Lovsel it would appear, however, that except in the case which he hat 
noticed, that of employing different degrees of heat, this condensation 
does not occur with the various com|>08itions of which glass is formed, and 
recourse may therefore be had to the formula UKually employed lor ascer> 
talning mean spettiflc gravities, when we desire to determine thoxe of diC 
ferent vitreous combinations. The rule is as follows : — 

The specific gravity of one body is to that of another, as the weight of 
the first divided by its volume is to the weight of the second dividml hj 
its volume; and the mean sfteciflc gravity of the (wo is found by dividing 
the sum of the weights by the sum of the volumes. 

Let W, !/>, be the two weights; V, v, the two volumes; P, p, the two 
^ecific gravities ; and M, the calculated me-in specific gravity. 

Then, M = ^--_ ; and V + » = -^ + ^ = -^^— i hence 

W + w _ Vf + w _ (W+_w) Pp _ |£ ^ 

V+» Wp + tol' Pw+/»W " 
FP 
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CHAP. XIII. 

ON THE ART OF COLOURING GLASS. 

ANTIQUirr OF THIS ART. — SPBCIMENS OF ROMAN MOSAIC. — 

ANALYSIS OF THESE BY KLAPROTH. METALLIC OXIDES.— 

GOLD-PU&PLE. rrS-GEEAT COLOURING POWER. KUNCKEL.— 

HIS PROFICIENCT IN COLOURING GLASS. — YELLOW COLOUR — 

FROM SILVER FROM LEAD FROM TARTAR — FROM 

BBECHWOOD CHARCOAL FROM OXIDE OF IRON. -— GREEN.-— 

BLACK GLASS. BLUE. DIRECTIONS FOUND IN OLD AUTHORS. 

IMITATION OF THE GARNET OF THE AMETHYST OF 

THE EMERALD — OF SAPPHIRES. — OPAQUE GLASSES — BLACK 
— WHITE. — OPAL. ANCIENT PICTURES FORMED OF CO- 
LOURED GLASS — ' HOW EXECUTED. DESCRIPTION OF ANCIENT 

MOSAICS. — MORE RECENT PROSECUTION OF THIS ART. ACCI- 
DENTAL COLOURING OF PLATE GLASS AT ST. OOBAIN. — INEF- 
FECTUAL ATTEMPTS TO REPRODUCE THIS EFFECT. 

It appears probable that the art of colouring glass was 
discovered and prosecuted at a period very little sub- 
sequent to that of the manufacture of the article itself. 
The most ancient authors who have mentioned the ex- 
istence of the material^ have also recorded the fact of its 
being tinged with various colours^ in imitation of gems. 
Strabo^ Seneca^ and Pliny^ all make mention of this use^ 
as being one to which glass was applied by artists in very 
early times. 

The fact has already been mentioned of coloured 
figures having been found with Egyptian mummies, and 
which are, therefore, known to have been in existence for 
upwards of 3000 years. These curious relics of ancient 
times have also been discovered decorated with coloured 
glass beads; and a mummy thus ornamented is to be 
seen in the British Museum. 

In the reign of Augustus, the Romans began the use . 
of coloured glass in the composition of mosAic decorations. 
Several specimens of this kind have been found at a late^ 



OHAP.Xin. 4X>L0URIN« OF GLASS. 269 

period^ among the mins of a villa built by Tiberius in 
the island of Capri ; and some of these specimens having 
been subjected to analysis by the accurate and ingenioua 
Klaproth^ it is known that in that eariy time recourse 
was had to the same dass of colouring ingredients as is 
employed by the moderns. Some difference must^ indeed^ 
have been observed in their processes^ as the ancients were 
unacquainted with the use of the mineral acids^ which 
are now found to be so convenient in the preparation of 
metallic oxides. 

Klaproth has given the following as the result of his 
examination of some of the Roman specimens above 
mentioned : — 

One which was a lively copper red^ opaque^ and very 
bright where recently fractured^ contained^ in 200 
grains^ — 

Silex - - - 142 . 

Oxide of lead ... 28 

copper • - 15 

iron - « . 2 

Alumine • . • 5 

Lime • « • • 3 



195. 



Another^ a light verdigris green^ also opaque, with a 
splendent fracture and BC<»iaceous, contained in a a 
milar quantity, — 

SUex - -. - 130 

Oxide of copper . • .20 

lead - . 15 

iron - - - 7 

Lime • . • is 

Alumine « « • 11 



196. 

It is remarkable that the constituent ingredients of 
both these specimens should prove to bo the same. 
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The difference between them exists only in their relative 
proportions ; and the colours depend upon the different 
degrees of oxidation of the copper. Sub-oxideof copper, — 
that is, copper which has combined with itself only half 
the quantity of oxygen required for the production of 
the perfect oxide — produces a red enamel ; while that 
which has received its full proportion of oxygen yields a 
green enamel colour. 

^ The specimen of ancient blue glass which was analysed 
by Klaproth contained, — 

Silex - - - 163 parts. 

Oxide of iron - I9 

copper - - 1 

Alumine - , - - 3 

Lime - - - 0^ 



186i. 



It appears, therefore, to have been indebted to the oxide 
of iron for its blue colour, as no trace was detected of 
any other ingredient to which this couW be referred. 
Since the discovery of the certain and commodious method 
of producing blue enamel by means of cobalt, the art of 
obtaining this colour from iron has been lost. 

The causes which influence the employment of me-- 
tallic: oxides for the embellishment of porcelain have been 
sufficiently detailed in the preceding treatise. The same- 
reasons also oblige the artist- to have -recourse to the same 
class of substances for imparting colours to glass. ' The 
mode of application of colouring materials to these two 
branches of manufacture differs, however, in this, — that 
while> in ornamenting porcelain, they are applied super- 
ficially^ in the -manner of pigments, they enter more in- 
timately into the composition of glass^ being transfused 
through the whole mass, and equally incorporated with 
its entire substance. 

Tiie preparation of metallie oxides as colouring mate- 
rials i^ nearly similar in all cases ; it will not^ therefore^ 
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be necessary here to repeat directions^ or to give many 
explanations upon that head. 

Gold^ in a state of great division and oxidated, has 
long been celebrated as a means for imparting to glass 
a most exquisite purple-red colour resembling the ruby^ 
and nearly equalling that gem in the richness of its hue. 
It is not by any means easy to prepare glass of this 
colour with any certainty of a successful result. The 
great tendency which is shown by gold to assume the 
reguline state^ when exposed to excessive heat^ to car- 
bonaceous vapours, or to the action of hydrogen, renders 
necessary a great degree of careful management in the 
various processes. 

The manner has already been given of preparing the 
purple precipitate of Cassius; the form wherein gold has 
been used with so much celebrity in imparting red and 
purple colours. It has been very generally imagined, 
that the tin used in the preparation of this precipitate is 
essential to the production of the requisite colour ; an 
opinion which has. been shown to be void of foundation, 
as. preparations of gold have been made without the 
agency of tin, and which have equally possessed the 
power of imparting the finest purple colour to gold. The 
colouring property of any of the simple oxides of gold 
is found to be materially greater than that of Cassius's 
precipitate; which circumstance has been brought for- 
ward as another argument to prove that the presence of 
tin is far from adding any thing to the body of the 
colour. It is probable, however, that, although not in- 
dispensable, tin is yet useful, as enabling the gold to bear 
without reduction a higher degree and a longer conti- 
nuance of heat. With this same object, it has been 
recommended to add to the precipitate, before using it, a 
small quantity of nitre, by which the gold will be pre- 
served at its due degree of oxidation. 

It is not essential that gold used for this preparation 
should be absolutely pure or unalloyed ; since neither 
copper nor silver, when present in small quantities^ ap- 
pears to alter or dipiinish its colouring power. 
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Falminating gdd^ prepared by precipitating the metal 
from its nitro-muriatic solution by means of ammonia^ 
is also used in colouring glass ; but as this preparation 
would explode violently when exposed to a heat even very 
much below that to which it must be subjected in use^ 
this explosive property must be previously removed by 
mixing it with a fixed alkali^ and retaining it for some 
time at a comparatively low temperature. A more 
manageable preparation results from the precipitation of 
the nicro-muriate of gold by means of carbonate of pot- 
ash. This is not fulminating, as it is from the presence 
of ammonia that the explosive property is derived. 

A very ingenious process has been used for producing 
an intimate union between the oxide of gold and silex. 
This consists of adding to the solution of the metal in 
nitro-muriatic acid, a proportion of silica dissolved in 
an alkaline lixivium, and pouring therein any acid in 
sufficient quantity to saturate the alkali. In this case^ 
tiie silex and gold are precipitated in very intimate com« 
bination ; and if then washed with clear water, dried, 
and mixed with nitre, bora^, or any other suitable flux- 
ing substance, will be fit for use as a colouring material. 

When the precipitate of Cassius is employed, abou^ 
one sixth part of its weight is added of perfect white 
oxide of antimony. This, from imparting a yellowish 
tinge, is considered to be an important ingredient in 
fine ruby -coloured glass. 

The proper management of the heat «m|iloyed in the 
production of this much-admired preparation is a diffi- 
cult acquirement, known only to clever' and experienced 
artists. If the temperature be allowed to rise too high, 
the colour will be much injured, and probaUy even alto« 
gether destroyed. The contact of every kind of smoke 
and vapour should also be carefully avoided in the fusion 
of ruby-coloured glass, which is said to be apparently 
colourless when it leaves the crucible, and only to put 
on its exquisite tint as it becomes cool. 

Kunckd and other old writers upon the art of manu- 
facturing glass have stated, that the colouring powers of 
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the purple precipitate of Caaaius. are so considerable^ as 
that one part, if added to one thousand parts of glass^ 
will impart to the whole a full rich body of colour. 

The artist just mentioned^ who was greatly celebrated 
for his attainments in this omaitaental branch of the art^ 
,was in consequence ennobled by Charles XI. king of 
Sweden^ and assumed the name of Lowenstiem. He 
made ardiidal rubies, which were highly esteemed, and 
which he sJld, in the manner of real'ge^B, according to 
t^eir weight, and at very considerable prices. The 
achievement upon which he most prided himself, was 
&e production of a cup of ruby glass, whie^ was of the 
thickness of an inch, and weighed twenty-four pounds : 
this cup went into the possession of the elector of 
Cologne. 

Kunckel directed, in 1679^ the operations of the glas^ 
houses at Potsdam, where he met with the greatest en- 
couragement, and was UberaUy assisted in his researches 
by the elector of Brandenburg, who expended the sum 
of ] 600 ducats to assist the efforts of the artist towards 
attaining perfection in the art of making ruby glass. A 
cup, with a cover of this material, which was made by 
him, and is still in existence at Berlin, continues to be 
an object of much admiration. 

Silver, in all its forms of oxidation, imparts a very 
pure and beautiful yellow colour to vitreous bodies ; but 
this colour is easily destroyed, through the accidental 
employment of too high a degree of heat ; an evil against 
the occurrence, of which it is so exceedingly difficult to 
provide, that silver is very seldom resorted to as a colour- 
ing material by glass-workers. The inconvenience here 
mentioned may in some degree be avoided when oxides 
of silver are. used in combination with alumine^ as in 
the ornamenting of porcelain; but this remedy is mani- 
festly inapplicable to glass. Other bodies can, however, 
be usfed with the best effect in imparting a yellow colour 
to this substance* 

.' Oxide of lead employed alone, if in very considerable 
Quantity, would give a very good yellow colour ; but. as 

T 
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it would require that at least three fourths of the we^;bt 
df the glass should he made up of this oxide; in order to 
give sufficient intensity to the colour^ it is very seldom 
used for the purpose. Glass thus formed would be in- 
conveniently soft^ and' from its powerful fluxing quality 
would act injuriously upon the craciUes in which it was 
tnade^ 

Chroroate of lead^ which is not liable to the objec- 
tions just mentioned^ is on that account used prdKer- 
ably. Before the comparatively recent discoveries in 
chemical science had shown to artists in what manner 
to procure this valuable colouring ingredient with suf- 
ficient fftcility and at a moderate cost^ the makers of 
coloured glass- employed the oxides of lead^ fiilver^ «id 
antimony in combination ; for the production of ydlow 
^ours ; varying the ptoportions wherdn each substance 
was used according to the hue which it was desiKd to 
Impart 

Colours varying in their shades from brown to a Bne 
4ran^reTit yellow may be given to cotnmon glass by nm- 
ply adding to it^ while in a st^te of perfect fusion^ some 
VegetaUe carbonaceous matter. This must always be 
"topplied in exce^^ since part of it^ rising to the top of 
the crucible^ will be burnt away ; but some portion wHl 
also* (tontinue unifom^ly di'Sused throughout the glass^ 
ahd/idthout at all impairing its transparent quality^ will 
giv6 to it a very fine yellow. The substance which most 
«omfmbnly has been employed for this purpose is tartar ; 
'but almost any solid and inflammable vegetable nrntler 
will probably answer equally well. Charcoal made from 
beech wood is found to be altogether efficacious. The 
addition of a small quantity of nitre is sometimes us^id 
in clearing the colour and removing any cloudiness which 
it may have extracted ; but if great discretion be not 
shown in the addition of this substance^ the colour will 
he alu^ether destroyed. During the time of its pre^ 
paration^ the glass swells very much in the crucible^ 
owing to the- escape of part of the carbonaceous matter 
in the form of gas ; .imd when tartar is employed^ this 



effect is expaienced in an exaggerated degree. It is 
«aid that this efierrescence might be avoided if freshly 
:bumt and perfectly dried charcoal were heated strongly 
in A close vessel, and added in that state to the contents 
of the crucible. 

The oxides of iron give many and very different shades 
of enamel colours. It has already been mentioned, thiit 
^the green colour of common bottle-glass is owing to the 
.{Kresence of iron in the unpurified sea-sand and ashes of 
rwhich it is composed. An increased quantity of this 
,oxide, if applied to glass, when in a «tate of perfect vitrif- 
ication, will give, a yellow colour to the mass. A stiU 
larger quantity will impart, a brownish black hue, which, 
,ho^ever, appears to.be nothing more than a yellow very 
.highly concentrated^ as the latter colour may be again 
.-produced by simply diluting the contents of the crucible 
;Vith an additional quantity of uncoloured glass. 

The red colour which is imparted by the oxides of iron 
to porcelain, is owing to its state dT imperfect vitrifi- 
cation, whereby the metal is held suspended in a state 
of minute division throughout the mass, which same 
effect is. indeed apparent in the treatment, of glass up to 
a certain point ; but when in the advancing stages of 
vitrification the heat is raised so that a perfect fusion of 
the glassy substance as well as of the oxide is produced, 
the colour is immediately converted to yellow. 

The use of the black oxide of manganese in correcting 
the impurities of the alkali employed in the original com- 
position of glass, as well as in removing the green tinge 
resultingfrom the presence of iron in the sand, has already 
been explained. Where these imperfections do not exist 
in the original ingredients, if manganese be added to the 
glass, it will impart a purplish red colour. This oxide 
also forms a principal constituent in the production of 
.black glasses : it is most commonly used in combination 
..with nitre. If any portion of arsenical salts should be 
present ia the glass, it is altogether useless to attempt the 
employment of manganese as a colouring ingredient, 
rfiii&Qe its efficacy would be wholly destroyed. . . 

T 2 
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All the simple as well as the carbonated oxides of 
copper^ when perfectly vitrified in conjunction with an^ 
kind of glass or fluxing material^ will yield a very fine 
green>and the chances of complete success in the attain* 
ment of this are greater than attend the production of 
most other colours. It appears to he nearly a matter of 
indigence which of the combinations of copper with 
oxygen are employed for the purpose. The preparations 
most usually chosen are either die carbonated oxide re- 
sulting from the addition of sulphate of copper to some 
■carbonated alkali^ or that which is known as the teg uHum, 
which is copper oxidated and calcined simply by mean^ 
of heat and the access of air. 

Copper may be made to yield a carmine red colour^ 
and if mixed with iron^ a full deep red^ by adding to 
the glass with which it has already been combined a 
quantity of tartar. This addition must not be made 
lintil the glass is in a state of perfect fusion^ and the 
mixture should be worked off without delay. It should 
be mentioned that when used for the production of these 
colours^ the oxide of copper must be reduced to nearly the 
r^uline state. If the heat is continued long after the 
tartar has been added^ the effect will be lost^ and the 
green colour restored. 

When the oxides of copper and iron are thus united 
for developing a full deep red colour^ the iron must be 
to the copper in the proportion of three parts to one ; 
and according as this proportionate difference is lessened, 
so will the colour be found to approach to the carmine 
tint. 

The time for stirring in the tartar should be chosen 
when the mielted glass appears of a faint greenish yellow; 
the whole mass will then immediately swell up prodi^ 
gfbusly; and upon again subsiding willappear^ as before 
stated^ of a dear red colour, and fit for being imme- 
diately used. It is probable that charcoal or other car- 
bonaceous matters might be substituted for tartar in thi^ 
jprocess with equal success. 

Copper in a state of oxidation is often used wh^ 
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4U^bined with the oxides of manganese and iron for the 
production of black glass. 

The protoxide of chromium may be used for producing 
a green colour in ^ss^ with as much advantage as attends 
its employment in the embellishment of porcelain^ that 
substance being capable of sustaining without injury the 
highest heat of the crucible. Chrome is the natural 
colouring matter of the precious emerald^ and is found 
to be a very valuable substance in the composition of 
^artificial gems. 

Oxide of cobalt is imiversally employed for the pro- 
duction of blue colours in vitrifiable bodies. The fine/ 
deep shade which it imparts is unalterable by fire of any 
degree of intensity^ and succeeds equally well with every 
^lifferent composition of glass. 

This metallic oxide is also employed towards the com^ 
position of other colours : combined with the oxides of 
lead and antimony, it furnishes a green; and if mixed 
with those of manganese and iron^ produces a very £ne 
black. 

Neri, Kunckel, and Fontanieu have left in their 
.writings many recipes for the preparation of artificifd 
•gems through the employment of different colouring 
materials. The directions, as given. in the works of these 
authors, differ so importantly the one from the other as 
regards the proportions best fitted for the composition of 
.the same article, that we are forced to believe either that 
some great errors have been committed on the part of 
.(their subsequent editors, or that the writers themselves 
were wanting in the kind and degree of knowledge to 
which they pretended, and which were required to fit 
them for the task they undertook. 

A few of these recipes, and. such as appear most free 
from this objection, may be here given« 

The basis of each of these compositions is most fre- 
quently either one of the colourless glasses or pastes 
^•described in Chapter VII., or some other very similar 
-vitreous conipound J but it sometimes happens that the 

T 3 
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eonstituent materials of iJie ghss^ and thie properdoni 
wherein they are to he hrought together^ are indicated aa 
well as the colouring suhstanees. 

The following is recommended by Neri^ as fumishini^ 
a very exceDeht imitation of the garnet : — Rock crystal 
2 ounces; minium 6 otmces, mangahtee 16 gruns, 
"zaffre 2 grains. This must h& a very incouTenieni 
composition^ both on account of the eitceedhig softness 
of the glass^ and the destructiye effect it would hate upon 
the crucible during the time of its preparation. We 
learn from the analysis of Berzelius^ tlhat the colouring 
lAiattier of the '^ precious garnet^" that being the variety 
which it is wisheid thus to imitate^ consists of the black 
oxide of iron and oxide of manganese. A more modem 
Tscipe than the foregoing for the successful imitation of 
this gem, consists of purest white glass 2 ounces, glasa 
of antimony 1 ounce, CassiUs*s precipitate 1 grain, 
oxide of manganese 1 grain; which composition is 
free from th6 objections to which that of Neri is so 
justly exposed. - • 

The directions of Fontani^ fol* imitating the cdour 
of the amethyst are, that to 24 ounces of the glass coml 
posed according to instructions given in Chap.VII. undeir 
the number 5, are to be added half an ounce of the ox- 
ide of maganese, 4 grains of the purple precipitate of 
gold, and l^,oz. of nitre, but it is impossible to bdieve 
that the recipe of Fontanieu has been correctly gi^en. 
The quantity of colouring matter here indicated would 
be better proportioned to 34 pounds of glass, than to 
the same number of oimces as directed. ' 

Many, and greaitly varying instructions have beeb 
given for imitating the emerald. Fontanieu recommenda 
' l60 parts of any glass basis which contains a large pro. 
portion of lead, 4 parts of oxide of copper prepared by 
'^ simple calcination, and ^th of a part of any oxide 
of iron; which last ingredient is added for the pm^. 
pose of giring something like a richness of tint, and for 
correcting the coldness of hue that would result iiotn 
the employment of the oxide of copper alone. The 



fvesajBce' of fead in the fi^ss would also conduce to the 
same end. 

-V Another rule given from the' same authority directs 
the use of 576 parts of glass^ similarly constituted to 
^at pointed out in the last receipt^ 6 parts of the sam^ 
Qxide of copper, and only y^4th of a part of oxide of 
Iron; thus differing from the former compounjd^ only 
9B to the, proportions wherein the colouring ingredients 
mre employed. 

' A third receipt for the attainment of the same objeclr 
VI vary different from the two preceding. It recommendfi 
the employment of 200 parts of fine sand^ 400 parts of 
maiium> 8 of calcined yerdigris^ and as much as 1 
part of oxide of iron., A fourtli ipethod for the com** 
position of glass of an emerald green is^ to mix^ in due 
proportion3> some blue ghiss coloured by n^ieans of oxide 
of cobalt, with yellow glass prepared with oxide of anti-* 
pony. A great many other prescriptions are offered for 
the> imitations of emeralds, but Uiese vary more in the 
relative proportions of their ingredients than in the 
principle of their composition; and it cannot, therefore^ 
be neeewary to insert them here# . ' 

; The imitation of sapphires is always effected througb 
Ihe cc^uriug agency of the oxides of cobalt and man* 
ganese. Th»« is, however, a material difference as re^ 
gards the basis of the glass in the various directiouf 
which are found for the purpose; one recommending that 
this shall be OQmposed without lead, and another direct-* 
ing that this nuneral shall en^r largely into the compos 
fition of the paste. To 100 j^ts of glass of the first 
kind it is directed that 1 part of zaffre, and -j^th of 
d purt of oxide of manganese shfQl.be added. Where 
the second description of paste is recommended as the 
Jbaids, the artist is directed to prepare this by adding 
to 240 .parts of glass frit made with only soda and 
filica, 192 parts of minium, 2 of zaffre, and -^ of a 
part of manganese, This compound must be fused to. 
gether, poured into water, and then remelted as directed 
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by Fontanieu^ for the foUnation of iJie pastes described 
in Chapter VII. 

The oxide of cobalt is^ in the present day^ a necessary 
ingredient in every imitation of the sapphire^ so that it 
is never attempted to act without it. We have seen; 
however^ that a very fine blue glass was formerly made, 
having the oxide of iron for its colouring ingredient; and 
as it is known that the colouring property of real gems 
having that hue^ resides in this metal when in some 
particular state of oxidation, we must own to having 
lost, in this respect, one means of imitating nature, 
which was known and exercised by our predecessors. 

The coloured glasses comprised in the foregoing de- 
scriptions, are all trtmslucent. The preparation of others^ 
which have the opposite quality of opacity, is effected 
either by means of applying excessive doses of the same 
metallic oxides which, in smaller quantities, are used for 
imparting colours; or by the addition to those oxides 
of some other substance which has the property of ob« 
structing the rays of light in their passage through the 
glass. 

In general, the first method is used only for the pio^ 
duction of black glass, while ihe second plan is pursued 
with all other descriptions, as well those which are 
designed to retain a permanent white colour, as with yel- 
low, blue, green, or any other coloured opaque glasses. 

The most approved method of preparing black glass; 
of good quality, which shall be of a full deep black and 
perfecdy opaque, is by mixing together equal parts of 
black oxide of manganese, zaffre, and protoxide of iron; 
adding one part of this mixture to fifteen or twenty 
^arts of colourless transparent glass, and fasii^ the 
whole together. 

Some large and beautiful slabs of perfectly black glass 
have lately been imported into London from St Peters- 
burgh, and appear well fitted to be used as substitutes for 
marble in the construction of certain articles of house- 
hold furniture. 
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White opaque f^am, which has this quality imparted ; 
to it hj means of the oxide of tin^ is called enamel ; ; 
and it is this substance of which the dial-plates of 
watches and of table clocks are commonly made. This . 
compound is^ howerer^ too expensive for more ordinary \ 
uses, and a very good white glass is made for such pur-t ' 
poses by substituting for the oxide of tin^ a considerable 
proportion of phosphate of lime in the state of a very 
fine powder. This substance is procurable in great 
abundance^ and at a moderate oost^ in almost every 
situation. Phosphate of lime is extremely infusible^ so 
that the opaqueness of the glass with which it is united^ 
arises from its holding in intimate mixture an unvitres- 
cible earthy salt. 

One receipt given by Neri for producing white opaque 
glass is as follows: — Mix together 60 parts of fine white 
sand^ and 40 parts of potash, with 10 of finely pounded 
bone-ash, and melt the compound during the same 
length of time as is usually employed in ordinary glass- 
making. It is said that tills glass is transparent for as 
long as it continues at a fiill red heat ; and that, as it 
gradually coob, it first puts on a milky appearance, and 
afterwards becomes wholly opaque. If this change does 
in reality take place, and is not rather the result of a 
deception which prevents the proper distinguishing of 
its degree of opacity while red hot, it may probably arise 
from the circumstance that the excessive heat of the 
melted glass enables it to take up a greater quantity*—^ 
in other words— to supersaturate itsdf with the phos^ 
phate Of lime, which it parts with again in cooling. 

Another receipt of the same artist is 130 parts of cal* 
dned flint or fine sand, 70 parts of nitre, 12 of borax, 
12 of tartrate of potash, 5 of arsenic, and 15 of bone-ash. 

Fontanieu has given directions for imitating the pe. 
euliar lustre of the semi-transparent opal> by mixing 
576 parts of his gUss No.3. (Chap.VII.), with 10 parts 
of muriate of silver, d parts of magnetic iron ore, and 
26 parts of bone-ash. The beautiful play of colours 
cexhibited by the ^' precious opal" is deservedly an olgect 
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^ much'adiburAtioti, and it has always |been a sfabjeet of 
interest to imitate successfyiy so pleasing an. effisoti 
Ornamental pieoes of opal glass have usually been ob« 
tain^ from France ; but their productioti^ of a quality 
folly equal to these importations^ may now be witnessed 
in the London glass-works. 

The peculiar delicacy and beauty of this glass do not 
^peai while it remains in a state of fusion or at a red 
heat, and are not fully developed until it is sufficiently 
oookd to have acquired its quality of brittleness. 

^ Other coloured glasses which are opaque, are made by 
the same processes as are fdlowed with transparent 
glasses of the like colours, substituting for the common 
vitreous base, one of Jhe above described, opaque^ white 



The ancients employed methods of converting con 
kmred glasses into representations of natural objects, 
which were extronely beautiful, and the manner of prOk. 
ducing which is now lost. The existence evea of this 
art is only known in these modem days from spedmena 
winch have been accidentally discovered ; and our know* 
ledge of the peculiar nature of their formation is wholly 
derived from the examination to which these specimens 
have been subjected. 

The first mention made of these works of art is to be 
Ibund in the '' Ck>llection of Antiquities,'' by count 
Caylus, who described them as composed of delicate 
difl^ent-coloured fibres of glass joined with the greatest 
nicety, and eonglutinated into a compact homogeneous 
mass by fusion. Winkelmann, in his '^Annotations on the 
History of the Arts among the Ancients," describes these 
same specimens as pictures made of glass tubes, and in- 
troduces them to further observation by these words : — 
^' The works of the ancients in glass which are not. 
noticed in the history of the arts, deserve particularly to 
be mentioned in this place, more especially because the 
indents carried the art of working in glass to a mudi 
higher degree than we have arrived at; a fact which^ ta 



Aose who hare not seen didr works of this kind^ inight 
hsre the ftppearanoe of a groimdless assertioii.'' 

The author just quoted particularly describes two 
9mall pieces of glass thus constructed which were brought 
to Rome in the year 1765, and which^ indeed^ appear to 
have been wdl deserving of his careful examination^ aa 
confirming the opinion he had given respecting the 8U<* 
perior profici^icy of the ancients. -. The account of these 
curiosities cannot be better given than in Winkelmann's 
own words :^ — '^ Each of them is not quite one inch 
long, and one third of an inch broad. One plate ex-^ 
hibits^ on a dark ground of variegated colours^ a bird 
iepresenttng a duck of various very lively colours^ mora 
auitahte to the Chinese arbitrary taste^ than adapted to 
diow the true tints of nature. The outlines are well 
decided and sharp; the colours beautiful and pure^ and 
have a very striking and brilliant effect^ because the 
artist^ according to the nature of the parts, has in some 
employed an opaque and in others a transparent glass. 
The most delicate pencil of the miniature painter could 
not have traced more accuratdy and distinctly either the 
circle of the pupil of the eye, or the apparently scaly 
feathers on the breast and wings, behind the beginning 
of which Ihis piece had been broken. But the ad^ 
sniration of the beholder is at the highest pitch when. 
ky turning the glass^ he sees the same bird on the re» 
,verse, without perceiving any difference in the smallest 
points; whence we could not but conclude that this 
.picture is coniinued throu^ the whole thickness of the 
0t»ecimen, and that if the glass were cut transversely, the 
4Baaie picture of the duck would be found repeated in {be 
4»veral slabs ; a conclusion which was still further cDn«* 
firmed by the transparent places of some beautiful 
^ours upon the eye and breast that were observed, 
^he painting has on both sides a granular appearance, 
and seems to have been formed in the manner of mosaip 
-works, of single pieces, but so accurately united, that a 
.powerful magnifying-glasa was unable to discover aii^ 
junctures* ' This drcnnutance, and the oontinuatioq ai 
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the picture throughout the whole suhetftnce^ rendered it' 
extremely difficult to form any direct notion of thd 
process or manner of forming such a work; and the 
conception of it might have long continued enigmatical^ 
were it not that, in the section of the fracture mentioned, 
lines are observahle of the same colours which appear 
on the upper surface that pervade the whole mass from 
one side to the other ; whence it hecame a rational con- 
clusion, that this kind of painting must have heen exe* 
ctcted hy joining variously coloured filaments of glass, 
and subsequently fusing the same into one coherent 
body. The other specimen is of almost the same size, 
and made in the same manner. It exhibits ornamental 
drawings of green, white, and yellow colours, which ar6 
traced on a blue ground, and represent volutes, beads, 
and flowers, resting on pyramidally converging lines. 
All these are very distinct and separate, but so extremdy 
small, that even a keen eye finds it difficult to perceiv^ 
the subtle endings ; those, in particular, in whidi the 
volutes terminate; notwithstanding which, these or- 
naments pass uninterruptedly through the whole diicknesa 
of the piece." 

Klaproth, who had in his possession some specimens 
<yf these antique compositions in coloured glass, compOed 
a paper upon the subject, which was read before the 
•Royal Academy of Sciences at Berlin, in October, 1798; 
and the collection of antiquities formed by Mr. Townley, 
comprised a ring which contained a singular antique 
glass paste, which represented a bird of 'SO small a de^ 
iineation, as not to be distinctly visible without the aid 
'of a magnifying lens, and which yet had every ap« 
pearance of having been produced in the manner de^ 
scribed by Winkelmann. Numerous antique specimens, 
.similarly composed, are deposited in the British Museum. 
.They are for the most part fragments, and it is to be ire^ 
rgretted that we are without any records of their origitt. 
; Keysler, the account of whose travels to different parts 
*of Europe in the early part of the last century contains 
'm great varie^ of entertaining and instructive mattel^. 
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has given the following description of a mode of corot 
posing pictures in coloured giass^ which was at that time 
employed in decorating some of the churches in Rome. 
It will he seen that the method pursued hy the Roman 
Artists in some respects resemhled that used for the com- 
position of antique pastes^ as described by Winkehnann. 
Recourse appears to have been had to this mode of pro- 
ducing pictures^ in cases where the original paintings on 
wood or canvass were perishing through the dampness of 
the walls^ and where it was wished to supply their places 
with copies composed of an imperishable substance. 

^^ The materials used are little pieces of glass^ of all 
the different shades in every tint or colour like diose of 
the fine English worsted used in needle*work. The 
glass is first cast into thin cakes^ which are afterwards 
cut into long pieces of different thickness. Many of the , 
■pieces used in the works on roofs and ceilings^ which 
sre, consequently^ seen only at a great distance^ appear 
to be a finger's breadth; but the finer works consist only 
of glass pins^ if I may call them so^ not thicker than a 
xommon sewing needle^ so that a portrait of four feet 
square shall take up two millions of such pins or studs. 
'These are so closely joined together^ that^ after the piece 
is polished^ it can hardly be discerned to be glass^ but 
rather looks like a picture painted with the finest colours. 
The ground on which these vitreous pieces are inlaid is 
•a paste compounded of calcined marUe^ fine sand^ gum 
.tragacanth^ white of eggs^ and oil : it is at first so so^^ 
that the pieces are easily inserted^ and upon any over- 
vSight may be taken out again and the paste new moulded 
for the admission of other pins ; but by d^rees it grows 
as hard as a stone^ so that no impression can be made 
on the work. • 

'' This paste is spread within a wooden frame^ whidi 
>for the la^er pieces must not be less than a foot in 
breadth and thickness. A piece of about eighty square 
.feet^ if performed with tolerable care and delicacy^ will 
employ eight artists for two years. 

'^ The pins of the several colonrs lie ready before the 
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«rtist8 in cues, as the. letters are laid before the gobi«. 
positors in a printing-house ; and such is their accuracy 
in imitating the finest strokes of the pencil^ that the onlj 
apparent difference betwixt the original painting and 
«uch a copy is^ that the latter has a much finer lustre^ 
jnd the colours are more vivid." 
. An accident occurred many years ago in the plate- 
^laas works at St. Gobain^ which seemed to ofSdr the means 
of obtaining a bright red colour for glass by the employe 
ment of copper^ at a much less expense than has hitherto 
attended the production of that tint from gold. 

It will be remembered that^ in the manufacture of 
plate glass^ when the refining is completed^ and it is 
wished to transfer a portion of its contents from the 
mdting pot to. the cuvette^ a copper ladle is employed. 
•It is necessary^ while using this implement, to dip it iw- 
casionally into water^ lest it should become too hot and 
warp^ or possibly melt. On the occasion referred to^ the 
.workman having omitted this necessary precaution^ the 
last of these misfortunes ensued ; dipping the heated ladle 
once too often in the melted glass^ only part was brought 
.out attached to its iron handle. 

' It was imagined that the copper thus melted would 
.siuky by reason of its greater gravity, to the bottom^ and 
.would be found there in the metallic state on the empty- 
mg of the pot. The casting and annealing of the plati^ 
.were proceeded with accordingly ; and, on their com»- 
pletion/the workmen were surprised to find that not only 
were grains of metallic copper embedded in the substance 
of the glass, but bands uniformly coloured of a fine bright 
red were distributed throughout the plates. 

The colour must, in this case, have been produced by 
the copper, which was suddenly carried to ihe degree, of 
6xidation necessary for its developemeht. M. Guyton- 
Morveau, when informed of this circumstance, was de- 
sirous of ascertaining, by direct experiment^ what means 
would be most efficacious in producing the same efiect 
The result of his endeavours has been published.* 

♦' An. deCSiim. -VOL IxxiiL p. 132. 



The first attempt was made with plate glass. In order 
to bring the glass and copper into more intimate union^ 
the first was reduced to powder, and the other was used 
in the form of filings. The metal was used in the pro- 
portion of. S parts to 100 parts of glass : this mixture 
was brought to a state of complete fusion before the glaelB 
was poured out. No success attended this experiment, 
the glass appearing uncoloured, and the copper remaining 
mixed witli it mechanically in the form of metallic glo- 
bules. 

The next trial was made with common white glass, 
mixed with twice the proportional weight of copper 
filings that had been employed in the first experiment. 
The compound having been completely melted, was found 
to have assumed a red colour, which was uniformly dif* 
fiised throughout the mass ; but this colour was so deep 
as to render the glass nearly opaque. 

A trial made with copper, already in the form of an 
oxide, imparted a greenish colour to the glass. 

It is impossible not to remark that the circumstances 
under which these experiments were conducted, as detailed 
by M. Guyton-Morveau, difier in some essential partis 
culars from those which accompanied tlie accident by which 
they were suggested. In that case, the glass was already 
in the state of fusion, and probably also in a high state 
of incandescence before the addition of the copper. The 
proportion of metal used in the second experiment was 
evidently excessive ; and it is surprising that the efiect 
produced did not lead M. Guyton-Morveau to try the 
efiect of a smaller proportion. 

Attempts have been.made to colour glass by subjecting 
it to the action of heat, while surrounded by some ce- 
menting substances already impregnated with metallic 
oxides as colouring ingredients. In most of these cases 
the glass remained perfectly colourless, unless the heat 
had been carried sufficiently far to induce devitrification; 
which state, as it renders the material opaque, furnishes 
sufficient objection to the use of this method of colouring. 
Even in those cases where transparency is not required. 
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the same effect can be attained by easier means^ and free 
from a very serious inconvenience^ that of the adhesioHi 
of the cementing substance to the glass. Some curious 
.facts connected with this subject will be detailed in the 
<^ncluding chapter of this volume^ which treats of the 
devitrification of glass. 
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CHAP. XIV. 

ON THE ART OF STAINING AND PAINTING GLASS. 

THIS AKT MORE RECSNT THAN THAT 07 COLOURING. — - ENCOU- 
RAGED BT THE HOMK8. EARLT SPECIMEN AT ST. DENIS. — * 

ART NEVER MUCH CULTIVATED IN ENGLAND. SPLENDID 

PAINTINGS AT GOUDA. — DIRECTIONS GITEN BT OLD AUTHORS 
FOR COMPOSING COLOURS. i — FLUXES. VEHICLES FOR DI- 
LUTING COLOURS. — DESCRIPTION OF VARIOUS STAINS. ME- 
THOD OF FLOATING THESE. OF PAINTING ON GLASS. — 

IMITATION OF GROUND QLASS WITH TRANSPARENT PATTERNS.— > 
DESCRIPTION OF KILN EMPLOYED. ^- METHOD OF FIRING. — 

SECOND AND THIRD FIRING. ANCIENT METHOD OF FIXING 

DIFFERENT COLOURED GLASSES ON EACH OTHER. 

The invention of the art of painting on and staining 
glass^ although prohably recent as compared with that of 
colouring the body of the metal when in fusion^ is yet 
known to have existed for many centuries. 

The exact period of its adoption is^ indeed^ involved 
in much obscurity ; and it can^ at best^ be regarded aa 
only a reasonable conjecture^ which assigns its principal 
excellence^ if not its origin^ to the fostering care of those 
religious communities which^ upon the breaking up of 
the great western empire of Rome, became, and for so 
long a period thereafter continued, the sole depositaries 
of learning and the arts in Europe. 

Endowed by the piety or superstition of their unen« 
lightened followers with revenues far beyond their per- 
sonal wants, the clergy of that time expended a portion 
of their superfluous wealth in the construction of those 
spletidid temples which attest to the present day the 
architectural skill and genius of their founders, remain- 
ing unsurpassed and almost unrivalled in their kind aa 
objects of admiration through a great portion of Europe^ 
The ministers of a religion which addressed itself to the 
imaginations and the feelings of its votaries, they could 
not, perhaps, have adopted more effectual means for 

u 
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obtaining and perpetuating their influence over the mul- 
titude. Some idea of the extent to which these means 
must have operated may be formed by every one who 
recalls to mind the sensations of solemnity amounting to 
awe wherewith he has himself been struck as he has 
stood beneath the lofty sculptured arches of a cathedral^ 
or walked through its lengthened aisles^ radiant with 
tints glowing through emblazoned windows. 

The earUest specimens of these embellishments differ 
from those of more recent date in having been formed of 
small pieces of glass coloured throughout during the 
process of its original manufacture^ and which^ to dis- 
tinguish it from glass coloured or stained by the methods 
that wiU be hereafter described^ has been called by artists 
pot metal. Pieces of this, cut to the shapes required, 
were joined together in the manner of mosaic by the 
interposition of lead, in a way which has since fallen 
greatly into disuse ; the method of staining and burning 
in metallic colours on the surface of the glass having 
been found far more beautiful, admitting of greater va- 
riety of tints, as well as of those delicate shadings which 
were manifestly unattainable by even the most laborious 
composition in mosaic work. 

Perhaps the oldest existing specimen of this later-dis- 
covered art of painting On glass is to be seen on the 
windows of the abbey of St. Denis, whereon were re- 
corded, in 1194, various events which occurred during 
the first crusade. 

This art has never flourished to any great degree in 
England, where at no time have men of genius been 
much encouraged to apply their talents to its advance- 
ment : many among the most admired specimens of 
painted glass which ornament our religious edifices, are 
the productions of foreign artists. 

The great church at Gouda, in Holland, is splendidly 
embellished with painted windows, which, about the 
year 1555, were executed by various artists, the most 
celebrated among whom yrere Dirk and Walter Crabeth. 
The one among the windows which is the most highly 
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esteemed was painted by the fii^t mentioned of tliese two 
brothers ; and Mr. HoUis mentions^ as evidence of the 
value placed upon this work of art^ that for- the lower 
part of this window^ — about twenty feet square^ — Mr. 
Trevor^ some time English resident at the Hague^ had' 
in vain offered to give a solid plate of gold of the same- 
surface^ and of the thickness of three Dutch guilders. 

This particular division of the fine arts differs from' 
Other branches in containing within itself fewer incentives 
to its prosecution. Its practice is accompanied by various 
laborious and differing processes. The range of subjects 
which it admits is far more circumscribed^ and the op- 
portunities which it offers for the display of excellence 
are far less frequent. The artist is even without the 
gratification* of witnessing the satisfactory progress of 
his own work, the appearance of which is comparatively 
dull and uninteresting until after it has passed from his 
own hands into those of '^ red Lemnos' artisan." The 
sculptor and the painter in oil colours can seldom fail in 
procuring means for exhibiting their works; so that^ ac- 
cording to the degree of talent evinced by them wiU 
generally be their encouragement and reward; while the 
man who has conquered every disadvantage attending 
the processes of staining glass^ and who may have pro- 
duced a piece^ the conception and execution of which 
are alike honourable to his genius and assiduity, might 
look in vain for the opportunity of bringing its merits 
before the world. These works have, therefore, seldom 
if ever been undertaken^ unless at the requirement of 
others^ who, dictating both the subject and its details 
according to their own peculiar tastes and wishes, leave 
nothing wherein the superior talents of the artist can 
be displayed, save the correctness of drawing and the 
elaborateness of execution. A man of genius will i^ot 
consent to be thus trammelled, or follow, for the attain- 
ment of a precarious recompence, one profession, when, 
by bringing to the exercise of another the same amount 
of talent, and far less labour, he may at once give scope 
to his conceptions and advance his worldly interests. 

V 2 
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A much wider field than presents itself for the exer- 
cise of this art in England^ is certainly offered in catholic 
eountriesj where not only is it more in accordance with 
the feelings of the people to ornament their rdigious 
edifices, hirt where a much freer scope is given to the 
artist in the choice of subjects for embellishment. Po- 
pular legends of the saints in honour of whom their 
churches are named, which are shut out by our simpler 
form of worship and severer religious discipline, afibrd a 
never-failing source whence these subjects may be drawn; 
while he who labours for the adornment of a protestant 
church, is restricted to subjects founded upon mere scrip- 
tural authority. England has, indeed, within the last 
half century, produced some few proficients in this art> 
whose productions would do honour to any country: but 
the encouragement extended towards these talented in- 
dividuals has been too limited to raise up, as in other 
pursuits, a succession of masters ; while some, by whom 
it has at first been embraced, have been allured from it 
by the more general and liberal patronage accorded to 
the professors of oil painting. 

Staining and painting on glass differ in some respects 
from all other styles of pictorial embellishment. They 
agree, however, generally with the processes used in 
painting porcelain, not only in the nature of the sub- 
stances to be embellished, and in the materials whence 
^e colours are derived, but likewise for the most part in 
the methods used for the application of those colours, 
and in the necessity which exists for fixing them by ex- 
pc^ure to a high degree of heat. The art is, indeed, in 
most particulars, so extremely analogous to the methods 
employed for painting porcelain, and which have already 
been treated of in this volume, that it will not be ne- 
cessary to occupy much space in its description. 

The colours are drawn from the same class of natui^il 
substances as affiml enamel colours ; they are prepared^ 
and for the most part are applied, in the same manner; 
while any difierence which may be found to exist in the 
mode of fixing and bringing out the effect of colours by 
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the aid of fire^ are more referrible to the varied forms of 
the articles than to any actual difference observable be-* 
tween the habitudes of glass and porcelain. 

Boyle^ in one of his letters on the subject of imbuing 
glass with metallic colours, wherein are detailed some 
experiments which he himself made in order to obtain 
a ruby colour^ relates also an anecdote of an artist^ who 
wished^ for some purpose, to prepare an amalgam of 
gold and mertury. With this view he kept the two 
metals for some time together in a state of fusion in a 
glass retort^ when this at length burst with a tremendous 
explosion. Mr. Boyle adds, that he saw some of the 
fragments^ and he declares them to be of the finest ruby 
colour he ever beheld. 

Many directions are to be found in the works of old 
writers for the composition of stains and colours. Some 
of these agree very closely with recipes in use at present, 
while others are evidently incorrect or incomplete ; it 
being impossible^ by following them^ to obtain the colours 
which they are said to furnish. There appears to have 
always existed a spirit of exclusion on the part of pro* 
fessors of this art ; and it has been said ^at this jea- 
lousy has even weighed with those among them who 
have written on the subject^ so far as purposely to give 
false directions^ that students might be deterred from 
the further prosecution of their attempts. It is more 
charitable^ and at the same time more consonant with 
probability, to imagine, that the errors which i^bpund in 
these works are owing rather to the carelessness of tran-. 
scribers and editors^ than to wilful mis-statements on the 
part of the authors. Let this be as it may, it still is 
certain that until the period when M. Brongniart pub- 
lished the results of his experiments and practice in re- 
gard to enamel colours^ the public was not in possession 
of any information whereon reliance could safely be placed 
for their production. 

Various compositions are recommended to be used 
with the colours as fluxes, in order to promote their fusion 

«3 
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when exposed to the heat of the furnace : these compo- 
sitions are termed hard or soft fluxes^ in proportion as 
they require a greater or less amount of heat for their 
perfect fusion^ and for the production of their full effect 
upon the metallic oxides with which they are joined. In 
choosing between them^ r^ard must be had to the pe- 
culiar nature of the individual substance or compound 
wherewith they are combined^ that the flowing of all in 
fusion may take place as nearly as possible together. 
With this view^ it is evident that a waste both of time 
and labour would be experienced, if any hard flux were 
used with an oxide which could be brought to melt at a 
low heat ; and, on the other hand, that it would be still 
more improper to use a soft flux with oxides which are 
more refractory, seeing that the proper incorporation of 
the two substances could not possibly in that case be 
occasioned. 

Oxide of lead forms a principal ingredient in many 
fluxes. It is necessary, however, to be sparing in its 
use where it is required to produce pink colours, as 
these would be injuriously acted upon by any excessive 
quantity of lead. Its place may in such case be advan- 
tageouely supplied by borax. 

A fluxing compound, very generally used, is made by 
the union of thirty-two parts of flint glass with twelve 
parts of pearl-ash, and two parts of borax ; which com- 
position will fuse at a medium heat. If it should be 
required to render this more fusible, such an effect may 
be gained either by substituting for the pearl-ash four 
parts of red oxide of lead, or by increasing proportionally 
the dose of borax ; and if, on the other hand, it is de- 
sired to produce a hard flux, this end may be attained 
by omitting the borax altogether, and adding an equal 
quantity of common table salt. 

The directions for the preparation of fluxes for porce- 
lain, which will be found in another part of this volume^ 
apply equally to those which are to be used with glassj^ 
and it would be therefore useless to repeat them here. 

>Vhen enamel colours are applied to glass^ they are^ 
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besides their union with a fluxing material^ mixed in the 
same manner as for painting on porcelain^ with some 
substance as a vehicle for causing them to flow readily 
from the brushy and at the same time to prevent the 
colours from blending themselves one with the other 
during the operation. Oil of lavender, balsam of capivi, 
oil of turpentine or of amber, or sometimes gum water, 
are employed as this vehicle. The choice of any par- 
ticular substance must depend, as in the painting on 
porcelain bodies, upon the nature of the colouring mat- 
ters employed, and is of no real consequence to the ulti- 
mate appearance of the glass, since the whole will be 
entirely evaporated when submitted to the intense heat 
of the furnace. 

The colouring compounds having been previously 
ground with an appropriate flux upon either a porphyry 
or strong plate-glass palette, by means of a muller of the 
same material, must again be ground in the same man. 
ner, and reduced toa proper consistency with the vehicle 
just mentioned. The artist will do well to prepare at 
first a sufficient quantity of every colour required for the 
completion of the object which he has in hand ; it being 
extremely difficult, if not impossible, to produce tints 
identically the same at any subsequent time, although 
the greatest attention be paid to the proportions of their 
ingredients. The injury which may be thus occasioned 
to the beauty of the piece need not be insisted upon. 

Many subjects may be painted on glass by persons 
who have not acquired any previous knowledge of the 
art of design. The transparent nature of the material 
enables the artist to see distinctly both the outline and 
the shading of any pattern which may be fixed upon its 
under side. The outlines of every such pattern should 
be decidedly given ; and the whole contour and shading 
must be at once obvious when looking on its upper sur- 
face. When the pattern paper is laid horizontally upon 
the glass, it must be secured by wafers at each of its foui 
comers, to prevent its shifting ; the glass must then be 
placed upon an easel similar in form to a music-stand^ 

V 4j 
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and fixed steadily upon the table. Means should also 
be taken t6 prevent the slipping of the glass upon the 
easel^ by passing a string across its face in any position 
that will secure this object, without interfering with the 
subject intended to be drawn. 

To support the arm of the artist while he is employed 
in painting, as it would be improper for him to touch 
the glass, it will be necessary to use a rest stick, in the 
manner observed by artists who paint with oil colours. 

It is considered advisable to trace the outline, in the 
first instance, with common Indian ink much diluted, 
before using for the purpose the pencil colour, about 
ito be described: the reasons for which are, that the 
strokes will admit of easier correction, and that a rough 
line will be thus formed upon the surface of the plate, 
which, drying immediately after the application> serves 
to direct the point of the brush when charged with the 
colour, and to occasion the delivery of the latter witli 
greater ease and regularity than would be otherwise at- 
tainable : by this means the artist may avoid any patch- 
ing or altering of the outline, which would seldom fail 
to render the work rough and unsightly, but which must 
be resorted to if the lines prove unequal or imperfect. 
Faults of this kind may, indeed, be partially corrected 
at any period of the process ; but as the glass must be 
fired anew after each application of colour, and as the 
firings constitute the principal part of the expense, it is 
of course advisable to exercise all possible carefulness, in 
order to avoid, as far as possible, the necessity for their 
repetition. 

The colour most usually employed for drawing the 
outlines and for shading different subjects, and which 
is therefore called by artists, outline or pencil colour, is 
made of the saffron-coloured oxide of iron commonly 
known in the shops by the name of crocus martM. This 
oxide must be well ground in combination with an equal 
weight of soft flux upon a porphyry or plate^glasM pa- 
lette, as before directed, and subsequently also with oil 
of amber as its vehicle. To provide for the presenration 
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of its proper degree of consistency^ the addition of one 
or two drops of balsam of capivi may be needed ; it is 
desirable^ however^ to make as sparing use as possible 
of this substance^ which sometimes^ when evaporated in 
the intense heat of the kiln^ wiU^ through it^ greasiness^ 
indispose the glass from taking the colour properly; and 
little vacancies may in consequence be left unoccupied^ 
and requiring to be subsequently supplied. The pencil 
colour thus prepared is a dark-reddish brown, and re- 
mains unaltered by the heat of the furnace. In order 
that the outline, while it is sufficiently decided, may at 
the same time be fine and clear, the pencil colour must 
be used as little moistened as will admit of its flowing 
from the brush, and until it has become perfectly dry 
and hard upon the glass, no subsequent part of the co- 
louring process should be commenced. 

If when the pattern is wafered on the glass, and the 
outline has been completely traced, it is desired to tnake 
one or more copies of the figure upon other plates of 
glass, this may be done without removing the paper from 
the first, by. simply placing the second and other plates 
in succession upon that to which the pattern is attached^ 
the transparency of which will admit of the outlines 
being traced with the same facility as if the pattern had 
been transferred to each individual plate. 

The best crown-glass is generally chosen for painting 
or staining^ as being most transparent and free from 
colour. 

The colours must be laid on with a long-haired sable 
pencil; its handle must be of a length which will allow the 
artist to use his hand with freedom, and should be securely 
attached to the brush, so that the two cannot become dis- 
united. If such an accident were to occur as the falling 
of this brush charged with colour, it would be impossi- 
ble* adequately to repair the mischief by any means short 
of obliterating the whole, and beginning the work anew. 

The shading and colouring are very frequently per- 
formed upon opposite side^ of the glass ; and this con- 
dition is almost invariably observed where the colpur to 
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be applied is one which can be made to flow with suf- 
ficient freedom, or^ to use the phrase employed by 
artists, which can be floated on the surface of the glass. 
In cases, too, where it is desired to produce tints, such 
as many ^ades of green, which would result from the 
admixture of two different colours^ this same efiect is 
produced by applying one of these to the face, and the 
other to the reverse, of the glass. 

There are only three colours, strictly speaking, which 
can be floated on, and which are called stainSj to dis- 
! tinguish them from others which must be laid on by the 

I strokes of a brush. These stains are orange, red, and 

I lemon-yellow. They are composed according to the 

I following recipes : — 

I Orange stain. Melt together in a crucible 2 parts 

I grain or virgin silver, and 1 part of crude antimony. 

I When cold, this compound must be pounded and sifted; 

1 and when used, must be mixed with 6 times its own 

weight of Venetian red, and diluted with cold water to 
the consistence of cream. 

In floating this stain upon the glass, a large camel- 
hair pencil in a swan's quill, or a flat varnish brush of 
the same material, must be used. The glass should be 
taken in the left hand, while the other is employed in 
floating the colour ; the movements of the first being so 
managed, that the stain as it quits the brush may float 
gently and evenly over the surface. If, after this, the 
glass is placed upon a level table, the stain will dry in 
about twelve hours, when it is in a fit state for the Idln; 
and upon the application of a moderate heat, a deep gold- 
coloured stain will be produced, which will have pene- 
trated the substance of the plate, and which will continue 
unimpaired by time. A lighter-coloured orange stun 
may be obtained by increasing the proportion of Vene^ 
tian red, relatively to the quantity of silver and an- 
timony. 

Red stain. In no particular is the difierence between 
ancient and modem stained glass more observable than 
hi the absence from the latter of that brilliant scarlet 
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tint^ which is most generally seen on the firsts and the 
Jirt of producing which appears to he lost. The red 
colour which artists are now accustomed to employ as a 
substitute for this^ is tame and cold in comparison ; and 
to give it any good effect, requires the aid of artifice, in 
placing it amid brilliant lights, or surrounding it with 
cold colours. The modem red stain is produced by 
adding, immediately before it is applied, three drops of 
sulphuric acid to each pint measure of the orange stain 
last described : precisely the same methods must be ob- 
served for the application of both. 

Lemon-yellow stain. This is made by adding to 
1 part of pure silver (precipitated) 12 parts of finely 
powdered pipe-clay. These must be mixed together in 
a basin with cold water to the proper consistence, and 
floated on, as before described. The tint of this stain 
may be rendered lighter or deeper by adding to or taking 
from the proportional quantity of the pipe-clay. This, 
as well as the Venetian red, is of no effect in the pro- 
duction of colour ; they act only as vehicles assisting to 
spread the metals equally over the surface of the glass : 
of course the greater their proportions, the smaller wiU 
be the quantity of colouring substance upon a given 
surface, and the lighter will be the resulting tint. 

In addition to the above three stains, a fine trans- 
parent green may be also produced by first staining the 
glass on one side with l€mon-yellow, and then painting 
it on the reverse side with a blue colour. This com- 
bination will certainly not possess the same degree of 
clearness as is imparted by the simple use of either of 
the three stains which have been described, but it will 
have a good effect when used to represent foliage or for 
draperies in situations where recourse cannot well be had 
to the use of pot metal. 

Where many colours are employed which must be 
laid on with a brush, the artist will apply some to the 
face, and others to the reverse, consulting his own fancy 
or convenience in regard to this disposition of the tints. 
The rule which forbids the application of another colour^ 
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until one previously laid on ^all be perfectly dry^ ap- 
plies in all cases^ and must be observed as weU in cover- 
ing the opposite surfaces^ as when various colours are 
applied to the same side. 

When all the tints are laid on^ and are thoroughly 
dried^ the glass is ready for the first burning, the man- 
ner of conducting which wiU be hereafter described. 
After this has been performed, and the glass is removed 
from the kiln, the artist should proceed to scrape off the 
superfluous colours which remain upon its surfaces. If 
in the performance of this process care is taken to remove 
each one separately, these colours may be ground with 
a fresh portion of the vehicle, and employed on any future 
occasion, as their colouring properties will be perfectly 
uninjured. The costliness of some enamel colours 
renders this an object of some moment. On the com- 
pletion of this scraping, it will be seen that the glass has 
been penetrated by the colours; and if due care has been 
taken in the choice and preparation of the colouring 
materials, and the previous processes have been properly 
conducted, there will be no necessity for any fresh ap- 
plication of colours : if even a few spots should appear^ 
they will be removed by a second burning, which at the 
same time will considerably heighten and bring out the 
colours. Should there, however, be any imperfections 
either in the stain, or painting, or pencil shading, these 
must be repaired by the artist previous to consigning the 
glass again to the kiln. 

It is sometimes wished to give to glass the appear- 
ance of having been ground, leaving at the same time 
transparent lines or patterns upon its surface, the effect 
of which is very pleasing to the eye. In preparing for 
the production of this appearance, the artist uses a large 
camel-hair pencil, the end of which is dipped into oil 
of amber, so as to take up only a small quantity at any 
one time ; and with this, holding the brush perpendi- 
cular to the glass, every part of the latter must be dabbed 
so that the surface will be dimmed by the oil. This 
must not lie thicker on one part than on another^ and 
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should by no means be applied in sufficient quantity to 
give it a. fluid appearance. Taking tlien a mixture^ 
composed of one part of white oxide of tin^ with three 
parts of flux^ previously well ground together^ this must 
be sifted from a lawn sieve, very gently over the glass, 
until the whole siirface is evenly covered. The requisite 
quantity of this powder will adhere slightly to the glass 
through the means of the oil; and when, in the course 
of six or eight hours, this has become sufficiently dry, 
the superfluous powder must be lightly removed with a 
soft brush made of badger's hair. The appearance of 
the glass will now perfectly resemble that which has 
been ground. 

In order to produce lines or patterns upon its surface, 
that shaU have the usual poUsh and transparent quality 
of glass, a pattern must be drawn upon paper, having 
its lines sufficiently strong to be visible through the 
powder; and this being fixed upon the reverse side, the 
artist with a blunt wooden implement scrapes off the 
composition in lines accordant with those of the pattern. 
The plate of glass having then been subjected to burning 
in the kiln, it will be found that the powder has been 
partially melted by the heat, and is so firmly united to 
the glass, that its removal would be extremely difficult. 

It now remains to describe the particular apparatus 
and process used for burning.in the colours which have 
been applied to the surface of the glass. The size of 
the kiln is of course dependent on the magnitude and 
number of the pieces of glass upon which it may be 
desired to operate at any one time. It would be unwise 
to construct one of larger dimensions than are likely to 
be needed in use, as the due heating of the glass is more 
difficult and expensive, in proportion as the relative size 
of the furnace is increased. 

The glass is placed during the firing in a close iron 
box or oven, which is called a muffle, and which is pro* 
vided with horizontal iron shelves placed at regular dis- 
tances apart, whereon the plates are deposited. The 
relative sizes of the muffle and furnace are such, that a 
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space not less than four inches remains between the two 
on every side^ by which means the fire may be made 
wholly to envelope the muffle. This receptacle is pro- 
vided with a tube proceeding from its fronts and narrow- 
ing towards its extremity^ without-side the furnace wall^ 
the use of which tube is to examine the state of the glass 
from time to time during the process of firing. The 
iron plates for supporting and separating the glass^ and 
which are fitted to the shape of the muffle, are kept at 
their proper distances^ usually about one inch asunder^ 
by legs of the requisite length placed at their four cor- 
ners. The shape of the muffle is usually wider at the 
top than at the bottom, so that pieces of various dimen- 
sions may be contained in its different compartments. 
The number of these bears reference to the size of the 
apparatus, some small muffles having no more than five 
or six, while others of greater dimensions are provided 
with double that number of shelves* 

If the plates of glass were placed in immediate contact 
with the iron shelves within the muffle, the metal would 
have an injurious effect upon some colours. The iron 
is, besides, liable to be warped; and, when the glass was 
brought into a softened state by heat^ would communicate 
its own distorted shape. Another and a greater evil 
than even these would arise from the too sudden vari- 
ations of temperature whereunto the glass would be 
subjected, owing to the strong conducting power of the 
iron, and which would imminently endanger the crack- 
ing of the glass. 

A perfect remedy for all these evils is found in pre- 
viously preparing a smooth and even be& for the glass^ 
by sifting pounded whiting to the depth of a quarter or 
three eighths of an inch over the entire surface^of the 
iron shelves. Upon this bed the glass must be depo. 
sited with every possible care, so as to avoid rubbing 
the colours. 

If more than one piece is committed to each shelf^ they 
must on no account be brought into contact, nor must 
they be allowed to touch or even to approach within half* 
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nil inch of the side of the muffle. When^ after proceeding 
in this manner^ the muffle has heen filled^ or sJl the glass 
that is ready for hurning has heen deposited^ the cover 
must he put on to the muffle^ and the fire lighted. It is 
usual to employ coke and charcoal as fuel for hurning glass^ 
both because they afford a steadier and more efflsctive 
heat than coal^ and because the sulphur which the latter 
so commonly contains might have an evil effect upon the 
colours. 

The proper management of the fire in respect to the 
degrees of heat employed^ is a thing which must be ac- 
quired through practice^ it being impossible to give any 
written directions concerning it that will be efficacious. 
It may, however, be stated, generally, that caution is 
necessary in the first stage of heating, so as to avoid all 
suddenly great accessions of temperature; but that when, 
on inspection, the glass placed in the centre of the muffle 
is seen to have acquired a dull red heat, the fire may be 
urged witli safety, so that the whole contents of the kiln 
may be made to acquire an uniform white heat. When 
this effect has once been produced, no more firing is 
requisite ; the fuel which is already in the furnace must 
be allowed to burn itself out ; and the kiln remaining 
thereafter closed, must be left to cool gradually during 
ten or twelve hours, before it is attempted to remove the 
glass : at the end of this time it may be considered pro- 
perly annealed. 

The process of the second or third firing is conducted 
in precisely a similar manner in all respects. 

The same powdered whiting which has already served 
may be used again for an indefinite number of times, 
upon being ground and sifted as for its first application. { 

Specimens of ancient stained glass have been occa- 
sionally found, on parts of which the colours retain their 
full brilliancy, while on other portions they appear to be 
wholly obliterated ; a circumstance which has excited 
some surprise ; and no little ingenuity has been shown 
in the formation of theories to account for this partial 
disappearance of colours. There is reason to believe. 
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howeyer^ that no decay has really ensued^ hut that, while 
some of the colours have heen produced upon these 
specimens hy processes similar to the foregoing descrip- 
tion> other pieces of glass already stained in the manner 
of pot metal have heen applied to uncoloured parts, and 
made to adhere hy the interposition of some fluxing 
material^ which, heing softer than the glass, has been 
decomposed in the course of time, and these adjunctive 
pieces have fallen away. 
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CHAP. XV. 

ON THE ART OP CUTTING, ENGRAVING, AND ETCHING 

ON GLASS. 

ORIGIN or THE ART OF CUTTING GLASS. — IMPLEMENTS. MAN- 
NER OF THEIR EMPLOYMENT. — FROSTING. PATTERNS PRO- 
DUCED BY MOULDING. — ENGRAVING ON GLASS. EXECUTED 

WITH THE DIAMOND. — ETCHING. — SCHWANHARD. DIFFER* 

ENCE OF HIS PRACTICE FROM THAT NOW USED. METHOD OF 

ETCHING. — FLUORIC ACID. GLASS IlfCRUSTATIONS.— ORIGIir 

OF THE ART. IMPROVEMENTS THEREON. 

The art of cutting glass is a much more modern in- 
vention than that of painting and staining it, which has 
been described in the preceding chapter. 

It is generaUy beheved, that Caspar Lehmann, origin- 
ally a cutter of iron and steel in the service of the em- 
peror Rudolphus II., was the first person who attempted 
this mode of embellishing the material. It was about 
the year I609, when, having procured from the emperor 
an exclusive patent for using the art, together with the 
appointment of lapidary and glass-cutter to the court, 
Lehmann prosecuted his invention with much success in 
the city of Prague. 

Before that time, many artists had engraved figures 
upon glass, by means of the diamond; and their labours 
were greatly admired. Some glaziers had also discovered 
a mode of cutting glass by the employment of emery 
powder, and sharp-pointed instruments of hardened 
steel, as well as with heated irons ; but these methods 
were greatly 'different in the manner of their performance^ 
as well as inferior in their effect, to Lehmann's process^ 
by which they were consequently, for the most part, 
superseded. It was, however, very long after the period 
already mentioned, that the art attained to any thing 
like the degree of perfection which it now exhibits. 

At the end of the seventeenth century, glass-cutting 








latNtaMilMI ■ Afar 




CHAP. XV. GLASS CUTTING. 307 

revolve with great celerity : these small wheels are the 
cutting instruments. The occupation is frequently car- 
ried on in the apartment of an individual workman^ 
and in this case^ only one large wheels similarly con- 
nected with the axle of one of smaller diameter is 
turned> by means of a winch^ a boy being employed for 
the purpose. In aU other respects the process is iden- 
ticalj whether prosecuted in the attic of the artisan^ or 
in the spacious factory of the manufacturer. 

The small wheels are so arranged, that each can be 
unfixed without difficulty, and another substituted of a 
form better suited to the work in hand, or of a material 
more adapted to the stage of the process. 

As regards their forms, these cutting wheels are either 
narrow or broad — flat-edged — ^mitre-edged, that is, with 
two faces forming a sharp angle at their point of meet- 
ing — convex — or concave. In fact, so various are the 
wants of the workman, that as many as forty or fifty 
wheels having difierenUy shaped edges, are to be found 
in the workshop. 

The materials employed in the formation of these 
cutting implements are, iron, both cast and wrought ; 
Yorkshire stone ; and willow wood. Wrought iron is, 
indeed, only used for cutters of the narrowest dimen- 
sions, and which it would therefore not be possible to 
make sufficiently tough of cast metal. Iron wheels are 
used only for the first or roughest part of the operation, 
and their employment is even dispensed with altogether, 
where it is intended that the pattern shall be at all mi- 
nute ; as the metal and (he sand, which must be used 
in conjunction with it, would act too roughly, and fre- 
quently chip away portions of the glass. For such mi- 
nute works, and for smoothing down the asperities which 
will always be occasioned where iron cutters have been 
applied, a wheel of Yorkshire stone, moistened with water, 
must be used. The further smoothing and subsequent 
polishing of the cut surfaces are effected with wooden 
wheels : for the first of these objects, the edge is dressed 
with either pumice stone or rotten stone ; and for im- 

X 2 
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parting the high degree of polish that is requisite for 
properly finishing the process^ putty-powder is em- 
ployed. 

Beneath each one of the cutting wheels^ a small cis- 
tern is fixed to receive the sand^ water, or powder which 
has heen used ; and oyer the wheel, a small keg or a conical 
vessel is placed, the cock or opening at the hottom of 
which is so situated and regulated, as that the requisite 
quantity of moisture will he imparted from it to the 
wheel. The vessel which is placed over the iron wheel 
is furnished with fine sand, and into this water is ad- 
mitted in such quantity as wiU ensure the constant 
delivery of the moistened sand upon the face of the 
wheel in such proportion as the workman finds most 
desirable. The emery powder, rotten-stone, or putty 
powder, are applied from time to time as required by 
the workman, on the edge of the smoothing or polishing 
wheel. 

From this short description of the implements, the 
manner of their employment will he readily compre- 
hended. The glass-cutter seats himself on a stool in 
front of the wheel ; and taking in his hand the glass to 
be ornamented, applies this to the face of the cutter, the 
correctness of his eye and the steadiness of his hand 
being called into requisition, in the successive applica- 
tions to the wheel, of those parts of the glass that are to 
be cut. Placed at his right hand each workman has a 
small tub containing water, wherewith from time to 
time he washes away the particles of sand or powder 
which may adhere to the glass, that he may the better 
judge as to the progress of his work. 

It may readily be supposed that, in conducting a 
process of this nature, with so exceedingly brittle a sub- 
stance> accidents will often occur through the breaking 
of the mat^al. The frequency of these casualties will 
of course depend, in a great measure, upon the original 
quality of the material ; and this forms one reason why 
the best description of glass is generally chosen for the 
purpose of being cut. 
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In fitting up the machinery^ it is plain that the utmost 
accuracy must he exercised. If the cutting- wheels were 
allowed to turn upon their centres with the smallest de- 
gree of eccentricity, it would he quite impossihle for the 
operator to proceed with any regularity in his work, or 
to produce a satisfactory effect. 

The wages of glass-cutters, in common with those 
of men employed in the different manufacturing processes 
of a glass-house, are paid according to the work which 
they deliver in a finished and perfect state; so that if any 
accident should occur to the glass while in their hands, 
as is frequently the case, the workmen cannot claim any 
payment for the lahour which they may already have 
bestowed upon it. Every man who follows the oc- 
ciUpation of a glass-cutter is capable of executing each 
part of the process, although some will succeed better in 
one branch than in others. In large establishments 
there is generally such a choice of work, that every 
workman has the opportunity of providing himself with 
employment in that branch which he prefers; besides 
this, two or more men, forming a sort of partnership, 
will frequently undertake work in conjunction, each of 
them performing that branch of the process which he 
feels himself qualified to execute with the greatest success, 
by which division of labour the whole work is more ex- 
peditiously and probably also more satisfactorily per- 
jformed. 

The grinding of glass, or frosting it, in order to lessen 
its transparency, forms a branch of the glassrcutter's 
art. The objects to which, in the present day, this 
grinding process is most commonly applied, are shades 
for softening the light diffused by table lamps. As the 
roughness is given to the inner surface of these glasses, 
it is plain that tliey cannot be applied to the cutting- 
wheel for the purpose. Instead of this, the shades are, 
therefore, fixed in a lathe, and the workman, holding in 
his hand a piece of wood which he covers with wet sand, 
causes this to rub with the necessary degree of force 
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against the inner surface during the rapid revolutions 
of the glass. 

The amount and description of labour bestowed upon 
articles which pass through the glass-cutter's hands^ 
must necessarily enhance their money yalue^ and there- 
fore circumscribe their use. Nor is there much reason 
to look for the discovery of any improvements in the 
processes whereby that labour can be so abridged as that 
the manufacture will be brought within the reach of a 
larger number of consumers. Under this view, any 
method of ornamenting glass which can be offered as a 
tolerable substitute for cutting it, is likely to be favourably 
received by the public. 

Such an invention has recently been made the subject 
of a patent, under which glass vessels^ having a great 
variety of shapes^ are formed with ornamental figured 
patterns impressed upon them. 

The method of producing these patterns is sufficiently 
simple, and consists in placing a quantity of melted 
glass within a metallic mould of the required form, in 
the lower division of which the desired pattern is en- 
graved ; and in then bringing down the upper section of 
the mould, and pressing the melted glass between the 
two. The only skill required for the operation is that of 
apportioning rightly the quantity of melted glass which 
is required for exactly filling the mouldy so as to take 
a faithful impression of the engraved pattern. The two 
parts of the mould are connected together by means of 
a hinge, and the upper portion is provided with a long 
handle, which acts as a lever for imparting the requisite 
pressure. The lower section is composed of two pieces, 
which being opened, the glass may be removed from the 
mould almost at the moment of its formation. 

Intended as a substitute for cutting, this art must 
certainly be considered inferior. The patterns imparted 
by the mould are deficient in the degree of sharpness 
which is imparted by the wheel. On the other handj 
a description of ornament may be thus adopted^ wluch 
is otherwise unattainable; the figures may be eithei 
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raised or depressed, and patterns the most minute and 
intricate may be produced. Armorial bearings, in par- 
ticular, may thus be represented, in a manner far superior 
^ to any engravings not only as the glass will every where 
^, retain its polish, but also because figures may be giveit 
in relief. Between the cost of the two processes there 
cannot be any comparison. 

Many specimens are preserved in collections of ancient 
glass which are ornamented with raised figures. These 
have been most probably produced by pressure within a 
mould while yet softened by heat^ such a practice being 
one of great antiquity. Engraved figures were likewise 
executed upon hollow vessels by the old Greek artists ; 
and that celebrated engraver on stoiies, Lawrence Natter^ 
affirms^ in his " Treatise on the Antique, when compared 
with the Modem Method of Engraving on Precious 
Stcmes/' that the same kind* of instruments were used 
for the production of these reliques of antiquity, as were 
employed for the same purpose at the time when he 
wrote. He considers that the old artists undoubtedly 
used a wheel, which moved in a horizontal direction 
above the table at which they wrought ; and this opinion 
IB in agreement with a passage in Pliny (Hist. Nat 
lib. xxxvi. cap. 26.): — " Aliud flatu figuratur, aliud 
torno teritur^ aliud argenti modo cselatur." On the 
other hand, to agree with Natter would be to deprive 
Lehmann of his reputation as an inventor^ although he 
may still be entitled to the honour of having revived an 
^^ art which had become obsolete ; and this^ in the opinion' 
of the learned antiquarian Caylus^ himself the re-in« 
^ ventor of a sister art, is the amount of merit whereto 
^^^l"^ Lehmann may justly lay claim. 

i^^ In the mid^e of the sixteenth century, when glasses 

manufactured in the Venetian states enjoyed the highest 
s^' reputation throughout Europe, it was common to find 
I '^ these ornamented by engravings executed with the dia- 
M mond. More than an hundred years had elapsed from. 
beri| that period, when Henry Schwanhard^ a pupil of Leh* 
dr. mano, was incited by the accidental circumstance of the 
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corrosion of his spectacle glass^ to a method of etching on 
glass hy means of some powerful acid liquor. His 
manner of preparing this liquor was kept secret hy him; 
and as no fluids save fluoric acid^ with which we are ac- 
quainted, has the property of acting upon the surface of 
glass, while the discovery of this powerful menstruum i 
was not brought hefore the world prior to the publication 
of Scheele's experiments in 1771^ it is much to be re- 
gretted that the secret of Schwanhard was suffered td go 
with him to the grave. 

The method pursued by this artist in the application 
of his discovery was different to that which is practised 
at present. This is, to coat over the entire surface of 
the glass wi£h varnish, and, through this coating, to 
trace out tlie intended figures, leaving the glass exposed 
to the action of the acid only in those parts which are 
to be occupied by the figures. Schwanhard, on the 
contrary, first traced the figures, and^ having filled the 
outline on the glass with varnish, appUed his corrosive 
fluid to the remainder of the surface. By this means 
the figures were left' in relief, and with their original 
polish, the effect of which was pleasing, and totally dis- 
similar to the appearance of engravings with the diamond^ 
which latter circumstance it probably was that incited 
the artist to the adoption of his peculiar method, since 
his productions would, by that means, be more readily 
distinguished from the works of others. 

The varnish employed by artists for defending, where 
it is requisite, the surface of the glass from the corroding 
power of the add, is usually either a solution of isinglass 
in water, or common turpentine varnish mixed with a 
small proportion of white lead. 

By the aid of a very few implements, the art of etch- 
ing on glass may be rendered a pleasing occupation for 
amateurs. Grood crown-glass is the most proper descrip- 
tion to be chosen for this purpose. Having selected a 
square pane of the proper size, this should be first heated 
by immersion in a sand-bath, and then rubbed over widi 
purified bees'. wax^ the temperature of the glass being 
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such as to cause the wax to melt completely and uni-^ 
formly over its surface. The pane^ thus covered^ must 
then be set aside to cool ; and it is important to observe^ 
that every part of its face must be protected by this 
coating of wax; which^ however^ need not be thick^ 
and indeed should not be applied in sufficient quantity 
to render the glass opaque. 

A paper having the design boldly drawn upon it^ may 
then be attached to the unwaxed imder.side of the glass ; 
and this drawing will greatly assist the artist in per- 
forming the next process^ that of tracing the design 
through the wax. The best kind of tool for executing 
this operation is a carpenter's brad-awl^ which^ as it is 
flattened at the end in one direction, and rounded in 
another, may, according to the position wherein it is 
held, be easily made to trace lines having the requisite 
, and different degrees of fineness. The point of a pen« 

, knife, or any similar implement, may be used as a sub- 

stitute for the brad-awl, and with almost equal efficacy. 
Jn tracing these lines, the artist must be mindful that 
his instrument lays bflure the surface of the glass through- 
out the whole extent of the strokes. 

A shallow evaporating basin of Wedgewood ware 
must next be employed. Its size should be such as will 
include within its area every part of the design ; and it 
must at the same time be sufficiently small to be com- 
pletely covered when the pane of glass is made to rest 
upon its edge. Some coarsely powdered fluor spar must 
then be placed in the basin, together with a quantity of 
strong sulphuric acid, sufficient to form with it a thin 
paste, when the two substances must be well mixed toge- 
ther by stirring them. The quantity of fluor spar must 
of course be regulated by the size of the etching ; and 
^ it may be a sufficient guide on that head, to recom- 
l* mend that two ounces of the, coarse powder be used 
^ when the basin is capable of containing a pint: these 
''' basins are readily procurable from any respectable dealer 
^ in earthenware. 
^ As soon as the add and fluor spar are properly in* 
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corporated U^ther^ the pane of glass should be placed 
upon the basin^ with the waxed side downwards^ and s 
moderate degree of heat must be applied to the bottom 
of the basin : somewhere between 120 and 140 degrees 
of Fahrenheit's scale will be found most eligible. Per- 
haps the best means of providing a steady heat for this 
purpose is offered by the sand-bath^ which was used for 
heating the glass before applying the wax. On tbis sub- 
sequent occasion^ however, the temperature must never 
be sufficiently high to melt the wax^ which in that case 
would run over the glass^ and wholly destroy the efiect 
of the etching. 

Very soon after this application of heat^ fumes of 
fluoric add will arise copiously from the basin^ and at- 
tack the unprotected portions of the glass. When the 
basin and its contents are once thoroughly warmed^ the 
heat of the sand-bath may be advantageously diminii^ed. 

After the glass has been thus exposed during half an 
hour^ it may be removed from the basin ; and first being 
rinsed in water^ for the purpose of diluting or washing, 
away the fluoric acid^ the wax may be scraped oflT with 
a common table-knife ; the design will then be found 
perfectly etched upon the surface of the glass. 

A metsllic basin will answer perfectly for generating 
the fluoric acid ; but it will be altogether improper to 
use any glazed vessels for the purpose^ as the vitreous 
coating of such would be entirely destroyed. 

In performing this process^ it is necessary to use some 
caution; as fluoric acid^ if brought into contact with the 
skin^ will quickly disorganise it^ and produce wounds 
which may be painful and troublesome; a very little 
carefulness will^ however^ suffice for preventing any 
accident of this nature. 

When it is required thus to engrave other than plane 
surfaces^ another arrangement must be provided: the 
glass must be exposed to the fumes of fluoric add in 
some deep vessel ; without^ however, being suffered to 
come in contact with the pasty compound whence the 
add fumes arise^ and the whole : should be covered over^ 
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:i(j^i to confine and retain those fumes^ so that they may fully 
mi act upon the glass. 

h Articles made of flint glass are sometimes very taste- 

i^. fiilly ornamented^ by enclosing within their substance 
yij^_ various objects formed out of bodies which^ being less 
1,^^ fusible than glass^ will not be altered in their form or 
2$t nature by the heat contained in this at the moment of 
^ their introduction. 

The art was first attempted about fifty years ago^ by 
a glass manufacturer in Bohemia^ who sought to incrust 
small figures made with a greyish kind of clay. His 
success in this attempt was but moderate ; the material 
^^ of which he made choice for his figures^ expanded and 
J, contracted very unequally with the surrounding glass^ 
ig and their adhesion to it was consequently imperfect. 

The successful accomplishment of this pleasing art 
has long been a favourite object with the French manu- 
'^ facturers^ who have been unsparing of expense in their 
^ efibrts for its perfection. For a long time, however, 
^ their success was small, and the specimens produced by 
*^ them were so costly, that but little encouragement was 
offered on the part of purchasers. The subject at that 
time principally chosen for the exercise of this art, was 
a medallion of Napoleon, whose courtiers evinced the 
desire of possessing his likeness in this imperishable 
form, as being emblematic of their own unalterable at- 
tachment ! Improvements have since been made by the 
French artists, which have enabled them to reduce the 
cost of these incrustations within more moderate bounds ; 
but their manufacturers have hitherto mostly restricted 
themselves to the ornamenting in this manner of scent 
bottles and trinkets. 

A few years ago one of the most considerable London 
glass manufacturers discovered the means of attaining to 
a higher degree of success, and is now enabled thus to 
ornament, in a very tasteful manner, various objects of 
considerable size ; employing for the purpose substances 
whose property it is to expand and contract equally with 
glass upon exposure to altered temperatures. This in- 
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teresting art can by this means be applied to represent 
ornaments of almost every description. ' The appearance 
most usually given to them is that of silver ; but as the 
metallic oxides may be employed for colouring the sub- 
stances previous to their incrustation^ every variety of 
hue that can be used in enamel painting may also be 
imparted. 
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CHAP. XVI. 

ON THE DEVITRIFICATION OF OLASS. 



1F|$ FIRST OBSERVED BY KEUMANX. — : EXPERIMENTS OF REAUMUR. •— 

SUBSTANCE KNOWN AS REAUMUR*S PORCELAIN. INAPPRO* 

PRIATENESS OF THIS NAME. USES TO WHICH THE SUBSTANCX 

MAY BE APPLIED. COMMON BOTTLE GLASS MOST PROPER FOR 

THIS CONVERSION. METHOD OF EFFECTINO THE CHANGE.—- 

PRODUCED SOLELY BY HEAT. EXPERIMENTS OF DR. LEWIS.— 

REVITRIFCATION. EXPERIMENTS OF SIR JAMES HALL. — 

PROPOSAL SUGGESTED THEREBY. OBSERVATIONS OF GUYTOK- 

MORVEAU. ARTIFICIAL INTAGLIOS. MOCK ONYXES. — 

POWER OF DEVITRIFIED GLASS TO BEAR SUDDEN CHANGES OF 

TEMPERATURE. EXPERIMENTS WITH COLOURED GLASS. •— • 

GLASS DEVITRIFIED BY BURNING LAVA. THE PROCESS PRO- 
MOTED BY MULTIPLYING THE INGREDIENTS OF GLASS. DEVI- 
TRIFIED GLASS CONDUCTS HEAT MORE PERFECTLY THAN WHEN 

VITRBOUS. BECOMES A CONDUCTO.R OF ELECTRICITY.— 'RETAINS 

THIS PROPERTY WHEN REVITRIFIED. 

It was observed very long since by Neumann^ that some 
kinds of glass^ if exposed during any considerable time 
to a high degree of heat, but below their point of fusion^ 
are so far changed in their properties and texture as to. 
become opaque, fibrous, and tough ; and so hard as to 
give abundant sparks if struck with steel, to cut any 
common glass readily, and to be scarcely susceptible of 
abrasion by filing. It has also been found, that in taking 
this form glass so far alters its nature as regards its 
qualities of expansion and conducting of heat, that it will 
bear a sudden transference from freezing to boiHng water. 
That indefatigable naturalist, M. Reaumur, made va- 
rious experiments and observations on this phenome- 
non ; and, in the year 1739^ communicated the result 
of these to the Royal Academy of Sciences in Paris. The 
subject becoming by this means more generally known> 
g^ss, when thus converted, obtained, and has since kept 
the name, of Reaumur's porcelain; a designation which 
it owes to its appearance rather than to its real proper* 
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ties^ which do not at all entitle it to he classed with 
porcelain. ' It is probahly owing to the inappropriate 
name which the substance thus acquired, that so little 
has been done towards a true developement of the facts 
and circumstances attendant upon the devitrification of 
glass. Even the greater number of such scientific men 
as for a time entered upon the investigation^ limited their 
labours to experiments with various cementing substances^ 
that they might arrive at the discovery of that one which 
would ensure the concurrence of the greatest number of 
good qualities that should be found in porcelain. The 
futility of these experiments has since been made evident; 
and it must be regretted that the same amount of re- 
search as was thus unprofitably bestowed^ has not been 
given to elucidate the actual properties of devitrified 
glass^ and to render it practically serviceable to society. 
Reaumur was of opinion that its quality of resisting 
alternations of temperature^ its toughness^ as well as the 
power it possesses of withstanding the action of acid 
liquids^ render this porcelainous glass well qualified for 
the formation of chemical vessels. The same opinion 
has been equally held and declared by other philosophers 
who have brought their minds to the investigation of the 
subject; and it appears singular that their suggestion 
should not, consequently, have been very generally reduced 
to practice. This circumstance must further excite sur* 
prise, when it is considered in how many important 
operations of the laboratory such a substitute for metallic 
vessels would be advantageous. In operating upon any 
practical scale, the chemist is driven, for want of such a 
substitute, either to the employment of metals which are 
liable to be injuriously acted upon by the matters under 
process, or is compelled to adopt vessiels of platinum, the 
expensiveness of which places them beyond the prudent 
reach of most persons. In one instance, a manufacturer 
of pharmaceutical preparations, who is exceedingly par- 
ticular as to the absolute purity of his productions, has 
recently incurred the expense of constructing a pan of 
unalloyed silver, forty inches in diameter^ wherein to 
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evaporate vegetable extracts^ .many of which^ in some 
degree or other^ act upon and are impregnated by copper. 
' Could vessels formed of this fibrous glass be adopted 
iwith safety^ there would be nothing in their cost^ espe- 
cially when of moderate size^ to prevent their general 
adoption. The only circumstance hitherto assigned 
against this adoption is^ that although the inner texture 
of the glass is fine and white^ the surface is coarse and 
pf a dirty appearance ; but this must be thought a very 
insufficient cause for foregoing such decided advantages 
as are apparently offered through its employment. 

All kinds of glass are not equally qualified to undergo 
tMs conversion ; with some descriptions^ indeed^ it will 
not ensue. Not any vitreous compound seems altogether 
proper for it^ with die exception of common green botde- 
glass^ and perhaps also the ordinary kinds of window 
glass. 

The method commonly employed for effecting the 
change is as follows : — The glass vessel is placed within 
a larger earthen vessel^ in the same manner as is pur- 
sued for baking porcelain. The entire space unoccu- 
pied by the glass is next filled by pouring into the 
yessel fine white sand^ or powdered gypsum^ so that die 
glass shall not be allowed at any point to come into 
contact with the earthen case. The containing vessel is 
then covered down^ securely luted^ and the whole is 
placed within the furnace. 

It was for some time generally imagined^ that in this 
process^ which is very similar to that which is known 
to chemists under the name of cementation^ the glass 
owes the change which it undergoes to some chemical 
action of the gypsum upon its substance ; but this has 
been proved erroneous. It is shown by Dr. Lewis, in 
die detail of his various experiments, that not only may 
the nature of the powder be almost infinitely varied, 
without in the least affecting the operation, as far as 
regards the altered texture of the glass, but that the 
change equally and identically goes forward in the ab- 
sence of all cementing substance ; a fact which is con- 
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clusiye upon the subject^ and which proves that whatever 
may be the particular substance employed^ whether sand^ 
bone-ash^ chalky or gypsum^ it acts merely by affording 
mechanical aid^ sustaining the glass in its proper form 
during the period wh^ it is softened by heat^ and 
when^ if deprived of such support, it would be liable to 
Irreparable injury in falling together by means of its own 
gravity. 

In the course of experiments^ which are detailed by 
him at some length *, Dr. Lewis placed several pieces of 
common wine bottles into crucibles, pouring over them 
the requisite quantities of white sand, and placing them 
in a proper furnace, wherein they were heated during 
many hours. In order to ascertain the progress of the 
change, pieces were withdrawn from time to time for exa^ 
mination. Those pieces which were first taken out, after 
having been during several hours in the furnace, but with, 
out being heated to redness, exhibited no sort of change 
whatever. In a low red heat the change went forward 
very slowly, but still was quite perceptible; while in 
a strong red heat approaching to whiteness, and which 
only just avoided that degree of in tenseness which would 
have melted the glass, the change went on rapidly^ be- 
ginning at each surface^ and spreading towards the 
middle; so that, in two hours, the substance had 
assumed throughout the appearance of porcelain. 

The glass became first of a bluish colour on the sur- 
face, and exhibited a very sensible diminution of its 
transparency. After this, it gradually became white 
and more opaque ; the texture no longer continued vi- 
treous^ but became fibrous, as already described ; and 
these fibres were disposed nearly parallel to each other^ 
and transverse to the thickness of the piece. The fibres 
from both surfaces meeting in the middle, formed there 
a kind of partition^ -in which cavities were occasionally 
perceptible. By degrees this opacity and fibrous change 
were completed^ the blue colour disappeared, and was 
succeeded by a duU white or dun colour. 

• Cknnmercium Plrilo(K)phico>techiiicuin, p^ 850. 
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When exposure to the same high degree of heat was 
continued after the production of this effect^ the glass 
was seen to undergo a still further change of texture : 
the fihres appeared to he divided or cut into grains; he- 
ginning^ as before^ at the outer ends^ and proceeding on- 
wards towards the middle^ until the entire substance as- 
sumed a granular form^ similar to ordinary porcelain. A 
still tother continuance of heat caused the grains^ which 
at first were fine and glossy> to become enlarged and dull^ 
and to change from a compact to a porous^ and at length 
to a friable substance^ resembling a slightly cohering 
mass of white sand, not easily distinguishable from that 
wherein it was embedded. 

If glass^ which has been withdrawn from the furnace 
at the time it has assumed the fibrous state, be after- 
wards subjected to a very strong heat, it will melt into 
a semi-transparent mass, and may be drawn out in 
strings, which on cooling are foimd to have lost their 
fibrous quality, and to have resumed their former vitre- 
ous state, being no harder than before the original cement- 
ation. This fusion of porcelainous glass cannot, how- 
ever, be effected, without the application of a degree of 
heat considerably more intense than is required for melt- 
ing glass in its more -usual form ; and it is also found 
that the farther the process of cementation has been 
carried, the higher must the temperature be raised for 
its fusion ; so that specimens which have been rendered 
granular are much more refractory than such as are 
simply fibrous. 

Althou^, throughout the experiments of Dr. Lewis, 
no difierence in the actual properties of Reaumur's por- 
celain followed the employment of different substances 
for embedding the glass, -^ its internal colour, hardness, 
texture, and the regular succession of its changes being 
the same in all cases; — yet considerable difference was 
occasioned in its outward colour. If charcoal or soot 
had been used, these produced a deep black colour, which 
was not affected by long exposure to heat in an open fur- 
nace. Clay or sand which was coloured, communicated 
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diffieient shades of brown ; and white earths gave either 
grey or brown tinges. The greatest degree of whiteness 
followed upon die use of white sand^ calcined flints^ or 
gypsum ; and the highest state of glossiness or bright- 
ness was caused by the employment of pipe-cky. 

In the account published by sir James Hall of his 
highly interesting course of experiments on the effects 
of compression in modifying the action of heat upon a 
certain class of substances^ incidental mention is made 
of an important circumstance connected with this change 
in the texture of glass^ and which seems to point the 
way towards the institution of a further course of useful 
investigations. 

Having placed in the closed end of a porcelain tube a 
portion of the substance which he was about to subject 
to the action of heat under pressure^ it became necessary 
to introduce likewise within the tube some other sub- 
stance> which could be brought to such a state as would 
oppose an effectual barrier against the communication of 
the principal substance with the atmosphere. The use 
of various bodies was attempted for this purpose^ and 
each was successively rejected as inadequate. Among 
these^ sir James determined upon trying the effect of 
pounded glass; which^ being placed within the tube, 
above and nearly in contact with the principal substance, 
could be subjected to such a degree of heat as would 
fuse the glass while the closed end of the tube might 
be sufficiently withdrawn from the action of the furnace ; 
and when, in the prosecution of the actual experiment, 
this end should come to be placed in the strongest heat, 
that portion of the tube in which the then compact body 
of glass was contained could be equally removed from 
a temperature which would again alter its form. 

The description of glass accidentally chosen by sir 
James Hall for his experiment, was that which is best 
of all qualified for conversion into Reaumur's porcelain. 
Having introduced the tube wherein the pounded glass 
was contained within a muffle heated to the temperatme 
of 2(P of Wedgwood's scale, 3677° Fahrenheit, he 
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i discovered^ that in the space of one minute it entered 

t into a state of viscid agglutination^ similar to that of 

I honey ; and that when only one more minute had elapsed^ 

the entire particles were consolidated into a firm com- 
pact mass of Reaumur's porcelain : during the short 
period here mentioned^ the heat of the mufOie had heen 
^ uniformly sustained at the same degree. 

^ If a solid cylinder of glass^ having the same hulk as the 

powder thus placed within the tuhe^ had been exposed 
I to the same temperature^ it would equally have under- 

. gone a change from the vitreous to a fibrous state ; but 

^ the time required would have amounted to at least an 

hour. 
^ The result of the discovery thus unexpectedly made 

u by sir James Hall^ renders it probable^ that if common 

f green bottle-glass^ previously ground to powder^ were 

, introduced within appropriate moulds^ and exposed to 

^ an adequate temperature^ it would speedily and satis- 

, factorily be converted into vessels of Reaumur's porce- 

lain ; and by this means^ not only would the time 
expended be materially abridged^ and fuel economised^ 
but the manufacturer would be relieved from one of the 
greatest practical difiiculties which has been found to 
attend the conversion^ and which arises from the tena- 
city wherewith the sand usually employed is found to 
adhere to the glass. 

This evil is frequently experienced to so great a 
d^ree^ that the force required for their separation en- 
dangers the breaking of the vessel. Moulds of every 
requisite form might be made without difficulty^ of sub- 
stances sufficiently refractory to remain uninfluenced by 
the temperature employed for the conversion^ and which 
would deliver the glass freely upon its completion. 

M. Guyton-Morveau read, in 1810, before the French 
National Institute, a paper containing obser\'ations with 
a view to explain some phenomena that occur in the 
fabrication of glass.* In the course of his remarks, this 
celebrated chemist drew the attention of his auditors to 
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several specimens of devitrified glass collected by him^ 
which had been rendered opaque and fibrous by the 
long-continued action of heat in a porcelain furnace. 
Some of these pieces were converted^ without having 
been surrounded by sand or gypsum, or any other ce- 
menting substance^ and yet exhibited the completest 
change throughout their substance. 

One of his specimens, composed of bottle glass, hi^i 
been exposed, during three entire days, to the heat of 
50 degrees of Wedgwood's pyrometer, and had acquired 
interiorly a rosy tint, its fracture exhibiting fibrous lines^ 
arranged in the form of stars, and converging towards 
the centre : this glass was sufficiently hard to scratch 
rock crystal. Anotha: specimen of flint glass, which 
had been exposed during the same time, in the same 
furnace, exhibited only the commencement of crystallis- 
ation at its surface; the interior retaining, unaltered^ its 
original vitreous quality. 

M Guyton-Morveau likewise exhibited some artificial 
intaglios, made of bottle glass, which had been first soft- 
ened and moulded in a cupelling-fumace, on an impres- 
sion taken with rotten-stone, and subsequently devitrified 
in the heat of a porcelain furnace. These specimens were 
sufficiently hard to scratch rock-crystal ; a quality which 
points out the fitness of such productions to be used as 
dies for the preparation of intaglios and cameos, the im. 
pression which they receive and impart being exceedingly 
chaste and perfect. The same quaUty suggests the ad* 
vantage that would probably be found in the employment 
of Reaumur's porcelain in the composition of mock 
onyxes ; but, for this purpose, the ground and figures 
must be formed of separate layers of difierent-coloured 
glass, which must be brought together by means of some 
fiuxing material, and afterwards devitrified, in order to 
give them the requisite opacity, and, in some degree^ 
also, that hardness which is the distinguishing characte- 
listic of gems. 

One specimen, also brought forward on the same occa- 
sion by M. Guyton«Morveau^ was a segment of a globe^ 
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composed of bottle-glass, which had been cut in the form 
of a watch glass, to be used as a capsule^ and afterwards 
devitrified. This piece might be suddenly heated red- 
hot^ and immediately thrown into cold water^ without 
experiencing injury. It might also be kept in heated 
sulphuric acid^ without exhibiting the least corrosion or 
alteration of weight ; two qualities calculated to render 
its employment eminently advantageous for the purposes 
of chemical analysis. 

The result of different experiments made to devitrify 
stained glass taken from church windows^ was likewise 
shown^ on the same occasion^ by M. Guyton-Morveau. 
Of various pieces thus treated^ some were coloured red by 
the precipitate of Cassius^ and others blue by oxide of 
cobalt. One of the red specimens contained lead in its 
composition ; this, on losing its transparent quality, had 
become of a spongy consistency, and appeared full of 
blebs ; in the other piece, which was hard crown-glass, 
the devitrification was seen to have pursued its usual and 
regular course, interiorly from the two surfaces : it had 
acquired a purple tinge, and was so Uttle hardened that 
it might be scratched by rock-crystal. The piece which 
had been stained by oxide of cobalt differed from the 
last in more than one particular. Its hardness was so 
great^ that scarcely could any perceptible mark be made 
upon it by adamantine spar ; its blue colour^ which had 
the appearance of being somewhat weakened internally, 
was at the same time more intense at the surface, a va- 
riance which mighty indeed^ be more apparent than real> 
and which probably resulted from the greater opaqueness 
it had acquired at that part ; as although the glass had 
lost all transparency, the devitrification was by no means 
perfect, having proceeded but a short distance below the 
surface. 

Glass h^ been converted into Reaumur's porcelain 
during volcanic eruptions, by being enveloped in burning 
lava. Some specimens of Uiis kind were obtained after 
the destruction of Torre del Greco, in 179^ ; hut it is 
somewhat remarkable^ that this devitrifying efiect has 
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been by no means uniformly exhibited under the same cir- 
cumstances since pieces of glass have beep founds which, 
although completely embedded between two opaque vol- 
canic crusts^ yet retain their transparency and vitreous 
qualities. The examination of these particular specimens 
does not appear to haVe been carried sufficiently far to 
determine the fact; but it is by no means unlikely that 
the varying effect here noticed may have been ovnng to 
some difference in their original composition. 

The greater the number of suitable ingredients that 
are employed in the composition of glass, the more easily 
and promptly does it become devitrified. This circum- 
stance will sufficiently account for the fact of bottle-glass 
being the most suitable of any for conversion into Reau- 
mur's porcelain. Having been compounded without 
much attention to the purity of its ingredients, this sub- 
stance contains a great variety of earthy salts in minute 
quantities ; while plate glass, which is a much more 
simple body, and in the manufacture of which the puri- 
fied ingredients are brought together in the precise pro- 
portions that are required exactly to saturate each other, 
can be devitrified only partiaUy, and with great difficulty. 

On the other hand, in the same manner as a solution 
compounded of a great variety of saline bodies forms its 
crystalline deposits in a confused manner, so is it also 
observed that the fewer the number of ingredients which 
are contained in devitrified glass, the greater is the 
degree of regularity whereby its fibrous arrangement is 
attended; and for this reason plate glass, where the 
difficulty attending its devitrification has been overcome, 
furnishes, if not the most complete, yet certainly the 
most regular and beautiful specimens of Reaumur's 
porcelain. 

It has been observed that glass, when devitrified, be. 
comes a much more perfect conductor of heat and elec- 
tricity than it was before it had changed its vitreous 
form. In fact, several pieces of glass, when converted 
into Reaumur's porcelain, could not be made' to exhibit 
any sign of electricity by friction. This circumstance 
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is rendered yet more remarkable by the fact^ that glass 
! which^ having been once devitrified^ has been made to 

^ resume its vitreous form by fusion^ dthough it is thereby 

* re-invested with its original density^ fracture^ and other 

^ characteristics^ yet shows no greater disposition to be- 

^ come electric than it exhibited during its state of devi- 

trification. 
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Carlsbad, mineral springs of, 29. 
Caylus, count, his account of an- 

cient coloured ^lass, 282. 
Chaptal, M., his directions for mak- 

ing glass from calcined bones, 

S23. His process for forming 

white enamel, 66. 
Clay, analysis and description of, 

26l Wedgwood's experiments on. 



27. Further analysis of, 28. Species 
. of, used in the potteries of Staf. 

fordshire, 30. Blue clay the best, 

31. China clay, 32. Dilution of 

in potteries, 35. 
Cobalt, oxide of, used as colouring 

matter in the manufacture of 

porcelaiiu 8. 
Colbert, Monsieur, patronises the 

manufacture of glass In lYance, 

136. 
Cookworthy, his manufacture of 

porcelain, 18. 
Crazing, meaning of the term, 30. 



D. 

De Bottieher, baron, discovers the 
composition of true porcelain. Id 

D'EntrecoUes, Francis Xavier, 
missionary in China, 9. 

DeMontamy, M., his recipe for com. 
posing a pure white colour, 86. 

De Montigy, M., furnace of, 68. 

De Palissy, Bernard, his improve- 
ments in enamelling, 67. His dis- 
tresses and perseverance, 68. 

Dial-plates or watches and clocks, 
how formed, 237. Lettering and 
figurintr. 241. 

Ducros, M., his experiments on the 
manufacture of bottle glass, 191. 



Elers, the two brothers, their ma- 

nufacture of porcelain, 14. 
Enamel, colouring, antiquity of, 74. 



F, 

Faraday, Mr., his experiments re- 
spectingthe manufacture of heavy 
glass, 164. 

Felspar, Cornish, its fusibility, 33. 

Flint, analysis of, 28. Process for 
the preparation of, for the manu- 
facture of porcelain, 37. 



330 



INDEX. 



Fontanieu, 11, hia directiooa for the 
oompositiim of artificial gemi, 
S17. His recipe for the colour 
of the amethyst; of the emerald, 
S78. His receipt for the lustre 
of the semi-transparent opal, 281. 

Fraueuhofer, rises from obscurity 
by his talents : his scientific ac- 
quironents, 258. Produces spe- 
cmiens of perfect glass ; dies at 
an early age, 259. 



G. 



Gehlen, H., his redpe for crown 
glass, 181. 

Gems, composition of, 27. 

Gems, artificial ; great interest for. 
merly attached to the subject, 217. 
Modes of preparation, 218. Rock 
crystal formerly einployed, 219. 
Diamond paste, 220. Various 
pastes 'for imitating difibrent 
gems, 221. 

Gedbert, M., his analysis of the por. 
celain earth of Baudissero, 33. 

Gerhard, his experimoits on gra- 
nite, 32. 

Glass, nature of, 125. Its various 
properties, 12& Its utility, 127. 
Value of it anciently, 12& Origin 
of the word; AristoUe's problems 
respecting it, 129. A Phcenician 

I invention ; Manufactories of 
Alexandria, 190. Malleable glass, 
131. Discussion on the malleability 
0^-132. Tax imposed on by Alex- 
ander Severus; Portland vase; em- 
ployed in forming windows^ 133. 
Manufactured in Britain prior to 
the Roman invasion; extract from 
the ** Northumberland House- 
hold Book," 134. Privileges grant- 
ed to manufacturers in France, 
135. Plate glass casting, 13a 
EsUblishment at St Gobain, 136. 
Flint glass, manufacture of, com- 
menced in England, 138. Plate 
glass manufactured in England ; 
Chinese unacquainted with glass, 
making, 139. Importance of the 
manufacture in England, 140. 
Made a source of revenue, 141. 
Ingredients employed in the ma- 
nufacture of, 144. Silex and al- 
kali essential to the formation of 
glass ; pot-ash and pearl-ash used 
also, 145. BarilU; kelp, 146. 
Borax and chalk used in the ma- 
nufacture of, 150. Construction 
of a furnace for, 152. Three kinds 
of fVirnaces used in the manu- 
facture of, 154. The calcar.; the 



MttiBg process ; douUe fbmace ; 
]»oportionate dimensions of fur- 
nace and pots, 157. Comparative 
consumption of fliel in wood and 
coal furnaces; annealing oven, 
158. Glass pots; their formation 
and seasoning, 159. Manu&cture 
of flint glass, 161. Importance of 
its quality for optical purposes ; 
' experiments for its improvement, 
162. Process of mdting, 165. 
Glass gall, 166. Implements used 
in the manufacture of; rod, 168. 
Marver, 169. Paraison ; blowing, 
170. Re-heating ; elongating^ 171. 
Pontil ; procello ; fashioning, ITS. 
Detaching; removal to annealing 
oven ; moulding ; annealing in- 
dispensable, 173. Bologna phials ; 
Rupert's drops, 174l Crown glass, 
description of, 179. Its compo- 
sition in France; in England; 
Aritting, 180. Recipes for crown 
glass, 181. Blowing ; re-beating ; 
flattening, 182. Twirling; ex- 
panding; opening, 184. Bull's 
eye; annealing; nice regulation 
of temperature in this process ; 
qualities of crown glass, 186l 
broad ^lass ; inferior to crown 
glass ; Its composition ; prepara- 
tion, 187. Working; bursting; 
annealing, 188. Bottle glass; 
manufacture of, checked by an 
increase of duty, 188. Compo- 
sition ; restrictions as to mate- 
rials ; their bad tendency, 189. Su- 
periority of, for certain purposes; 
materiajs employed ; in France ; 
at Newcastle, 190. Fashioning; 
Moulding; experiments of count 
Chaptal, 191. Klingstein, 193. 
Volcanic granite,194. Plate glass ; 
blown plates limited in sixe, 195. 
cast plate-works at Ravenhead; 
difficulties of the process: ma. 
terials, 196. Furnaces and era- 
cibles at St Gobain, 199. Method 
for regulating the supply of fUel 
at St Gobain, 199. Casting tables. 
200. Arrangement of the foun- 
dery at Ravenhead 201. Process 
of casting plates, 202. Squaring , 
grinding, 204. Economical im- 
provement ; smoothing ; emery 
powder, 205. Comparative value 
of large and small plates, 207. 
PoUsbing, 208. Silvering, S09L 
Preparation of amalgam; mode 
of its application, 210. Process of 
blowing,211.Punching,212.Partial f 
cutting, 213. Transfer to pontil ; 
completion of cutting, 214. Open- 
ing; sixes of plates; effects (n the 
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I^the, potter's, description of, 45. 

Lenses, fonnation of; preparation 
ofthenecessary tools, 242. Choice 
of ^lass for, 243. Grinding and 
polishinff, 244. 

Loysel, M., his direction for the 
construction of a furnace in the 
manufacture of glass, 152. Re- 
commends the use of minium in 
the manufacture of flint glass, 16^ 
His recipe for the formation of 
crown-glass, 180. His account of 
the composition of bottle glass in 
France, 190. His account of the 
composition of plate glass at St 
Gobain, 198. His recipe for the 
composition of artificial gems, 
220. His experiments on the 
specific gravity of glass, 261. 

Lunette.glasses, manufacture of, 
23a 

Lu&tre-ware, gold and silver, 89. 



U. 

Macquer, his remarks on Reaumur's 
experiments concerning porce- 
lain, 11. Furnace of, 58. 

Manganese, black oxide of, used for 
clearing glass, 148. 

Mansell, sir Robert, obtains a mo. 
nopoly for manufacturing glass in 
England, 138. 

Modeller, qualifications requisite 
for, 52. 

Morveau, Monsieur Guyton, his 
experiments on the specific gra- 
vity of melted glass, 147. His 
observations on the devitrifica- 
tion of glass, 323. 

Moulds, method of making them. 



N. 

Neri, his recipe for imitating the 

garnet, 278. His recipe for white 

opaque glass, 281. 
Neumann, first observes the devi. 

trification of glass, 317. 
Nungarrow, factory, superiority of 

its porcelain, 56. 



Pipes, tobacco, manufacture of pro- 
secuted to a great extent, des- 
cription of material, 99. Boring, 
moulding, polishing, baking, 100. 



Description of the kiln of cru- 
dbles, 102. Manufacture of, pro- 
secuted to a great extent in 
Holland. Originally conveyed 
thither from England, loa 
Polo, Marco, his mention of the 

rorcelain manufacture of China, 
12. 
Porcelain, 3. Antiquity of, 5. 
Made in Japan at an early period, 
7. Oriental porcelain common 
in £ur(^ in the first century; 
antiquity of the manufacture of 
in ]^ypt, 8. Probable origin of 
the word, 9. Manufactured in 
Saxony by baron de Botticber, 
10. Reaumur's experiments re- 
specting, 10. Hanway's account 
of that manufactured at Dresden, 
12. Antiquity of manufacture 
in Stafibrdshire, 13. Manufac- 
tured by the two brothers named 
Elers, 14. Manufacture of, im- 
portant to England, 20. Manu- 
factured at Lambeth ; Derby, 
21. Shropshire; Yorkshire; at 
the Rockingham works, 22. A 
tax imposed upon stone bottles, 
23. Ingredients used in the ma. 
nufacture of pottery, 25. The 
quality of clay used in the manu- 
tacture of,26. Steatite or soapstone 
used in the manufacture of, 33. 
Spuma maris used in its manufac- 
ture, 34. Quality of water used, 
35. The process of bluneing, 36. 
Process for preparing the flint, 
37. Utility and description of 
Brindley's mill in the prepar- 
ation of, 38. Slip: slip-kiln, S9. 
SUp-house, 40. The process of 
slapping in the manuracture of, 
41. Method of manufacturing in 
France not kept so secret as that in 
England, 42. Calcined bones used 
in the manufacture of, 43L The 
earth used in Berlin, 44. The 
formation of utensils in the ma- 
nufacture of; the process of 
throwing, 45. Milled edges ; the 
handler, 49. Method of oma. 
menting porcelain described, 50l 
Method of making moulds, 51. 
Boiled plaster used in making 
moulds, 51. Increasing skill of ar- 
tists, 53. Mould-maker; method 
. of his working, 5SL Method of cast- 
ing, 54; Seggars of inmerfect ma- 
terials in England; Nungarrow 
factoiir, 55. Furnace of MM de 
Montigny and Macquer, 58. The 
biscuit-oven of Worcester ; Chi- 
nese method of firing, 61. Dura, 
tion of the baking process ; oven 
man; trial pieces, 63. Compo- 
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sition of raw glazes ; bad eflfects 
oftbem,65. Glazes generally, 67. 
Inferior glazes ; low.priced wares, 
70. Regulation of temperature j 
qualities of good porcelain ; stone- 
ware, 71. Painted ware of Wor- 
cester ; of Staifbrdshire ; of Der- 
by ; of Yorkshire, 75. Metallic 
oxides, 76. Addition of fluxing bo^ 
dies necessary, 77. Vehicle used 
with the colours, 80. Purple and 
violet, 81. Red, 82. Yellow, 83. 
Blue, 84. Green ; brown ; black, 
85. White, 86. Compound colours, 
88. Gilding; lustre-ware; pre- 
paration of colours, 89. Enamel- 
ling kilns; trial pieces, 90. Gild- 
ing and'burnishing, 91. Analysis 
of the fluxes and recipes for co- 
lours, 95. Method of transferring 
copperplate designs to porcelain, 
96. French method, 97. Manu- 
facture of, in China, 101. Sup- 
posed superiority of old China- 
ware ; materials employed ; kao- 
lin; pe-tun-tse; their prepara- 
tion, 105. Oils or varnishes; 
their composition, 107. Hao-che 
superior to kao-lin, 108. Analysis 
of kao^lin ; extent of factories at 
King-teching ; great number of 
workmen, 109. Preparation of 
materials, llO. Method of fa. 
shiuning utensils; moulds, 110. 
Division of labour. 111. Defi- 
ciency of the Chinese in the art 
of design, 1 12. Blue first the only 
colour used. 113. Chinese igno- 
rant of chemical science, 115. 
IJmiam; tsou-tchi,.116. Kia-tsing 
method of forming it, 117. Chi- 
nese furnaces J passion for old 

• porcelain,118. Kutong,119. Mock 
antiques ; reasons for the costli- 
ness of china-ware in Europe, 
119. Porcelain tower; tse-ki; at- 
tempt of the emperor to transfer 
the manufacture to Pekin, 120. 

Pottery, antiquity of, 5. Made in 
England before the invasion of 
the Romans, 6. Antiquity of in 
China, 7. 

Pyrometer of Wedgwood, 27. 



R. 



Reaumur, experiments of, concern- 
ing the manufacture of china, 10. 
His experiments upon the divi- 
trification of glass, his porcelain, 

317. 
Rockingham, the, porcelain manu. 
factory, 22. 



Rose, Mr. John, his glaze for hard 

porcelain^ 67. 
Rykum, boiling fountain at, 29. 



Schwanhard, Henry, his method of 
etching on glass, 312. 

Seggars, proper materials for the 
construction of them wanting in 
England, 55. Use of. 56. 

Severus, Alexander, his tax on 
fflass 133 

Silica, 2a Analysis of, 28. 

Slapping, the process of, 41. Per- 
formed b^ steam power, 4/Z. 

Slip, the mixture used in porcelain 
manufacture, 39. 

Spuma maris, its employment in 
porcelain works in Spain, 34. 

Steatite, or soapstone, Cornish, 
analysis of, 33. 

St. Gobain, glass manufactory at, 
136. Its early failure, and revi- 
val, 137. 

Stone-ware, its composition, 71. 
Best description of it made at 
Lambeth, 72. 



T. 



Table-ware of Wedgwood, 16. 

Terra-cotta of Wedgwood, 17. 

Thevart, his invention of plate 
glass, 136. 

Thermometer tubes; mode of giv- 
ing them an elliptical bore, 22& 

Throwing, the process of. 46. 

Tower-porcelain at Nan-king, 120. 

Tsou-tchi, 116. 

Turning-lathe of the potter, 47. 



V. 

Vasa, Murrhina, formed out of a 

transparent stone, 7. 
Vase, Portland or Barberini, 53. 

Farther account of, 133. 



W. 

Watch glasses, manu&cture of, 231. 
Lunette glasses, 233. 

Webber models the Portland or 
Barberini vase, 53. 

Wedgwood, Josiah, his improve- 
ment in the manufacture of por- 
celain, 15. His taUe>war(e; 
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<|aeeii*a.ware; tern ooCU; ba. 
laltes; white porcelain biacuit; 
bamboo ^ Jaaper, 17. His p<ur. 
celain bucuit used by chemists, 
18. His evidence before a com. 
mittee of the privy council, 19. 



His pyrometer, S7. His enoou. 
ragement to artists, 53. His great 
senrices in the painting of por- 
celain, 75. 
White porcelain biscuit of Wedg. 
wood, 17. 



THE END. 
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